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PREFACE. 


The author has occupied some hours, which could not 
he devoted to more serious labor, in preparing this little 
book, in the hope that it might serve to encourage those 
who have a desire to learn about minerals, and also to in¬ 
crease the number of those whose tastes may lead them in 
this direction. He shares with most teachers at the pres¬ 
ent time the conviction that the cultivation of the powers 
of observation is a most essential element in the education 
of young people of both sexes; lie believes, further, that 
no subject is better fitted to accomplish this object and at 
the same time to excite active interest than that of Miner¬ 
alogy. The attempt has been made to present the whole 
subject in a clear, simple, and, so far as possible, a read¬ 
able form without too much detail and at the same time 
without cheapening the science. As the understanding of 
the different parts of the subject requires some preliminary 
knowledge of physics and of chemistry, a little elementary 
matter in these departments has been introduced. 

Much attention has been given to the illustrations, most 
of which have been made expressly for this book; others 
(reduced in size) are taken from the sixth edition of the 

System of Mineralogy (1892); several have been borrowed 

iii 










iv PREFACE. 

from Tschermak’s Mineralogy, and one from a work by 
Baumhaucr. The correct representation of real crystals 
and of the actual specimens from the cabinet is a difficult 
matter, and in Uns the author has been so fortunate as to 
secure the services of the skillful wood-engraver Mr. \V. F, 
Hopson of New Haven. Any suggestions which would 
tend to give this volume greater accuracy or usefulness 
will be always gratefully received, 


New Haves, July 1, 1895. 
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MINERALS, AND HOWTO STUDY THEM, 


CHAPTER L 

MINERALS AND MINERALOGY. 

We are to learn about minerals and bow to study them; 
but, before we can fairly begin* we must understand clearly 
what substances we may call minerals, and what specimens 
have a right to a place in the collection that every one 
who wishes to become a mineralogist must make. 

We all know, in the first place, that minerals are the 
materials out of which the earth i*s built, and we often hear 
that division of nature to which they belong called the 
Mineral Kingdom^ in distinction from flic Animal and 
Vegetable Kingdoms, which embrace the animals and 
plants which live and grow upon the earth's surface. 

And here it is important to realize how little we can 
know by actual contact and direct observation about this 
earth, though we live upon it. It is possible, indeed, 
to measure its size and shape, to find out its density as a 
whole, to study its surface features and the changes which 
they have undergone; but of the materials of which it is 
made w f e can know little beyond those which form the 
surface upon which we walk. The miner digs down a 
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little distance, and the artesian-well borer goes down still 
deeper, and we may have a chance to examine the spec¬ 
imens that their work brings up: or perhaps we can go 
down with the miner and see them in place. But the 
deepest mines descend to less than three quarters of a mile, 
and though this seems deep to one who is let down a shaft 
in a bucket, it is but a little wav compared with the whole 
distance to the earth's center,’which would require a journey 
of nearly 4000 miles. Even the deepest artesian-well bor¬ 
ings hardly go down to the depth of one mile. 

Our knowledge, to be sure, is increased a little by the 
fact that we find now on the surface of the earth rocks 
made, as we have reason to believe, of materials brought 
up in a molten condition from great depths below* This 
is true of the lava thrown out by a volcano, and of such 
igneous rooks, for example, as form the Palisades along the 
Hudson River; and these occurrences give ns some idea as 
to what kinds of matter there arc, and in what condition, 
far below the surface* Further, we are able to weigh the 
entire earth, too, and find what its density is; and as this 
is nearly twice as great as that of the rocks on the surface, 
it gives a suggestion as to the heavy nature of the mineral 
material that must make up the interior. 

Thus the mineralogist is limited to the study of the lit¬ 
tle part of the crust of earth which he can reach with Ins 
hammer; and he cannot extend his collection much be¬ 
yond this, unless indeed he takes in some of those rare 
visitors from outer space—'Called meteorites -—which once 
in a while tumble down to the earth* usually with a bright 
light and loud explosion. 
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Now what does this study show of the hard rocky mate¬ 
rial of which the earth, so fur as we can examine it, is made 
up; for example, of the sand of the seashore, the granite, 
the trap, the slate and marble of the hills ? 

We find, in the first place, that it in general consists of 
different kinds of substances, each one having certain 
peculiarities or characters of its own, by which it cun 
a]ways be recognized; and it is to each of these individual 
kinds that the name mineral is given. 

Thus, more particularly, the sand of the seashore can ho 
separated without much difficulty into various sorts of 
grains, each kind alike in chemical substance, as the 
chemist can prove in the laboratory, and with certain 
characters of hardness, density, luster, and color of its own, 
which enable us after a little practice to distinguish the 
different kinds with comparative ease. 

Most of the grains are alike clear and glassy, hard enough 
to scratch glass, and as we learn to know them better we 
call them quartz. There are also black grains; some of 
these are heavy and jump to a magnet, and often they are 
sorted out by the waves into little rifts on the white sand; 
these are called magnetite, or magnetic iron, There are 
other black grains, too, which the magnet does not attract, 
perhaps some red, glassy ones which are fragments ol 
garnet*, and, it may be, still others, depending upon where 
the sand comes from, and what kind of rock has been 
ground up by nature’s mill and sorted out by the water to 
make the sand. 

If a piece of granite is taken, here too it is possible to 
distinguish several kinds of mineral substances, though it 
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is not quite so easy to separate them. There are hard 
glassy grains with irregular surface,, which, like the greater 
part of the sfed-grains, are quartz , There are white or 
yellow or pale tiesli-red fragments, also hard, though not so 
hard as the others, hut which are sure to show one or two 
smooth sin 1 faces of fraeture: these are felthpur. Then 
there is the mim f more easily recognized still, which is 
either nearly white and silvery, or black (ami sometimes both 
kinds), and which with a touch of the knife separates into 
very thin scales or leaves* Besides these there may he a 
little coal-black tourmaline, some bright, red garnets, and 
other kinds which we shall learn later. If a cavity or 
open space in the granite can he found, here it is often 
possible to find the same kinds of substances, only larger 
and more distinct and very likely in the regular form 
which are called crystals* 

If, instead of a coarse-grained rock like granite, we ex- 
amine a fine compact one such as the trap-rock of the 
Palisades on the Hudson, it very probably appears all alike 
to the eve; but if we crush some of it to powder, the magnet 
will pick out some magnetic iron, as from the seashore sand. 
Or the skillful mineralogist may make a slice thin enough 
to be transparent, so that he can study it under the micro¬ 
scope, and then recognize a variety of different minerals. 
In seams and cavities in these rocks other sorts are often 
found, not like those in the solid rock. 

Sometimes we find a rock, like the white marble of 
Vermont, which the examination of the chemist shows to 
he all of the same chemical substance, and which has 
throughout the same characters of hardness, density, color. 
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and so on; then it is said to be a mineral itself, and not, 
like most rocks, a mixture of a variety of different min¬ 
erals* 

These different kinds of substances, then, which make 
up ihe rocky material of the earth so far as we can 
study it, and into which we can separate the seashore 
sand, the granite, and most other rocks, are called min- 
era ns. hatch one has, first of all, a definite chemical 
composition, wherever it is found. Moreover, if in the 
form of a crystal, it lias a shape of its own, too, by which 
it maybe distinguished; it: 1ms also certain characters 
of hardness and density, luster, color, transparency, and 
others* And because to it belong all these different char¬ 
acters, which distinguish it from other kinds, it is called a 
MINERAL SPECIES, 

It is the work of the mineralogist to study these min¬ 
erals; to learn all the different kinds; w hat the characters 
of each are; how they are classified and how distinguished 
from each other; how they occur in nature; and some¬ 
thing about their practical uses. 

All the knowledge which the many mineralogists have 
learned, after long years of patient observation and study, 
both in the field and the laboratory, has been arranged in 
systematic form and makes up the Science of Mineralogy. 

The question as to what particular minerals go together 
to make the different kinds of rocks,how theqe are formed, 
and what changes of position or of character they have 
experienced all these and other similar questions are re¬ 
ferred to the geologist. The science of the geologist, or 
geology, is much broader than mineralogy: it treats of 
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the history of the earth and «iI] the changes it has gone 
through; the different kinds of rooks; the way the moun¬ 
tains have been built up from them; the growth and de¬ 
velopment of different kinds of life from the earliest times 
down to the present. 

Il was stated at the beginning of (he chapter that min¬ 
erals belong to the M 1 \ eral K i nudum ; but it is ini poll ant 
to remember that all substances mineral in nature are not 
necessarily called minerals. 

1 he mineralogist, for example, usually excludes from 
his cabinet many mineral substances, such as the pearl of 
the oyster-shell and the shell itself, the lime of the bones 
ol animals, and the opal-like form of silica secreted bv 
the growt h ol plants, as the tabasheer found in the joints 
of tiie bamboo. In general mineral substances such as 
these, which arc formed hnmedialelv by the processes of 
animal or vegetable life, arc not railed minerals. 

Further, the mineralogist does not, as a rule, ad mil among 
minerals gases like the oxygen and nitrogen which make 
up the air; and of the liquids be includes only the metal 
mercury, and perhaps also water. 

The many beautiful kinds of salts made by the chemist 
are also not called minerals. The rock salt or sodium 
chloride which is mined, sometimes in fine clear cubi¬ 
cal blocks, k the same sodium chloride which, as the 
table-salt of every-day life, is so commonly used. But the 
table-salt obtained from evaporating sea - water or the 
brines of salt-wells, or from the solution of crude rock 
salt, though when manufactured it may be formed in cm- 
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tals as fine as those found in the rocks, is not called a 
mineral, because not made by nature alone. So, too, the 
fine crystals of blue vitriol, or copper sulphate, made by 
the chemist, do not find a place in a mineral cabinet, 
though the much less line specimens of the same material 
found in some of the Arizona mines do. In the same 
way, the crystals of the metals and of many interesting 
compounds formed in the metallurgical process of m aking 
iron or lead or zinc are called furnace-produete, and not 
minerals. These substances, however, arc all very inter¬ 
esting, and their study is a very important help to pure 
mineralogy. In recent years the chemist has busied him¬ 
self in imitating, so far as he can, the possible processes of 
nature, and thus making ie {irtificuti mnivmh." Recently 
the diamond has been formed in minute crystals, also small 
but fine clear rubies, and so, too, quartz, feldspar, mica, 
and many common species* 

It must he acknowledged* however, that the specimens 
thus obtained in the laboratory are in most cases very 
minute and much less beautiful than those of nature; for 
t he chemist in the laboratory lias only a limited time for 
his experiments, and often must use violent means,—as 
the great heat of a furnace.—while nature works slowly 
and gently. 
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CHAPTER JL 

SOME PKELIM1NAUV HINTS AS TO HOW TO STUDY 
MINERALS. 

A MIN era l, we have seen, is h substance formed Ijv 
nature alone, a solid with one or two exceptions, and one 
having as a rule a definite form of its own and certain 
characters of hardness, density, luster, color, and still 
others, and, most important of all, a definite chemical com¬ 
position, Tlio first group of characters, having to do with 
the form and structure and so on, are culled Physical 
Characters, while those depending directly upon the 
composition are called Chemical Characters. All of 
these will he described in some detail in subsequent chap¬ 
ters, but it is necessary first to gain a little knowledge as 
to how to study minerals, where the object is to learn as 
much as possible about each and to distinguish one kind 
from another. 

The mineralogist must first of all use his eyes and other 
unaided senses in studying minerals; in other words, he 
must gain all the information he can about minerals by 
looking at them and handling them. If lie learns to do 
this wisely, lie will be surprised to find how keen his 
senses become and Imw much he can find out. But as he 
gains in experience he will sec that this only carries him 
to a certain point, and lie should always recognize the irn- 
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portance of continuing the conclusions reached by his eye 
and hand by more positive tests. Often, even in the case 
of the commonest species, the appearance may lead one 
who depends upon it alone quite astray. The old saying 
that “ all is not gold that glitters/' and the names ap¬ 
plied to certain common minerals of “fool's gold/' “ false 
galena/' and others like them, express the result of experi¬ 
ence that the senses unassisted may readily be deceived. 

The trained eye of the mineralogist will show him, first 
of all, the form of the mineral, as to whether it has the 
regular geometrical shape of a crystal or not, or is simply 
granular, fibrous, and so on. It will show him whether 
it has the natural, easy, smooth fracture of many crystal¬ 
lized substances, called or only the fracture of 

ordinary kinds. It will tell him, too, what peculiarities of 
luster the surface of a mineral presents, depending upon 
the way in which it reflects light, whether metallic, 
glassy, greasy, or silky, and so on; also what the color is, 
whether it is transparent or opaque, and many other 
points. 

The touch will show whether the “feel" is greasy, as is 
true of a few very soft minerals, or harsh, as are the 
majority. Again, a mass in the hand will often be recog¬ 
nized at once as heavy or light as compared with familiar 
substances of the same appearance. Thus the common 
minerals quartz, feldspar, cal cite, have nearly the same 
density, and one can easily become so accustomed to them 
that a piece of gypsum seems light and one of barite 
(heavy spar) seems heavy. So a piece of the metal alu¬ 
minium seems very light because we instinctively compare 
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it with the other much denser metals which we are ac¬ 
customed to handle. 

The taste may sometimes tell, for instance, that rock 
salt is in hand, while the odor is occasionally a useful 
character, as the clayey odor of some minerals when 
breathed upon. 

But it requires some education and experience before 
the senses are so on the alert that all the characters noted 
are perceived at once and rightly estimated; tins is what 
every one should strive for* and one of the great benefits to 
be derived from the study of mineralogy is that it culti¬ 
vates and stimulates the powers of observation. 

When the senses alone stop, simple tests to aid them 
come in. A touch upon the smooth surface of a mineral 
with the point of u knife serves to show whether it 
is relatively soft or hard. The color of the powder ob¬ 
tained by scratching with the knife or upon a plate of 
rough porcelain or ground glass, called the streaky is some¬ 
times quite different from that of the surface, and in such 
eases this is a very important diameter. 

Then come more careful tests: the determination of the 
relative density or specific gravity; the use of the blow¬ 
pipe, giving the comparative degree of fusibility; and a 
number of simple chemical trials, to show the presence 
of sulphur or arsenic, silver, lead or iron, barium or stron¬ 
tium. Then follow still other tests, till we come to the re¬ 
fined methods of the trained mineralogist with his beauti¬ 
ful goniometer for measuring angles, the microscope and 
optical instruments, the accurate chemical analysis and 
other means by which most of nature's secrets may be 
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learned and the characters of each mineral thoroughly 
studied. 

SOME SUGGESTIONS ABOUT MAKING A COLLECTION OF 
MINERALS. 

A very important matter in the study of minerals is the 
student’s own collection; for every one who desires to 
really learn mineralogy must have a collection of his own 
to examine and experiment upon. It is very desirable that 
the school or college should have a larger cabinet for refer¬ 
ence and study, but this does not take the place of the in¬ 
dividual collection, which will be studied, arranged, labeled, 
and handled over and over again till every specimen is per¬ 
fectly familiar* 

Further, the student should obtain his specimens as far 
as he can by collecting for himself. No matter if he lives in 
a region that does not seem at lirst to afford very much, 
he can certainly find something that is worth keeping 
until he obtains better; and occasionally he will have the 
opportunity to make trips to some of the noted localities, 
where he can find more and a great variety. There is 
nothing more delightfully Instructive and health-giving 
than to spend a day in the open air, with a good hammer 
in hand, a bag for the specimens, and plenty of soft paper 
(and perhaps some cotton) to wrap them up in. 

The hammer should be of hard steel that will not chip 
on the edges; it may weigh from a pound to a pound and a 
half, and the face should be square or slightly oblong and 
the edges sharp, while the back has the form of a 
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wedge, as seen in Figure 1 (one-fourth natural size). A 
cold-chisel or two., for working into e racks or crevices, 
will often he found useful; also a 
small light hammer with a sharp edge 
for trimming specimens. This will 
often do no damage, when a blow from 
a heavy hammer would shatter the 
specimen and destroy it. 

Do not break the crystals out of the 
rock, as a rule. A detached crystal 
of garnet is interesting when quite 
perfect, but in general the crystal is 
most interesting and instructive when 
in its own home. The seller of min¬ 
erals soon discovers this, and it is un¬ 
fortunately not an uncommon trick 
at some localities—for instance in the 
Alps—for the local collector working 
for his daily bread to exercise his 
ingenuity in mounting a loose crystal 
in a mass of rock in which it never 
belonged, thus to increase the value of the specimen and 
deceive the unwary purchaser. 

The student is not advised to spend a great deal of 
money ill buying specimens, particularly at any one time. 
Still it is less easy to collect personally now than it was 
years ago, and many students may not have opportunity to 
do the traveling that it requires: and even here the reward 
is often small, unless at a quarry or mine where work is 
being carried on all the time. 


1 



>4 natural size. 
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Hence a little money Is by no means thrown away if 
judiciously expended from time to time, for it will serve to 
buy a few small characteristic specimens of the common 
species and pure fragments for blowpipe tests. Fine 
specimens, especially of the rarer species, are now very 
expensive, but sufficiently good ones of the minerals it is 
important for the student to know well may be obtained, 
for very little money.* 

It is better to collect small specimens rather than large, 
as far as possible, such as will go in a little paper tray 2 
inches square, or 2 by 3 inches, or at most 3 X 3. These 
trays are inexpensive and are very useful for the arrange¬ 
ment and preservation of a cabinet. I f the specimens are 
placed loose in a drawer, it can hardly be opened a few 
times without throwing them into con fusion, and sooner or 
later they will be badly injured. The sizes mentioned are 
the most useful, though 3x4 inches might well be added. 
A depth of half an inch is sufficient for the tray, blit the 
drawers, if possible, should not be less than 2^ or 3 inches 
deep. All the specimens in a collection should be care¬ 
fully labeled, particularly as regards the locality* 


* A list of the most important minerals is given at the close of the 
book, and those most useful for trial with the blowpipe are there 
indicated. 
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CHAPTER III. 

THE FORMS OF CRYSTALS AND KINDS OF STRUCTURE. 

The principal characters of minerals, by which one 
species is distinguished from another, have been briefly 
alluded to in the preceding chapter, ft is now necessary 
to -study some of these characters more fully. 

First the Physical Characters will be considered. 
These include the form and structure, the cleavage, frac¬ 
ture, hardness, tenacity, elasticity: also the density; fur¬ 
ther, the color, luster, degree of transparency, and sou li¬ 
fe w others. The present chapter is limited to a discussion 
of the crystalline form and the structure in general. 

The General Characters of Crystals. 

If we examine the specimens of the different mineral 
species in a good cabinet, we see that many of them occur 
commonly in regular solid forms with smooth faces, which 
forms, as we study the subject further, we find to be char¬ 
acteristic of each individual species. Those regular forms 
are called crystals* The cubes of fluorite (Fig. 2} or 
galena, the six-sided prisms of quartz (Pig. 3), the twelve- 
sided, twenty-four-sided, or even more complex forms of 
garnets, are common examples of crystals. Further, even 
when a specimen does not show this regular external form, 
there is usually a definite crystalline structure, which may 




















Fluorite, Group of Cubic Crystals. Quart?, Crystal. 

body is built up of mi mite particles called molecules, 
'which are much too small to be perceived even by the 
strongest microscope. In a solid body, as a lump of iron, 
ice, sulphur* he thinks of these molecules as bound to¬ 
gether by a strong force of attraction, called cohesion, so 
that it requires a hard blow or great pressure to change its 
shape. In a liquid body he thinks of them as free to move 
or roll over each other, so that the liquid takes at once the 
shape of the vessel in which it is contained, whatever that 
may be. In a gas, he believes that the molecules are sepa- 
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he shown in the easy fracture called clear age, as that of 
cal cite, or which may bo indicated in other ways, as we 
shall soon learn. How is this regularity of form and 
structure to be explained ? First, we will speak of crystals. 

The physicist, as the result of his studies into the struc¬ 
ture of different kinds of matter, has concluded that every 
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rate from each other, a long distance in fact com puna i 
with their size, and that they are darling about very rap¬ 
idly, colliding against each other ami any confining surface. 
The result of this is that the gas at once fills entirely a 
vessel into which it is introduced and presses against its 
sides; the pressure being simply the result of the bombard¬ 
ment of these little rifle-hulls. The pressure of the 
external air, for example, is shown by the collapse of the 
cheeks when the air within the mouth is drawn away. 

The relation between these minute particles or molecules 
thus explains the condition of a hotly, as solid, liquid, or 
gaseous; for example, the distinction between ice, water, 
and steam. 

But more than this: When a liquid turns into a solid 
because the temperature falls, as when water freezes, or 
liquid sulphur or molten iron hardens mi cooling, the forc e 
of cohesion comes into play to bind the particles together 
into a rigid mass. So, also, when by slow evaporation from 
a solution, as of salt or alum in water, the dissolving liquid 
is removed, the substance in solution also passes back into 
the solid form under the action of this same force of col le¬ 
sion. Thus the solid is formed from the liquid by the 
action of the forces acting between these little particles. 
Further, if the molecules are all of one kind, as in a given 
chemical substance, and if there are no hindering causes, 
those molecules will build themselves up after some regular 
pattern and the external result is the geometrical form, 
which is called a crystal. It is somewhat as if the mole¬ 
cules were little building-stones, built up into a solid 
structure by forces acting between them and causing them 
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to arrange themselves after a definite manner when they 
are free to do so. 

This regular building of the molecules, which, as has 
just been shown, may take place from a liquid, happens 
also, even more perfectly, when a solid is formed direct 
from a gas* Water vapor in the air, if cooled down suf¬ 
ficiently, is formed into the solid snow, and the little snow- 
crystals, that fall silently through the atmosphere and 
which we may catch on our coat-sleeve on a cold winter 
day, are often of wonderful regularity and beauty of 
form* The figure (4) gives some of the many forms of 
snow-crystals drawn by Scoresby in a visit to the Arctic 


4 * 



Snow-crystals* 


many years ago. So too, as will be described later, if a 
mineral containing arsenic is heated in a glass tube open 
at both ends, the arsenic driven off, uniting with the 
oxygen of the air,forms the vapor of oxide of arsenic; this 
is condensed a little higher in the tube, whore it is cooler, 
and there deposited in minute spangling octahedral crys¬ 
tals (Fig* G, p. 23), which are sometimes quite large and 
very perfect in form. 

It is not always easy to make good crystals, whether 
starting from a liquid or from a gas. This is true in part 
because we cannot give the time required for the perfect 
process, in part because there are other hindering con- 
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ditions* But sometimes we can succeed well, ami Llje 
growth of an octahedral crystal of alum in a strong 
solution can be watched from day to day and a large and 
line crystal may be the reward of our skill and patience. 

In nature's laboratory the conditions are more favorable, 
particularly because there is never any limit of time, and 
the many beautiful and complex crystals of minerals with 
brilliant faces show the result. Even here, however* the 
building process often cannot go on freely* and imperfect 
crystals, or perhaps a mass with only a confused crystal¬ 
line structure and without distinct external form, may be 
all that is produced. 

The quartz, feldspar, and mica in the rock called granite 
have usually formed together in such a way that neither 
one has had an opportunity to build itself up into perfect 
crystals, and yet the student who understands the optical 
study of thin sections of a rock in polarized light can 
prove that each grain* formless though it may be externally, 
lias all the internal molecular structure of the crystal. In 
a cavity in the granite we are not surprised to find crystals 
of quart? and feldspar, perhaps also of mica, as the cavity 
here means that each lias had an opportunity to .exercise 
its tendency to build itself regularly with something of the 
freedom which a perfect crystal requires. 

Another familiar example of crystallization is given by 
the ice covering a pond, which is as truly crystalline in 
structure as the perfect snow-crystal; but here there are no 
crystals, and it is easy to understand why* The slow dis¬ 
section of the mass, however, under the melting action of 
the sun reveals something of the regularity in the molec 
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vi I nr building, and the same thing is proved by an exami¬ 
nation in polarized light. Sometimes in the freezing of 
a little pool of water on a sidewalk the formation of the 
slender crystalline ribs of ice may be watched as they 
shoot out, forming a framework which may soon lose its 
distinctness as the entire surface is frozen over. 

We learn, then, that a crystal is the regular solid form 
which a chemical substance takes when it passes into the 
solid state from that of either a liquid or a gas, if under 
such conditions that the molecules are quite free to ar¬ 
range themselves according to the direction of the at¬ 
tractive forces acting between them. 

The crystal is, therefore, the outward expression of the 
structure in the arrangement of these molecules, and its 
form is for this reason the most important of all the physi¬ 
cal characters of a given species and the one which in gen¬ 
eral most definitely distinguishes it from others. 

It is interesting to note that a small crystal is just as per¬ 
fect and complete an individual as a similar one of great 
size; there is among the crystals of a given species no such 
connection between size, on the one hand, and age and 
muturiij*, on the other, that belongs to the individuals of a 
species in the animal and vegetable kingdoms. Some 
crystals arc so minute as to bo almost microscopic; others 
may be of enormous size, as the gigantic quartz crystals 
occasionally found in the Alps, or the equally large heryl 
crystals from Xew Hampshire. A cave opened a few years 
ago at Macomb, Xew York, contained 15 tons of great 
cubic crystals of fluorite; another cave in Wayne County, 
Utah, contained a great number of enormous crystals of 
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minerals, and now to study them. 


gypsum, some of them three feet or more in length. But. 
the very small crystals and the like ones of enormous size 
are not essentially different except in this comparatively 
unimportant respect of magnitude. 

And yet there are many interesting points of resem¬ 
blance between crystals and living plants. Crystals gvow 
as well as plants, and under favorable conditions so 
rapidly that the increase in size may be watched not only 
from day to day, but from hour to hour, or even from 
minute to minute. The complex forms that are built up 
especially in such cases of rapid growth are often wonder¬ 
fully plantlike in aspect. This is true, as every one lias 
noticed, of the delicate frost-figures which form so quickly 
upon a window-pane or a paving-stone in winter; also, in 
other more permanent cases, the arborescent or dendritic 
forms of native gold or silver or copper are. good examples 
of the same fact. The terms used in describing them are 
indeed given because of their resemblance to forms of 
vegetation. Furthermore, as a wounded plant tends to 
heal itself when, for example, a branch has been broken 
off, or as a slip or graft tends to develop a full individual; 
so, too, a broken crystal may be more or less healed, but in 
the last case the material which repairs the injury must be 
supplied from an outside source. Thus the silica to mend 
a broken quartz crystal must come from a foreign solution, 
and the crystal itself only directs the way in which the 
molecules of the solution are laid down; it is interesting, 
however, that the growth takes place more readily on a 
surface of fracture than on a natural crystalline face. Jn 
this way the grains of quartz in a sandstone, formless be- 
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cause only fractured fragments; often tend to build them¬ 
selves up into complete crystals, 

Still again, although a crystal never lias an old age in 
the sense that this is true of a plant or an animal, it is 
nevertheless a fact that many crystals tend to change or 
decay as time goes on, if subjected, for example, to the 
corroding effects of some foreign solution. 

Even the beautiful gems, such as the sapphire, emerald, 
topaz, garnet, hard and comparatively insoluble as they 
arc, have this liability to undergo wliat is called chemical 
decomposition, with the loss of all their beauty and a total 
change of chemical substance. This is spoken of again in 
a later part of the chapter, where pseudomorphs are de¬ 
scribed, hut it is worth noting here because somewhat 
analogous to the change that old age brings to a living 
organism. 


The Systems of ('kystaluzatiox. 

The forms of crystals are so varied and the difficulties 
in studying them minutely so great that we shall only 
attempt here to learn some of their simplest kinds. 

In the first place, it is important to understand that it 
can be shown that all crystals belong to one of six classes, 
or systems, which are named as follows: I, Isometric; 
]], Tetragonal; IH, Hexagonal; IV, Orthorhombic; 
V, Monoclinic; VI, Triclinic. 

The characters of each system and the relations between 
them will be briefly mentioned after the chief forms in 
each have been described. 






















The principal forms of the Isometric System arc the 
cube, octahedron, dodecahedron, the two tri sou trihedrons, 
the tetrahexahedron, and the liexoetahedron. 

Cube .—The cube has six equal laces, each one of which 
is a square, and the angle between any two faces is a right 
angle, or 90°. It is shown in Fig, Galena and 11 norite 


Octahedron .—A regular octahedron (Fig- 6) has eight 
like faces,* each a triangle with equal sides and three 
equal angles (each 60°); the angle between any two ad ja¬ 
cent faces is 109° 28 k Magnetite is often in octahedrons, 
I)odecuhet(rou .—The rhombic dodecahedron (Fig- 7) has 
twelve equal faces,* each of which is a rhomb with plane 
angles of (it) and 120 , while the angle between two adja¬ 
cent faces is 120°. Tins is a common form with garnet 
These forms may occur together on the same crystal. 
Thus crystals of galena often show the cube and octa¬ 
hedron together. Fig. 8 is generally described as a cube 
modi lied by an octahedron, and Fig. 9 as an octahedron 
modified by the cube. If a cube is cut out of a block and 
the solid angles sliced away carefully, the new surface 
making equal angles with the three cubic faces, tbo result 
is to give finally an octahedron. It is seen that the octa¬ 
hedral faces are little triangles on the solid angles of the 

* Octahedron is mur^d from the Greek oKrtJ, eight, and 
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cube and equally inclined to tlie three cubic faces. On 
the other hand, the cubic faces arc small squares on the 
six solid angles of the octahedron. The angle between 
two adjacent faces of a cube and an octahedron is 125° 16'. 
Figures 10* 11 show the cube and dodecahedron to- 


5 . 6 . 7 . 8 



9 . 10 . 11 . 12 . 







get her, and Fig. 12 the octahedron and dodecahedron* 
Both the cube and octahedron have twelve similar edges, 
and these are cut off equally, or truncated, by the twelve 
faces of the dodecahedron. In Fig* 13 we 
have again a form (not shaded) resulting 
from the combination of the faces of the 
cube (rt), octahedron (a), and dodecahedron 
(d). The angle between adjacent faces of 
the cube and dodecahedron Is 135°; be¬ 
tween those of the octahedron and dodecahedron it is 
144° 44', 

Trapezahedron .—A trapezohedron has twenty-four equal 
faces* each a four-sided figure or trapezoid. It is shown 
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in Fig* 14* which is a common form with garnet. There 
may he a large number of different trapezohedrons, all 
having the same general form but differing in the angles 
between the faces. A similar remark may be made about 
each of the other type-forms of this system yet to be tie- 


14, 15 



scribed. It requires much move study than is possible for 
the beginner to lea.ui how these forms are mathematically 
distinguished from one another. 

Figures 10 to 19 show combinations of the trapezohc- 


16* 17. 18, 19, 



dron (u or m) wuh the cube (ft), octahedron (ft), and 
dodecahedron (rf). The last two arc common forms with 
garnet* 

The trapezohc dron is also called a tetragonal trisect a- 
hedron because its form suggests an octahedron in which 
three faces take the place of a single octahedral face, each 
of them being a four-sided figure or tetragon. 
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There is also another trisoctahedrou, called a trigonal 
trisoctahedrou, shown in Fig, 15, which has, again, twenty- 
four faces, three of these also corresponding 
to an octahedral face; but each is a three- 
sided figure (trigon) or an isosceles triangle. 

This form does not often occur alone, 
but may be seen on complex crystals of 
galena. Fig, 20 shows a figure of galena 
with the cube (rt), octahedron (o), dodeca¬ 
hedron (d ); also two different trigonal irisoclahodrons, 
lettered p and n. 

Tel rah exalt ed ro m— A tc trail e x a lied r o n (Fig, 21) is a 
twenty-four-faced solid/ 5 each face an isosceles triangle 
and four together having the same position as the face of a 
cube. Fig, 22 shows a combi nation of the cube and a 




22 . 


■< 




tetrahexahcdroTi; the latter is said to bevel the edges of the 
cube because the two planes are equally inclined to the 
two adjacent cubic faces, 

ffeieocfahedron.— A hexoctalicdron (Fig, 23) is a forty- 
eight-faced solid; each face is a scalene triangle, and six 
faces have the same general position as a face of an octa¬ 
hedron.! 


* Named from rzr pa, four, e|, six, ami pa, fare. 
f Named from e;, sir, oVrtd, evjhl, and ttipa. face, 
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Fig. 24 shows a combination of the cube (a) with the 
hexoctahedrou; it is a common form with fluorite. Fig, 
25 is a common garnet form, the dodecahedron (d) with 
the hexoctahedrou, the latter beveling the edges of the 
former. 

Many of the figures thus far given and some of those 
which follow are shaded, so as to appear solid to the stu¬ 
dent learning about crystals for the first time. It is ob¬ 



vious, however, that when the form is complex that the 
shading is impossible, and for the experienced crystallog¬ 
raph er it is quite unnecessary; hence these more complex 
figures are shown in line only. Through the rest of the 
book these line figures will be freely used. The student 
will soon find that they appear as solid to him as the 
others,* 

All the forms that have been mentioned belong to what 
is called the Isometric System, in which the c ry stall og- 
rapher refers the planes to Ihrm equal axes at right angles 


* It will he a great help lo die student if lie has a few models to 
handle. These are made in great perfection in wood and me not, 
very expensive. The snjjdeut may also try lo rut them for himself 
out of soft wood or [duster rd-puris: even a potato can he employed 
for temporary use, 
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to each other. The position of the axes passing through 
the centers of the crystals is shown in Figs, 26, 27, 28. 



It will be seen to be true of all these, as it is of all their 
combinations, that file arrangement of the faces is the 
same about each one of the six cubic faces, or in other 
words about the ends of the three axes. 

Another way of stating this is to say that all these 
isometric crystals have three equal planes of symmetry at 
right angles to each other.* These three equal planes of 
symmetry are planes parallel to the cubic faces and have a 
corresponding position in the other simple crystals or com¬ 
binations of them. Each plane of symmetry divides tlie 
ideal crystal into two symmetrical halves, and here the 
three sots of halves made by the three planes parallel to 
each pair of cubic faces arc identical; hence the planes of 
symmetry are said to he equal. The axes are the lines in 
which these three planes of symmetry intersect each other. 


plane of symmetry is a plane which divides the solid into 
equal halves such that if one half is placed against a minor the re¬ 
flection completes the form. This is otic form of the geometrical 
definition applying to an idea! crystal ; it will be explained later 
(p 50) how this must bo broadened to cover the crystallographic 
symmetry uf actual crystals. 
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A cube, as well as the other isometric forms mentioned, 
has also sis other planes of symmetry passing diagonally 
through the opposite edges, and hence parallel to each 
pair of the dodecahedral faces* 

2D, 30. 




Fig. 29, of cuprite, and Fig, 30, of the rare species micro- 
lite, both drawn on a larger scale, are added to show 
some rather complex combinations of isometric forms. In 
Fig, 29 the cube (o) and the dodecahedron {d) predomi¬ 
nate; the faces of the octahedron (a) are small; n and fi 
arc faces of two different trapeaohedrons. In Fig. 30 the 
octahedron (o) predominates and then the cube {n) 7 while 
the dodecahedron (d) is subordinate: the faces m belong 
to a fcrape^ohedron, and p to a trigonal trisoctahedrom 
There are also several other forms belonging to the 
Isometric System, but which are described as half-forms, 
or forms in which only half of the faces in the correspond¬ 
ing whole form are present. To them the rules of sym¬ 
metry do not apply, but their faces are also referred to 
three equal axes at right angles to each other. The most 
important of these half-forms are the tetrahedron and 
pyritohedron. 
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Tdrahedron *—The tetrahedron (Fig, 31) is a form with 
four equal triangular faces* each of them an equilateral 
triangle. It is considered in Crystallography as the half¬ 
form of the octahedron, since half the faces of the octa¬ 
hedron, taken every other one, will if extended form a 



tetrahedron. Perhaps a study of Fig* 3 2 will make this 
clearer* The angle between two adjacent faces of a te¬ 
trahedron is 70° 32', 

Fig, 33 shows a combination of a cube (a) with the 
four faces of a tetrahedron (c). It is seen that the planes 
are present only on the alternate angles of the cube. In 

33, 34* r>. 




regarded as an octahedron in which four faces are ac- 
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eidentally larger (compare remarks on p. 40) than the 
otilers; but this is impossible, for it can be proved, per¬ 
haps at once by difference of luster, that the eight faces 
are not (ill alike, but only four and four. This, however, 
is a somewhat difficult subject for a beginner, 

PyritohedrotL The pyritohedron (Fig. 36) is a twelve- 
sided solid, or dodecahedron, each face of which is a penta¬ 
gon, but not here as with the pentagonal 
dodecahedron of geometry a regular pen¬ 
tagon, In crystallography the name 
dodecahedron is usually given only to the 
rl i onib i c d od e cal i e dro 11 d cs cri be d abov e 
(Fig, 7), and t his form, the pyritohedron, 
takes its name from the species pyrite or iron pyrites, 
because of common occurrence with it. 

The pyritohedron is the half-form of the tetrahexahe- 
dron, If in combination with the cube, the solids in 
Figs. 37, 38 result; Fig. 39 is a combination of an 



37. 



38 , 



39. 



octahedron and pyritohedron. There are also other half- 
forms in the Isometric System, thus of the two tnsoctahe- 
drons and the hex octahedron; blit they are not very com 
mon and will not be described here* 
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II. Tetragonal System 


The chief forms of the Tetragonal System are the two 
square prisms ami pyramids ami the eight-sided prism 
and double eight-sided pyramid. 



Square Prism and Pyramid .—One of the square prisms 
is shown in Fig. 40 and the square pyramid corresponding 
to it in Fig, 41, while Fig, 42 is a combination of the 
two forms. 

The square prism has, like the cube, angles of 90° be¬ 
tween the faces, but it differs from the cube because the 
four vertical faces are not like the two end faces, or basal 
planes as they are called. This is often shown in a crystal 
by the difference in the smoothness of the two kinds of 
faces; or there may be easy fracture, or cleavage, parallel 
to one set of planes and not to the other. 

The square pyramid looks somewhat like a regular octa¬ 
hedron, but here the faces are isosceles triangles (not 
equilateral) and the angle between two faces over a hori¬ 
zontal edge differs from that over one of the vertical 
edges—In fact, either angle is characteristic of a given 
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species ami differs from one species to another. There 
may be a great many square pyramids of the same type as 
this but differing in their angles and consequently flatter 
or sharper at the extremity. 

Fig, 43 shows an acute square pyramid, p, while Fig, 44 


43. 44, 



represents another crystal of the same species (octahe- 
drite) in which this pyramid p is present hut with it 
three others* z, i, v ? each flatter or more obtuse at the 
summit than the others. 

There is also another square prism and another square 



pyramid diagonal to the set just described; they are 
shown in Figs, 45 and 46. Fig, 47 shows these two forms 
together. Taken alone these two forms cannot be dis¬ 
tinguished from the other two shown in Figs. 40, 41, but 
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if they occur together the distinction is obvious* Thus 
Fig. 48 shows the two prisms on the same crystal, the faces 
of one truncating the edges of the other. 

Figs* 49 and 50 show the same two prisms in skeleton 
lines with the axes represented 49 50 


inside; ife is seen that in tlie 
prism {Fig. 49) first mentioned 
—often called the unit prism— 
the horizontal axes join the 
middle points of the opposite 
edges, while in Fig* 50 they join the centers of the oppo¬ 
site faces. The latter form is often called the diametral 
prism, because the faces are parallel to the axes or diam¬ 
eters* 

In Figs. 51 and 52 the two pyramids are again shown, 






' 1 
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and here the position of the axes should also be noted* 
Fig* 51 is often called a unit pyramid or one of the unit 
series; Fig* 52 a pyramid of the diametral series. 

In Figs, 53, 54 the combinations of each square prism 
with the pyramid of tlie diagonal set are shown* Fig. 53 
resembles a cube modified by an octahedron (Fig* 8 ? p* 23), 
but it differs from it in that the faces lettered y?, while they 
make equal angles with the two adjacent faces < 1 , make 
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different angles with the basal plane ur base c* The same: 
statement could be made in regard to t he form of Fig. 54. 


55 . There is also an eight-sided prism made 

tip of eight like faces, and it is shown on the 
complex crystal represented in Fig. 50; its 
faces are lettered /c Further, there is also a 
double eight-sided pyramid, as shown in Fig, 
55. This is often (allied a, zirconoid, because 
common with the species zircon. 

In Figs, 56, 57, 58, representations of crystals of zircon, 
the laces ,r (in part lettered) belong to a zirconoid or 




double eight-sided pyramid. The same is true of the faces 
lettered z in the figures 59, 60, 

Fig. 59 represents a complex crystal of wernerite, and 
Fig. 60 is a map of the top of the same crystal, or a basal 
section, as it is called, Isote the prism and pyramid of 
the unit series, m and r\ the prism and pyramid of the 
diametral series, a, e ; also the eight-sided prism h and the 
double eight-sided pyramid z already referred to. 

All of the forms that have been described belong to 
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what is called the. Tetragonal System, in which the 
planes are referred to three axes at right angles, of which 
the two in the horizontal plane are equal, the third or ver¬ 
tical axis is longer or shorter. . 

[t: will be seen by examining the figures, especially Figs# 
58,50, GO, that the grouping of faces is the same about the 
faces lettered a, but different from them about the face r, 
the basal plane. It will be seen. Too, that about c the 
faces of the same kind are all arranged in fours or eights. 
In other words, all these tetragonal crystals have a pair 

59. 60, 






of equal planes of symmetry parallel to the faces a and at 
right angles to each other. There is also another pair at 
right angles to each other parallel to the faces m* All 
these four planes meet in a common vertical line, which is 
called the vertical axis. 

There is, finally, a fifth plane of symmetry parallel to 
the top and bottom of the crystal, or the basal plane c > and 
lienee at right angles to this vertical axis, but it differs 
from either of the other pairs. 

In the Tetragonal System there are also some half- 
forms but only one will be specially described. 



































SphemUL —The sphenoid (Fig. 01) is a four-faced solid 
61, looking like a tetrahedron, but differing from 
it since the faces are isosceles (not equilat¬ 
eral) triangles* It is described as the half- 
form of the square pyramid shown in Figs* 
41 and 51. 

Ill, Ifexttganal Sys iem. 

The eliief forms of the Hexagonal System are the two 
six-sided prisms, the two double six-sided pyramids, and 
the twelve-sided prism and double twelve-sided pyramid* 
These will be briefly described first, and then the char¬ 
acteristic forms of the Rhombohedral part of the Hexago¬ 
nal System will be mentioned. 

Hexagonal Prism and Pyramid.-—The hexagonal prism 
and pyramid are shown in Tigs, 1)2 and 03, while Fig, 04 
gives a combination of the two. The angles of the hexago¬ 
nal prism are exactly 120°, and the terminal face or basal 
plane is a regular hexagon. The faces of the hexagonal 




pyramid are isosceles triangles, differing in angle accord¬ 
ing to whether the pyramid is more obtuse or acute. 
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These angles* and the others that depend upon them* are 
character is tie for a given species. 

There is also another hexagonal prism and pyramid di¬ 
agonal to the others and looking much like them. These 
two sets correspond to the two square prisms and pyra¬ 



mids of the Tetragonal System. Compare Fig* 65 of the 
unit prism and Fig. 66 of the second or diagonal pri^m 
ami note the position of the axes shown in each; also the 
position of the axes in Fig. 67 of the unit hexagonal pyra¬ 
mid. Fig. 68 shows the combination of the unit hexago¬ 
nal prism and pyramid with the basal plane. Fig. 69, of 
a crystal of beryl, shows a combination of the unit prism 
and pyramid, m and p\ the diagonal prism and pyramid, 
a and s; also the basal plane c. 

There is also a prism bounded by twelve similar faces* 
and a double pyramid bounded above and below by twelve 
triangular faces. This double twelve-sided pyramid is 
often called a id, because common with crystals of 

beryl. Two beryHolds are shown in Figs. 70, 7'1; the 
faces are lettered (in part) n and v respectively. Fig. 71 
is an enlarged map, or basal section, of the top of a crystal 
much like that of Fig, 70. Note, also* on Fig. 71 the hex- 



































TEMj where the planes are referred to the four axes shown 
in,Pigs, 65, 06, 67, three in a horizontal plane equal and 
cutting each other at angles of 00°. and the fourth vertical 
axis either longer or shorter. 

Jt will he seen that the faces are arranged in the same 
way about each face a and hence about each end of the 
horizontal or lateral axes, but differently about the basal 
face c, that is, at the extremity of the vertical axes. 
The faces are arranged about the face c in sixes or in 
twelves instead of fours and eights as its the Tetragonal 
System. 

All the hexagonal forms have three equal planes of sym¬ 
metry making angles of 60° with each other parallel to the 
faces mi also another set of three, diagonal to the others 
and parallel to the faces a; and a seventh plane parallel 
to the top or base of the crystal. 

Then* are several half-forms in the Hexagonal System, 
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agonal prism, m $ and pyramids, u and p y of the unit series: 
the prism, a, and pyramid, s f of the diagonal series. 

These hexagonal forms belong to the Hexagonal Sys- 

m. 70 . 71 . 
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but the only ones that will be described here are those 
t>f the Tihombohedral System. 

The Ehombohedral System is generally treated as a 
branch of the Hexagonal System* In the forms belonging 
to it the faces are in threes about the extremities of the 
vertical axis c, and there are only three vertical planes of 
symmetry making angles of 60° with each other inter¬ 
secting in this axis. The important forms are the rhom- 
boliedron and the scalenohedrom 

Hhombohedron .—The rhombohedron is a six-sided solid, 
each face of which is a rhomb; it is shown in Figs, 72, 73, 
74. There may be a great many rhombohedrons, as shown 

73. 73, 74. 

/ 




here, differing in angle and consequently more or less 
obtuse or acute. The rhombohedron looks somewhat 
like a cube if the cube is placed with the line joining two 
opposite angles vertical; in fact, the cube comes between 
the obtuse and acute rhonibohodrons. having an angle of 
just 90 J . 

The rhombohedron may be regarded as a half-form of 
the hexagonal pyramid, but this subject is a rather diffi¬ 
cult one and cannot be followed up here* 

Smlenokedron. Thesealenohedron (Fig. 75) is a twelve- 
sided solid, looking a little like a double hx-suled pyramid, 



i 

























but the faces are scalene triangles and the edge is zigzag, 
up and down, like that of a rhomhohedroin instead of liori- 
75- zontal as In the pyramid* Moreover the angles 
between the faces over the edges whirl] meet 
in the vertex are only alike every other one 
in other words* there are two sets of three 
each, those of one set more obtuse than those 
of the other. 

The two hexagonal prisms before described 
and the hexagonal pyramid of the diagonal 
series also belong to the Lihombohedral System, 

The number of species crystallizing in the rhombohe- 
dral division of the Hexagonal System is very large, and 
some of them, as, for example, ealeiie, arc very highly 
complex. In the figures of ealeiie given here, id to 80, 



the faces r ? f\ c belong to different rhomboliedrons; v to a 
scalenohednm; m is the unit hexagonal prism; c the basal 
plane. 

Fig, HI represents a more complex crystal, also of cal- 
cite, and Fig, 82 gives a basal projection of it. Here there 
are several rhombohedrous, r } e, <A/J the scalenoliedrons 
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v and t\ the prism m. These figures show well the sym¬ 
metry about three planes meeting in angles of 60Pig, 
83 shows a crystal of hematite; u and r are faces of two 



rhombohedrons, and u faces of the hexagonal pyramid of 
the diagonal series. 


1 V , Ori ho titombic Sijstem , 


t lie characteristic forms of the Orthorhombic System are 
the rhombic prism and pyramid; there are also other forms 
called domes, 

Rhombir Prhm.—F\g, 84 shows what is called a rhombic 
prism, the terminal face of which (formed by the basal 






plane c) is a rhomb, not a square as in the square prism, 
which it somewhat resembles. The angle between two 
faces over one vertical edge is obtuse, or greater than 90°, 
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the other acute and just as much Jess than 90°. For in¬ 
stance, if the angle of the front edge is 100°, the angle 
of the side edge would be 80°, There nui) T be a great 
many rhombic prisms on the crystals of the same species, 
differing in the angles of their two edges. 

Rhombic Pyramid .—The rhombic pyramid is shown in 
Fig. 85; its cross-section, like that of the prism, is a rhomb, 
and its edges belong in three sets, with different angles 
for each. These angles are characteristic for the crystals 
of a given species. There may be a great variety of rhom- 
bic pyramids, differing in their angles, and each corre¬ 
sponding to a given rliombic prism. 

Fig. 8G shows a combination form belonging to this 
system which looks like a cube a little, and resembles it 
86. in that the angles between the faces are 

90°, but differs because the faces instead 
of being all alike belong in three sets of 
two each. It is for this reason that they 
are lettered a, b , c. Of these c is called 
the base, and a and b are called pinacoids. This form also 
resembles the second or diametral prism of the tetragonal 
system (Figs. 45 and 50); but in that form the four verti¬ 
cal faces (a) were all alike, while here, as has been stated, 
they are only alike two and two. 

Domes .—The forms shown in Figs. 87, 88 are called 
domes, from the Latin for house (domus), because when 
they meet above they make a horizontal edge like a hip¬ 
roof. These domes are often and very conveniently called 
horizontal prisms; that of Fig. 87 is also called a macro- 
dome, because the faces (l) are parallel to the longer 
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lateral axis (see Fig. 84); those (e, d) of Fig, 88 are 
similarly called brachy domes, because the faces are paral¬ 
lel to the shorter axis. 

Figs. 159-161, of sulphur, on p. 171, show some simple 
orthorhombic crystals; the faces p and 5 belong to rhom- 


87. 88, 



bic pyramids, and n is a dome. Fig. 89 shows a more 
complex crystal, and Fig. 90 is a basal section of the same. 
Here the faces lettered e, f belong to two rhombic pyra¬ 
mids; d, hj h to domes; a, b are pinacoids, and c is the 
base. 

All these rhombic forms belong in the Orthorhombic 


89. 90. 



System, in which the planes are referred to three unequal 
axes at right angles to each other, as shown in Figs. S4, 
S5, 86. 

It, will be seen that the grouping of faces about the ex¬ 
tremities of each of the axes differs from that about the 
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others, but there are three planes of symmetry parallel to 
the faces a 3 h 7 c, which, however, are all unlike. 


V. Monoclinic System. 


Oblique Rhombic Prism. —Fig. 91 shows an oblique 
rhombic prism in which the end plane is rhombic in form, 
but it is oblique to the faces of the prism, instead of being 
at right angles as described in the Orthorhombic System. 
This oblique prism and a variety of other forms of the 
same group belong to t lie Moxocuniu System, in which 
the planes are referred to three unequal axes, two of the 
angles between which are right angles, while the third (in 
front) is obtuse. In Figs, 91 and 92 the forms resemble 



Figs. 84 and S6 somewhat, but the top or basal plane v is 
inclined to the front edge of m (Fig, 9L), and to the plane 
a (Fig, 92), not at right angles to them ; the faces b are 
also called pinacoids, while m is the prison 

The mono clinic forms are too difficult to be described 
fully here, but it is not hard to learn what is most essential 
about them. Thus in Figs. 93 to 95 (of pyroxene) it is 
seen that the faces are in pairs alike on either side of a 
middle plane parallel to the face lettered b> In other 
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words, this middle plane parallel to b is a single plane of 
symmetry, the only one existing. The forms are named 
much as in the Orthorhombic Systemr m is a prism; u } v, o 



are pyramids (half-pyramids since each face occurs only 
four times); «, b are pinacoids, and c is the basal plane* 

Hanes on the alternately obtuse 
and acute edges between c and a 
(Fig. 92) are called orfhodomes; 
those on the four similar edges 
between c and h are clinorfom.es. 

Fig. 90 shows a basal projec¬ 
tion of a more complex mono- 
clinic crystal; here the sym¬ 
metry parallel to the faces b is 
clearly exhibited. Fig. 97, of datolite, shows another com¬ 
plex monoclimc crystal; here g f m x9 are clinodomes, also 
tt, j\ orthodomes; n f e. A, F, q are all pyramids. 



VT. Tndinic System. 

Finally there is one other group of forms, which belong 
to the Triclinic System. In this system the planes are 
referred to three unequal axes all oblique to each other. 
Here all the intersections are oblique and the like faces 
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are in pairs only on opposite sides of a crystal; there is no 
plane of symmetry at all. 

Fig. 98, of axinite, and Fig. 99, of albite feldspar, show two 
triclinic crystals. Here it is seen that the like planes are 
in sets of two each, one in front, the other behind, repre¬ 
sented in dotted lines. In Fig. 99 there is some resem¬ 
blance to a monoclinic crystal, but the angle between the 
faces b and c is not 90° as it must be there; and moreover 
the angles bm , bM are different, as are also the angles bo y 
bp. Hence m and M are different planes,and also o and p. 
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The subject of triclinic crystals will not be carried further, 
because of its great difficulty. 

When we come to examine a large number of crystals of 
different species, we are at first discouraged by the almost 
infinite variety which we find. But as we gain in experi¬ 
ence, much of this difficulty gradually disappears and we 
become able to classify a large part of them into one of the 
six groups or systems which have been mentioned. To 
learn all about crystals, however, is a difficult matter, and it 
will be best for the student to master the other characters 
of minerals, and to become well acquainted with the com¬ 
mon species, before taking up a larger book to study the 
subject of crystallography in detail. 
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Measurement of Angles* 

It is a help in studying minerals to be able to measure 
the angles between the faces of a crystal, for in this way it 
is possible to tell a square prism from a rhombic prism, a 
cube from a rliombohedron, and so on. The simplest 
method, when the crystal is large enough, is to use the in¬ 
strument shown in Fig, 100, called a contact goniometer . 

This is best made of brass with a circle or semi-circle, 


100 . 



divided accurately into degrees and half-degrees, and pro¬ 
vided with two arms moving on a pivot at the center. In 
Fig. 100 these arms are fixed at the center o } and sup¬ 
ported by om , but they can slide forward and back so as to 
accommodate them to crystals of different size. The crys¬ 
tal is placed between the jaws a and c , in such a position 
that the two faces whose angle is to be measured are ex¬ 
actly in contact with them, and the edge between these 
faces is at right angles to them. The angle (measured 
from the zero, 0°, at k) is then read off from the upper edge 
of d, for the lines from d and k pass precisely through the 
center o and are parallel to the edges at a and c. 
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A very fair substitute for an expensive goniometer can 
be made from a cheap protractor, by first cutting out two 


101 . 


arms of thin wood shaped like 
the steel ones of Fig. 101, and 
then putting through a brass 
pivot on which they can turn.* 
It is not necessary nor desir¬ 
able that these arms should 
be permanently attached to 



the protractor. One pair of edges (the inner edges to the 
right in the figure) must be exactly in line with the center 
or pivot; between them the angle is read off when the 
arms are placed on the protractor, the pin then passing 
through its center and one edge through its zero. The 
other pair of edges (to the left) must be parallel to those 
first mentioned, so as to give the same angle; the two faces 
of the crystal whose angle is to be measured are placed be¬ 
tween them, as before explained. 

For measuring the angles between the faces of very 
small crystals an instrument called a reflecting goniometer 
is used. This is described in larger works. It is some¬ 
what expensive, and its use requires both skill and ex¬ 
perience. Tt demands, moreover, polished faces if good 
results are to be obtained. 

Irregularities of Crystals. 

Distorted Crystals .—Most of the crystals of minerals 
would give a very poor impression of nature’s workmanship 

* One of the small brass screws used to fasten together sheets of 
manuscript can be employed. 
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to one who expected always to see them exactly like 
carefully-made models, or like the figures given on the 
preceding pages* The cubes of galena which we find are 
often flattened or drawn out* An octahedron {Fig* 102) 
may be flattened so as to look like Fig. 109: a dodeca¬ 
hedron (Fig, 104) may take the forms shown in Fig. 105 or 
100 * And so of other crystals. But it is not really to be 
supposed that the forms are badly made, like a bad model; 


102. 109* 



on the contrary, the size of the like faces on a crystal may 
vary, and so the shape of the solid as a whole, but the angles 

104 105. 106, 



between them remain the same. Moreover, when we study 
!i crystal more carefully, we find that what is really essential 
is not the size or shape of each face, hut the way in which 
the little molecules of which the whole is built up are 
arranged. For example, in a cube the essential point is 
the fact that the structure is the same in the direction of 
the three cubic faces* It follows from this that in the 
cube not only are the angles between two adjacent faces 
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always 90°, but the six cubic faces are all similar; and 
therefore if there is the easy fracture, called cleavage, par¬ 
allel to one cubic face, there will be the same cleavage also 
parallel to the others* But the actual size of the faces is 
a matter of no importance* In fact, in one species the 
cubes are sometimes lengthened so as to be like fine hairs. 

Similar remarks can be made in regard to the distorted 
octahedron and dodecahedron figured above, and indeed 
about any distorted form. The symmetry in the molecu¬ 
lar structure* and hence the angles between the faces, re¬ 
main unchanged, although the symmetry of the external 
geometrical form is not that of the ideal crystal. 

Another good example of what is possible in a distorted 
crystal can be explained by referring to Fig. 107, a cube 
107 . with octahedral faces on its solid angles. 

Now instead of this, the ideal form, it is 
common to find in natural crystals no two 
of the triangular octahedral faces of the 
same size; some of them may even be ab¬ 
sent; while the cubic faces vary widely also. But such a 
crystal is not essentially different from Fig* 107, for every 
octahedral face is identical with each of the others if it is 



equally inclined to the three adjacent cubic faces, that is, 
to the three cryst allograph I c axes, even if the faces all 
differ in size. In other words, it is here, as always, the 
position of the face, as showing the kind of molecular 
structure, not its size, which is essential* 

In the same way a cube may in nature look like a square 
prism, for the angles between the faces arc all right angles 
in both cases, and so the goniometer will not tell the differ- 
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ence between them, as has been already explained; bnt the 
molecular structure of the two is not to be confounded. 
In the square prism there is the same arrangement, in the 
transverse directions, but a different one up and down; 
hence the square top of the crystal is not like the four 
similar oblong vertical faces, and we may find cleavage 
parallel to one set and not to the other. 

From the fact that so much variation is possible in the 
size of the like faces on a crystal, and hence in the shape of 
the whole, it is evident that the practical study of natural 
crystals is much more difficult than the study of the mod¬ 
els which give the ideal forms. This is especially true 
because most crystals are so implanted on the rock, or em¬ 
bedded in it, that only part of the form has been devel¬ 
oped, Thus quartz crystals are often attached at one 
extremity, while only the other end has had a chance to 
grow freely. Or the crystals may be implanted upon a 
surface of rock so that only a series of minute faces and 
angles are visible. In such cases the study of the form is 
really a difficult matter requiring much skill and experi¬ 
ence, and the beginner should not be discouraged because 
he cannot tell at once what the form of a crystal really is. 
Even here, however, some conclusion can often be drawn 
from the shape of the faces: thus, if regular triangles, 
they probably belong to an octahedron; or if rhombs, to a 
rhombic dodecahedron; and so on. 

Besides the crystals that have been just spoken of, 
which, while they look at first irregular, are really perfect 
in the matter of the position of the faces and of the angles 
between them, there are others which arc really deformed. 
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Some peculiar conditions attending the growth of the 
crystal, or perhaps some force which has acted upon it 
since it was formed, has resulted in bending or twisting it 
108. out of its normal shape, so that it may 

differ widely in angle from the regular 
form. Thus the faces may be curved, as 
JBjy fjp with the barrel-shaped crystals of pyro- 
morphite, or like the peculiar convex faces 
common on crystals of the diamond; or the whole crystal 
may be bent, as is seen sometimes in the case of crystals of 
quartz, or of stibnite, or of some kinds of chlorite (Fig. 
108). 

Or again, aside from this curving and twisting, a crystal 
may have had its shape more or less changed by some force 
exerted in the rock since it was made; it 
may even have been broken and again 
cemented together, so that many irregu¬ 
larities may result. Fig. 109 shows a 
crystal of beryl which has been broken 
into many pieces, these slightly displaced 
from each other, and the whole cemented 
together by quartz. 

Other irregularities of crystals besides 
that mentioned also occur. The faces 
of crystals, instead of being perfectly 
smooth, are often rough, perhaps because 
made up of a multitude of crystal points. Or they may 
be covered with fine lines, or atriations, as those on the 
cubic faces of pyrite (see Fig. 183 on p. 213), which are ex¬ 
plained by the successive combination of another face (the 


109. 
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pyritohedron) in narrow lines with the cubic face. In 
Fig. 110 the fine lines represent striations 
on a dodecahedral face due to the pres¬ 
ence also of the octahedron. This oscil¬ 
latory cotnbinaUon*) as it is called, may 
go so far as to make the crystal nearly 
round, like some prismatic crystals of 
tourmaline. Striations are also sometimes 
due to twinning, as is common with the triclinic feldspars 
(see p. 59, also Fig. 273, p. 2S9). Fig, 111 
shows an octahedral crystal of magnetite 
with twinning lamella. 1 appearing as stria¬ 
tions on an octahedral face. 

Again, the faces may have a multitude 
of little elevations or depressions, the 
latter like the pits spoken of on: p, G5 as 
produced by etching; in fact their presence can some¬ 
times be explained as due to etching by nature. The 
same cause—the action uf some partial solvent after the 
formation of the crystal—often explains the rough fades 
alluded to. Connected with the subject of minute eleva¬ 
tions on the face of a crystal is the replacing of the 
face by one or more others varying a very little from 
it in angular position. The very low pyramids seen 
on some cubes of English fluorite are good examples 
of this (sec Fig. 21 1 h p T 245). Such planes are often 
called vicinal planes (from the Latin vicinus, neighbor¬ 
ing)* 

Crystals which have formed rapidly may have only a 
more or less regular skeleton shape, like the crystal of salt 


Ill. 






















54 


MINERALS, AND HOW TO STUDY THEM. 


represented in Fig. 112. The salt-crystals sometimes show 
distinctly one face only with the 
depression in the center, so that 
they are called hopper-shaped crys¬ 
tals. The cavernous crystals of 
pyromorphite and vanadinite give 
other examples. Crystals, often for 
the same reason, enclose foreign 
substances, sometimes in the form of liquids, as the quartz 
crystals that contain water, occasionally with a movable 
bubble of air. Or the liquid may be. carbon dioxide, then 
often with a bubble of the same substance in the form of 
gas. In such cases the crystal must have been formed 
under great pressure, sufficient to keep the gas in the 
liquid form. Fragments of such crystals heated in the 
gas-flame fly to pieces with great violence, because of the 
expansion of the gas formed from the liquid by heat. 

Crystals, too, frequently contain foreign solid substances 
of many kinds; quartz crystals thus enclose clay, particles 
of carbon, etc. The famous groups of large calcite crys¬ 
tals from Fontainebleau contain some sixty per cent of 
sand; it is most remarkable that the 113. 

force of crystallization was powerful 
enough to marshal into place the cal¬ 
cite molecules under such circum¬ 
stances. Sometimes the impurities 
are regularly arranged in the crystal, 
and then a curious effect is obtained 
in a cross-section cut and polished. 

Fig. 113, of garnet enclosing quartz, shows this well 



112 . 










































THE FORMS OF CRYSTALS AND KINDS OF STRUCTURE. 55 

Another interesting example is afforded by the variety of 
andalusite called made or chiastoiite. Sections obtained at 
different points in a long crystal, when polished, may show 
the forms given in Fig* 114* 

Pseudo$iorph$+ — A peculiar class of false forms, in which 
the crystalline shape does not belong to the chemical sub- 


114 



stance, must be briefly described here. These are called 
pseudonwrplis, 

Psen do morph* means false form, and the name is ap¬ 
plied to a specimen having the form characteristic of one 
species and the chemical composition of another. This 
seemingly difficult contradiction is easily explained. Most 
chemical compounds are liable to undergo a change or 
alteration when subjected to certain conditions, as moist¬ 
ure, the action of alkaline waters or acid vapors. Thus 
oxide of copper, the mineral cuprite (Ou s O), is rather 
easily changed chemically to the carbonate of copper, 
called malachite (CuC0 3 .Cu{OH)J; the calcium sulphate, 
anhydrite (CaSOJ, assumes water and changes to the 
hydrated sulphate, gypsum (CaS0 4 +20^0); the sulphide 
of iron, pyrifce (Fc8 2 ), changes to the hydrated sesquioxide, 
limonite (3Fe 2 O a .3lLO), 

Now, in these and similar cases, if the original mineral 
was in crystals the external form is usually preserved. 


* From ipevStfs, nml twptprf, form. 
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often perfectly, while the chemical nature and the molec¬ 
ular structure have changed. Hence we describe the false 
forms mentioned as pseud^morphs of malachite after cu¬ 
prite, so too gypsum after anhydrite, limonite after pyrite. 

Other examples are pseud omorphs of chlorite after 
garnet, pyromorphite after galena, kaolin after feldspar, 
In a few rare cases, where the same chemical com¬ 
pound occurs in nature in two distinct crystalline forms, 
each with its own molecular struct Lire, a change may take 
place in the structure of one of these minerals without 
alteration of the chemical substance. Thus the rare min¬ 
eral brookite (titanium dioxide, TIO ti ) may he changed to 
rutile (also TiOJ. Such pseudomorphs have the special 
name of par amor pits. 

"idie cases where the original substance has entirely dis¬ 
appeared and some other has come in to take its place are 
also called pseiulomorphs. Thus we occasionally And quartz 
in the form oE calotte, or of 11 norite, or of barite, that is, 
psendomorph after one of these; also tin-stone hi the form 
of orthoclase feldspar; native copper in the form of aragon¬ 
ite. Even fossil wood may be said to be a psendomorph 
of quartz or opal after the original wood, the structure of 
which it sometimes preserves with wonderful perfection. 


Groupings oe Aggregations of Crystals. 

Some crystals occur isolated and alone, and then the 
form is usually developed on all sides, and with something 
of the regularity which the ideal model shows. Thus we 
find perfect garnets in mica schist or granite, and gypsum 
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crystals in clay. But it is still more common to find 
crystals grouped together either irregularly, as in the 
majority of cases* or perhaps in parallel position, or again 
in the peculiar way called twinning; the last mentioned 
will be described first. 

Twin Crystals.— The most interesting and important 
case of the grouping of crystals, or parts of crystals, is 
shown in those curious complex forms called twins. 
Fig. 115 represents a twinned octahedron* and Fig. 115 
two twinned cubes. In the first case the growth of the 



crystal as a whole has been such that one half has been 
developed in reversed position to the other* as if it had 
been revolved around through half the circumference or 
180°, and this about an axis (called the twinning axis) at 
right angles to two opposite octahedral faces;* This is de¬ 
scribed us a conlad-twin. 

In Fig, 116 the two cubes interpenetrate each other* but 
each one is in such a position as if it too hud been revolved 
180° around an axis running through two diagonal angles 
(the same octahedral axis as in the first ease). This is 
called a pmBtrcUion-i-wht, 

* Sucii a line joining the middle points of two opposite octahedral 
faces is called an octahedral axis. 
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These two cases illustrate all that is most essential 
about u twin. In every case the two crystals, or parts of 
crystals, are in such a position that one seems to have been 
turned around 180° with reference to the other, and this 
usually about an axis at right angles to some simple crys¬ 
talline plane, which is then called the iwinning-plane. 

Fig. 11T shows a twin crystal, of the contact type, of 
eassiterite or tin-stone; Fig. 118 one of columbite, which 



also illustrates the point that the difference in direction of 
the stnations of the two halves shows that the crystal is 
twinned. Fig. 119 again is a penetration-twin of stauro- 
lite, also called cross-stone. Figs. ISO, Til, 122 show 
what are called repeated twins. These last are often very 
regular in form, the complex or twinned crystal being 
made up of perhaps three, five, six, or even eight parts of 
crystals or complete crystals* symmetrically arranged so as 
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to resemble a star in many eases. Fig-123, of rutile, shows 
another kind of repeated twinning. 

Still again the twinning may be repeated in the form of 
thin parallel layers, each in reversed position 
to the next. This is called pohjsyut%elic twin¬ 
ning and is best illustrated by a piece of a 
trielinic feldspar showing fine lines or stria- 
tiuns on a surface of basal cleavage; these 
lines are simply the edges of the thin succes¬ 
sive parallel plates. By holding the specimen so as to 
catch the reflection of light from a distant window and 
turning it through a very small angle it may 1m seen that 
first one set of edges reflect together and then the other. 
This is illustrated by a figure of albite on p. 289. Fig. 111 
on p. oo shows pul ysy n the tic t winning lamella* in a crys¬ 
tal of magnetite* 

It will be understood that the revolution spoken of lias 
not actually taken place in ordinary cases; the rule is 
simply given in this form so as to show best the mathe¬ 
matical relations in position of the two parts. Still it is 
most interesting to note that in a few cases it is possible 
to cause the molecules of part of a crystal to change their 
position SO as to produce twinning arti¬ 
ficially, as by pressure in the proper 
dimeti on. 

Thus Fig. 124 represents a cleavage 
piece of cal cite placed with its obtuse 
edge on a firm surface and then pressed 
by a knife (not too sharp) at ft. Steady uniform pressure 
serves to reverse the position of the molecules in the part 
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lying to the right so that the whole is pushed to the 
side and assumes a twinned position with reference to the 
rest. If skillfully done, no change in the transparency 
of this part takes place and the new surface gee is per¬ 
fectly smooth. In nature pressure may have produced 
twinning after the formation of the crystal; it is then 
called secondary lwinning. The twinning layers or la¬ 
mellae observed in most cleavage masses of otherwise clear 
calcite are often to be explained in this way. This may 
also be true in some cases of the similar layers common on 
large crystals of pyroxene and which cause a separation or 
“ parting” parallel to the basal plane, appearing much like 
the easy fracture called cleavage. 

It is evident that, since the crystals on a single specimen 
of a species may he grouped in a great variety of ways, 
it is not always easy to decide whether a given case is a 
twin or not; this often becomes a matter requiring careful 
study, exact measurement of angles, and calculation, per¬ 
haps also of optical study. For example, it is common to 
125. find quartz crystals crossing each other 
at a great variety of angles, but real twins 
r f \ like Fig. 125 are rare. The two parts of 
a true twin are usually symmetrical with 
reference to the twinning plane, and 
'H there is always the reversal of one half 

in the way described. 

^ Parallel Grouping .—One very com¬ 
mon case of the grouping of crystals, which the beginner 
is apt to confound with twinning, is where the crystals or 
parts of crystals are parallel to each other, so that the axes 





















T H HI FO RMS OF CM Y ST A1, S A NO K T XIXS 0 F ST R U OT I' R E, (i 1 


of all have the same directions, and are not inclined as in 
most twins. This is illustrated by it pile of cubes with faces 
parallel and having re-entrant angles between them. The 
crystals of many species are at times arranged in this way, 
but in every case it will be found that if the complex group 
is held so as to reflect, the light from a window, the faces in 
adjoining crystals which reflect at the same times are always 
similar faces. An octahedron of fluorite, built up of a 
mill tit rule of little cubes in parallel position, is a not, very 
rare example of this. Fig, 126 shows a complex crystal of 
amilcite, formed of a number of single crystals all parallel ; 


12(1. 127, 128. 



it is hence not a twin. The large and complex crystal of 
quartz which forms the frontispiece illustrates well this 
parallel grouping in the subordinate parts. 

Parallel grouping is most interesting when the result 
is to build up a compound form with branching and 
rebranching parts like the limbs of a shrub or tree, and 
hence giving rise to a kind of structure called arborescent 
or dendritic; here all the crystals or parts of 129. 
crystals have their axes in the same direction. 

This is shown in Fig. 127, of native copper. 

Fig, 128 is similar, though here there is also 
some twinning, but not distinctly shown on so small a scale. 
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In Fig. 120 the little plates of hematite arc grouped 
together so as to form a large crystal, but with such varia¬ 
tion in their position that the top has the shape of a rosette. 
Such a crystal is called by the Germans an Ei$enrose , or 
iron-rose. 

Another curious and interesting case is where a number 
of crystals are implanted upon the surface of another 
which has obviously so influenced their growth that they 
are in parallel groups, and in a definite position relative 
to it. Many cases of this have been noted, ns, for example, 
the rutile crystals on a tabular crystal of hemat ite, as shown 
in Fig. 130. Fig. 131 is a related case; it consists now of 
rutile alone, and has been described as a pseudornorph (see 
p. 55) of rutile after hematite. In the natural healing of 


130. 131. 



the broken surface of a crystal, as of quartz (alluded to on 
}). 20), it, follows,almost as a matter of course, that the new 
molecular growths should be in directions parallel with 
the old ones. 

The common method of grouping of crystals, however, 
is quite irregular, and it is only exceptionally that twins 
or parallel groupings are noted. And here a few terms 
often used in describing specimens must be explained; 
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tliey are given to describe the way the crystals or crystal¬ 
line parts are aggregated. 

If the crystals are very small and closely clustered, giv¬ 
ing a rough surface a little like coarse sandpaper, it is 
said to be drmif* Or the crystals may cross each other 
more or less regularly like the meshes of a net, and this 
form is said to be reficntaied. When the crystals or crys¬ 
talline fibers making up a mass are very slender, some¬ 
thing like needles, the structure is said to be micular; if 
they are fine like hairs, and perhaps found in a tangled 
wad, it is said to be capillary; if fine and soft like moss, 
mossy. 


Structure in General. 

Minerals are not always in distinct crystals, like those of 
garnet or quartz, or even in aggregates of crystals. On the 
contrary, many of the specimens in a mineral cabinet show 
no crystalline faces at all, and then they are simply called 
massive. There are, however, important distinctions of 
structure between massive minerals. 

First of all, the distinction between cry stall me and amor¬ 
phous must be well understood. A piece of clear quartz, 
or rock crystal as it is often called, is said to be crystal- 
line ; a piece of glass which very likely the eye alone could 
not distinguish from it is amorphous or formless. For 
the mass of quartz, though it has no definite external form, 
but is bounded only by irregular fracture surfaces, is just 
as truly crystalline in structure as a perfect crystal; in 
fact it may be itself a fragment of a large crystal. This is 
true because the essential idea about a crystallized mineral 
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is that there should he the regular arrangement of the 
molecules out of which it is built up. It is not always 
easy, often impossible, with the eye alone to decide whether 
this regularity of structure exists. It is shown by the 
cleavage, as will be explained in a later part of this chap¬ 
ter: but when there is no cleavage, it is usually by optical 
examination in what is called polarized light that this 
can 1)0 most easily proved. For example, the bright colors 
given by a thin fragment of a quartz crystal in polarized 
light shows at once, to one who understands the subject 
of optics, that it is crystalline in structure. 

In the glass, on the other hand, the molecules have no 
deiinite arrangement at all, and hence no action on po- 
182. lari zed light. It is somewhat like the 

difference between a pyramid built of 
blocks of stone laid in regular rows or 
after a more intricate pattern, and one in 
which the blocks are tumbled in without 
order—only here we should need mortar 
to cement the whole together, while na¬ 
ture's molecules, in either case, are 
bound together bv the force of cohesion. 

It is interesting to note here one of the ways which the 
skillful mineralogist lias of finding out how the molecules 
of a crystal or crystalline mass are arranged: and this 
may be a very important matter, for next to the chemical 
substance this molecular structure is the most essential 
character of a mineral. He does this by what he calls etch¬ 
ing, that is, by allowing some liquid (or sometimes a gas), 
which has the power of dissolving the substance examined, 
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to act upon a smooth surface for a short time. Then 
it is removed, the surface washed off and examined under 
the microscope. Often a multitude of little cavities or pits 
are found on the surface whose shape shows clearly how 
the molecules are built up. It is very much as if the 
stones of the pyramid spoken of were so smooth and 
closely fitted that no joints were visible* and the mason 
should go to work and pull out a number till he could see 
what the pattern was. Fig. 132 shows the etching-figures 
on the faces of a crystal of quarts ; the variation in their 
form reveals the complex structure which is described 
further on p. 275, 

To continue the discussion of tlie structure of massive 
minerals,—In general it can be said that such specimens 
are crystalline in structure even when there is no distinct 
evidence of it to the eye, for the amorphous glasslike 
condition is the exception* not the rule. There are, 
however, cases in which the structure seems to be inter¬ 
mediate between the distinct crystalline and the amor¬ 
phous, and this is called cryplo-crjjstaHim , as is true of 
many of the massive kinds of quartz. Among the speci¬ 
mens of massive crystalline minerals there are a great 
variety of different kinds of structure, and it is necessary 
to become acquainted with the terms used in describing; 
these. 

It has been stated that the easy fracture in certain 
directions, called cleavage, is the surest and easiest way 
of showing that a massive mineral is crystalline in struc¬ 
ture. Such a mass is said to he deavable , which means 
capable of being cleaved, or showing cleavage. The kinds 
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of cleavage are spoken of more fully <*n pp. 72. This 
cleavage proves that the mass is crystallized, and also 
often reveals what sort of structure it has. The cleavage 
may be in the same direction in all parts of the mass, as 
if it were a piece of one large crystal: or, more commonly, 
the cleavage directions may be the same in one little spot 
only—that is, for each individual grain. In the second 
case the mass is obviously crystalline and the structure is 
said to be cleavable and granular. Such a mass of galena 
is really made up of a multitude of little grains, each one 
of which has its own directions of cleavage and presents 
to the eye its own edges. If the individual grains are 
large, the structure is said to be coarse-granular; and if 
small, it is fine-granular . From tlie latter we pass to 
the closely compact kinds in which the structure is some¬ 
times not obvious to the eye at all : t hey may then be said 
to be impalpable. But this extreme is rare: for example, 
a piece of white marble, even if it is so fine-grained 
that the particles cannot be seen by the eve, usually 
sparkles in a strong light from the reflection of the mul¬ 
titude of minute cleavage-faces. 

This granular structure may belong also to other min¬ 
erals which do not have the distinct evidence of crystalline 
structure in the cleavage, and then the grains may often 
be more or less easily separated from one another; some¬ 
times, as in granular kinds of pyroxene, they are found to 
be imperfect crystals. 

Again, if the mass seems to be made up of layers, 
whether separable or not, it is called lamellar. If it is 
in thin leaves or plates, which can be separated from one 
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another, it is called foliated, as with graphite* It, is 
further called micaceous when the separation takes place 
as readily as in a piece of mica* 

If the til ass is made up of little columns, it is called 
columnar* * When there are distinct fibers* it. is said to be 
fibnnts; asbestos is said to he fine-fibrous, and with it the 
fibers are easy to pull apart, or .separable, but this is not 
always the case* There are many intermediate kinds 
between the fine-fibrous and coarse-columnar* 

If the fibers, or little columns, or leaves all go out from 
a center like the spokes of a wheel, the structure is said to 
be radiatrd, as wavellite (Fig. 133), or perhaps stellate 
when it is star-shaped, as gypsum (Fig* 134). If the 
layers are arranged in parallel position about one or more 
centers, the structure is said to be concentric, as malachite 
(Fig. 135). All these terms, granular, foliated, lamellar, 
columnar, fibrous, radiated, etc., ordinarily refer to the 
structure of the mass when it is more or less distinctly 
crystalline* 

When the external surface of the mineral is in the 
form of rather large rounded prominences, it is called 
mammillary, malachite (Fig* 130); if the prominences 
are smaller, somewhat resembling a bunch of grapes, it is 
called hotnjoidal, as prehnite, smithsonite, and chalcedony 
(Fig. 137)* If the surface is made up of little spheres or 
globules, it is called globular , as hyalite or prehnite (Fig* 
138). If the form is that of a kidney, it is called rent- 
form, as hematite (Fig* 139)* It will be understood that 
there is no sharp line dividing these different cases. 
Sometimes the mineral takes the form of a delicate 
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133. 


135. 


130. 




137. 


139 . 


140. 


Fi£S. 133 to 140. varieties of structure: 133. Wavellite, radiated: 134, Ovpsmn 
stellate; 135. Malachite, concentric: 13G, Malachite, mam miliar if; 137 Chal¬ 
cedony. bntryouiul; 13b, Prehuite, ylobular ; 139, Hematite, rent form : HO 
Limomte, stulactitic. ’ ' 
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brandling coral, and it is then called coi w aUoidaI f as eel- 
tain varieties of aragonite (which see)* If made up of 
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Concretions from Clay-beds. 



forms like small stalactites, it is said to be dttlaciUic, as 
limonite (Fig, 140). 

If the material has clustered about a center like those 
curious forms of impure calcium carbonate—called con¬ 
cretions — common in the 
day (Fig, 141), it is named 
co no 'el%o n a \ 7 /. Dendrites, 0 r 
dendritic forms, arc those 
which have more or less the 
shape of a branching shrub or 
tree, as the forms of manga¬ 
nese oxide (Fig, 142) often 
seen on surfaces of smooth 
limestone or inclosed in moss- 
agates. Some dendritic forms 
are made up of little crystals grouped together in parallel 
position as remarked on p, 6 L 
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CHAPTER IV, 

THE OTHER PHYSICAL CHARACTERS OF MINERALS. 

Hesjdks the external form of minerals shown in (he 
crystals there arc also a series of other physical characters, 
based (l) upon the molecular force of cohesion, ( 4 i) upon 
density, and (3) upon the action of light; also other 
characters of less frequent use, depending upon heat, elec¬ 
tricity, magnetism; finally, a few minerals have distinctive 
characters of taste and oil or, 

I. Characters depending upon Cohesion. 

The characters depending upon the molecular force of 
cohesion will be described first. These include the cleav¬ 
age* fracture, hardness, tenacity, and elasticity, 

(Jlmvuge , 

The forms of crystals, as 1ms been repeatedly stated, de¬ 
pend upon their molecular structure; but this internal 
structure reveals itself also by the cleavage, or the natural 
easy fracture which yields more or less smooth faces in cer¬ 
tain definite directions, A cleavage surface marks a direc¬ 
tion in which the force binding the molecules together is 
relatively weak. Thus galena is said to have ruhic dear aye 
because its molecules separate readily in a direction parallel 
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143. 


to each pair of parallel cubic faces; in other words, when 
fractured it breaks into a multitude of little cubes (Fig. 
143). Fluorite, or lluor-spar? has octahedral cleavage, since 
the separation of the molecules is 
easy parallel to each pair of octa¬ 
hedral faces; hence from a single 
mass we may with care break out 
an octahedron. This cleavage oc¬ 
tahedron* by the way, is readily 
distinguished by careful examina¬ 
tion from a real octahedral cri/s- Cubfo Cleavage—Galena. 

tal 3 because the faces are uneven and splintery, not uni¬ 
form like the normal faces of a crystal. Even when the 
faces of a crystal are rough and uneven, they are quite dif¬ 
ferent from t he surfaces formed by cleavage? however per¬ 
fect. 



The octahedral cleavage of fluorite is also seen in the 
case of a cubic crystal? since its solid angles may be easily 
broken off? giving a form like Fig* 107 on p. 50? which we 
have learned is a cubic modified, or with its angles replaced? 
by the planes of an octahedron. Again, from a piece of 
sphalerite or zinc blende a dodecahedron may sometimes 
be broken out because of its perfect dodecahedral cleavage; 
or if this is difficult because the fragment having like 
cleavage directions is too small? the skillful observer can 
yet prove that the cleavage-faces have the position of dode¬ 
cahedral planes and make angles of G0° and 120° with each 
other. Further? a piece of cal cite breaks readily into a 
number of rhombohedrons? all of the same angle? and it is 
hence said to have perfect rlmnhahedval dmvage ( Fig* 144)? 
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In the same wav we find that amphibole lias jrrismatic 
cleavage; mica has highly perfect basal cleavage or cleav¬ 
age parallel to the cud or basal plane, yielding excessively 
144. thin sheets; topaz has also 

basal cleavage, (rypsuni has 
perfect cleavage parallel to 
the side plane of the crys¬ 
tal, yielding plates almost as 
thin as those of mica; these 
plates show two other cleav- 
Rho m bo lied rat Cleavage—Caleite. agCS Oil the edges, blit dif¬ 

ferent in character from each other, as is more fully 
described under the description of this species. Feldspar 
shows two cleavages, both nearly perfect but one a little 
more so than the other, and these make an angle of DO or 
nearly 90° with each other. All these are cases of perfect 
cleavage, and it will be at once seen how important a 
character the cleavage is. 

Hut the cleavage is not always perfect, as in the exam¬ 
ples given; sometimes it is obtained with difficulty, or the 
surfaces yielded may be only partially smooth; in such 
cases it is said to he imperfect, or interrupted, or difficult. 
Occasionally cleavage exists in cases where it is so hard to 
obtain that it is ordinarily not noted at all. Thus crystal¬ 
lized quartz usually shows only a conclioidal fracture, and 
the absence of cleavage is a character which at once dis¬ 
tinguishes it from the feldspar with which it is often 
associated; yet a crystal of quartz which after being heated 
has been plunged into cold water often shows cleavage 
parallel to the pyramidal planes, perhaps also parallel to 
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the prism. Cleavage-rifts in these directions are some¬ 
times seen in natural crystals. 

It is a help to remember that, even if a crystal does not 
actually show broken surfaces* the cleavage is often clearly 
indicated by a fine pearly luster on the face of the crystal 
parallel to it. This is seen on the basal plane of apophyl- 
lite, on the side plane of stilbite, and in many other cases. 
This pearly luster is due to the presence of cleavage rifts, 
though the crystal has not actually parted, just as a pile of 
thin glass sheets shows a pearly luster on top because of 
the repeated reflections. Similarly 
the cleavage rifts can often be seen 
in a transparent crystal; a fiat clear 
crystal of barite or of celestite (Fig. 

145) often shows the prismatic cleav¬ 
age in two directions making an 
angle of about 104° with each other. 

A massive specimen of a mineral 
may show cleavage as a multitude of 
little smooth faces changing position 
with that of the grains to which they 
belong; if these grains are very small, 
the cleavage may appear only as a fine spangling of the 
surface, as was mentioned on p, 66. 

Fracture, 

The nature of the surface given by fracture, when not 
the smooth surface of cleavage, is often an important char¬ 
acter to note, especially in distinguishing the varieties of a 
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mineral species. Thus glass, as well as quartz and many 
mineral species, shows a shell-like fracture surface which 
is called conchoidal (Fig. 146), or, if less distinct, small 
conchoidal, or subconchoidal. 


146. 



Couelioidai True lure—Obsidian or Volcanic Glass. 


More commonly the fracture is simply said to he uneven, 
when the surface is rough and irregular. Occasionally it is 
hackly , like a piece of fractured iron. Earthy and splin¬ 
tery are other terms sometimes used and easily under¬ 
stood. 


Hardness and Tenacity . 

By hardness the mineralogist understands the degree of 
resistance which the smooth surface of a mineral offers to a 
point or edge tending to scratch it. A diamond easily 
makes a scratch on a smooth topaz crystal; the topaz 
scratches a quartz crystal, while the quartz scratches a 
glass surface, and the glass in turn scratches one of cal- 
cite. This means that each substance named is harder 
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tliau that which it scratches, or, in other words, softer 
than the one by which it is scratched** 

Mineralogists have found it convenient to select a num¬ 
ber of minerals for the comparison of hardness, and they 
are designated by the numbers from 1 to 10, as given in the 
following list. Crystallized varieties are to be taken in 
each case, that is, a crystal with even surfaces or a smooth 
cleavage fragment* 


I. Talc. 


6 . Orthoclase. 

7. Quartz. 


2 , Gypsum. 

3. Calcite* 
4* Fluorite. 
5. Apatite. 


8 . Topaz, 


9. Corundum. 

10. Diamond. 


When it is said that the hardness of a mineral is 4, this 
means that it is scratched as easily as fluorite, for example 
by a mineral which follows in the list, while it will itself 
scratch all of the minerals which precede. If the hard¬ 
ness of a mineral is given as 5.5, this means that it is a 
little harder than apatite and a little less hard than ortlio- 
flase. 

The student should practise with the minerals in this 
scale up to topaz or corundum, and then with them experi¬ 
ment upon some other known minerals,until he learns just 
what degree of hardness each of the numbers corresponds 
to, especially those up to 7. ITe ought soon to become so 
proficient as to be able to determine the lower grades of 

* In general a faint scratch can be made on ihe surface Of a crys¬ 
tal by the edge of another of the same species; Ihis is readily proved 

with quartz* 
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hardness by liis knife without the use of the reference 
species at all. 

lie will find at once the following general distinctions 
between minerals of the several grades: 

No. 1: has a soft, greasy feel in the hand, like talc and 
graphite. 

No. 2: can be scratched easily by the finger-nail, as a 
cleavage-piece of gypsum. 

No. 3: can be easily cut by the knife, but is not scratched 
by the nail. 

No. 4: is scratched by the knife without difficulty, but 
not easily cut like calcite. 

No. 5: is a little hard to scratch with a knife. 

No. G: is hardly touched if at all by the knife, but it will 
scratch ordinary glass. 

No. 7: scratches glass easily, but is scratched by topaz 
and a few other minerals mentioned in the list given in 
Chapter VII I. The minerals which are as hard as or harder 
than quartz are few and include all the highly-prized gems. 
Some further notes on hardness are given in connection 
with the list referred to. 

The beginner will need a word of advice in regard to 
testing for hardness. In the first place treat a mineral, 
especially a crystal, with as much consideration as possible. 
A scratch on a piece of plate-glass, like a daub with a paint¬ 
brush on a white wall, is a little thing, but it may have 
a sadly disfiguring effect and make a paue worth when 
new a thousand dollars unsalable except to be cut up. 
So a scratch on a crystal disfigures it and destroys its value 
in large measure in the eyes of one who is a true mineral- 
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ogist, Hence make as minute a scratch as possible, not 
longer than this ”, and if possible put the scratch, not on 
the most prominent surface, but where it will show least. 
Treat the crystal, then, as if it had feelings to be hurt by 
Lhe cut, and never scratch its smooth surface wantonly, 
nor if it is possible to obtain the desired information with¬ 
out it. 

On the other hand, it is necessary to be sure and distin¬ 
guish between a real scratch on a smooth surface and the 
crushing of a rough surface by the knife-edge; a very 
hard mineral may often be scratched in this way. The 
danger of making a mistake of this kind is made less if, 
besides the useful knife-point, the mineral be rubbed on a 
piece of glass; better have a piece at band (not disfigure a 
window-pane). Only do not make the opposite mistake and 
call a white ridge left by a soft mineral on the glass, which 
can be easily rubbed off, a scratch. 

Once more, it is necessary to remember that minerals 
are often altered, as the chemist says; that is, they may 
have undergone some chemical change, particularly on the 
surface, which lias rendered that soft when the original 
mineral was really hard. Thus it is often easy to make a 
scratch on a crystal of corundum because of a little sur¬ 
face change, while the mass within is very hard. If the 
mineral is used to scratch with, the danger of a mistake 
hero is lessened. 

There arc also some other characters depending upon 
the force of cohesion acting between the molecules of a 
mineral. These include the following, which are some¬ 
times grouped under the general head of Tenacity: 
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Malleable: capable of being flattened out under the 
blow of a hammer without breaking or crumbling into 
fragments. This is conspicuously true of gold and silver, 
and makes it possible to beat out gold into leaves of 
extreme thinness. The property of malleability belongs 
only to the native metals and, in an inferior degree, to a 
few compounds of silver. 

Ductile: capable of being changed in shape by press¬ 
ure, especially of being drawn out into (he form of wire. 
This is true of gold, also still more of silver and platinum. 
It is a property which belongs in a high degree only to the 
native metals among minerals. 

Sectile: capable of being cut by a knife like cold wax, 
so that a shaving may be turned up with care, and yet the 
mineral breaks with a blow, and is not properly malleable, 
sometimes not at all so. Cerargyrito is eminently seetile. 
Gypsum and a number of soft minerals are imperfectly 
seetile. No sharp line separates the minerals which show 
these characters and the truly brittle minerals. 

Flexible: the mineral bends easily, and stays bent after 
the pressure is removed. This is shown in talc. 

Brittle: separating into fragments with a blow or with 
a cut by a knife. This is true, in varying degrees, of 
nearly all minerals. 

The elasticity is another physical character based upon 
cohesion. A mineral is said to be 

Elastic when it is capable of being bent or pulled out of 
shape and then returning to its original form when re¬ 
lieved, as a plate of mica. On the other hand, a cleavage- 
plate of chlorite is inelastic. 
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2* Specific Gravity or Relative Density, 

It has been shown that the eye-examination of a mineral 
tells the observer something about its form* if crystallized, 
and of its structure in other cases; it tells whether it lias 
cleavage or not, and with what kind of surface it breaks; 
a simple trial also shows how hard it is* At the same 
tim as it rests in the hand, it should be noted whether it 
seems distinctly heavy or light as compared with some 
common substances of similar appearance. In this way a 
first suggestion is obtained,—not exact and, as we shall 
see, not always correct—as to the density of the mineral. 

It is necessary at the outset to have a pretty clear notion 
as to what a difference in density means. Suppose two 
doors of just the same size, and both swung carefully on 
hinges so that they move almost without friction, but one 
of wood, the other of iron. Every one knows that the force 
required to push the iron door will be much greater than 
that which the other requires* Again, a kick against a 
wooden ball resting on the ground encounters more resist¬ 
ance than against a ball of paper, but less than one of 
stone* These experiments show that in a piece of iron 
there is more matter to move,—it has a greater mass for 
the same bulk than the wood* In other words, it lias a 
greater density. This is generally expressed by saying 
that the weight of the iron Is greater than of the wood of 
the same size, and this is true because the attraction of the 
earth, which gives an iron ball its weight, is in proportion 
to the mass or, for different bodies of the same size, to the 
density. 
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Wc may say, consequently, that the relation of the den¬ 
sities of different bodies is given by the weights of blocks 
having the same bulk. Suppose we could cut out like 
blocks of aluminium and iron and weigh them, the weights 
would be not far from the ratio of 1 to 3, and tins would 
be tlm relation in density. Mow to make this comparison 
for all bodies, it is evidently important, in the first place, 
to choose some one of them as the standard, and make the 
comparison with this. 

The standard substance adopted is pure water, and, if 
g rc a t ace lira cy is reqn i red, t h i s m u s t be takei i at the te m - 
poratnre 3D Q .2 F. (4° Centigrade), where it, has its maxi¬ 
mum density ; for water, if growing cooler or warmer than 
39 Q .2 F,, expands a little and grows less dense. The den¬ 
sity of minerals is then compared with water, and this 
density is called the specific gravity. Consequently the 
specific gravity of a mineral may be stated to be the weight 
of a fragment divided by that of an equal volume of water. 
The specific gravity of sulphur is 2, of corundum 4, of 
pyrite 5, etc*, these numbers meaning that they are re¬ 
spectively 2 times, 4 times, and 5 times as dense as water, 
or, in other words, a given bulk—a cubic foot, for example 
— weighs 2, 4, and 5 times more than the same bulk—a 
cubic foot—of water. 

In order to find the specific gravity, it is not practicable 
to compare at once the weights of equal volumes, simply 
because (though it. is easy to weigh, for example, a piece of 
cal cite) it is not possible to get its volume with sufficient 
accuracy. Hence it is necessary to make use of a well- 
known principle in hydrostatics, that when a body is iin- 
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inersec! in a liquid it is buoyed up by the liquid, and to 
such an extent that it weighs, for example in water, less 
than it does in the air by the weight of the water it dis¬ 
places. Hence, If we find first the weight of the fragment 
on the pan of a dedicate balance, and then its weight in the 
water, it being suspended from the pan by a fine thread, 
and subtract the two weights, the difference is the weight 
of the equal volume of water. 

For example, the weight of a little quartz crystal is 
3.455 grams in the air; in the water it is 3.156; the loss 
of weight, or weight, of a volume of water exactly equal to 
it, is therefore 1,399; hence the specific gravity is 


3,455 _ 6,455 

3i4of> - 2.156 “ 1.399 


. 66 , 


In the description of species the specific gravity is often 
expressed by the initial letter G; thus for a quartz crystal 
G = 2.66. 

A spring-balance * like that of Jolly makes the operation 
very easy. This consists of a delicate brass spring, one end 
of which is attached to the top of a vertical scale, and from 
the other hang two pans, the lower one of which is im¬ 
mersed in water. The small fragment whose specific 
gravity is to be determined is placed in the upper pan, and 
the amount that the spring is stretched noted by the num¬ 
ber (JVJ coinciding with the reflection of an index in a 
strip of minor upon which the scale is graduated; then in 
the lower pan, and the scale number (A 7 ,) again noted; 
the number {») when the pans are empty is also ob- 


* This 13 figured on page 69 of Dana's Manual of Mineralogy, 1887. 
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served. The specific gravity is then given by the ex¬ 
pression 

G 


iv; 


n 


iv; - jvv 

In this ease we do not have the actual weights given, but 
numbers which are proportional to therm 

A simple balance for de¬ 
termining the specific grav¬ 
ity, which also does away 
with the necessity of using 
definite weights, is shown in 
Fig. 147 (one sixth natural 
size), and can easily be con¬ 
structed* with a little care. 
After the frame is made 
with the two uprights, a 
thin piece of wood is cut in 
the form of the steelyard 
beam, ahc* This should be 
graduated into inchest and 
tenths of inches from 5, the 
axis, to the end a; the dis¬ 
tance from 1) to a, where the 
pans are supported, being 
made 4 inches, A fine wire 
passed through at b answers 
as the axis, and the pans are 




*Tke author is indebted to Prof. Pea field for the opportunity to 
figure and describe this balance. 

f The metric scale may be convenient!v used instead, 

«s 

v 
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also held by wires, best of platinum; the lower pan is im¬ 
mersed in water. A small piece of lead permanently placed 
between b and a serves to counterpoise the long arm, and 
a lit tle rider is first moved to some point, as d s where it 
serves to make be exactly horizon tab as shown by the 
mark on the upright near the end r. A number of weights 
(as from \ to grams) are further needed; these may be 
easily made of soft copper wire bent with a hook at one 
end, or they may be little glass tubes containing 1, 2, 3 or 
more shot and with a wire hook fused in at one end (see 
those at g). The fragment* experimented upon is first 
placed in the pan e, a suitable counterpoise chosen, and the 
number (A",) on the scale where it must be placed to make 
be again horizontal recorded; it is then transferred to the 
pan f\ immersed in the water, and the scale number again 
noted (Ay), the same counterpoise being employed. The 
first number then divided by the difference of the two 
numbers gives the specific gravity: 


G 




w, -K 

For example, a small pyrite crystal is placed in the pan vi 
and a counterpoise chosen which balances the beam when 

1 nv e • 

placed 14.45 inches from b; the crystal is then transferred 
--^ Vi" : 

*A fragment or crystal as heavy as 7 grams maybe eiuployMl 
with the weights mentioned; but it should be understood that it is 
not necessary to know the actual weight either of the fragment or of 
the counterpoise; thus if the actual weight of the counterpoise is C, 
and of the mineral in air and in water TFi and KFa respectively, then, 
using the numbers JYi and AA as above, we shall have 

W W 

Wi X 4 = C X AT. and TF g X 4 = G X -ff*; that is, ~ ~ 

"a -A g 














MINERALS, AND HOW TO STUDY THEM. 


84 

to the pan j\ which requires that tins counterpoise should 
be moved back to 11.55 inches. The specific gravity is 
thus found to be 

— 1 -d 5 __ = 3dd5 — 4 , 98 . 

14.45 — 1L55 2,9 

It is evident that the accurate determination of the 
specific gravity is a somewhat difficult matter, requiring a 
good deal of care, but, as was suggested at the beginning, 
the hand can often give very valuable information in this 
direction after a little training* We are accustomed to 
handle fragments of rocks, as of granite (specific gravity 
about 2.7), of marble (specific gravity = 2.T), and of other 
like substances, and we know about what to expect as to 
the weight of them; lienee if we pick up a piece of barite 
or heavy spar, perhaps thinking it is marble, which it may 
resemble so closely that the unaided eye cannot distinguish 
them, we notice or ought to notice at once that it is nn~ 
expectod 1 y 1 i eavy, for i t s apeci li c grav i ty is 4,5, So a pi ei e 
of corundum, we say, feels heavy because it has a specific 
gravity as high as 4. This last, by the way, is an interesting 
case, because corundum is the oxide of Hie very light metal 
aluminium, and its relatively high density is connected with 
its great hardness; in other words, it is evident that its 
molecules must he much crowded together. In the same 
way we note that the substance carbon forms the hard and 
relatively heavy * mineral diamond (specific gravity = 3.5) 

* In these statements, ns in some similar cases* the word heavy is 
used instead of dense, that is, of high specific gravity, and also the 
word light to express the opposite character; the meaning will bo 
clear even if those terms are not quite scientifically employed. 
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and the soft and light mineral graphite (specific gravity = 
2), In other words, the density depends not only upon the 
kind of molecules (all lead compounds, for example, have 
necessarily a high specific gravity), but also upon the way 
they are built up together. 

Again, if we take up a metallic mineral, we compare it, 
perhaps without conscious thought, with other common 
metallic substances. Hence a piece of aluminium seems 
very light, because the specific gravity is only 2.5, about 
one third that of iron and less than one quarter that of 
silver. On the other hand, a fragment of galena seems 
heavy because its specific gravity is 7,5, or nearly equal to 
that of metallic iron. 

When we come to study minerals we find that they 
divide themselves as follows: 

I. Mineral* of VnmeiaUir Luster *—These may be 
roughly subdivided into three classes: 

I. Minerals of relatively hw density; the specific gravity 
not higher than 2,5. Examples are as follows (here G. — 


specific gravity); 

G. 


G. 

Borax... 

.. 1.7 

Stilbite.,.. 

,2.2 

Sulphur.. 

.. 2.05 

Gypsum.. 

... 2.3 

Halite ... 

2.1 

Apophyllite ,., 

. 2,4 


The zeolites (as s til bite above) mostly fall between 
Ct. - 2,0 and G. = 2.3. 

2, Minerals of average density: specific gravity 2.6 to 3. 
Common examples are: 

* This matter of luster is more definitely spoken of on a later page 
of this chapter. 
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G. G. 

Quartz. 2,66 Feldspar..,.. > 2.6-2.75 

Beryl.*.. 2.7 Talc.,*.. 2,8 

Calotte. ,,.. 2.7 Muscovite..... 2.8 

The sexpedites (G. = 2.5 2.8) also belong in this group. 

The common minerals tourmaline (G. = 3,0-3,2), apatite 
(G.= 3.2), vesutmnite (G,— 3.4) ? amphibole (G,= 2,9-3.4} ? 
pyroxene (G.= 3.2-3.G),epidote (G, 3.25-3.5) fall between 

this and the following group. Some varieties of garnet 
also belong here; others have a specific gravity up to 4,3. 

3. Minerals of high density: specific gravity 3.5 or above; 
a fragment seems heavy in the hand; if the specific gravity 
is above 4.5, it seems very heavy. 



G. 


G. 

Topaz... 

. 3.5 

Withorite. 

. 4.3 

Diamond. 

. 3.52 

Bari te.. * * „ 


Stanrolifce.__ 

. 3.7 

Zircon... . 


Strontianibe*.,. 


School ite 

. 6.0 

Oelostite. 


Cassiterite. 

. 7.0 

Corundum,..., 

. 4,0 

Wolframite 

. 7.5 

Rutile. 

. 4,2 

Cinnabar. 

. 8.0 


The compounds of lead also belong here, the commonest of 
which are: cerussite, the carbonate; nnglcsite, the sulphate; 
and pyromorphitc, the phosphate. They all have a specific, 
gravity between 6 and 7. Compounds of iron {as siderite, 
G. — 3.8), of copper (as cuprite, G, — 6,0), of silver {as 
cerargyrite, G, — 5,5), ami of the other heavy metals have 
also high specific gravities, 
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IL Minerals with Metallic Luster *—The average is 
about 5, the specific gravity of pyrite and hematite. If 
the density is much lower than 4, the mineral seems light 
in the hand, as graphite (G. — 2). If the density is as high 
as 7, or above, they seem notably heavy, as galena, 7.5. 
Crystallized uraninlte, which has a submetallic luster, has 
the remarkably high specific gravity of 0.7 when unal¬ 
tered. The variation is wider in the case of the metallic 


minerals than with those of unmetallic luster, as will be 

seen by comparing 

the follow 

lug densities of the 

common 

metals :* 




Aluminium. 

.... 2.5 

Bismuth. 

... 9.8 

Arsenic.. .. .. 

.... 5.7 

Silver.. ..., 

.... 10.6 

Antimony. 

.... 6.7 

Lead.. 

.... 11,4 

Zinc..— .. 

.... 7.1 

Mercury (liquid). . 

... 13.G 

Tin.... 

.... 7.3 

Gold.. 

_ 19.3 

Iron.. 

.... 7.S 

Platinum (pure)., 

.... 21.5 

Copper . 

.... 8.9 




The quick judgment which comes with practice is al¬ 
ways of value, but it should be applied with discretion, for 
the mineralogist must be continually on bis guard lest he 
be misled. 

In the first place, the size of the mass is an important 
factor, for a big lump of quartz seems heavy, of course, 
though its specific gravity is not relatively high. Also we 

* It is i merest mg to add the following, although these metals do 
not exist as such in nature, and are only interesting to the chemist: 

Lithium......... .... 0.59 Sodium.. 0.97 

Potassium...* 0.80 Magnesium.. 1,8 
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may get a wrong impression in handling a specimen if the 
mineral we are interested in only forms a small part of it; 
a little galena in a large mass of quartz will not make it 
heavy. Also, if the mineral is open and porous, and is 
made up of interlacing fibers, like some specimens of ce* 
russite, it may appear light, even if the specific gravity is 
actually high, because the eye is deceived by the appear¬ 
ance of bulk, while the solid mass present is not great. 
Some farther suggestions on this subject are given in the 
closing chapter of this book. 

3. CHARACTERS DEPENDING UPON LIGHT. 

Of the characters which are observed by the eye several 
have not been mentioned in detail as yet, to which perhaps 
the attention may he first attracted. These are those 
which depend upon the reflection ur absorption of the 
light: (1) the luster or the appearance of the surfttec in¬ 
dependent of the color, due to the way the light is 
reflected; {^) the color; and (3) the degree of trans¬ 
parency. 

Luster. 

The difference in luster is not in all cases easy to de~ 
scribe, but the eye notes if at once, and after a little train¬ 
ing seldom makes a mistake. 

The kinds of luster distinguished are as follows: 

Metallic: the luster of a metallic surface as of steel, lead, 
tin, copper, gold, etc. This is not always easy to distinguish, 
and the rule is an important one that the luster is not called 
metallic unless the mineral is quite opaque, so that no light 
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passes through even very thin edges* The luster of some 
minerals, as columbite, is said to bo submetallie when it 
lacks the full Ulster of the metals. In a few eases a min¬ 
eral has varieties with metallic and others with unmefcallic 
luster; this is true of hematite. 

Vitreous, or glassy luster: that of a piece of broken 
glass. This is the luster of most quartz and of a large part 
of non-metallic minerals. 

Adamantine, qt the luster of the diamond: this is the 
brilliant, almost oily, luster shown by some very hard min¬ 
erals, as diamond, corundum, etc,; also of some others, 
having heart/ molecules, as the ear bona E + e (^erusslitr) and 
the sulphate (aiiglesite) of lead. All of these rtd’mel the 
light strongly, or have a high rufmelive index* 

Wefallw-ailanmnUne is a term used to■ describe-a variety 
of the adamantine luster verging upon muiaJ lie, as seen in 
some dark-colored varieties of cerussifce. 

Resinuits or waxy: the luster of a piece of rosin, as that 
of most kinds of sphalerite or zinc blende; near this, but 
often quite distinct, is greasy luster , shown by some speci¬ 
mens of milky quartz* 

Pearly 9 or the luster of mother-of-pearl; this is common 
where a mineral has very perfect cleavage and hence has 
partially separated into thin plates. Thus the basal or top 
plane of crystals of apophylHte shows pearly luster, 

Silky } the luster id 1 a skein of silk or a piece of satin: 
this is characteristic of some minerals with fibrous struc¬ 
tures, as the variety of cal cite (or of gypsum) called satin 
spar; also of most ashestus. 

The luster of minerals is also described according to the 
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brightness of the surface; it is called splendent in freshly 
fractured galena, but (lull in jasper; while again it may be 
glistening or glimmering according to the nature of the 
surface. These terms explain themselves. 

Color . 

To understand what the color of a mineral means a little 
knowledge of optics is required. In the first place, we 
must recall that ordinary light can be separated, as by a 
glass prism, into the ribbon of colors ranging from the red 
to the blue and violet which is called the spectrum. This 
is shown in the rainbow, where the place of the prism is 
taken by the raindrops. All these different colors together 
give to the eye the effect of white light. If now this 
white light, as the ordinary sunlight, bo passed through a 
piece of red glass or reflected from a surface of red paint, 
part of the colors are stopped or absorbed by the glass or 
paint and the rest give together the effect of red which 
the eye notes. Similarly a piece of malachite appears 
green for the same reason that the grass does, because the 
surface absorbs a part of the light, and the remainder 
which reaches the eye gives to it the effect of green. 

The variation in color is very wide and includes all 
kinds from white to black, running through many shades 
of red, yellow, green, and blue. Most of the terms used 
in describing the color are so familiar that they explain 
themselves. Thus we speak of azure-blue, cherry-red, and 
so on. Some examples of color among common minerals 
are given in Chapter VIII. 
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Now a few words as to the importance of color and the 
extent to which it may vary with the same species. 

As we go on to study the different mineral species we 
learn that the varieties of those with metallic luster do 
not vary much in color among themselves. Many of the 
other minerals, however, which do not have a metallic 
luster vary very widely ; and in the same species, as tourma¬ 
line, we may have colorless kinds, also those that arc differ¬ 
ent shades of red, blue, green, brown, and black. 

So too we call clear red kinds of corundum ruby, and 
clear blue kinds sapphire, although they both belong to 
the same mineral; and in this as in many other cases it is 
difficult to tell precisely what is the very slight chemical 
change upon which the color depends. 

In general, therefore, the color of minerals with metallic 
luster is a very important and constant character, and such 
variations as are noted are due chiefly to a little change of 
the surface, by which it becomes tarnished, as we say; that 
is, dull in some cases, or perhaps bright-colored in others. 
Thus galena has a very characteristic bright bluish lead- 
gray color, which, however, may become quite dull if the 
surface has been long exposed to the air. Again, the pale 
brass-yellow of pyrite and the still paler shade of the 
same color characteristic of fresh marcasite are readily dis¬ 
tinguished, but both are subject to tarnish, especially the 
latter, and this may result in making the distinction be¬ 
tween the two impossible in the case of exposed surfaces. 

Hence it is necessary to be on our guard to insure that 
what we see is the true color of a mineral, that is, the 
color which is obtained from a fresh surface by fracture. 
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Another striking example is given by the mineral bornitc, 
which lias a very peculiar reddish-bronze color on a fresh 
surface, on account of which the miners of Cornwall have 
called it horse-flesh ore. But this changes or tarnishes so 
easily that it almost immediately becomes colored bluish, 
purple, etc., the color depending on the time it has been 
exposed. Because of this character the mineral is some¬ 
times called purple copper ore or variegated copper ore. 
So too ehaleopyrite, which is bright brass-yellow when 
fresh, may become iridescent as in the variety called pea 
cock ore—a name which, by the way, is also given to bor- 
nite. 

It is often important, especially with a mineral having 
metallic luster, to test the color of the line powder, or 
the color of the streak. The slight scratch which is given 
to test the hardness will often show this, but a better way 
is to have at hand a piece of rough white porcelain, or one 
of ground glass upon which the mineral can be rubbed. 
This method shows, for example, that hematite, sometimes 
iron-black in color and with a bright metallic luster, has 
a red streak; this is indeed so important a character that 
it is the source of the mineral's name (from the Greek 
aipa, meaning blood). 

Minerals of unmetallic luster usually have a streak 
which differs but little from white even if the mineral 
itself is dark-colored or even black; this is true, for exam¬ 
ple, of the different varieties of tourmaline. 

Transparency. 

A mineral is said to be transparent when it is so clear 
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that an object can be seen t hrough it with perfect distinct¬ 
ness, as a piece of window-glass, a plate of selenite, or a 
thin sheet of mica. It is seniltra n sparent or su btran spa¬ 
wn f when the outlines of an object can be seen, but not 
distinctly, 

A mineral is fransluceni when it transmits light, as a 
piece of thin porcelain, hut does not allow an object to be 
seen through it. It is suMnm^mnt when light is trans¬ 
mitted only on the edges. 

When describing the color of a mineral, some peculiar¬ 
ities in its distribution may be noted and receive special 
names. A mineral is said to show a play of colors when, 
like the opal, it exhibits internally the various prismatic 
colors when the mineral is turned. 

A pearly reflection from the interior of a mineral, like 
the effect of a glass of water to which a few drops of milk 
have been added, is called opalescence because common 
with the opal. 

Iridescence is the presenting of prismatic colors on the 
surface of a specimen, and then usually due to tarnish; or 
in the interior of a mineral, and then often explained by 
the presence of thin twinning lamellae or of minute air¬ 
spaces, as in a cleavage mass of calcite. 

Aster ism is the name given to the peculiar starlike 
effect seen sometimes by reflected light, as in certain 
kinds of sapphire; or by transmitted light, as in some 
mica when a candle-flame is viewed through it. It is due 
in the first case to planes of structure intersecting symmet¬ 
rically in the crystal; in the second to the presence of 
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minute crystals of a foreign mineral (often rutile) symmet¬ 
rically arranged between the plates of the mica, 

Phosj)ho}'cscence h the property of becoming luminous 
when slightly heated, as shown by fluorite, especially the 
variety chlorophaue; also upon friction, as some marble, 
tremolite, etc,; again, when exposed to the sun-rays or t<> 
an electric discharge, this last, being especially true of some 
of the gems. 

Optical Characters - Only a Few words can be devoted 
here to the large arid important class of optical eh traders 
of minerals, depending upon the action of light on them 
as determined by their molecular structure. The under¬ 
standing of this part of Physical Mineralogy demands first 
a good knowledge of crystallography, and further a mastery 
of optics, especially of the difficult subject of polarization. 
Only one or two points belonging here can he touched 
upon, 

148, 



Iceland Spar or Double refracting Spar. 


One of these is double refraction, or the separation of a 
ray of light passing through certain crystalline substances 
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into two rays. This is indeed true, in general, of all trans¬ 
parent crystals, except those of the isometric system, but 
the only mineral in which it is noted to a marked degree is 
cal cite, especially in the transparent variety called Iceland 
spar. Fig, 14S illustrates this property well; there the single 
cross on the paper beneath appears double to the eye; one 
cross {to the eye looking perpendicularly down on the sur¬ 
face) has its arms in the continuation of the lines beneath, 
the other is pushed to one side. Xeither cross appears 
quite black except at the two points where they intersect. 
Another point in this connection is the dicJiroism of a 
crystal, or the appearance of different color, as it is 
viewed by transmitted light in different directions; this is 
due to varying degrees of light absorption* This is often 
seen in transparent crystals of epidote; it is also to this 
cause that the different appearance of a crystal of musco¬ 
vite is due, first, in the direction through it and again at 
right angles to the cleavage* 


4, Characters depending upon Heat, 

The fusibility of minerals, or their relative power of being 
melted at a more or less elevated temperature, is the most 
important character depending upon the action of beat* 
This is discussed in another place in connection with 
the description of the use of the blowpipe. The con¬ 
ductivity of crystals for heat is another point which Some¬ 
times is experimented upon. As would be expected, it de¬ 
pends upon their molecular structure in different directions. 
This and other related subjects belong to advanced miner- 
alogy. 
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5, Characters depending upon Magnetism, 

A few minerals have the property of being attracted by a 
magnet. Tins is true of magnetite, or the magnetic oxide 
of iron; of pyrrhotite, or magnetic pyrites; also of some 
specimens of native platinum, 

A specimen of magnetite sometimes is itself a magnet, 
am! has then the power of attracting little particles of 
iron or steel; it has a north ami south pole, and if hung by 
a thread will swing around until the poles come into the 
magnetic meridian* that is, the direction assumed by a 
compass-needle. This kind of magnetite is called the lode- 
stoue, Pyrrhotite is ranch less strongly magnetic than 
magnetite, and the magnetic varieties of platinum are not 
common; both may have polarity like the lodes tone, A 
few minerals, as hematite and Iranklmite, are sometimes 
slightly magnetic, but probably only because they contain 
a little admixed magnetite. 

Most minerals containing much iron become magnetic 
when heated in the redo ting-flame of the blowpipe; this 
is true also of millerite or the sulphide of nickel. 


6. Characters depending upon Electricity, 

There are a number of electrical properties of minerals, 
but these are characters that belong to a more minute 
study of minerals, and they need be only briefly mentioned 
here. 

A number of minerals, like sulphur, the diamond, and 
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topaz, become rather strongly electrie when nibbed, as with 
a piece of silk, ami show this by their power of attracting 
light substances, such as bits of straw or paper. Again, 
the crystals of some minerals, when carefully heated or 
cooled, become electrified and show opposite kinds of elec¬ 
tricity in different parts, as at the two extremities; this is 
particularly true of tourmaline. It is remarked on p, 31S 
that, when both ends of a tourmaline crystal are developed 
it is common to find them different in their crystalline 
faces. This dissimilarity in structure in the opposite direc¬ 
tions of the axis is connected with the property of becom¬ 
ing dissimilarly electrified by change of temperature, This 
subject is called pyro-ehctricily t because the electrical effect 
is due to the action of heat {nup, fire). Tourmaline is 
hence said to be pyro-electric, and the same is true of 
quartz, and less strikingly of many other species* 


7* Taste and Odor, 

Taste belongs only to the few minerals which dissolve to 
some extent in water* The terms employed are familiar 
and hardly need explanation. Saline means the taste of 
common salt; alkaline, of soda; biller, of epsom salts; sour, 
of an acid; astringent,of iron vitriol; sweetish astringent s 
of alum ; cooling, of saltpeter* 

Odor also belongs to a few minerals only* Some va¬ 
rieties of limestone, barite, or quartz have a fetid odor, 
or odor of rotten eggs, especially if rubbed sharply; this 
is usually due to the presence of some sulphur compound. 
Moistened clay and some claylike minerals when breathed 
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upon give of! a peculiar argillaceous odor. Kitumen and 
some allied substances have a bituminous odor. 

A sharp blow across the surface of a piece of arseno- 
pyrite often produces a peculiar garlic odor, like that 
obtained by heating the same mineral on charcoal, and in 
fact due to the same cause. Similarly a blow on a mass of 
pyrite may yield a sulphurous odor. 
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CHAPTER V. 

THE CHEMICAL CHARACTERS OF MINERALS. 

It Iris already been stated that every mineral is neces¬ 
sarily a definite chewicat compound, ecu d that this is the 
most essential point in the definition of a mineral. But 
to understand what a chemical compound is, and what re¬ 
lations different compounds bear to each other, requires 
some knowledge of the fundamental principles of chemis¬ 
try. In the first place it is necessary to understand what 
the chemical elements arc. 

The chief work of the chemist in the laboratory is to 
analyze different substances, or in other words to separate 
them into the various kinds of matter which they contain. 
But this process of analysis, or chemical separation, can 
only be carried a little way, for the chemist soon obtains 
substances which he is unable to decompose further. Thus 
if he takes a piece of calcite, it is easy by simply heating it 
to separate it into a white powder called lime (this is what 
the mason uses for making mortar) and a gas called car¬ 
bon dioxide, or carbonic-acid gas. Then further, if the 
proper means are taken, the lime can be separated into 
a metal, called calcium, and a gas, oxygen; while the car¬ 
bon dioxide can be separated into the familiar substance 
carbon and the same gas, oxygen. But these three sub¬ 
stances, calcium, carbon, oxygen, cannot be decomposed 
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further; hence they are culled elementary substances or 
elements* Again* common salt can be separated into two 
kinds of matter, the metal sodium and the gas chlorine; 
but neither of these can be separated any further, hence 
they are also put down among the simple or elementary 
substances. So, too, galena can be separated into its ele¬ 
ments, the metal lead and sulphur; sugar is decomposed 
into carbon and the gases hydrogen and oxygen; and many 
other illustrations might he given. 

These substances, then, into which a given kind of mat¬ 
ter can be separated, but which the chemist is unable to 
decompose further, are the Chemical Elements, 

Now the cliemist finds that although there is no limit 
to the different kinds of bodies which he may be asked 
to analyze or separate into their parts, still they contain 
but a small number of distinct kinds of matter. If we re¬ 
gard only those which are commonly present, they are very 
few indeed. There are, it is true, about, seventy of the 
elements recognized by the chemist, hut many of them arc 
excessively rare, and those which make up the chief part 
of common minerals are hardly more than twelve or 
thirteen, 

* 

The table, p. 101, gives the names of all the common ele¬ 
mentary substances and most of the rarer ones. With the 
names are given also the initial letter or letters by which 
they are generally represented in the kind of algebraic 
shorthand that the chemist employs; these letters are 
called the symbols of the elements. Thus oxygen is repre¬ 
sented by the capital letter 0; hydrogen by H; nitrogen by 
N; calcium by Ca; and so on. In a good many cases the 
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The Chemical Elements, 



Sym- 

At. 

1 

Sym¬ 

At, 


bol. 

Weight, 


bol. 

Weight. 

A hi minium.... , 

Al 

27 

Molybdenum... 

Mo 

0G 

Aiitmiouy (Stibium). 

Sb 

120 

N ickel.,.. 

Ni 

58, G 

Arsenic,. ♦. 

As 

74.0 

X iobium. 

Nb 

03.7 

Barium ...,*., . 

Ba 

137 

' Nitrogen............ 

N 

14 

Beryllium, 

Be 

0.1 

Osmium. 

Os 

101 

Bismuth. 

Bi 

307.5 

Oxygen 

O 

m 

Boron.*. 

B 

10.0 

Palladium,...... 

Pd 

10G 

Bromine.., . 

Hr 

70.8 

Phosphorus* 

P 

31 

Cadmium, 

Cd 

111.7 

Platinum. 

Pt 

194.3 

Csestum.,..., 

Cs 

58 - 7 

Potassium (KaUitm )., 

K 

39 

Calcium.. 

Ca 

39.0 

Rhodium. 

fill 

104.! 

Carbon.,.... 

C 

12 

Rubidium* *... 

Rb 

85.2 

Cerium... *. 

Co 

141 

Ruthenium. 

Ru 

103,5 

Chlorine.* 

Cl 

35,5 

Scandium. 

Sc 

44 

Chromium,.,. .. 

Cr 

52,5 

Selenium. 

Se 

78,9 

Cobalt,.., 

Co 

58,7 

Silicon.... 

Si 

28 

Cohimbium, see Niobium* 


Silver {Argentum). ,.. 

Ag 

107.7 

Copper ( Cuprum) ,.,, 

Cu 

G3.2 

Sodium {Natrium}. .. 

Na 

23 

Didymium.,... 

I)i 

142 

j Strontium....... 

Sr 

87,3 

Erbium.. 

Er 

160 

* Sulphur.. 


32 

Fluorine.. 

F 

19.1 

Tantalum . 

Tu 

182 

Germanium. 

Go 

73.3 

Tellurium... 

Tc 

125 

Glucinum... . G1 or Be * 

Thallium,.. 

Ti 

208.7 

Gold (Auvum) .♦*«,*, 

Au 

19G.7 

Thorium,.... 

Th 

232 

Hydrogen... *. 

H 

1 

Tin (Stannum) . 

Sn 

117,4 

Iodine....... 

I 

12G.5 

Titanium 

Ti 

48 

Iridium.,. . 

Ir 

192,5 

T u ii gslen ( Wolfram i- 



Iron (JPerrwin) ....... 

Fe 

$5,9 

um)< ...... 

W 

183,0 

Lanthanum.,, * ,.... 

La 

138 

Uranium. 

U 

240 

Lead {Plumbum) _ 

Pb 

20G 4 

Vanadium... * 

V 

51 1 

Lithium,.. 

Li 

7 

Ytterbium.... 

Yt 

172, G 

Mag tie slum.. 

Mg 

24 

Yttrium.. 

Y 

89 

Manganese, ... >. 

Mu 

54.8 

Zinc... 

Zn 

G5,l 

Mercu ry ( Hydra ryy- 



Zirconium. 

Zi 

90.4 

rum ), ..,. 

Hg 

199.8 , 





* See Bert/ilium. 




















































































102 


MINERALS, AND DOW TO STUDY THEM. 


initial letters of the Latin name of a metal are used, as Fo, 
from the Latin ferrnm, for iron; Ag, from argentum, the 
Latin name of silver; An, from a arum, gold; Sb, from 
stibium , antimony, etc. 

The numbers placed after each name give the afomit 
meight of each element. What this is will be explained 
immediately. But first note that the larger part of the 
elements are metals, having physical properties of luster, 
malleability, etc., more or less like those of gold, silver, 
lead, and iron. There is also a small el ass of non-metals / 
including the gases, hydrogen, oxygen, etc., also sulphur, 
phosphorus, silicon, and carbon. Further, a few elements 
standing between the two groups are sometimes called 
semi-metals, as tellurium, arsenic, antimony. The chemi¬ 
cal distinction between the metal and non-metal is spoken 
of later. 

Now as to the meaning of the term at amir freight . 
We have spoken quite particularly of the minute particles, 
or molecules, of which the physicist believes that a body 
is made up, and whose relations to each other determine 
whether the body is a solid, a liquid, or a gas. We have 
also seen that the regular form of a crystal is due to the 
arrangement of these molecules as they are marshaled into 
place by the attractive forces acting between them when 
the solid is formed. Now these minute molecules, as the 
chemist believes, are made up of simpler particles, often 
of several different kinds of elements, which he calls 
atoms . It is the relative weight of the atom of each 
substance compared with that of the lightest substance 
known, hydrogen, that is called its atomic weight . This 
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does not mean that the chemist can actually weigh the 
atoms themselves that form the minute molecules out of 
which a body is built up, but he can compare the weights 
of two masses, for instance of oxygen and hydrogen, under 
such conditions that lie is sure that he is comparing the 
same number of atoms, and hence he obtains the relative 
masses of the atoms; or he may obtain the same result in 
one of seveml in direct ways. 

It is found invariably true that when the different ele¬ 
ments unite to form a certain compound, there is always a 
definite relation between the amounts by weight of each 
element which enters, and that these weights are either 
the atomic weights or simple multiples of them, as given 
by the number of atoms present. 

Just what this means will be shown by some examples. 
It was stated above that the chemist could decompose 
common salt into sodium and chlorine* Now in doing 
this it is possible to find how much by weight of each is 
present, for instance, in 100 parts. The result is this: 


Sodium....... 39.3$ 

Chlorine.. 60.68 


100*00 

But the numbers 30.32 and 60,68 are in the ratio of 23 
to 35.5 (39,32 : 60.68 — 23 : 35,5), which have been inde¬ 
pendently found to be the atomic weights of these two 
elements, and hence it is evident that there is one part, or 
one atom, of each present in this compound. The brief 
expression for the composition of sodium chloride, or the 
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formula as it is called, is NaCl, for Na is the symbol for 
sodium (fiatrhim) and Cl of chlorine. 

r Y\m formula of a compound, therefore, gives simply the 
kinds of elements present, represented by their initial let¬ 
ters, that is, by their symbols, with small numbers, written 
usually below, to show how many parts of each, that is, 
how many atoms, are present* 

Again, calcium unites with chlorine also, and the com¬ 
pound, calcium chloride, analyzed by the chemist, gives; 

Calcium. 

Chlorine. 

100.00 

Here the numbers 36.04 : 03.06, expressing the ratio by 
weight of the two substances, are in the ratio of 40 : 71 nr 
4n : 2 X 35*5; hence the compound contains one atom of 
calcium and two of chlorine, and the brief expression, or 
formula, for it is CaCl r 

Two other examples are gold chloride and tin chloride, 
analvzed witli the foRowing results: 
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These examples illustrate the fact that the atomic 
weights of the given elements multiplied by the number 
of atoms gives the amount of each element present in 
the given compound. They also show another important 
point: it is seen that one atom of chlorine unites with one 
atom of sodium* but two atoms of chlorine with one of 
calcium, three with one of gold, and four with one of 
tin. 

Again, in hydrochloric acid tire formula can be shown 
io be IICl; in other words, one atom of hydrogen is pres- 
ent and one of chlorine. Water, however, lias the formula 
TI a 0, or contains in a molecule two atoms of hydrogen and 
one of oxygen; sulphurated hydrogen is similarly H,S. 
In other words, one atom of chlorine is here, as always, 
equivalent to one of hydrogen, but one of oxygen or one 
of sulphur is equivalent to two of hydrogen. 

Further, it is evident, from what lias been stated, that 
the formula of galena, or lead sulphide, must be PbS, since 
one atom of lead unites with two atoms of chlorine, and one 
of sulphu r is equivalent to two atoms of hydrogen or chlor¬ 
ine; therefore one atom of lead (Pb) is equivalent in 
combining power to one atom of sulphur (S). 

The same general principle can be extended to all the 
other elements; or in other words, it can be shown how 
many atoms of each element are equivalent in forming 
compounds to one of hydrogen. Thus the equivalence, 
as it is called, of sodium is one, of calcium two, of gold 
three (also sometimes one), of tin four. In the compound 
SbCl t the equivalence of the antimony (Sb) is five, but in 
Sb a O a only three. 
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Some complication comes in from She fact that It Is found 
that the same substance has, within certain narrow limits, 
different equivalence in different compounds, as noted 
above of gold and antimony; thus, too, the chemist knows 
one compound FeO, another Fe^'Oj-, and a third FeO^ A 
good deal more attention must be given to the matter be¬ 
fore it can be thoroughly understood, and for this the 
student must have a good course in chemistry, including 
not only the study of some standard book, but also practical 
work with a good teacher in the laboratory. But the expla¬ 
nations given should suffice to make it pretty clear, first, as 
to what the elements are; second, what is meant by their 
atomic weights; and third, the significance of their com¬ 
bining power, or equivalence. Some further explanations 
are needed as to chemical compounds. 

The distinction between a chemical compound and a 
simple mixture of two elements is well illustrated by the 
air we breathe. The chemist finds by analysis that it is 
nearly Constant in composition, containing essentially in one 
hundred parts 7G.S by weight of nitrogen* and 23.2 of oxy¬ 
gen. A little winter vapor is also present, st ill loss carbon 
dioxide. 

Is the air a chemical compound ? The answer is given 
at once that it is not, for the simple reason (and there are 
others equally conclusive) that the ratio of 7G.8 to 23,2 is 
not that of the atomic weights of the two elements present, 
namely 14 : 16, nor of any simple multiples of these. 


* In this approximately one per cent has been shown to be tin* 
new element argon, which in many characters is closely related to 
nitrogen. 
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There are indeed several compounds of nitrogen and oxy¬ 
gen know to the chemist, namely, 

NA N,0 (J N 4 0 6 ; 

but if they are analyzed, the relative amounts by weight of 
nitrogen and oxygen are found to be in the ratio of 

2 X 14 ; Id 2 X 14 : 3 X 10 2 X 14 : 5 X 16 

or 28 : 16 28 : 48 28 : 80 

One further point must be mentioned in regard to the 
ootnponnds taken for illustrat ioi i : 

Sodiu m ehloritl e, XaC 1. 

Calcium chloride, CaGl*- 

Gold chloride, An01 a . 

Tin chloride, SnCl 4 . 

The first element in these and similar formulas is a 
metal and the second a nmi-metal; the first is said to he the 
positive element, the second is the negative element* 
Why the terms positive and negative are introduced is 
known to the student of electricity, for he lias learned that 
in the decomposition of a compound by the electrical cur¬ 
rent—a very powerful means, often accomplishing the result 
when other methods fail—one element always goes to the 
positive pole or electrode, the other to the negative; the 
former is hence called the negative element, its atoms be¬ 
ing attracted by the oppositely electrified positive electrode, 
and tile second the positive, since its atoms are attracted by 
the negative electrode. Corresponding to this the metals 
are positive In nearly all their compounds, while the non- 
metals are negative, and further the semi-metals are some’ 
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times positive* sometimes negative. Remember that the 
positive element is always written first; this will be clear 
from the examples given above, and in the following: 

FcO, Fe8* FbO, PbS* etc. 

Again* in As,,O a and As a S a arsenic is positive, but in FeAs, 
and CoAs 3 arsenic is negative. Similarly among the metals 
there are some Which in compounds with certain elements 
(as oxygen* sulphur) are always positive, while when com¬ 
bined with certain other metals they may bo negative. 

The names given to llio different chemical compounds 
are in most cases easy to learn and understand. In the de¬ 
scription of minerals, in the pages that follow, both the 
chemical names and the formulas are given so us to famil¬ 
iarize the student with each method. 

When there are two or more compounds of the same ele¬ 
ments, the name is usually such as to distinguish between 
them. Thus PbO and PbO„ may each be called oxide of 
lead or lead oxide, but the first is properly had'monoxide * 
or had protoxide* anil the second lend dioxide. 

The following are other examples: 

FeO, iron protoxide* or ferrous f oxide, 

Fe a O s * iron sesquioxide, J. or ferric oxide. 

means an oxide containing one a Trim (from /oJVos, single) 
nf oxygen; dioxide one containing two atoms (from twice); pmtoj- 
ideme .ana the first oxide Oproro?, first) because the first or Lowest of 
the oxides of the given metal in amount of oxygen present; the high¬ 
est oxide is sometimes called peroxide. 

f The terminations -mts and 4c are frequently used for the lower 
a/»d higher oxides respectively. 

J Sesqmoxide means a nue-and-lialf oxide, because the ratio of oxy¬ 
gen to metal is 1 i : l or 3 ; %. 
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FeS aJ iron disulphide. 

Sb 3 S 3 , antimony trisulphide* 

SnCl 4 , tin tetrachloride* 

The following are a few special names with which it is 
desirable to be familiar: 

Xu/), soda, instead of sodium oxide. 

K.,0, potash, instead of potassium oxide* 

CaO, lime, instead of calcium oxide, 

MgO, magnesia, instead of magnesium oxide. 

BaO, baryta, instead of barium oxide. 

Al a O M alumina, instead of aluminium trioxide. 
SiO a , silica,-instead of silicon dioxide, 

A few others might be added to this list. 

It will be helpful to note briefly what are the common 
kinds of compounds found among minerals, so that the 
statement of the chemical composition and formula, given 
under the description of eacli species, may have a definite 
meaning. There are three fundamental divisions: 

L Native Elements.—T his is the simplest case of all, 
that of the elements, a few of which occur in nature and 
are hence called native elements, as native gold, native sul¬ 
phur, etc, 

II. Simple Compounds, usually of two elements; there 
are four prominent classes. 

(1) Sulphides, compounds of a metal with sulphur, as: 

Galena, lead sulphide, PbS* 

Sphalerite, zinc sulphide, ZnS* 

Pyrite, iron disulphide, FeS s * 

Stibnite, antimony trisulphide, Sb a S^ 
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Similar to the sulphides and closely related to them are 
the rare tellurides, arsenides, antimonides, etc., as: 

Altaite,* lead telluride, PbTe. 

Niccolite, nickel arsenide, NiAs. 

Breitlianptile, nickel antimonide, NiSb. 

(2) Chlorides, compounds with chlorine, as: 

Halite (rock salt), sodium chloride, XaCl. 

Cerargvrite, silver chloride, AgCl. 

Similarly the rare bromides and iodides are compounds 
with bromine and with iodine, as: 

Bromyrite, silver bromide, AgBr. 

Iodyrite, silver iodide, Agl. 

(3) Fluorides , compounds with fluorine, as: 

Fluorite, calcium fluoride, (JaF a . 

(4) Oxides, compounds with oxygen, as: 

Cuprite, cuprous oxide, Cu a O. 

Zincite, zinc oxide, ZnO. 

Hematite, iron sesquioxide (or ferric oxide), Fe,0 3 . 

Cassiterite, tin dioxide, Sn0 2 . 

The examples given under some of these heads, as the 
sulphides and oxides, illustrate the important point alread y 
spoken of: that there may be more than one kind of com¬ 
pound, varying in the number of atoms present, for example 
of oxygen, as Cu a O, ZnO, Fe,O a , Sn0 2 . Even with the same 
metal two or more compounds are often known, though 
not always occurring in nature. Thus, besides cuprite, 

♦Some rare minerals, not elsewhere mentioned, are for the sake 
of completeness included in this list. 
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On a O, there is also a mineral called fcenorite whose com¬ 
position is CuG; also the chemist knows FeQ, iron protox¬ 
ide {or ferrous oxide), while Fe 5 0 3 , iron sesquioxide (or 
ferric oxide), is the common mineral hematite. Further, 
there is magnetite, whose percentage composition is ex¬ 
pressed by the formula Fe 3 0 4 , also written FeO,Fe s G 3 ; in 
this last case the chemist's view of the composition is a lit¬ 
tle too complex to be explained here. This, however, only 
illustrates again the limitation to which the beginner is 
subject, since he cannot expect to master all the relations 
of a large and difficult subject without much hard study. 
A little knowledge, however, is useful if it does not make 
the one who possesses it imagine that he lias a deeper un¬ 
derstanding of nature's laws than lie really possesses. 

There may be also, under each of these heads, com¬ 
pounds containing more than one metal, or, on the other 
hand, more than one negative clement, as arsenopyrite, 
FeAsS, which is equivalent to FeAs a ,FeS a . Another 
simple example is cryolite, Na s AIF ft , which is equivalent 
to 3FTaF.AlF 3 * 

We may provisionally include here a series of rather rare 
compounds among minerals, of which class, though nu¬ 
merous, only a very few are alluded to in this book. The 
best example is tetrahedrite, whose formula is Cir Sb^S,, 
which wo may write as if made up of two sulphides, thus: 
40u 2 S*Sb 2 S a , Fyrargyrite, Ag a SbS a or 3Ag a S.Sb a S 3 , is an¬ 
other example* Strictly, these compounds are regarded by 
the chemist as similar to those of the class now to be men¬ 
tioned called Salts, but containing sulphur in place of 
oxygen. 
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III. Complex Compounds, called Salts. —These com¬ 
plex compounds may be referred back in each case to some 
acid , of which the given compound is said to be a salt . In 
these also the metal, usually written first, is the positive 
part, the remainder the negative, in the electro-chemical 
sense in which the terms were used on page 107. The 
metal is thought of as taking the place of the hydrogen 
atom or atoms in the formula of the given acid. The 
principal classes are: 

Carbonates , salts of carbonic acid, 11,00,, in which some 
metal, as calcium, lead, etc., takes the place of the two hy¬ 
drogen atoms, as : 

Calcite, calcium carbonate, CaC0 3 . 

Dolomite, CaMg(00,), or CaCO,.MgCO s . 

Cerussite, lead carbonate, PbC0 3 . 

Sulphates , salts of sulphuric acid, II^S0 4 , and similarly 
chromates, tungstates, molybdates, as: 

Barite, barium sulphate, BaS0 4 . 

Anglesite, lead sulphate, PbS0 4 . 

Crocoite, lead chromate, PbCr0 4 . 

Scheelite, calcium tungstate, Ca\V0 4 . 

Wulfemte, lead molybdate, PbMo0 4 . 

Phosphates , mostly salts of the phosphoric acid H,P0 4 . 
Closely related are the arsenates and vanadates; less closely 
the rarer antimonates and nitrates. The mineral triphylite 
(not common) has the composition LiFeP0 4 or Li 3 P0 4 . 
Fe a (P0 4 ) 2 ; the rare mineral xenotime has the composition 
yttrium phosphate, YP0 4 ; pucherite, also very rare, is bis- 



























THE CHEMICAL CHARACTERS OF MINERALS, 113 


niuth Tanadate, BiV0 4 . Ollier examples are afforded by 
the common minerals: apatite, essentially calcium phos¬ 
phate, Ca 3 P a 0 6 or Ca 3 (P0J fJ ; pyromorphite, lead phosphate, 
Pb 3 P a O e ; mi met it e, lead arsenate, Pb 3 As a Q a ; vanadinite, 
lead vanadate, Pb 3 V a O a . In all of these, however, the com¬ 
position is in fact a little more complex than these simple 
formulas would suggest, since chlorine (and, with apatite, 
fluorine) enters in small amounts* this is again a point 
which it will not he attempted to explain here. 

Less common than the preceding classes are the Tanhi- 
lates and Niobate-s (coinmbates), as: 

T a n tal i to, i ron tan talat e,\FeTa g O R « 

Columbite, iron niobate, FeCb„O fi . 

There is also a group of Borates, mostly very rare min¬ 
erals, 

A very large and important but complex group is that 
of the Silicates. These are salts of several kinds of silicic 
acids, the commonest of which are metasilicic acid, II 3 SiO t , 
and orthosilieie acid, II^Si0 4 , as: 

lihodonite, manganese metasilicate,* MnSiO** 
WilJemite, zinc orthosilieate, Zn a Si0 4 . 

Other silicates are: 

Pyroxene (diopside), CaMg(Si0 3 ) a or CaMgSi a O a , 
Beryl, Be 3 Al 5 (SiO s ) fl or Be # Al a Si ft O l0 . 

These are metasilicates, while the two following are ortho¬ 
silicates: 


* The designations meta - and ortho- are often omitted, and the coin- 

pounds described simply as silicates. 
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Garnet (grossularifce), Ca.Al^SiO,), or Ca 3 Al 2 Si 8 0 J3 . 

Zircon, ZrSi0 4 . 

Also 

Orthoclase, KAlSi s O g . 

Albite, NaAlSi s O e . 

And again 

Andalusite, Al a SiO & . 

Besides the two types first mentioned, there are others, 
as those represented by orthoclase (or albite) and by anda¬ 
lusite, and further still others, many of them very com¬ 
plex and in some cases not clearly understood, notwith¬ 
standing all the study that has been given to the subject. 
All of these points require much more knowledge than can 
be demanded of a beginner in mineralogy. 

As illustrated by the examples given, a silicate com¬ 
monly contains more than one metal, perhaps four or five 
or even more. The same thing is also true of the com¬ 
pounds belonging under the other classes of salts, though 
they are not usually so complex as the silicates; with them 
also, in some cases, two of the negative elements may be 
present. 

In this connection it is also important to understand 
that the relative amounts of the metals present may in a 
given case vary widely, as the amounts of calcium, iron, 
etc., in the different kinds of garnet. For example, besides 
pure calcium carbonate, CaOO, (calcite), and magnesium 
carbonate, MgCO s (magnesite), there are many interme¬ 
diate compounds, to which the general name dolomite is 
given, containing moie or less of the two metals, and for 
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them the formula is then written (Ca,Mg)CO a . For nor¬ 
mal dolomite, however, in which one atom each of calcium 
and magnesium is present, the formula is written CaMgC s Q e 
or CaMg(CO a }„; the difference between these forms (with 
and without a comma) should be noted. So, too, the three 
compounds of lead mentioned under the head of Phos¬ 
phates, namely, the minerals pyromorphite, mimetite, 
vanadinite, have many intermediate compounds contain¬ 
ing in varying amount two of the negative elements phos¬ 
phorus, arsenic, vanadium. 

The formulas of these salts are often written as if sepa¬ 
rated into the corresponding simple oxygen compounds or 
oxides, as CaO.OG tt instead of CuCQ a * The chemist does 
not, however, believe that ilie calcite molecule is made up 
of these two parts, only this method of writing is conven¬ 
ient because these are the parts readily obtained by analy¬ 
sis; in this particular case by simply heating the substance 
it gives off 00.,, and CaO is left behind. 

So, too, we may write either 

CaMg(SiQ 3 ) 3 or C%MgSi s Q fi or CaO.MgO,2SiO fl ; 
Ca 3 Ai 5 (SiO/) a or Ua.Al.Si.O^ or 3Ca0.Al B 0,.3Si0 a ; 
KAlSi^O* or K fl O.Al tt 4.6SiO a ; 

Al s 8i0 6 or Al a O a .SiO u ; and so on. 

Hydrous Compounds. —Finally, tliere are also a large 
number of minerals which yield water when heated; some¬ 
times tins means only that the elements of water (hydro¬ 
gen and oxygen) are present in the complex compound 
and they combine at the high temperature. This is true, for 
example, in talc. 
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In tho majority of cases, however, Hie water is believed 
to be present as water of crystallization, as if water mole¬ 
cules were present with the other molecules when the 
compound was crystallized out from the solution. These 
species are called hydrous compounds , and they as a rule 
give off water at a comparatively low temperature. Thus 
gypsum is hydrous calcium sulphate, and its composition is 
expressed by the formula 

CaS0 4 + 211,0. 

Other examples of hydrous minerals are the zeolites, 
among silicates, mentioned near the end of the chapter on 
the Description of Species. Still another important class 
are the hydrates, or hydrated oxides—that is, oxides which 
yield water when heated. A good example is brucite, whose 
formula is written Mg(OH), or Mg0.1I,0. 

Percentage Composition .—It was shown on p. 104 that, 
from the proportion by weight of the different elements ob¬ 
tained by the analysis of the chemist, the chemical formula 
could be deduced by the aid of the table of atomic weights. 
Conversely, if the formula is given, the percentage composi¬ 
tion , or the amount by weight of each element or group 
of elements present in the compound in one hundred parts, 
can be easily calculated. Thus sodium chloride, or common 
salt, has the formula NaCl, as has been shown, and hence, 
taking the atomic weights of sodium and chlorine, the re¬ 
lation of the weight of sodium to that of chlorine is as the 
numbers 23 : 35.5. Now adding together 23 and 35.5 we 
obtain 58.5, which is called the weight of the molecule, or 
molecular weight. Further, by the rule of three, if 58.5 
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parts of the compound contain 23 parts of sodium, 100 
will contain 39.32 parts: 

y 100 

58.5 : 23 - 100 : 39.32, or — = 39,32; 

5 8, a 

and 

3> i y 100 

58.5 : 35,5 zs 100 : 60.68, or - K ~ 60,68. 

Oo.O 

The percentage composition of sodium chloride is, there* 
fore: 

N a 39,32 
Cl 60,68 
100.00 

Again, the formula of stibnite, Sb % B s f means that two 
atoms of antimony (Sb) unite with three of sulphur (3). 
But the atomic weights of antimony and sulphur are 120 
and 32 respectively. The molecular weight is, therefore, 
equal to 

2 x 120 -f 3 x 32 — 240 + 96 = 336. 

Hence in 336 parts, 240 arc antimony and 96 sulphur, and 
to find the amount of each in one hundred parts we have 
the proportions 

336 : 240 = 1UU : 71.43,0]' ' i40 ^ f; U> 0 = 71.43. 

336 : 96 = lUO : 28.57, or = 28.57. 

The percentage composition is, therefore: 

Sb 71.43 
S 28.57 
100.00 

Again, the formula of one kind of garnet is Ca 3 Al,Si 3 0„ 
or, as it may be written, 30u0. A]jO,-3SiO s . Taking the 
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second form and finding the atomic weights for each ele~ 
menl from the table, adding them together for each group 
of atoms and multiplying by tile factor given, we have: 

3CaO = 3(40 -f l(i) = 3 X 5G = 1GS 

AI 3 0 3 =2 X 3T + 3 X Hi = 54 + 48 = 103 

BSiO, = 3{28 + 2 x 16) = 3 X 60 = 180 

450 

Hence again, by the rule of proportions; 

450 : 108 = 100 : 37.33 
450 : 102 = 100 : 22.67 
450 : 180 = 100 : 40.00 

The percentage composition is, therefore; 

Lime, CaO 37.33 

Alumina, Al li 0 3 32.fi 7 
Silica, SiO, 40*00 

100.00 

If desired it would have been as easy to deduce the 
amounts of the elements ('a, A],Si, O present, but, as stated 
on p, 115, it is more convenient to use the oxides instead* 

Classification. 

There are various methods of classification that may be 
adopted for minerals. The strictly scientific way is to 
arrange similar compounds together, that is, first, the native 
elements; then the sulphides, the oxides, the carbonates, 
and so on. These are further classified by t he relationships 
which a study of the elements and of the crystalline forms of 
their compounds makes known. 
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For example, the following minerals being all carbonates 
are, on a strictly scientific method, placed in the same 
general division: 

Cal cite, calcium carbonate, CaC0 3 . 

Dolomite, calcium-magnesium carbonate, C&Mg(COj a . 
Magnesite, magnesium carbonate, MgCO a * 

Siderite, iron carbonate, FeC0 3 * 

Rhodoclirosite, manganese carbonate, MnCO r 
8mithsonifce, zinc carbonate, Zn00 3 * 

Further, they are all placed side by side in the same group, 
called the Calcite group, because they have the same general 
crystalline form and very nearly tile same angles, e.g,, all 
show rhombohedral cleavage with the angle varying from 
i Jo to: IOTA This is called, therefore, an isomorphoiis 
ifrmip, having like form * and analogous composition. 

Another series of minerals, also in the same division of 
carbonates, form a second isomorphoiis group, the Aragon¬ 
ite group: 

Aragonite, calcium carbonate, CaOQ a . 

Wi thorite, barium carbonate, BaCO a . 

Strontianite, strontium carbonate, SrC0 3 . 

Oerussite, lead carbonate, PbC0 5 . 

A third case is the Barite group of sulphates: 

Barite, barium sulphate, BaSO^ 

CelesfcUc, strontium sulphate, SrS0 4 , 

Anglesite, lead sulphate, PbS0 4 . 

Also, a little loss closely related. 

Anhydrite, calcium sulphate, CaS0 4 , 


* Isomorplious is from ftroS, like, and poptprj. form. 
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The Galena group (galena, argentite, etc.), the Apatite 
group (p. 113), the Feldspar group, the Mica group, are 
other examples. These and many besides are described in 
an advanced work on mineralogy. 

Another method of classification is to place together the 
different compounds of each metal, as all the compounds of 
iron, all those of silver, and so on. Still another way would 
be to put the metallic ores together, the gems, and so on. 
Of these and still other different methods, the most satis¬ 
factory for us is the second, as further explained on a later 
page (p. 158 et set].). 

It will be noticed, in the cases of the two groups taken for 
illustration, that the same composition, calcium carbonate, 
CaC0 3 , belongs to two minerals, calcite and aragonite. 
These are regarded as distinct species because they have a 
different crystalline form and different physical characters, 
e.g., specific gravity. What is true of this chemical com¬ 
pound is true of a number of others. Among minerals, such 
compounds are said to be dimorphous or to have two forms. 
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CHAPTER VI. 

THE USE OF THE BLOWPIPE, 

1. General Description of Apparatus, 

Thu chemist in the laboratory, as has been already ex¬ 
plained, can subject a mineral specimen to a process of 
analysis, and in this way discover, first, what simple sub¬ 
stances or elements it contains, and, second, in what pro¬ 
portion" by weight they are present; in other words, be can 
analyze It, This has been done many times in the case of 
all the minerals we know, and the result has been to show 
what the composition of each species is, and by what for¬ 
mula this can be expressed. 

It is obvious that this method of complete analysis is 
the only satisfactory way to gain a complete knowledge of 
the chemical nature of a given mineral. But the work of 
the chemist is slow and laborious, and it is often important 
to be able to learn something about the com position of a 
mineral more quickly and by an easier method. This can 
be done by the blowpipe, supplemented by some simple 
chemical tests; and any one who is supplied with a few 
tools, and who has the patience to learn to use them, 
can accomplish it. The results of this blowpipe analysis, 
taken in connection with the study of the physical charac¬ 
ters of a given specimen, almost always suffice to enable a 
mineralogist who has a fair amount of knowledge and ox- 
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perience to determine what it really is, even if at first it 
was entirely unknown. 

The following list includes the articles that are most es¬ 
sential for this work: 

1. Lamp. 4. Charcoal. 

2. Blowpipe. 5. Platinum wire. 

3. Platinum-pointed forceps. 6. Glass tubes. 

Also (7) a few chemical reagents as explained beyond. 

After some words of explanation about each of these, several 
other appliances which it is also convenient to have will 
be mentioned. 

1. Lamp .—The most convenient form of lamp is a Bun¬ 
sen gas-burner (Fig. HO); it is provided with a special jet 
(b in the figure). This burner can be connected with any 
ordinary gas-jet by a rubber tube, so as to be placed on tho 
table for use. In the Bunsen burnei 
proper, that is, when the jet b is not 
inserted, the gas mingles in the tube 
with the air which enters at a, and they 
together burn at the top in a very hot 
flame, but one which gives very little 
light and which deposits no soot upon a 
surface of cold glass or porcelain. This 
flame is used by the chemist in the lab¬ 
oratory, and also by the mineralogist in 
heating glass tubes as described beyond. 

Instead of the Bunsen burner an alcohol lamp may be 
employed, and in fact was long used by the early chemists; 
4lcohol, however, is a very inflammable substance, so that 
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its use requires much care. One precaution also must be 
observed with the Bunsen burner: it is best not to turn 
the flame down low (unless the end of the tube is covered 
with a cap of wire gauze), for if this is done the flame is 
liable to "simp down/' that is, the gas may ignite within 
the tube just above a (Fig. 149), It then bums with a 
feeble yellowish flame, yielding a disa- 150. 

grceablo odor, and the tube becomes im¬ 
mediately very liot. This is dangerous, 
not only because a severe burn may 
result from touching the tube, but, still 
more, because if left a few moments the 
rubber tube may be melted, the gas 
ignite from it, and a serious fire be 
caused. Hence it is better never to go 
out of the room and leave a Bunsen 
flame burning even for a few minutes. 

In a laboratory where there is a slate 
table this precaution is not so important. 

When the jet h is inserted in the tube JL, 
of the Bunsen burner the air-supply a | 
from the openings below is cut off and *— 
the gas now burns at the top with the usual yellow flame, 
here flattened by the shape of the jelq the convenient 
flame for ordinary use is about one and a half inches in 
height. This is the flame to be used with the blowpipe. 
Instead of this gas-flame a good stearine candle w ill answer 
the purpose suflicienlly well, or an oil lamp with a suit¬ 
able burner. 

Mo't'ptpe .—A common form of blowpipe ia shown in 
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Fig. 150. It may be very simple and inexpensive, but 
should have an air-chamber, a, to collect the condensed 
moisture from the breath. A separate tip (/>), either of 
brass or platinum, with a fine hole, is often used, but 
it is not absolutely necessary. The essential thing is 
that the hole, whether in the tip or the tube itself, should 
151. be large enough and not too large, and also that it 
should be round and true, so that a moderate pres¬ 
sure of air shall suffice to blow a clear blue flame (see 
Fig. 15*1). A trumpet-shaped mouthpiece (c) is usu¬ 
ally furnished, but some prefer to dispense with it. 

o. Force /'*.—A pair of steel forceps (Fig. 151) is 
needed, and it is desirable that they should be nickel- 
plated to prevent rusting. Ono end has platinum 
points at d, self-closing by a spring, so that tho 
piece of mineral to be heated, placed between them, 
is firmly supported. At the other end are ordinary 
forceps for picking up small fragments; this end 
should never be inserted in the flame. A caution in 
regard to the use of the platinum points is given on p. 130, 
for, though infusible, they can ho easily injured. 

4. Charcoal .—Several pieces of charcoal are needed. 
These are most conveniently rectangular in shape (see 
Fig. 15G) and about four inches long, an inch wide, and 
three fourths of an inch thick. The charcoal must burn 
without snapping and must leave very little white ash. It 
is so difficult to obtain really good charcoal that it is 
well worth while to purchase a few pieces expressly pre¬ 
pared for the purpose, and with care one piece will last for 
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many experiments, the surface being nibbed clean, as by a 
tile or knife* after each it sc. 

5. Pltifimm Wire*—k few incites of platinum wire* of 
the size designated Xo. 27, usually sold for this purpose* 
are needed; directions for its use are given on a later page, 
fn addition to the wire, a small piece of platinum foil is 
sometimes useful. 

(i. ( 71 ass Tubes,- Some tubes of rather hard glass are 
re(]aired; it is convenient to have two sizes, with bores of 
one sixth and one quarter of an inch, but one will suffice. 
The larger size can be cut into pieces about five inches in 
length: the tube will break easily if a single scratch is 
first made with the edge of a three-cornered file. These 
tubes are to be used as open lubes, as explained later. 
Again, pieces a little longer, say six inches, and of the size 
with the smaller bore, may be taken and held with the 
middle point in the hot part of the Bunsen flame. When 
the glass is soft, draw the two ends apart by a quick motion 
(without twisting), and then heat each long tapering end 
in the flame and pinch it off short while hot, using for this 
the steel end of the forceps. In this way two closed tubes 
will be made from each piece; a considerable number 
should be made and kept in a closed box for use. A tube 
must be clean inside and out, and should not be used twice, 

77 Flaxes and other Chemical Reagents* —The chemical 
reagents needed are the jinxes * borax (sodium tetraborate), 
soda (sodium carbonate), and salt of phosphorus, or micro- 
cosmic salt (phosphate of soda and ammonia). Each of 

* So called because l hey help in the melting or fusion of the sub¬ 
stance under examination. 
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those may be kept in a round wood on pillbox* or in a small 
bottle with a glass stopper. A little potassium bisulphate, 
to be kept in a glass bottle, is occasionally needed. Small 
bottles of hydrochloric!, nitric, and sulphuric acids are also 
useful, and one of a solution of cobalt nitrate; these bottles 
may conveniently have a glass dropping-! uhe with a bulb in 
the place of the ordinary glass stopper. 

Test-paper is also required, cot up into small strips, both 
turmeric-paper and blue litmus-paper. The yellow tur¬ 
meric-paper is turned brown by an alkali, sucli as soda, 
while the blue litmus-paper is turned red by an acid or 
acid fumes, as of sulphur dioxide in the open tube, lied 
litmus-paper turns blue with an alkali, but the turmeric- 
paper is better. 

In addition to the above, the following articles will be 
found very convenient, though not all of them quite so es¬ 
sential: 

A small hammer having a square face with sharp edges; 
also a steel anvil an inch or two long. 

A horseshoe magnet (Fig. 152), the place of 
which may be taken by a magnetized knife- 
blade. 

A small agate mortar and pestle; also a 
steel diamond mortar {one in which the pestle 
tits tightly) in which a hard mineral can bo 
pulverized without loss of the fragments. 

A pair of cutting pliers. 

A three-cornered file* 

A few small watch-glasses are convenient; also several 
small dishes of glass or porcelain (smooth butter-plates are 


152. 
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very good) to hold the fragments of the mineral under ex¬ 
amination ; several test-tubes; a porcelain dish* or casser- 
ole, in which a substance can be heated with acid. Also* 
if chemical tests proper are to be tried, a wash-bottle (for 
distilled water), a bottle of ammonia, and some filter-paper. 

Before beginning to experiment it is best to put a thick 
sheet of cardboard, covered each time with a fresh piece of 
white paper, upon the table and place the lamp upon this, 
A slate or a sheet of plate glass is even better than the 
cardboard. 

The student must remember also that the acids men¬ 
tioned are powerfully corrosive in their action, staining 
and finally destroying any fabric, as clothes or the carpet, 
which they are allowed to touch,* Moreover, the fumes 
from the acids when hot are injurious; for any extended 
series of strictly chemical trials it is almost essential, there¬ 
fore, to have some of the conveniences of a laboratory. 
Still another caution is needed: do not put away a piece 
of charcoal after use until it is quite certain that no fire 
lingers in it. 


2. How to Use the Blowpipe. 

The first thing in the use of the blowpipe is to learn to 
blow a hot, steady flame. Place the tip of the blowpipe close 
to or just within the flame as shown in Fig. 153, directing 
it slightly downward, and blow through the tube. The 
blast of air will direct the flame into a thin cone, and with 


* In case of accident the effect of the acid can often be neutralized 
by the prompt application of ammonia or carbonate of soda, which 
may afterward be washed out with a little water. 
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n liltle practice a clear blue flame quite free from yellow 
will be the result. This flame is mncli hotter than the or¬ 
dinary gas-flame, and when the blowpipe is in skillful 
hands it is hot enough to melt a fine platinum wire. The 
hottest part is just at I lie extremity of the blue flame 
(shaded in Fig, 153), 

It seems difficult at first to blow a steady 

flame, but it is really very easy. It is only necessary to 
continue slowly (o breathe through the nose while the 
pressure of the cheeks upon the reservoir nf air kept all 
the time in the month prolongs the blast. This pressure 
need not be great- not enough to tire the cheek-muscles 
sensibly except after a long time; if fatigue soon comes, it 
is because the student is unskillful or has a bad blowpipe. 

It is not wise, however, to give too much thought to the 
learning of the art of steady Mowing; tills will come 
quickly with practice. At the same time it will not do 
to be careless about the character of the flame; the stu¬ 
dent is ready to go on when lie can take a tlnn sliver of 
oithoelase and without great difficulty melt the edges. 

An important distinction must be made between the 
reducing flame and the oxidizing flame* The flame in 
general consists of two parts: the inner blue cone, and the 
outer almost invisible envelope extending far beyond. In 
the former the gas is only partly burned; there is a de¬ 
ficiency of oxygen, and a substance which at that tem¬ 
perature can part with its oxygen is reduced . Here the 
reducing effect is to rob of oxygen, as when oxide of nickel, 
2s iO, is changed to metallic nickel (Ni); or iron sesqni- 
oxide (Fe s O a ) is changed to iron protoxide (FeO), 














Ill the outer part of the flame, on the other hand, there 
is an excess of oxygen from the surrounding air, and the 
tendency is to give oxygen, or to oxidize. Here the lower 
oxide of manganese, MnO, is changed to the higher oxide, 

MnA- 

This distinction between the action of the two parts of 
the flame is very important in a certain class of experi¬ 
ments, The student must notice further that to blow a 
good strong oxidizing flame the tip of the blowpipe should 
be placed just inside the gas-flame, as indicated in Fig, 
153; the flame is then free from any yellow, and the snb- 


153, 154. 



stance under experiment is to be held well beyond the end 
of the blue cone, at d . 

For a good reducing flume, on the other hand, the tip 
should be a little outside of the gas-flame (Fig. 154), so 
that a little yellow follows the flame down, above the blue 
cone; the substance is held at d , within the blue cone, and 
best more or less surrounded by the yellow flame. The 
experiment described on p, 13$ with manganese will show 
the learner with what success lie is following the direc¬ 
tions here given. 

In the following pages the different methods of exami¬ 
nation with the aid of the blowpipe are described fully. 
The student should take them up in order, going through 
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as many as possible of the trials with the minerals sug* 
gested anti endeavoring to obtain the results described as 
closely as be can. It is essential that the material used 
for the experiments should be pure. 


3, Examination in the Forceps. 

A small fragment of a mineral, held in tlie platinum 
points of the forceps, may be tested to see whether it can 
be melted, and, if so, whether easily or with difficulty. At 
the same time it may be observed that the mineral imparts 
a color to the flame which will give information as to its 
composition, while other phenomena, as detailed below, 
may also be noted. 

And here a few important suggestions must be made, 
It is very necessary to remember that while platinum can¬ 
not be injured by the heat of the blowpipe flame, nor 
attacked by the ordinary acids used by the chemist, it may 
yet be easily injured. A mineral containing antimony or 
arsenic, if fused in the forceps, may destroy the platinum 
points, for these metals form a very fusible alloy with 
platinum. Hence it is desirable to try minerals about 
which there is question—especially a mineral with metallic 
luster—iu the closed tube or on charcoal first, and if there 
are fumes given off, caution is needed. 

In any case it is a good rule never to let the fused part 
of the mineral fragment come in contact with the plati¬ 
num; for it may adhere to the points in an inconvenient 
way, even if not capable of doing any permanent harm, 
and thus much time be wasted in cleaning them. 
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Take now a little sliver, if possible with a thin edge, of a 
piece of barite or heavy spar; place it between the platinum 
points?, letting the edge project well beyond them; blow 
a clean blue flame with the blowpipe, and just in front of 
this (in the oxidizing flame, see Fig. 153) insert the min¬ 
eral- It will be seen to melt rather easily to a white 
opaque glass; at the same time the flame beyond will be 
streaked with a pale yellowish green, which is character¬ 
istic of the element barium. Further, if the fused end, 
after it lias cooled, be placed upon a piece of moistened 
turmeric-paper, it will be seen to turn it brown, showing 
the presence of an alkaline earth. 

If a piece of a barite crystal is taken, it is very likely to 
break violently into fragments when the flame is thrown 
upon it. This is called decrepitation and is not uncom¬ 
mon, especially with crystallized minerals. It can often 
be prevented by heating the fragment quite slowly at first, 
but in some cases it is necessary to begin by reducing the 
mineral to a fine powder, then mix it with a drop of water 
in the agate mortar, and finally support the thick paste so 
formed OTi a loop at the end of the platinum wire. 

Scale of FasibHity ,—The method of experiment de¬ 
scribed gives in the first place an approximate determina¬ 
tion of the melting*point or degree of fusibility. The 
following scale is used to define the fusibility of the differ¬ 
ent minerals: 

h S/ibni/e (must be heated on charcoal): fusible in the 
ordinary gas flame even in large fragments. 

2. FatroUte: fusible in fine needles in the ordinary gas- 
flame, or in larger fragments in the blowpipe-flame. 
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3. AlmnndiiCi or iron-alumina garnet: fusible to a glob¬ 
ule without difficulty with the blowpipe, if in quite thin 
splinters* 

4, Aetinolite: fusible to a globule in thin splinters* 

5# Orthodase: thin edges can be rounded without great 
difficulty* 

6. Bronzife: fusible with difficulty on the finest edges. 

The following list gives the names of some minerals, 
most of them common, with the degree of fusibility of each 
according to this scale. It is repeated here that for miner¬ 
als with metallic luster the trial should be in charcoal. 


Stiboi te, galena *.. .*.*... ...--.... 1. 

Cryolite, apopliyllite, pyromorphite... 1.5 

Amblygonite, witherifce, prehnite, ursenopynte. 2. 

Rhodonite, analcite. 2*5 

Gypsum, barite, celestite, fluorite, epidotc.. 3. 

Oligoelase. .,..**...* .... 3.5 

Albite........ 4. 

Apatite, hematite, magnetite.. 5. 

Rronzite*..... fi. 


Inf usible: quartz, calcite, topaz, sphalerite, graphite. 

It may be interesting here to add the temperatures (in 
degrees Centigrade) at which the prominent metals fuse, 
that is, pass from the solid to the liquid state: 


Mercury._ 

... .-39° 

Anti mony... 

450' 



Silver....... 

1020' 

Tin. 

.... 230° 

Copper. ttl , t 

1090' 

Bismuth. 

... 320° 

Gold........ 

1100' 

Lead. 

,.. 330“ 

Iron. 

1500' 

Zinc. 

... 420° 

Platinum ,. * 

2000' 
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The student must be warned that the method of express¬ 
ing the Fusibility of a mineral, by referring it to the scale 
given, is not exact* The results obtained in different cases 
will depend upon the size and shape of the fragment 
taken, the conductivity for heat, also obviously upon the 
skill of the experimenter. 

PI awe-coloration *—Besides the fusibility, this experi¬ 
ment with a fragment of barite in the forceps serves to 
prove the presence of barium by the color given to the 
flame. It is found that a considerable number of sub¬ 
stances are characterized in the same way, hence the flame 
coloration becomes a simple and important means of quali¬ 
tative blowpipe chemical analysis. 

Color of the Flame. The following is a list of the colors 
likely to be observed and the substances to which they are 
rl ue: 


( Cftnnuic-red.,* .Lithium, 

! Purple-red .,. ., 81rontium. 
I } ~eltoiv ish red , . ( laid u m, 



Sodium. 


Y el low 


' 1 0 1 lo w is ft gree n . B ar i u m. 

8 isk i n e-fj ree n... B oro n. 

Emerald-green . .C opper. 

Bluish green. . ..Phosphoric acid and phosphates. 
Green is ft blue ,.. Ant i mon y, 
f I It if isk blue .... A rsenic. 

i Azure-blue . Copper chloride. 

Violet . Potassium. 


It may be noted here that the blue flame of copper 
chloride is sometimes used as a test for chlorine. For ex- 
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ample, if powdered pyromorpbite be mixed with a little 
cuprite, also in the form of powder, and the mixture bo 
fused together upon charcoal, a blue flame will be obtained 
for a moment, indicating that the pyromorpliite contains 
some chlorine. 

A bluish-green flame is also given by tellurium: yellow- 
green by molybdenum; whitish green by metallic zinc. 
Blue flames are also given by lead (on charcoal) and by 
selenium* 

The color characteristic of a given substance is often 
masked by another; thus the green due to the boron in 
borax is concealed by the stronger yellow of the soda, but 
may be seen clearly if a drop of sulphuric acid is placed on 
the substance, before heating. Similarly* the same treat ¬ 
ment shows the bluish green of the phosphorus in salt of 
phosphorus, which also contains soda. Further, a difficultly 
fusible, or infusible, mineral is often not sufficiently de¬ 
composed by simple beat to show the flame-color, and 
hence a more complex method is called for; thus a 
fragment of apatite, first moistened by sulphuric acid,gives 
in the forceps the green for phosphoric acid. Again, orlho- 
claseinay be mixed with an equal bulk of powdered gypsum, 
a paste made with a little water, and this fused on a clean 
platinum wire, when the violet flame of potassium becomes 
visible, unless indeed masked by soda, in which case a 
piece of blue glass will extinguish the yellow and allow the 
violet to beseem Further, the test for boron applicable 
to the silicate tourmaline is given under the description of 
that species* 

In the case of carbonates* as calcite, strontiumte, etc., a 
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drojn of hydrochloric acid will result in the formation of a 
little chloride (of calcium, strontium, etc,), which colors 
the flame more intensely. It is obvious that great care is 
needed to keep the platinum points of the forceps, or the 
wire, perfectly clean, A wire which has been handled or 
moistened with saliva will always give a yellow (sodium) 
flame. 

At the same time that he tests the fusibility and flame 
color of a mineral, the student must keep his eyes open to 
note other attendant phenomena. Some of the points he 
may observe are the following: 

The fragment, instead of fusing quietly, may 
(rf) Swell up, throw out little globules or curling pro¬ 
cesses, as stilbite. 

{b) Li fume* cc; that is, bubble up and then fuse’, as 
scapolite and most zeolites. 

(c) Exfoliate ; that is, swell up and open out in leaves, 
as apophyllite and, even more, vermieulite. 
id) Glow brightly, without melting, as ealcite. 

Also the fragment after being heated must be examined 
to see whether, if fused, the glass is clear, full of bubbles 
(then often called blebbg i or vesicular), or even black; 
whether it has changed color, even if not fused; whether 
it is magnetic (due to iron) ; whether, if placed on moist¬ 
ened turmeric-paper, it turns it brown, as is true of an 
alkali, as soda, or an alkaline earth, as lime or baryta. 

Finally, a few infusible substances turn blue when, after 
being heated, they are moistened with a drop of cobalt 
solution and again heated; this is true of cyanite, kaolin, 
and other infusible minerals containing alumina. Calamine 
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(zinc silicate) also turns blue under these circumstances. 
A blue obtained with fusible minerals treated in this way 
may be simply due to the cobalt (see p. 138). Further, 
some minerals containing magnesia, as the hydrate bmcite, 
with similar treatment turn a pale pink. 


4, Use of the Platinum Wire* 


Wind the platinum wire about a small piece of card,* 
leaving some three inches free; then bend the end par- 
155. tially around so as to make an open loop nearly as 
O big as a very small pea (Fig, 155), it is now ready 
for use. Heat this in the blowpipe-flame and 
. dip it into the borax: some will adhere, which is 
then to be fused together to a colorless glass. Then 
add a little more, and repeat the operation until i he 
bead is clear and round and fills the loop entirely; 
it must not be too big or it will fall olf the wire. 


Now take a little cuprite or malachite in very tine frag¬ 
ments, heat the bead and bring it in contact with one of 
them; it should adhere, and when heated again in the 
flame—it should now be held in the oxidizing fame - it 
will slowly dissolve and disappear (note the emerald-green 
flame of the copper). Now examine the bead, and if the 
quantity of the copper mineral was very small it will be 
found to be clear green while hot, and blue when cold. 
If a larger amount was taken or is now added, and the 


* Instead of this, the wire may perhaps letter be cm into short 
pieces (say three inc hes or less in length', and each fused into a glass 
lube drawn out as described on p. 125, 
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bead again heated* it may remain green on cooling, or even 
he so deeply colored as to appear black and opaque. In the 
last case the color may often be seen if the bead is heated 
hot and quickly flattened out by the pressure of the agate 
pestle. Tn every case it is best to commence with a very 
minute portion and then add more, rather than to take so 
much that the bead is black, ff too much has been taken* 
it is best to shake oil the bead from the wire by a sudden 
motion when hot, or break it when cold, and commence 
again. 

Suppose now that the bead is deep green and contains a 
relatively large amount of copper, or is mhtrated, as it is 
called. Hold it in the reducing flame (see Fig. 154), and 
beat again. Now the oxygen needed to burn the gas 
will be taken in part from the oxide of copper (OtiO) in the 
bead and part of it will bo changed or reduced to the 
lower oxide of copper, Cn 2 0, which will show red and 
opaque when the bead is cold. 

After having obtained this red opaque bead it will be 
good practice to heat it again carefully in the oxidizing 
flame until the bead is once more perfectly clear and 
green in color. The color of the borax bead thus is a test 
which cau prove the presence of copper, and similarly also 
of a number of the other metals. 

The following is a list of the common metallic oxides 
and the colored beads that they yield. The distinction 
between the oxidizing flame (0. F.), which is to be used 
first, and the reducing flame (R. F.) is to be carefully ob¬ 
served. Thus nickel gives a violet bead in the 0, F. from 
the oxide I?10, while in the It. F. this becomes gray and 
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muddy from metallic nickel. Also manganese gives in the 
0* F. a deep wine-red, from the presence of the sesqnioxide 
(MUjOj), and in the R. F. it becomes colorless, the pro¬ 
toxide (MnO) being formed. 


Red, red-brown, 
and brown. 

Colors of the Borax Beads, 

(1) OXIDIZING FLAME (o. F.). 

Chromium (Cr*0») when hot; yellowish green 
when cold* 

Mat) gai i esc (M n 9 0 3 ) a m etli yst i n e - red; violet w 1 ten 
hot. 

Iron (FCyO*) when hot; yellow when cold, when 
saturated. 

Nickel (NiO) red-brow d to brow n w hen cold; vio¬ 
let when hot. 

Uranium (U0 3 ) when hot; yellow on cooling. 

Green* 

Copper (CnO) when hot; blue when cold, or 
bluish green if highly saturated. 

Chromium (Cr a f).,j when cold; yellow to red, hot. 

Yellow. 

Iron (FejO a ) when hoi; pale yellow or colorless 
when cold (if sat urn led, red-brown and yellow). 
Uranium w hen hot and feebly saturated; paler on 
cooling* 

Chromium (Cr a 0 3 ) w hen hot and feebly saturated; 
yellowish green when cold. 

Blue. 

Cobalt (CoO) hot and cold. 

Copper (CnO) when cold; green when hot. If 
highly saturated, bluish green when cold. 

Violet* 

Nickel (NiO) hot; red-brown to brown cold. 
Manganese (Mn 2 O a ) hot: violet-red cold. 

(2) REDUCING FLAME (R P F.), 

Colorless. 

Red 

Green* 

Manganese (MnO), or with a faint rose-color. 
Copper (CuaQ) opaque. 

Iron (FeO) bottle green. 

Chromium (Cr 2 O a ) emerald-green. 

Uranium {U*O b ); yellowish green if saturated. 

Blue. 

Gray or turbid. 

Cobalt (CoO). 

Nickel (Ni). 
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It may be added that many of the common metals, both 
0, F. and Ih F., as silver, zinc, lead, etc,, further silica, 
etc,, give colorless beads. 

To expel the arsenic, antimony, or sulphur, the process 
of roasting is performed. This consists in heating the 
powdered substance on charcoal cautiously, so as not to 
fuse it, first in the 0. F., then in the R. F*, and repeating 
this a number of times patiently. The mineral should 
still be in the state of a powder at the end. 

It must he noticed that when two metals are present 
together, the color of one may not bo seen; thus, if iron, 
nickel, and cobalt: are all in the substance under examina¬ 
tion, the colors are observed in the order given, if each 
metal in turn is oxidized off by skillful treatment on char¬ 
coal with successive portions of borax. 

Salt of phosphorus is used especially for some of the 
rarer elements; in general the results are nearly the same 
as with borax. The following may he noted : 

Titanium (TiOJ, in 0. F. yellow hot, colorless cold; in 
R. F. yellow hot, fading out to a delicate violet. 

Chromium (Cr^OJ, in 0. R red when hot, dirty green 
on cooling,fine green when cold; in R. F. nearly the same. 

Uranium, in 0, F, yellow when hot, yellowish green 
when cold; in R, F, yellowish green when hot, and green 
cold. 

Vanadium $ in 0. F. dark yellow when hot, paler on 
cooling; in R. F. brownish red when hot, chrouie-green an 
cooling. 

Mohjitienmn, in 0* Y\ yellowish green hot, paler on 
cording; in II, F, dirty green hot, green when cold, 

Xiobium {roUunhium) s in 0. F. yellow when hot if 
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slightly saturated, colorless on cooling; hi R. F, dirty blue 
when hot, and blue cold if highly saturated. 

It is also to be noted that silica (as quartz) or a silicate 
does not dissolve entirely in salt of phosphorus, as in 
borax, but the metallic oxides dissolve out and leave a 
skeleton of silica floating around in the bead. 

The making of the salt-of phosphorus head on the wire 
calls for a little skill. The salt contains considerable 
water of crystallization, and when first heated it melts in 
this and becomes so fluid as to fall from the wire; lienee 
small quantities should be taken and fused till the boiling 
1ms ceased before more is added; also, and this is particu¬ 
larly important, during the preliminary process hold the 
bead just over the flame, not in it, then the vapors ex- 
pel led will support the fluid head and keep it from falling. 

Soda is particularly useful on charcoal in reducing the 
metallic compounds as described below. With manganese 
in the oxidizing flame soda gives a line bluish-green but 
opaque bead. The soda beads in general are opaque, but 
with silica a clear glass may be obtained. 

5, Use of tiie Charcoal. 

A piece of charcoal such as has been described on 
p. 124 is very useful in the chemical examination of 
minerals with the blowpipe. It forms a support, in the 
first place, upon which a deposit may be formed of the 
volatile compound formed by heating the substance. 
Besides this the glowing carbon has what has been called 
(p, 128) a powerful reducing effect, tlmt is, it takes 
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oxygen (or other dements) away, and sometimes without 
dher means this suffices to produce the metal from its 
compound. Thus cuprite (Cu a O), or red oxide of copper, 
is reduced to metallic copper by heating on charcoal; 
similarly dial cocite (Cu^S) may be treated with the same 
result; eerurgvrite (AgCl) yields metallic silver. 

i nstead of charcoal a plate of plaster of Paris, or one of 
the metal aluminium, is sometimes used as a support in 
place of the charcoal, but it is not often that there is any 
advantage in this substitution. 

The way in which the charcoal is used and the chemical 
principles involved will be made clear by a few examples* 


156. 



The fragment of mineral used should be placed near 
one end of the rectangular piece of charcoal (see p. 124 
and Fig, 13G) and held so that the flame will sweep down 
the full length. This will give a volatile substance, if one 
is formed during the heating, the best opportunity to 
deposit when on the cooler surface. It is not necessary to 
make a deep hole; often a short scratch made across the 
charcoal with a sharp edge is sufficient: against this the 
fragment is blown by the flame. When the fragment per¬ 
sists in jumping off it may sometimes be held in place by 
a very little borax fused to it beforehand while it is held 
in the forceps. 
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Take a piece of stibnite (sulphide of antimony, Sb a S 3 ), 
and place it on the charcoal and heat (gently at first, for it 
is likely to fly to pieces, or decrepitate), it will fuse very 
easily, for it stands first in the scale of fusibility, and 
while melting, and with further heating after fusion, it will 
give oil a cloud of white fumes. These become dense, and 
collect as a white coating over the coal; the black surface 
seen through the white will on the edges give the effect of 
blue. If the heating is continued, the mineral will en¬ 
tirely disappear, or, in other words, it is entirely volatilized. 
.Such a coating is called a sublimate, and in this case it 
consists of the antimony trioxide (Sb v 0 3 ) formed by the 
union of the antimony with the oxygen of the air; the 
compound produced at the same time by the combination 
of the sulphur and oxygen, sulphur dioxide (>SO a ),goes off 
as a gas in the air. If now the reducing flame is thrown 
for a moment against the white coating, it is burned off 
with a bluish flame. The action of the flame is to reduce 
the oxide to the metal (Sb), which is instantly volatilized, 
and as it goes off it is again oxidized. 

Again, take a fragment of orpiment, sulphide of ar¬ 
senic (As a S s ), and treat it in the same way. The result is 
somewhat similar; it fuses easily, giving white fumes (of 
As a O g ), and it is also entirely volatile. Hut now a strong 
disagreeable odor will be perceived as the fumes are 
formed; this is usually described as a garlic, or alliaceous, 
odor; it is characteristic of arsenic, and is always produced 
when the metal is volatilized and arsenic trioxide (As a () a ) 
formed. The odor serves to distinguish the two cases just 
described; but more than this, the white coating will be 
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perceived to lie this time nmeh farther from the flame 
than the oxide of antimony* because it is more volatile 
and can be deposited only where the coal is comparatively 
cool* 

A third trial may be made with arsonopyrite. It gives 
off as it is heated a cloud of white fumes with the same 
peculiar penetrating garlic odor, and the white coating of 
arsenic trioxide forms at a distance on the coal. There 
is, however, a residue in this case which soon fuses to a 
grayish black globule which when cold is found to be 
magnetic, proving the presence of iron* The mineral con¬ 
sists of iron, sulphur, and arsenic {the formula is FeAsS). 
Part of the sulphur is driven off (as SOJ, and after some 
time all the arsenic, while a magnetic compound of iron 
and sulphur (with perhaps a little residue of arsenic) is 
left behind. 

Another trial may be made with sphalerite or zinc 
blende, but to succeed now the mineral should be pulver¬ 
ized first, since it is infusible before the blowpipe and 
the compound is only with difficulty decomposed on char¬ 
coal. A little of the powder placed in the scratch and 
carefully heated (lest it be blown away) will cohere 
together and presently, if the flame is hot, a coating will 
be formed over the powder and just about it on the coal. 
If the powdered mineral is first mixed with two or three 
times its volume of sodium carbonate, It is then more 
easily decomposed and the sublimate obtained. This 
coating, which consists of the oxide of zinc (ZnO), lias a 
bright canary-yellow color when hot, but becomes white 
on cooling. If the coating is thin, it might sometimes be 
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mistaken for the charcoal ash (although good charcoal 
gives very little), and confirmatory evidence can be ob¬ 
tained by letting a drop of cobalt nitrate fall upon it, 
when, if again heated in the oxidizing flame, it will assume 
a bright green color characteristic of zinc. Still again, if 
the coating of zinc oxide, as at first obtained, is heated 
with the reducing flame, it is reduced, the zinc volatilized 
yielding a characteristic bluish-green flame. It may be 
repeated here that a fragment of calamine (zinc silicate) 
vields a similar sublimate, but the mineral itself becomes 
blue when heated after being moistened by the cobalL 
solution. 

A fragment of galena should also be tried on charcoal. 
It will fuse very easily, and immediately about it there will 
form a yellow coating of the oxide of lead (PbO), while 
farther oft there will be a white coating of lead sulphate 
(PbS0 4 ) formed by the union of the PbO and »SO„ in the 
presence of the oxygen of the air. 

Further, lead is what is called an easily-reducible metal: 
that is, its compounds are rather easily changed to the 
metallic state under the action of heat, as on charcoal; 
hence continued heating yields globules of metallic haul. 
A little soda on the galena hastens the production of the 
metal, and at the same time it is noted that the yellow 
coating is more distinct, while the white fumes are nearly 
absent, for now the soda unites with the sulphur of the 
galena. 

Again, a fragment of ruby silver—either the dark red 
(pyrargyrite) containing silver, antimony, and sulphur, or 
the light red (proustite) containing silver, arsenic, and 
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sulphur—may be tried. It will fuse easily, and give oiT 
white fumes of either the oxide of antimony or arsenic 
according as to which mineral was in hand* and the dis¬ 
tinction is easily noted as before described. A black 
globule will be left behind; and if now some sodium car¬ 
bonate be poured over this on the coal, and the mass heated 
persistently till the globule is fused in it, presently, after 
rather long-continued blowing, a white globule, or perhaps 
several, will bo seen moving about in the fused soda. By 
removing the fused mass from the charcoal and crushing it 
in a mortar, the metallic silver is readily separated. Tt 
will be found that the globule is white like silver, and 
remains bright (not oxidizing readily), and it is malleable. 
That it really is silver may be proved by chemical means, 
for it dissolves easily in nitric acid, and the addition to the 
solution of a drop of hydrochloric acid causes a white 
curdy precipitate of silver chloride to separate at once. 
The reddish coating, on the coal, of the silver oxide formed 
during the process is sometimes distinct. From some 
silver minerals, as the chloride, cerargyrite (also called 
horn-silver), the metal is obtained at once by heating on 
charcoal. 

A mineral containing copper will yield metallic copper 
on charcoal when heated with the soda. This may be 
either in small globules or as a thin crust. When exposed 
to the air the copper becomes coated with the black oxide, 
but it is easily recognized, being malleable in the anvil, 
and showing when rubbed its peculiar red color. 

Cassiterite or tin-stone, first powdered, for it is an infusi¬ 
ble and refractory mineral, and then heated with soda, will 
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give minute malleable globules of vteiattir Ha. These are 
at first nearly as white as silver, hut soon oxidize and 
become dull; with a little nitric acid in a watch-glass they 
yield an insoluble white powder of tin dioxide. The 
reduction is more easily accomplished if potassium cyanide 
is added to the mixture, but it is a very poisonous sub¬ 
stance, and its use hardly to be recommended outside of 
the laboratory; The tin globules may not be very con¬ 
spicuous in the soda, but are easily separated from the soda 
by crushing and washing in a mortar; the soda and char¬ 
coal are washed oIT and the heavy tin particles left behind. 

Besides the coatings mentioned in these examples, the 
following must be mentioned: 

Bismuth gives a volatile sublimate, which is dark orange- 
yellow when hot and lemon-yellow when cold. Mixed with 
equal parts of potassium iodide and sulphur and heated in 
the 0. F., a beautiful red sublimate of bismuth iodide is 
deposited. 

Molybdenum gives a sublimate which is yellow when hot 
and white on cooling; this is volatile in the 0. F., leaving 
a copper-red stain of the oxide; if touched for a moment 
with the R. F, a beautiful azure-blue is obtained. 

Cadmium gives a sublimate red-brown near the frag¬ 
ment and orange-yellow at a distance from it; the subli¬ 
mate is volatile. 

Selenium and selenides given very disagreeable odor (like 
decaying horse-radish) which is highly characteristic. 

Soda is also used on charcoal with the group of com¬ 
pounds called sulphates } to prove the presence of sulphur, 
A little of the pulverized mineral (as barite) fused with 
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Jh& soda yields a mass of a liver-brown color (called hepar), 
which, removed from the coal and placed with a drop of 
water on a silver coin, will stain it black. This is explained 
by the action upon the silver of the sodium sulphide 
formed on charcoal. It is essential that the soda itself 
should be free from sulphur; and further, since this may 
he contained in the illuminating gas employed, a prelimi¬ 
nary trial should be made with soda alone; if this gives no 
action on the silver, then the final result with this, if show¬ 
ing the presence of sulphur, can be trusted. 


(h Vm of tite Closed and Open Tubes. 

The tubes in blowpipe work are chiefly used in the 
examination of minerals which yield on heating a volatile 
substance; this in most cases is condensed in the colder 
part of the tube. There is an important distinction to be 
observed between the use of the closed and the open tube. 
The closed tube contains but very little air, and this is 
driven out with the first puffs of gas from the heated 
mineral, and lienee what goes on takes place without much 
effect from the oxygen of the air. 

In the case of the open tube, on the contrary, if held in 
the proper inclined position, there is a constant stream of 
hot air (that is, of oxygen) which passes up the tube and 
over the heated mineral fragment. A few examples will 
show how tins principle is applied. 

Place a little fragment of sulphur in the closed tube and 
heat it gently. At once it is fused and converted into 
sulphur vapor which rises in the tube and soon condenses* 
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giving a dark orange-red ring of liquid sulphur, which 
becomes light yellow as it cools and solidifies. Here there 
has been no change, simply the volatilization of the 
sulphur. 

Now place a fragment in a rather large open tube, about 
an inch from the end; incline the tube as much as possi¬ 
ble without causing the fragment to slip out, and heat it 
very slowly. The sulphur fuses as before, but the hot 
oxygen which passes over it unites with it, forming 
sulphur dioxide (S0 9 ), an invisible gas which rises through 
the tube and comes out of the open end, giving the usual 
sulphur odor (it should be inhaled with a little caution); 
further, the acid fumes of this gas will turn a piece of blue 
litmus-paper bright red. It is difficult to heat the sulphur 
slowly enough to prevent the formation also of a ring, as 
in the closed tube, simply because it is easily volatile: that 
is, it goes off into gas very readily, and the oxygen can 
hardly be supplied fast enough to oxidize it all. 

As a second example, take a small piece of as pure cinna¬ 
bar as can be obtained (it often occurs with clay as a gangue, 
as it is called, and this may give off water and obscure the 
result). The cinnabar is sulphide of mercury, HgS, a 
substance which is converted into vapor when heated out 
of contact with the air. In the closed tube we get at once 
a black ring, or sublimate, of mercury sulphide which, like 
the sulphur, was first volatilized and then condensed where 
the tube was cooler. This black coating becomes reddish 
if rubbed. In addition to it there may be also a faint gray 
deposit above of metallic mercury, because of the small 
amount of air in the tube at the start (see beyond). 
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Xow place a fragment in the open tube and heat it, this 
time also very slowly and carefully. Gradually the cinna¬ 
bar disappears, while the sulphurous fumes can be per¬ 
ceived at the end of the tube, as in the other case. But 
more than this, a little above the fragment a faint deposit 
begins to form, growing more and more distinct, and 
finally, when seen by reflected light, it appears as a shining 
mirror. This is ;metallic mercury in the form of minute 
globules coating the glass : that it is mercury can be proved 
even to the skeptical by cutting the tube carefully near the 
deposit (by first scratching it with a file) and then rub¬ 
bing the deposit with a match-stick. The minute globules 
unite to form a few large ones which will run out of the 
tube, when tipped up, and on to the hand. As before 
remarked, a little of the metallic mercury may be noted 
for the same reason in the closed tube. 

It is not difficult to explain what has happened in this 
ease. The hot oxygen passing over the heated mineral has 
united with the sulphur to form sulphur dioxide (SO.,), 
while the mercury thus left alone has been driven off as 
vapor by the heat and collected where the cube was cool 
enough to allow of its condensation. Very likely in this 
case too, unless the heating is very slow, a little sulphide 
of mercury will go off without change and form a black 
ring in the closed tube, but by gradually heating this, 
keeping the tube in the same position, it is driven up the 
tube, more and more of the sulphur being oxidized, until 
nothing but the pure metallic mirror of the mercury is 
left. 

This experiment succeeds best if the tube is first heated 
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quite hot a little above the mineral and then the heating 
of the fragment carried on very slowly and carefully. If 
the powdered cinnabar be mixed with soda (first dried to 
expel the water), and then introduced into the closed tube* 
and heated, a sublimate of metallic mercury is very 
readily obtained. 

Again, take a fragment of galena; in the closed tube it 
undergoes no change and no sublimate is formed. If, 
however, another fragment is placed in the open tube, al¬ 
though no sublimate is produced here, some of the sulphur 
is oxidized and the sulphurous fumes can be perceived by 
the odor or by their reddening effect on litmus-paper. 
This method is consequently a general method of testing 
for sulphur in the class of compounds called sulphides. 

A fragment of orpiment, sulphide of arsenic, As„S,, 
heated in the closed tube is melted, volatilized, and forms 
a beautiful red ring of sulphide of arsenic. Heated in the 
open tube (very slowly), both sulphur and arsenic are 
oxidized; the sulphur gives as always SO,, while the ar¬ 
senic yields a white deposit of minute octahedral crystals 
of arsenic trioxide (As a O,) spangling in the light. This 
sublimate is very volatile and lienee may be driven farther 
and farther up the tube when heated. 

Arsenopvrite, FcAsS, in the closed tube gives a trace of 


* In a case like this where the substance is in powder, it can he 
introduced into the tube without soiling the tube (which is quite an 
important matter) if a little trough he made by folding once a 
narrow strip of paper ; then place the substance in this and insert it 
in the tube carefully, this being held in a horizontal position; 
now when the tube is turned into a vertical position the powder 
will fall to the bottom and the paper cau be removed. 
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a white sublimate of the oxide of arsenic, but more dis¬ 
tinctly at first a dark red deposit of sulphide of arsenic 
(As,S 3 ), which, if the heating is stopped and the tube 
allowed to cool, becomes a rich red color. I: the heating 
is continued, the arsenic now goes off alone and forms a 
shining mirror of crystalline scales of metallic arsenic. 
The residue is magnetic and consists of iron and sulphur 
chiefly. 

In the open tube, heated slowly, part of the sulphur 
goes off as sulphur dioxide, while the arsenic gives a white 
crystalline deposit of As 2 0 3 , and the same magnetic res¬ 
idue as before is left behind. This case illustrates again 
the important difference between the use of the open and 
closed tube. 

Another good example is given by stibnite, Sb a S,. In 
the closed tube it is all volatilized and gives a dark red 
sublimate, most of which is a complex compound called 
an antimony oxy snip hide (2Sb 2 8 3 .Sb 4 0 3 ). The presence 
of this is explained by the fact that the oxygen in the 
small amount of the air contained in the tube is enough to 
unite with the sulphide of antimony and form the com¬ 
pound named. 

In the open tube both sulphur and antimony are oxi¬ 
dized. The sulphur gives sulphur dioxide (S0 2 ) and the 
antimony gives antimony trioxide (Sb 2 0 3 ), which forms as 
a dense white powdery deposit which is not volatile when 
heated by the flame. It is thus easily distinguished from 
the arsenic trioxide, which is crystalline and spangles in 
the light instead of being a dull powder; while the oxide 
of arsenic too is, as before stated, very volatile. The dis- 
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tinction between the sublimates of antimony and arsenic 
formed on charcoal should be recalled (see pp. 142, 143). 

Of other rarer substances it may be mentioned that 
selenium gives a dark red, nearly black, sublimate in the 
closed tube with its peculiar disagreeable odor at the open 
end; in the open tube the sublimate is steel-gray, the 
upper edge red with perhaps white volatile crystals of the 
oxide. 

Tellurium in the closed tube condenses in small drops 
with metallic luster; in the open tube a gray sublimate is 
formed which fuses to colorless drops, becoming solid on 
cooling. 

Pyrite, iron disulphide, FeS„, when heated in the closed 
tube gives off about half its sulphur which condenses in a 
ring like that just described. Heated slowly in the 
open tube, the sulphur which is driven off may be all oxi¬ 
dized to SO,. A magnetic residue is left in both cases. 

* 

A few other uses of the tubes must be mentioned here. 

A mineral containing wafer, when heated in the closed 
tube, gives off the water vapor which condenses as drops 
of water in the upper part of the tube. A change in the 
appearance of the mineral may take place at the same 
time. Thus a piece of limonite, or hydrated oxide of iron, 
gives off its water and turns red, for it is now the an¬ 
hydrous oxide of iron, like hematite, which has a red 
powder. In a few cases, as with some sulphates, the water 
has an acid reaction and turns blue litmus-paper red. It 
may be added that the higher oxide of manganese (MnO, 
—the mineral pyrolusite) gives off oxygen in the closed 
tube. 
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Fluorine is usually tested for in the closed tube, the 
powdered mineral being mixed with previously fused lb- 
sulphate of potash and then heated; the hydrofluoric 
acid given oil attacks the glass or, as it is usually ex¬ 
pressed, etches It. 

A few minerals, as IIuorite, phosphoresce in the tube, 
that is, give out a yellow or green light when held, after 
slight heating, in a dark spot# Also, as another phenom¬ 
enon sometimes noted, the fragment when heated in the 
tube may glow brightly. 

The more of the experiments with the minerals named 
the student performs the better, for knowledge thus ob¬ 
tained by experience is much better than knowledge 
learned from a book, A list of the minerals particularly 
useful for blowpipe work is given in an Appendix at 
the close of this book. Any one who has mastered the 
elements oC blowpipe work and who is interested in learn¬ 
ing more should turn to a manual of blowpipe analysis, 
where he will find many more tests and reactions and 
more minute directions for the work in general The work 
of Professor Brush on Determinative Mineralogy may be 
particularly recommended. 


7, Chemical Examination by Acids and other 
Rear ents. 

In addition to the various methods of chemical examina¬ 
tion already described which can be made by means of the 
blowpipe, there are a few other chemical tests so easy to 
apply that the mineralogist should be in a position to use 
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them. The reagents most needed are the three acids, 
hydrochloric, nitric, and sulphuric, perhaps also a little 
ammonia. In most cases it is best to use the strong acids, 
but often these diluted with an equal volume of water 
answer every purpose, A few test-tubes are also required, 
and sometimes a porcelain dish or casserole. The caution 
in regard to chemical reagents already mentioned (p. 127) 
is to be carefully observed. 

Solubility in Arid .—The question as to whether a min¬ 
eral is soluble in one of the acids named is often of 
great importance. To test the solubility hydrochloric acid 
is generally used, except with metallic sulphides and some 
other minerals containing prominently one of the heavy 
metals (lead, copper, silver, etc,); for these latter nitric 
acid is usually better. The mineral should in general be 
pulverized as finely as possible in the agate mortar and in¬ 
troduced into a large test-tube, some acid poured on, and 
the whole carefully heated over the Bunsen Jlamc, the tube 
being shaken gently during the process. 

It must be remembered here that the acid fumes in the 
air are injurious to breathe and will act corrosively upon 
surfaces of brass in the neighborhood; lienee such tests 
can only be tried with caution unless the conveniences of 
the laboratory are at hand. 

Various results may be noted during this trial: 

A, The mineral may dissolve quietly with or without 
coloring the solution; this is true, for example, of hema¬ 
tite, also of many of the sulphates and phosphates. 

B. There may be a bubbling off or effervescence of a gas. 
This gas is usually ear bon dioxide or carbonic-acid gas 
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(CO,); but may be hydrogen sulphide or sulphuretted hy¬ 
drogen (II,S). Also chlorine may be liberated, or reddish 
fumes of nitrogen. 

C. There may be a separation of some insoluble sub¬ 
stance, as sulphur, silica, etc. These points will now be 
spoken of more in detail. 

Effervescence with Carbon Dioxide .—This resembles the 
bubbling observed, for example, in a glass of soda-water, 
due to the escape of this same gas liberated because of the 
relief of the pressure which kept it dissolved in the water 
in the tank. This is an easy and important test for the 
carbonates. Some of them dissolve in cold acid and even 
in lumps without being first pulverized. This is true of 
calcite, but is not true of dolomite and siderite, which re¬ 
quire to be pulverized or heated, or both; hence this is used 
as a means of distinguishing between them. The carbo¬ 
nates of copper and lead should be tried with nitric acid. 

Effervescence with Hydrogen Sulphide .—Most metallic 
minerals, as stated above, will be treated with nitric acid, 
but some not having a metallic luster, sphalerite for exam¬ 
ple, may be put into hydrochloric acid. In this case the 
reaction produces the gas hydrogen sulphide, while zinc 
chloride goes into solution. This gas bubbles oif like car¬ 
bon dioxide, but its disagreeable odor, resembling that of 
rotten eggs, shows at once what it is. 

Chlorine , easily detected by its peculiar odor, is given 
off in some cases, as when the oxides of manganese are 
heated in hydrochloric acid. 

Xitrogen Peroxide, giving a peculiar red color and suffo¬ 
cating odor, is liberated when many metallic sulphides (as 
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chaleopyrite), also a few other compounds, as cuprite, are 
treated with nitric acid. 

Separation of Sulphur. —A number of sulphides, as for 
example pyrite, dissolve in nitric acid with the separation 
of particles of sulphur which usually cling together and 
float on the liquid. It may he added that this is also true 
of chalcopyrite, or copper pyrites, hut this, like other cop¬ 
per sulphides, gives a green solution which turns a deep 
line Prussian blue when ammonia is added in sufficient 
quantity to dissolve the precipitate that forms at first* 

Separation of Tin Dio ride.— When metallic tin is treated 
with nitric acid, tin dioxide (S 11 OJ is formed, which sepa¬ 
rates as an insoluble white powder* 

Separation of Silica. —A number of silicates dissolve in 
hydrochloric acid with the separation of ihe silica, some¬ 
times as a powder, sometimes as a slimy muss. Other sili- 
cates dissolve entirely; but if the solution is gently heated 
until part of the liquid has been evaporated oil, a thick jelly 
is finally formed, so that the test-tube can he partially in¬ 
verted without its flowing out. Such silicates are said to 
r/elatinhe with acid. This is true of calamine and a num¬ 
ber of the zeolites; chubazite, on the other hand, is de¬ 
composed with the separation of slimy silica. 

D iffi e ult ly-s ol it hie o) ■ In s o I u hi e . Mi 11 v i ■ tt Is. — A 1 a rge mi m - 
her of minerals, even when pulverized, dissolve very little 
or not at all in strong hot acid. Quartz and corundum, for 
example; also the silicates, orthoclase, topaz, and many 
others, even when finely pulverized and long heated in 
strong acid, are not at all or only very slightly attacked. 
The question whether there has been partial solution is not 
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always easy to answer, but can be decided if the liquid takes 
a distinct color, or more fully by filtering off the liquid 
from the un decomposed mineral, and then adding to it a 
few drops of ammonia, which, in general, will cause the 
bases which havtf gone into solution to separate as precipi¬ 
tates. To explain the various ways—simple, too, many of 
them—in which the bases present in the solution can be 
identified would take us too far into the subject of Chemis¬ 
try. Do not forget, however, the test fqi copper just men¬ 
tioned (p. 156), or that for silver given on an earlier page 
(p. 145). Further, attention may be called to the fact that, 
as a test for sulphuric acid or a sulphate, tlie addition, to a 
solution containing them, of a little barium chloride will 
cause a heavy white precipitate of barium sulphate to 
form. 
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CHAPTER VIL 

DESCRIPTION OF MINERAL SPECIES* 

The following chapter gives descriptions of all the com¬ 
mon species of minerals, with remarks. more or less brio!, 
about many of those which are rarer. The system of 
classification is that spoken of on p. 120, in which Lite 
different compounds of the same metallic element are 
grouped together* 'I 1 lie Silicates, however, many of which 
are complex in composition, containing more than one 
metal, are, with the exception of a few valuable ores, most 
conveniently included in a common section at the close of 
the chapter. 

The several characters for each mineral species are 
enumerated in the following list: 

Crystalline system ; the characteristic angles and the 
common form, or habit, of the crystals; also the structure 
of the crystalline aggregates and massive varieties. 

Cleavage; also fracture and tenacity. 

Hardness (IL). 

Specific gravity (G.). 

Luster, color, streak, degree of transparency. 

Other physical characters, as magnetism, etc. 

Chemical composition and blowpipe characters.* 


* The so last are also called pyroguotfic characters because depend¬ 
ing upon the application of heat (tfv/j, fire); this word is often con¬ 
tracted to Pyr. 
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The order in the above list is that which is at once the 
most convenient and scientific. In the account given of 
each species in the following pages, however, it is not at¬ 
tempted to adhere to this order strictly, as would be done 
in an advanced scientific work. On the contrary, so far as 
is possible in the brief space available, the aim is to make 
this account readable and to call attention especially to 
the characters most easy or most important to remember. 

Further, in the description of many species no men¬ 
tion is made in regard to certain characters, which are 
relatively unimportant in these particular cases. Thus if 
the cleavage is not mentioned, it is because it is either not 
observed or too imperfect to be an important character. 
So, too, nearly all minerals are brittle, hence it is unneces¬ 
sary to repeat this word in each case; but if the mineral is 
not brittle but malleable or sectile, this is stated and to be 
carefully noted. Again, if the streak is not given, it is to 
be understood to be white or nearly white, like that of most 
non-metallic minerals, even when the mineral itself in the 
mass has a deep color. Also all minerals if having a metallic 
luster are opaque. The localities of the species are men¬ 
tioned, if at all, very briefly. 

The student will find it easier to remember the charac¬ 
ters of the different minerals, and a help in other ways, if, 
after studying the descriptions in the book and comparing 
them with such specimens as he has access to, he will make 
a brief tabular list of the characters for each species, some¬ 
thing like that on the following page. 

It is very easy to arrange a note-book (conveniently of 
the square letter size) for this purpose by ruling a series of 
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Diamond. 

Graphite. 

Galena. 

Sphalerite. 

Cryst .system A 
common form 

C’ryst. & mass 

Isomet ric 
octahedron 

Hexagonal 

tabular 

Foliated 

Isometric 

cube 

Granular- 

eloavahle 

Isometric 

tetrahedral 

Granular- 

cleavable 

(Meavage .. . . 

Octoherirnl 

Basal 

Cubic 

Ihnircnhedi til 

Hardness, etc 

10 : 

1 - 2 : 

flexible 

2.5-3 

3.5-4 

Gravity. 

3.5 

2.2 

7.5! 

4 

Luster. 

Alla nmntinc 

Metallic 

Metallic 

Rrsi nous 

Color. 

Colorless, yelV 

Black 

Lead-gray 

Yelh.w, brown. 


black, etc. 

Streak. 

White 

Black 

Dark gray 
PbS 

White to brown 

Comp. 

Carbon 

Carbon 

ZnS 

Pyr. etc. 

Infusible 

Infusible 

Easily fusible 

Infusibl*’ 


parallel vertical columns, and the trouble of writing the 
list of characters over eacli time may be avoided if they 
are written on the edge of the first left page and the 
corresponding strip from a sufficient number of the sheets 
following neatly cut off. A little contraction of some 
common words will save space: hardness is often indicated 
by the letter II.; specific gravity by 0.; yellow may be 
written yw } and so on. When a character is particularly 
important it may be underscored or followed by an exclama¬ 
tion point. It is not worth while to repeat in tabular form 
tlie entire description in the text; a little experience will 
soon show how much may be advantageously written down. 

It will also he a useful exorcise to fill out a similar 
column, so far as the individual case allows, for any species 
from the specimen itself, and then it may he compared 
with the description in the book, or the list in the stu¬ 
dent's note-book made out from the book. If the species 
was not known at first, this list of characters will often 
suffice to enable the student to determine it. 
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It is not necessary to learn by sheer effort of memory all 
the characters from the book at once; this would be difli* 
cult and tiresome; the most important can bo learned (and 
tirst the chemical composition), while the knowledge of 
most of the physical characters is rather to be acquired 
gradually by the repeated handling of the specimens 
themselves. 

The following is a summary of the species included in 
the pages which follow,* arranged, except for the silicates, 
under the prominent element of which they are com¬ 
pounds. Many other species are mentioned briefly in the 
text, though not included here. The student should read 
again the brief statements in regard to the classification of 
the chemical elements and the prominent groups of 
chemical compounds given on pp. 109 to 110. 

It may be interesting here to recall the old alchemistic 
method of designating the chief metals by referring them 
to one of the members of the Solar System, as follows: the 
Sun, gold: the Moon, silver; the planet Mercury, mercury; 
Venus, copper ; Mars, iron; Jupiter, tin; Saturn, lead. 
Other prominent metals are platinum, zinc, and aluminium. 

Carbon: Diamond. 

Graphite. 

Sulphur: Native Sulphur. 

H ydrogen: Ice (and water). 

*A list is given in the Appendix of those of the species here 
enumerated which it is most important for the student to have in his 
collection. 
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Arsenic: 

Antimony : 

Bismuth : 
Molybdenum : 
Gold: 

Platinum: 

Silver: 

Mercury: 

Copper: 


Lead: 


Native Arsenic. 

Iiealgar and Orplment, Arsenic sulphides 
Native Antimony. 

Stibnite, Antimony sulphide. 

Native Bismuth, 

M o 1 y bd e ni t e, M ol y 1) d ei m m &nlpliid e. 
Native Gold. 

Sylvan ite, fiold tell li ride. 

Native Platinum. 

Native Silver. 

Argentile, Silver sulpiride, 

Pyrargyrite, Sulphide of silver and anti¬ 
mony, 

Pronstite, Sulphide of silver and arsenic. 
Cerargyrite, Silver chloride. 

Native Mercury. 

Cinnabar, Mercury sulpiride. 

Native Copper. 

Chalcocite, Copper sulphide. 

Bornite and Chalcopyrite, Sulphides of 
copper and iron. 

Tetrahedrite, Sulphide of antimony and 
copper. 

Cuprite, cuprous oxide. 

Malachite and Azurite, Carbonates of cop¬ 
per, 

Dioptase and Chrysocolla, Silicates of cop¬ 
per. 

Native Lead, 

Galena, Lead sulphide* 
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Tin: 

Titanium: 
Uranium : 
Iron: 


Nickel: 


Jamesonitc and Boufiionite, Sulphides of 
antimony and lead, 

Pyromorphite, Lead phosphate. 

Mimetite, Lead arsenate. 

Vanadmite, Lead vanadate. 

Cerussite, Lead carbonate* 

Anglesite, Lead sulphate. 

Also Croeoite, Lead chromate; Wulfenite, 
Lead molybdate, etc, 

Qa&siterite, Tin dioxide. 

Rutile; also Oct a lied rite and Brookite, all 
alike Titanium dioxide, TIO a , 

Uruninite. 

Torbermte, Antunite ? Uranium phosphates. 
Native Iron* 

Pyrrho tite, Iron sulphide. 

Pyrit-e and Marcasite, Iron disulphide* 
Arsen opy rite, Iron snip h-arsenide. 
Hematite, Iron sesquioxide. 

Magnetite, Magnetic iron oxide* 
Franklinite, Iron-zinc-manganese oxide. 
Chromite, Iron-chromium oxide, 

Limonite, Hydrated iron oxide. 

Siderite* Iron carbonate. 

Also Coin m bite, Iron niobate (colnmbato) 
and Wolframite, Ivon tungstate; Triphy- 
lite. Phosphate of iron and lithium. 
Millerite, Nickel sulphide* 

Niecolite, Nickel arsenide. 

Genthite and Garmerite, Nickel silicates* 
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Cobalt: 

Manganese: 

Zinc: 

Aluminium: 


Calcium: 


Magnesium: 


Linnautc, Cobalt sulphide. 

Smaltite and Cobalt ite, Arsenides of co¬ 
balt, 

Erythrite, Cobalt arsenate. 

Pyrolusite and Manganite, Oxides of man¬ 
ganese. 

Rhodonite, Manganese silicate. 

Rhodochrosite, Manganese carbonate. 

Sphalerite, Zinc sulphide. 

Zincite, Zinc oxide. 

Willemite and Calamine, Zinc silicates. 

Smitlisonite, Zinc carbonate. 

Corundum, Aluminium oxide. 

Spinel, Oxide of magnesium and alumin¬ 
ium. 

Cryolite, Fluoride of aluminium and so¬ 
dium. 

Turqnois and Wavellite, Aluminium phos¬ 
phates; Amblygonite, Phosphate of 
aluminium and lithium. 

Fluorite, Calcium fluoride. 

Calcite and Aragonite, Calcium carbonates. 

Apatite, Calcium phosphate. 

Anhydrite, Calcium sulphate. 

Gypsum, Hydrated calcium sulphate. 

Scheelite, Calcium tungstate. 

Brucite, Hydrated magnesium oxide. 

Magnesite and Dolomite, Magnesium car¬ 
bonates. 

Boracite, Magnesium borate. 
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Barium : 

Barite, Barium sulphate* 

U itberite, Barium carbonate* 

Strontium: 

Gelestite, Strontium sulphate. 

Stroutlamte, Strontium carbonate. 


Sodium and Potassium : Halite or Kock Salt, Sodium 


Silicon: 

chloride. 

Borax, Sodium borate. 

Sy 1 vite, I } o tassii \ m chioride. 

Quartz, Silicon dioxide* 

Opal, Hydrated silicon dioxide. 

Silicates ; * 

Felds par x : Orthoclase (and Microclinc), 
AlbitCj Auorthite; also Oligoclase, 
Labrador ite. 

Pyroxene (T)iopside, Salite, Augite, etc,). 
Am phi bole or Hornblende (Tremolite, 
Actinolite, Asbestus, etc,). 

Beryl. 

Garnet (Grossularite, Almandite, etc,) 
Micas; Muscovite, Biotite, Plilogopifce, 
Lepid olite. 

Chlorites: Cliuocblore, etc. 

Chrysolite. 

Zircon. 

Seapolite. 

Vesirvianite. 

Epidote. 

Tourmaline, 

Topaz, 


* Tile composition of the following minerals is m many cases too 
complex to be given briefly Lore, 
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Titanite or Splicne. 

Andalusite, Sillimanite and Cyanite. 
Staurolite. 

Talc. 

Serpentine. 

Datolite. 

Prehnite. 

Apophyllite. 

Pectolite. 

Zeolite*: Thomsonite, Xatrolite, Analcite, 
Chabazite, Stilbite, Ueulandite. 


CARBON. 

Diamond. Carbon, 0, 

The Diamond is usually found in distinct isolated crys¬ 
tals, most of them very small, but sometimes as large as a 
robin's egg or even larger. The crystals are commonly 
octahedrons, though less often some of the other forms of 
the isometric system (p. 22) are observed. 'The natural 
crystals before cutting—rough diamonds " they are called 
—frequently have rounded edges and curved faces, or the 
faces show little pits like the etchings spoken of on p. G4. 
This is illustrated in Fig. 157, while Fig. 158 shows a hex- 
oetahedron with convex faces. There are also forms with 
irregular structure, occasionally as round as peas, and one 
peculiar kind is massive and dull black in color. 

The crystals have perfect cleavage parallel to the octa¬ 
hedral faces, which the lapidary makes use of to bring a 
stone into the form best suited for cutting. The hardness 
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is 10, or higher than that of any other species, and the 
specific gravity is also high, 3.5 (see p. 84). The luster is 
very brilliant and of the peculiar character named (from 
this species) adamantine; the brilliancy of the diamond, 
however, is much greater when cut with many facets than 
in the natural crystals. The most highly prized stones 
are colorless and clear as water (then said to be “of the 
first water'"); a pale yellow color is very common, and some¬ 
times other colors, in pale shades, as green, pink, and blue, 
are observed; rarely it is black and dull. 

The diamond consists of pure carbon, and has thus the 



same composition as a piece of charcoal. It is infusible as 
is charcoal, and is not acted upon by acids; but it is unlike 
charcoal in that it does not burn. When heated very hot, 
however, as in the electric arc, it is slowly consumed, form¬ 
ing. like burning charcoal, carbon dioxide or carbonic-acid 
gas (C0 3 ). Heated out of contact with the oxygen of the 
air it is converted into a mass resembling coke. 

The diamond has been found mostly in gravel deposits, 
or the rocks formed by their consolidation, and but little is 
known about its real home or the way it was made. For¬ 
merly it was obtained in great quantities in India; later 
Brazil afforded many of the gems, but both these countries 
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now yield comparatively few. The great region which pro¬ 
duces the diamond at the present time is in South Africa, 
some eight hundred miles from Cape Town, where it occurs 
along the Vaal River, and in larger quantities especially in 
the neighborhood of Kimberly, in peculiar oval regions 
called “ pans.” Here the diamond mines have been worked 
for about twenty-five years and a vast number of stones 
have been found and brought to market. Think of more 
than eight tons of diamonds obtained during this time! 

Everybody knows of the use of the diamond for jewelry, 
for which its brilliancy, hardness, and comparative rarity 
peculiarly fit it. Many of the great diamonds of the world 
have a long and fascinating history of their own, which 
would fill a large volume if all were told of the way in which 
they have repeatedly changed hands until they have come 
into the possession of royalty, as the famous “ Kohinoor” 
among the crown jewels of England, or the Florentine” 
of Austria and the great “Orlov” diamond of Russia. 
Diamonds are also used for cutting glass and, in the form of 
powder, in grinding diamonds and other hard gems. The 
black coal-like diamonds, set in a collar and rotated rapidly 
by machinery, as a diamond drill, cut quickly through the 
hardest rocks, leaving a core behind, which is raised at in¬ 
tervals; a well-boring is thus easily made. 

Graphite or Plumbago. Carbon, G. 

Graphite, or Plumbago as it is often called, is usually 
found in massive forms which may be separated easily into 
thin leaves or plates and hence are said to be foliated; 
sometimes also it is finely granular and compact. Rarely 
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the plates are distinct and separate and show a regular six- 
sided outline, whence it is referred to the hexagonal system; 
it is then seen to have perfect basal cleavage. 

It is seetile and so soft as to make a mark on paper and 
to feel greasy to the hand ( 1L — 1 to 2), and its specific 
gravity is only 2.2. It has a metallic luster and an iron- 
black or steel-gmy color and streak; it is perfectly opaque. 

Graphite has the same composition as the diamond, con¬ 
sisting also of nearly pure carbon; it is, however, a differ¬ 
ent substance in its physical diameters and is lienee a dis¬ 
tinct mineral. Note that they differ in crystalline form; 
also the diamond is hard and heavy, while graphite is soft 
and liyht. 

It is also infusible like the diamond, and is not at¬ 
tacked by acids, but may lie converted into carbon dioxide 
(00J by heating to a very high temperature in the air. 

Graphite is commonly found in the crystalline rocks 
called gneiss, sometimes scattered in scales, but occasionally 
in large beds that can be mined; it is also found in scales 
in crystalline limestone, and is often formed in an iron fur- 
11 iice. It is lar goIy mined at 'I'iconderogii, X* Y.; also in 
Eastern Siberia, and in Ceylon. 

Graphite is the so-called black had of ou r " lead-pencils JJ 
(but it is only like lead in its color), and would be mined for 
[his purpose if for no other. It is used as an excellent 
lubricator because of its smooth soapy character when pul¬ 
verized ; [also, mixed With clay, for making crucibles because 
it is infusible and not affected by the heat of an ordinary 
furnace; in electroplating because it is a conductor of elec¬ 
tricity. 
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Carbon is also the element which forms the essential part 
of the different kinds of coni and of mineral oil or petro¬ 
leum. 

Anthracite, the coal of eastern Pennsylvania, contains85 
to 95 per cent of carbon and has a bright shiny surface and 
conclioidal fracture; it burns with a pale feeble flame 
without smoke. 

Bituminous coal is black to dark brown in color, often 
dull and with a pitchy luster; it contains less carbon than 
anthracite (usually 75 per cent) and more hydrogen and 
oxygen ; it burns with a yellow smoky flame. Brown coal, 
or lignite, has a brown color, dull luster, often retains the 
structure of the original wood and contains still less carbon, 
sometimes only 50 per cent. These different kinds of 
coal and others related to them, though of great economic 
value, are not properly mineral species, since they have no 
definite chemical composition, Tlie same remark applies 
to asphaltum, hi turn eh, mineral wax or ozocerite, the many 
kinds of mineral resins including amber, and finally min¬ 
eral oil or petroleum, till of which consist chiefly of carbon. 

The element carbon is also present in the large group of 
minerals called carbonate-% of which ealeile, including com¬ 
mon limestone, is much the most important. 

SULPHUR, 

Native Sulphur, S. 

Sulphur is another of the chemical elements occurring 
in nature. It is found in crystals of the orthorhombic 
system; a common form is an acute rhombic pyramid (Fig, 
159) with terminal angles of 10G^° and 85°, Figs. 1G0> 161 
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are also common forms. It also occurs in masses and in 
powder. It is soft (II. = 1.5 to 2.5) and, though brittle un¬ 
der the blow of a hammer, is easily cut by tlie knife; the 
specific gravity is about 2. It lias a resinous luster and a 
bright sulphur-yellow color and streak. The crystals are 
often clear and transparent. It consists of pure sulphur, 
and is remarkable among minerals because when heated it 
takes fire and burns with a pule blue flame, giving a gas 
(sulphur dioxide, SO a ) which has a very suffocating odor 
familiar to all who use sulphur matches. 

Sulphur is for the most part found in volcanic regions, as 
in Sicily and the Sandwich Islands; also in beds associated 


m 160 . 161 . 



with gypsum. It is used for making sulphur matches; it 
is one of the three substances of which gunpowder is 
made (with charcoal and niter); it is used in preparing the 
rubber gum for overshoes and other purposes; also in 
making sulphuric acid and in other ways. It is in fact a 
most important mineral. 

Sulphur also occurs abundantly in nature, not as ail cle¬ 
ment, but in combination with the metals forming the very 
large and important class of Kidpjtides> as lead sulphide, 
PbS ; the mineral galena. It also forms the acid, sulphuric 
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acid, HJ30 4 , the salts of which are ilie important class 
of sulphates, as barium sulphate, BaSO,, the mineral 
barite. 


Ice, Hydrogen oxide, H a O. 

Although it cannot be preserved in a mineral cabinet, 
ice, the solid form of water, is us truly a mineral as 
diamond or quartz. It occurs in crystalline forms of the 
hexagonal type, often of great complexity and beauty, as 
seen in snow-crystals. These, as stated on p, 17, are 
formed in the atmosphere direct from the water vapor. 
Some of the forms are shown in figure on p. 17. The 
ice-grains that make the pellets of hail, not infrequently 
occurring with summer thunder-storms, are also occa¬ 
sionally in clusters of crystals, somewhat resembling 
the hexagonal pyramids of quartz, though this is the 
exception; generally there is simply a concentric con¬ 
cretionary structure. The ice of the pools and ponds is 
always crystalline, though it is usually only in the first 
stages of the process of freezing that the crystals arc 
separately visible, This process of solidification goes on, 
as every one knows, at a temperature of 3:2° Fahrenheit 
(0° Centigrade), The hardness of ice near the freezing- 
point is 1.5, but this increases at lower temperatures. The 
specific gravity is about 0.92, so that it floats in the water 
with a little more than nine tcnlhs of its bulk submerged. 
Water expands, therefore, largely on freezing and exerts a 
great force on confining surfaces. One consequence of this 
is the breaking of vessels, water-pipes, etc,, when the water 
they contain is frozen. In nature ice is on account of this 
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property a powerful agent m pulling rocks to pieces* the 
water creeping into the cracks* especially into the narrow 
ones* by capillarity* and when it solidifies the rock masses 
are slowly but surely wedged apart. 

Water consists chemically of hydrogen and oxygen* 
combined in the ratio of 2 : 1 by volume* or 11.1 : 88.9 by 
weight. 

TELLURIUM. 

Carbon in its two forms* the diamond and graphite* 
and sulphur belong* as was stated on p. 102* to the non- 
metals among the chemical elements. Intermediate be¬ 
tween them and the true metals* like gold and silver* 
come several elements which occur in nature* namely* 
tellurium* arsenic, antimony, and bismuth. 

Tellur him bus a bright tin-white color and a metallic 
luster* though* unlike the true metals, it is rather brittle; 
it is occasionally found in Colorado. This element is of 
little economic importance* but is interesting because it is 
the only one with which gold occurs combined in nature* 
in some of the rare minerals called tel hi rides (see p. 181), 

ARSENIC. 

Arsenic is found occasionally as a mineral and then 
called Native Arsenic. It has a metallic luster and tin- 
white color, but soon tarnishes on the surface to a dull 
dark gray; it is also brittle, ft generally occurs showing 
a fine granular structure when fractured* and the masses 
commonly have a reniform or botryoidal surface. 

Arsenic is used with copper and tin to form the alloy 
called speculum metal* useful for metallic mirrors because 
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of the brilliant surface it takes when polished. The lead 
employed for making shot contains a small amount of 
arsenic. The compounds of arsenic find various uses, as 
pigments, (sulphide); as a preservative; a poison for in¬ 
sects (white arsenic and Paris green); also in dyeing, 
medicine, etc. 

Realgar, Orpiment. Sulphides of Arsenic. 

Two important but rather rare minerals containing ar¬ 
senic are the sulphides, Realgar, AsS, and Orpiment, As„S 3 . 

Realgar is found in transparent monoclinic crystals 
and massive forms of a beautiful aurora-red color. It is 
soft and sectile (II. = 1.5-2) and has a specific gravity of 
3.5; the luster is resinous. Its composition is AsS, or 
arsenic monosulphide, which gives the percentage conn 
position: Sulphur 29.1), arsenic 70.1 = 100. 

Orpiment, named from the Latin auripigmentum, or 
Gold pigment (also called King’s yellow), is of a beautiful 
golden yellow. It is generally found in masses showing a 
foliated structure and with one perfect cleavage so that it 
can be split off into thin flexible leaves. Distinct crystals 
of orpiment are very rare; they belong to the ortho* 
rhombic system. It is soft (II. = 1.5-2), sectile, and the 
specific gravity is about 3.5. 

The composition is As a S 8 , or arsenic trisulphide, which 
gives: Sulphur 39.0, arsenic 01.0 = 100. Its behavior in 
the closed and open tubes is mentioned on p. 150; on 
charcoal it is all volatilized, giving the characteristic garlic 
odor of arsenic and white fumes of the oxide (As a O s ). 

Arsenic is present in a great many other minerals. It 
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forms with the metals a series of compounds called arsen¬ 
ides, of which arsenopyrite and cohaliite are examples. 
It forms with sulphur a number of compounds of the 
metals, as proustite* There are also a series of salts called 
arsenates ? one of which is the lead arsenate mimetite; an¬ 
other is the cobalt arsenate, erythrite. 

White arsenic, or the “arsenic of the druggist,”is the 
oxide, which occasionally occurs as a mineral (then 

called arsexolite). It is formed whenever metallic ar¬ 
senic or an arsenide is roasted in the air. In the open 
tube it is often obtained in spangling octahedral crystals 
(see pp. 17 and 150). 

ANTIMONY. 

Antimony, like bismuth, is usually included among the 
metals, for it has a high metallic luster, although its 
structure is crystalline and it is quite brittle. It is a very 
easily fusible metal and is useful in the arts because of the 
alloys which it forms with lead and tin, to which it imparts 
greater hardness and durability. Thus type-metal is an 
alloy of one part of antimony to three or four of lead. 
Britannia metal, often used as the base of plated silver¬ 
ware, is an alloy of antimony with brass, tin, and lead. 
Babbitt metal, used for bearings, is another alloy of anti¬ 
mony with tin and copper. Tartar emetic, used in medi¬ 
cine, is tartrate of antimony and potassium. 

Hative Antimony, Sb. 

Xatiye Antimony is a bright tin-white mineral with 
metallic luster, and commonly showing brilliant cleavage 
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surfaces; rhombohedral crystals are rare. Its hardness is 
3 to 3.5, and the specific gravity (>.7. It is not a common 
mineral, but is found in New Brunswick in some quantity, 
in California and elsewhere. Heated on charcoal it fuses 
and goes olT entirely in white fumes of the trioxide, Sb 8 O s ; 
in the open tube dense white fumes of this oxide are also 
deposited (see p. 151). 


Stibnite, or Antimony Glance. Antimony Sulphide, Sb 2 S a . 

Stibnite, the sulphide of antimony, is its commonest 
and most important ore. It is found in prismat ic crystals 
of the orthorhombic system, often spear-shaped at the ends 
(Fig. 1G2). These crystals are frequently acieular and 
16 2 arranged in radiating groups, or again they 
may be very large; the mines in Japan have 
afforded specimens magnificent in size and 
brilliancy of luster. 

The crystals have very perfect cleavage, 
lltll il l parallel to one vertical edge, and the surfaces 
formed by this are smooth and highly polished, 
till PI ® es ^ es l ^ ie prismatic crystals, stibnite also 
ill |l|ji occurs in massive forms, generally columnar in 
structure and then also showing the perfect 
cleavage; but also sometimes compact and 
granular and then the cleavage is not apparent. 

The hardness is only 2, so that it is scratched 
by the nail and leaves a mark on paper; it is quite sectile. 
It is not, however, to be confounded with graphite, which 
is much more soft and greasy in feel and marks the paper 
without the slightest tendency to tear it. The specific 
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gravity of stibnite is about 4*6. The luster is metallic and 
on a fresh surface—particularly a cleavage surface—it is 
very brilliant, as already noted. The color is a bluish 
gray, but less blue than galena, with which it is sometimes 
confounded (hut note the difference in cleavage); the 
streak is nearly black, 

Stibnite is the sulphide of antimony (antimony tri¬ 
sulphide), Sb 4 S^j this gives the percentage composition: 
Sulphur 28.(j, antimony 71.4 = 100. Heated on charcoal 
it fuses very easily and gives off fumes of the oxide of 
antimony (Sb/)J, which form a thick coating at a little 
distance; after a few moments the fragment is entirely 
volatilized. If the reducing flame is thrown for a moment 
on the coating, it is burned off with a greenish-blue flame. 
Jn the open tube, heated slowly, the same dense deposit 
or sublimate is formed in the cold portion ; this is powdery 
and not readily volatile like the somewhat similar white 
oxide of arsenic. In the closed tube a dark red sublimate 
of antimony oxystilphidc is formed {ef. p. 151). 

Antimony also enters into a number of other minerals, 
as pyrargyrite, or dark red ruby-silver; also tetrahedrite, or 
gray copper, jamesonite, bourn Quite, etc. These are further 
mentioned under the metals of which they are compounds; 
for a description of the other related minerals reference 
must be made to larger works on mineralogy. 

BISMUTH, 

Bismuth is silver-white in color with a reddish tinge 
and has a bright metallic luster; it is rather brittle and 
shows a crystalline structure with perfect cleavages; it is, 
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however, nearer to the true metals than either arsenic or 
antimony, Native bismuth is a rare mineral, and its com¬ 
pounds, chiefly among the sulphides, are also too rare to 
be particularly mentioned here* The sulphide of bismuth, 
or bismuth mite, resembles stibnite rather closely in phys¬ 
ical characters. 

Bismuth is an even more fusible metal than antimony, 
and the alloys which it forms are remarkable for their low 
melting-points; an alloy of bismuth with lead and tin 
fuses at a temperature below that of boiling water; an¬ 
other alloy of the same metals in different proportions is 
used as a kind of solder. Some bismuth alloys have the 
curious property of extracting instead of expanding with 
heat. Bismuth is also employed in medicine in the form 
of the subnitmte; another compound is used as a cosmetic; 
other uses are in calico-printing, to give luster to porcelain, 
etc. 

MOLYBDENUM. 

Molybdenite* Molybdenum sulphide, MoS s . 

Molybdenite is the sulphide of the rare element mo¬ 
lybdenum. It is not a common mineral, but is found in 
small quantities in a good many localities, chiefly in crys¬ 
talline rocks like gneiss. Like graphite, which it much 
resembles, it occurs in foliated masses or in crystalline 
plates having a hexagonal outline; rarely in distinct hex¬ 
agonal crystals. It is also very soft (IT. - 1-1.5) with a 
soapy feel and leaves a trace on paper. It lias a bluish- 
black color and metallic luster. The color, however, is 
distinctly bluer and the specific gravity (Gb = 4.7) is 
higher than that of graphite. 
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The composition of Molybdenum disulphide? MoS,, 
gives: Sulphur 40.0, molybdenum 60.0 — ICO. Heated in 
the open tube or on charcoal it gives off strong sulphur 
fumes and yields a deposit? which is pale yellow or white, 
of molybdic oxide; this coating on charcoal, if touched 
with an intermittent blowpipe flame (reducing flame) be¬ 
comes a bright blue (see p. 146). 

Molybdenum also occurs in the salts called molybdates, 
of which lead molybdate? the mineral wulfenite, is the 
most common. 


GOLD. 

Native Gold, Au. 

Gold is the most highly prized of the metals? valued 
because it serves as the money of all civilized people,* and 
because of Its use for ornaments? as watches, rings, etc. 

It is sometimes found in isometric crystals, as in octa¬ 
hedrons, but usually in plates or scales or wirelike forms; 
also in larger masses—sometimes very large—called nug¬ 
gets (see Fig. 163). It is soft (IT. ~ 2.5 to 3) and can be 
cut by the knife. It is highly malleable and ductile and 
especially remarkable because it can be hammered out into 
very thin sheets; the skillful gold-beater can make the 
plates so thin as to transmit a faint greenish light. 

Gold is very heavy and when pure has a specific gravity 
a little over 19. The luster is metallic and the color the 
familiar gold-yellow, but varying with the other metals 

* The gold coin of the Uni led States and France contains gold 
and copper in the ratio of 9 to 1; that of England in the ratio of 
11 to 1. 
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alloyed with it. The native gold practically always con¬ 
tains some silver and often a good deal, and then it has a 
paler color and lower density; with sixteen per cent of 
silver the specific gravity is only IT. The gold used fur 
watch-cases and for ornaments, on the other hand, is often 
alloyed with copper and hence has a reddish color. Gold 
is not attacked by the ordinary acids, hut is dissolved in a 
mixture of nitric and hydrochloric acids (called aqua 
regia). 

Gold occurs mostly in veins in the older crystalline 


163. 



Figure of a model of a large Australian gold bugget weighing 31(H) ounces anil 
valued at. about 40*000dollars, 

rocks, especially associated with quartz- gold quartz is 
quartz—often milky—which either shows little particles 
of gold scattered through it, or from which gold can he 
obtained—even if not visible to the eye—after the rock 
is finished to powder and then washed to remove the 
lighter material. A large part of the gold of the world 
has been obtained from the sands and gravels produced by 
the disintegration of gold-bearing rocks. These gravels in 
the bed of a stream may be washed by the miner in his 
pan; or, on a large scale, where a powerful stream of 
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water is thrown against tlie gravel bank, carrying away 
the lighter rock and leaving the heavy gold particles be¬ 
hind, usually in the form of little flattened scales* The 
finest particles preserved are called * 4 gold-dust*” 

The cliief gold-producing countries at the present time 
are the United States, especially in the State of California, 
where gold was discovered in 184S; in Australia, Russia, 
South Africa, where recent discoveries have proved to be 
very important* Gold is also produced in South America, 
China, British India, Canada; to a limited extent in Ger¬ 
many and Austria-Hungary and some other countries. 

It is remarkable that almost all the gold of the wor Id— 
and an amount valued at about $180,000,000 was mined in 
1894 —is obtained from the native metal; for minerals 
containing gold are very rare* The only ones known, be¬ 
sides the auriferous pyrite, arsonopyrite, etc*, are a few 
compounds with tellurium called tel hi rides* 

T he best k u o w u of tl i ese gold tel lurid es is S y l v a x i te, i i 
silver-white mineral with brilliant metallic luster, soft 
(H* = 1.5-2) and heavy (G. = 8,0)* It was long since 
found in Transylvania (whence it takes its name), but also 
occurs in Colorado. Another name for it is Graphic Tel¬ 
lurium, because of the curious forms, resembling written 
characters, that the crystals sometimes take on a rock 
surface. 
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It has a rather dull gray color, and is not a beautiful metal, 
although now more highly valued because of its practical 
uses than any of the metals except gold. 

It is rarely found in isometric crystals, as in cube#, more 
commonly in scales or in larger masses {up to twenty 
pounds) called nuggets, washed out of the gold sand. It 
lias a hardness of 4 to 4.5, and a specific gravity varying 
from 14 to 1!) according to the amount of other metals 
alloyed with it chemically. Pure platinum, as obtained in 
the laboratory, has a specific gravity of 21 lo 22, for native 
platinum is not the pure metal, but is found by the chemist 
to contain iron, sometimes in large amount (nearly 20 per 
cent), and also a number of rare metals, as palladium, 
rhodium, and others. 

Platinum is a highly useful metal. The fact that it is 
fused with great difficulty and is not attacked by ordinary 
chemical reagents makes it very valuable both to the 
chemist in the laboratory and in the chemical manufac¬ 
tories, ivhere crucibles and dishes are made of it. It is also 
largely used by dentists. It lias come into use of recent 
years for the attachments to the ends of the carbon wire in 
the incandescent electric lamp. Only a very minute 
quantity is required in each case, but so many lamps are 
called for that the demand is very great, and as only a 
small amount is mined—chiefly in the Ural Mountains in 
Russia—the price has risen much higher than formerly. 
Platinum has been used to a small extent for coins. 
Between the years 1828 and 1845 in Russia a considerable 
amount was in circulation, but the coins were recalled and 
the experiment lias not been repeated. 
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Platinum, like gold, does not readily combine with other 
elements, and in nature the only compound known is an 
arsenide (PtAs a ), called Sperrylite; this is found in very 
small quantities in a mine near Sudbury, Ontario, Canada* 
It is interesting to note that the name platinum is derived 
from plata, the Spanish word for silver, since it was re¬ 
garded in South America at the time of its discovery (1735) 
as an impure ore of that metal* 

Tridosmixe is a compound of the rare metals iridium 
a ud osmium rese m hi i n g pi a t i n m n, b u t o f a w li i te r colo r* 11 
is found under similar conditions in the form of flattened 
scales in gold-washings* It is very hard, and on this 
account has been used for the points of gold pens* 

SILVER* 

Silver is one of the precious metals, useful alike as 
money,* for ornaments of many kinds, and for utensils* 
The color is a fine silver-white when perfectly fresh, but 
unfortunately it is very easily tarnished, and the presence 
of a very little sulphur or sulphur gases in the atmosphere 
soon turns it black. 

native Silver, Ag* 

Native Silver is not an uncommon mineral, although 
the world’s supply of the metal comes chiefly from its ores. 
It is like gold in its occurrence, sometimes, though rarely, 
in distinct isometric crystals, more frequently in arbores- 


* The silver coin of the United States and France contains silver 
find copper in the mtio of 9 to 1 ; tlmt of England in the ratio of 12J 
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cent or branching groups, in plates and scales or wirelike 
forms (Fig. 164); sometimes in fine threads. 

Its hardness is 2.5 to 3; it is highly malle¬ 
able and ductile, and is the best known con¬ 
ductor for both heat and electricity. Its 
specific gravity is 10.6 when pure, but higher 
when alloyed with gold, as often in nature. 

Native silver occurs rather abundantly in 
nature, as in Mexico, Arizona, Norway, also 
in South America and Australia. 

Silver is readily dissolved by nitric acid, 
forming silver nitrate, and from its solution 
the addition of any compound containing chlorine, as hy¬ 
drochloric acid or sodium chloride, causes part to separate 
as a white curdy deposit of silver chloride. This is a very 
delicate test for silver. 

Argentite, or Silver (Jlance. Silver sulphide, Ag a tt. 

Argentite is named from the Latin word of silver, 
argentum . It is a very valuable though not very common 
ore, since when pure it contains Si per cent of metallic 
silver. It is found in cubic or octahedral crystals, often 
growing together in branching forms; more commonly it 
occurs simply in masses. 

The hardness is about 2, and the specific gravity 7.3. It 
is readily cut with the knife, almost like load, and hence is 
said to be eminently sectile, also flattening to some extent 
under the hammer, while almost all other sulphides are 
brittle and break at once with a blow into fragments. The 
luster is metallic, and the color and streak grayish black. 
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The formula is Ag,S, or silver sulphide, which gives: 
Sulphur 12.9, silver 87.1 = 100. Heated by the blowpipe 
flame on charcoal, the sulphur is easily roasted o(T and a 
little silver ball left behind, which can be tested chemically 
by dissolving iu nitric acid, and adding a drop of hydro¬ 
chloric acid, as before mentioned. 

There are a number of other sulphur compounds of 
silver, but most of them arc loo rare to be mentioned fully 
here- The most interesting of these are the two beautiful 
minerals called red-silver ore or ruby-silver, that is, the dark 
red-silver ore, Pykargyrete, which contains sulphur, 
antimony, and silver, and the light rod-silver ore, Flints- 
Ti^E, which contains sulphur, arsenic, and silver. 

Both these minerals crystallize in hexagonal prisms with 
rhombohedral or scalonohedral faces, and they resemble each 
other 'closely in their characters, as hardness 2.5, specific} 
gravity 5.8 pyrargyrite and 5.6 proustite. The color of 
pyrargyrite is dark red, often black, with nearly metallic 
luster on the surface, while proustite is bright red. Both 
have h red streak. 

Heated on charcoal, pyrargyrite gives off dense antimony 
fumes (Bb^O-j), while proustite yields arsenical fumes 
{ASjOj easily recognized by their garlic odor. Both min¬ 
erals give a globule of silver if roasted with soda on charcoal 
(see p, 144). 

Cerargyrite, or Horn-silver. Silver chloride, AgCl. 

The name cerargyrite, translated into English, means 
It or ti-silver, and it is so called because of its appearance 
and the case with which it is cut by a knife. 
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It is found in cubic crystals rarely, more commonly 
in scales, plates or masses. The hardness is 1 to 1.5, 
and the specific gravity 5.5. It is remarkable for being 
perfectly sectile, cutting with a knife like a piece of 
lead or wax. The luster is adamantine and the color 
white or pule gray or green; it is transparent to trans¬ 
lucent. 

It is a rather rare but highly valuable silver ore, the per¬ 
centage composition being: Chlorine 24.7, silver 75.3 = 
100. Roasted alone on charcoal the chlorine is easily 
driven off and a globule of silver left behind. 

MERCURY. 

Mercury is a remarkable metal, because it is ;i liquid at 
all ordinary temperatures, only freezing, or becoming solid, 
at — 40°. It has a silver-white color and brilliant metallic 
luster, and is so mobile that from early times it has been 
called quicksilver . Its density is high, 13.6, or higher 
than silver (10.6) and lead (11.4), and for this reason and 
because of its liquid form it is of great value for scientific 
purposes. It is used in most thermometers and barome¬ 
ters and is employed in many experiments in the physical 
and chemical laboratories. It also has the property of 
forming a pasty mass or amalgam with some of the other 
metals, as gold and silver (also copper, zinc, tin, etc., but 
not iron), and is hence of great value in separating them 
from the rock in which they occur. For this purpose the 
rock is ground into powder, the greater part of the loose 
material washed off, and then the remainder is agitated 
with mercury. The amalgam, which forms, is collected, 
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and by heat the mercury is driven off to be collected again 
in cool chain Mrs for further use, and l lie gold and silver 
are left behind. Ordinary mirrors are made of glass 
hacked with an amalgam of mercury and tin. The sul¬ 
phide of mercury is the valuable pigment called mwiilivti. 
Mercury in various forms is also used in medicine, but in 
minute doses, for it is an active poison. Corrosive sub¬ 
limate is a chloride of mercury. 

Native mercury is a rare mineral in nature, though 
occasionally found in minute globules scattered through 
the rock; the common ore is cinnabar. 

Native amalgam is a rather rare mineral containing 
mercury and silver, but in very varying amounts. 

Cinnabar, Mercury sulphide, HgS, 

Cinnabar, the sulphide of mercury, and sometimes 
called natural vermilion, is found in masses of a fine red 
color, and sometimes also in small rhombohedral or pris¬ 
matic crystals. The hardness is 2 to 2.5, and the specific 
gravity is about 8, or above that of metallic iron (7,8). 
The great weight of a specimen cannot escape the observer 
and is a striking character; in some eases, however, if the 
cinnabar is not a pure solid mass, but only scattered 
through a light clayey gangue, the density of the whole 
may be much lower than 8. 

The luster is adamantine and the color bright cochineal- 
red, sometimes becoming dull and dark: the streak is 
scarlet ; crystals arc usually perfectly transparent. 

The formula for mercury sulphide, IlgS, gives the per¬ 
centage composition; Sulphur 15.8, mercury SG.2 — 100, 
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If heated on charcoal, a piece of pure cinnabar is volatilized 
entirely; if anything is left behind, it is only the gangue. 
In the closed tube it is also sublimed entire, but here it 
collects again in the cold part of the tube above as a black 
ring of sulphide of mercury, which has the same compo¬ 
sition as the original mineral. For the chemist knows both 
a black and a red sulphide. In the open tube, if heated 
very slowly, so as to avoid forming a black ring- in oilier 
wo rd s, so as to give the sulphur I i n i o l < t ox i d i ze (go < * IT as 
SO.J—a ring of metallic mercury is formed in the cold 
part of tlie lube (sec also p. 148), 

Cinnabar is mined at Ahnaden hi Spain, Idria in Oar- 
niohi, also at New Almaden and other points in California, 
and less abundantly elsewhere. 

COPPER. 

Copper is one of the most useful of the metals, having 
been employed for utensils and in other forms, both as a 
metal and in different alloys, since very early times. Of 
recent years its tisc has been increased very largely be¬ 
cause of its good conductivity for edeetrinity, ll thus 
forms the material of the wires of the dynamo machines, 
those by which the electrical current is carried for the elec¬ 
tric light, the trolley, etc. Copper is also extensively used 
for electroplating, as in making stereotype plates. II 
forms further a large number of useful alloys, of winch 
brass—an alloy of copper and zinc in the ratio of about 
3 : 1—is the best known. In the various kinds of bronze 
(bell-metal, gun-metal, antique and medal bronze, etc.) 
copper U also the prominent metal, alloyed with tin; in 
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aluminium bronze it is alloyed with aluminium; in german 
silver it is alloyed with zinc and nickel. 

Copper is obtained in nature in the native state, and also 
from a variety of valuable ores, which are some of the most 
interesting and beautiful minerals. 


Native Copper, Cm 

Native copper is found sometimes in isometric crys¬ 
tals, but they are not often distinct, and the common 
forms are strings or wires which have a crystalline form 
but are difficult to decipher (see Figs. 127, 12$, p. 61)* 
It is also in grains, plates, and masses, sometimes very 
large. 

The hardness is 2,5 to 3, and the specific gravity 8.8, 
The luster is metallic and the color that peculiar reddish 
hue called copper-red* It is highly malleable and ductile, 
so that it may both be rolled out into sheets and drawn 
into fine wires* It is an excellent conductor of both heat 
and electricity. Copper is easily dissolved by nitric acid, 
giving a blue solution, and ammonia in excess (enough to 
dissolve the precipitate first formed) turns it a deep azure- 
blue* 

The most celebrated locality for native copper is in the 
upper peninsula of Michigan on the shores of Lake Su¬ 
perior, where it has been mined for many years* The 
total production has been very large. Beautiful crys¬ 
tallized specimens have been found here where it is asso¬ 
ciated with calcite, d at elite, and a number of the zeolites* 
Sometimes it is inclosed in the crystals, as of calcite, so 
that they are colored bright red from the internal refi.ee- 
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tions. Great masses of native copper have also been 
found; oue of them weighed 430 tons. Native copper is 
further found in Arizona, in Siberia, South America, and 
Australia, 

Chalcocite, or Copper Glance* Cuprous sulphide, Cu 4 S, 

Chalcocite is one of the most valuable ores of copper, 
for when pure it contains about 80 per cent of the met ah 
It is found in orthorhombic prisms or pyramids, occasion¬ 
ally having a hexagonal aspect ; more commonly in mas¬ 
sive forms of a nearly black or bluish-black color. When 
fresh it has a brilliant metallic luster, which it loses easily, 
becoming a little dull and tarnished on the surface. 

The hardness is 2.5 to 3, and the specific gravity about 
5,6, It is brittle when struck with the hammer, but can 
be cut a little with the knife. 

The formula for chalcocite (cuprous sulphide), Cu 9 S, 
gives the composition: Sulphur 30.2, copper TflJ — 100. 
On charcoal it is easily reduced by the blowpipe flame 
alone to metallic copper. Fine specimens come from 
Cornwall in England (often called redrulhite); it was 
also formerly obtained at Bristol, Conn. 

Bornite, or Erubeseite. Sulphide of Copper and Iron, 
Cu 3 FeS 3 . 

Borkxte was named after the Austrian mineralogist 
von Born, but it has a variety of other names—purple cop¬ 
per ore, variegated copper ore, peacock copper, erubescrfce— 
all of which suggest a character by which it is easily 
recognized: the bright iridescent tarnish of the surface. 
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A fresli fracture gives a color of a peculiar reddish bronze 
and a bright metallic luster, which has led the Cornish 
miners, a little fancifully, to call it horse-flesh ore. This 
fresh surface soon becomes slightly colored even after a 
day or two, and gradually the color changes and becomes 
more variegated, until it is indeed a peacock-copper ore. 
This character, with the peculiar color of the fresh frac¬ 
ture, makes it always easy to recognize* It is sometimes 
found in cubic crystals* but usually it is simply massive as 
imbedded particles or larger pieces* The hardness is 3, 
and the specific gravity about 5* 

Boruite contains both copper and iron, but not always 
in the same proportions; the formula Cu 3 FeS 3 gives: 
Sulphur '38*1, copper 55.5, iron 16*4 — 100. When heated 
in the open tube it gives off fumes of sulphur dioxide, 
which are recognized by the odor and their effect in red¬ 
dening litmus-paper* On charcoal it fuses to a brittle 
magnetic globule; after roasting it reacts with borax for 
iron and copper. It dissolves in nitric acid with separation 
of sulphur, giving a blue solution. 

Chaleopyrite, or Copper Pyrites* Sulphide of Copper and 
Iron, CuFeS 2 * 

Ghalcopyrite, or Copper Pyrites, is the beautiful deep 
brass-yellow copper mineral, often called yellow copper 
ore. The color is so golden that it is not infrequently 
mistaken for gold, especially when scattered in small par- 
tides through a mass of quartz; but,as we shall see, it can 
be easily distinguished, though the name “ fool's gold,” 
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which it shares with the less golden iron pyrites, is still 
not inappropriate. 

It is generally found massive, sometimes in large speci¬ 
mens, sometimes only in specks in the inclosing rock, but 
it is also found in crystals which com¬ 
monly are either like octahedrons (though 
belonging to the tetragonal system), or in 
wedge-shaped forms called sphenoids (Fig. 
165). 

The hardness of chalc.opvrite is 3.5 to 4, 
so that, unlike pyritc, it can be easily scratched with a 
knife. It is brittle, and its specific gravity is a little over 
4. The luster is brilliant metallic, and the color, as we 
have seen, deep brass-yellow; the streak is greenish black. 
It is often tarnished on the surface, some times' so as to 
deepen the color, sometimes variegated so as to rival bor- 
nite, with which it might then be confounded, only that 
the breaking-off of a scale so as to show the color on the 
fresh fracture serves to distinguish them at once. 

It is a sulphide of both copper and iron, and the formula 
( 4 uFeS ? gives: Sulphur 35.0, copper 34.5, iron 30.5 = 100. 
Heated on charcoal, a fragment fuses to a black ball which 
is strongly magnetic, and this roasted with soda gives 
metallic copper. A fragment in nitric acid dissolves, giv¬ 
ing a blue solution which turns azure-blue when ammonia 
is added in excess. 

Chalcopyrite can be easily distinguished from pyritc 
(iron pyrites) because of its inferior hardness, as noted be¬ 
fore; its color, too, is deeper. It is distinguished from 
gold by its being brittle, breaking into fragments under 
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the point of the knife, while the gold is cut; a particle of 
gold, Loo, Is not attacked by nitric acid, while the clia]co¬ 
py rite is easily dissolved with the separation of particles of 
sulphur. It is a very common mineral, often occurring in 
veins of quarts with galena and pyrite, though sometimes 
only as minute specks. When present in large masses, as 
in Montana, it is one of the valuable ores of copper. 

I'etrahedrite, or Gray Copper. Sulphide of Antimony 
and Copper, 4Cn 4 S.Sb a S 3 . 

Tetraiiedrite is so named because the crystals are 
commonly tetrahedral in habit (Figs. 1GG, 167), and often 
highly modified. Good crystals, as with many of these 




metallic minerals, are rare and the mineralogist has often 
to content himself with massive pieces. These he recog¬ 
nizes by the brilliant metallic luster and dark grayish-black 
color and streak. The hardness is 3-4.">, so that it is easily 
distinguished from magnetite, which is too hard to be 
scratched by the knife; the specific gravity varies from 4,4 
to 5*1, 

The ordinary tet rah ed rite contains sulphur, antimony, 
and copper, but there are a great many varieties, some of 
which contain arsenic in place of part of the antimony, and 
others silver or mercury in place of part of the copper. 
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'['ho typical com posit ion is given by the formula Cu a Sb fl S T 
or 4Cu s S,S'b a S,* this requires: Sulphur 29*1 .antimony 24.8, 
copper 52,1. There is also a related mineral* containing 
sulplmr* arsenic, and copper, winch is called tennautifce. 

In the closed tube tefrahedrite gives a dark red subli¬ 
mate of antimony oxvsulphide; in the open tube sulphurous 
1 limes and a white coating of antimony trioxide. If arsenic 
is present* it is detected by the odor when the mineral is 
heated on charcoal; with soda it. yields a globule of 
metallic copper. Cornwall, Bohemia* Hungary* also Col¬ 
orado* afford fine specimens* 

Cuprite* or Red Copper Ore. Cuprous oxide, (iyO. 

Cuprite is called red copper because of the fine red 
color which the dear crystals show* and because of the rod 
color of the streak. The crystals (Figs. 108-170) are often 


168 . 169 . 170 * 



cubes or octahedrons or combinations of them and other 
forms; sometimes they are highly modified (see Fig* 29* p* 
28). In one kind the cubes are spun out into long threads* 
forming a matted mass of bright red hairs which look very 
pretty in the cavities of the rock; examined closely with a 
glass* it is often seen that these threads cross each oilier 
at right angles as if trying to build up skeleton cubes* the 
threads taking the direction of the cubic edges. Common 
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cuprite is a massive mineral, am] it is in its cavities that 
the crystals are usually fount!. 

The hardness of cuprite is 3.5 to 4, and the specific 
gravity about 6. The luster is adamantine* but. on some 
dark surfaces may look almost metallic; again it is dull 
and earthy. The color* as remarked above* is bright cochi¬ 
neal-red in the clear transparent crystals* but the surface is 
often darkened and may appear nearly black. The streak 
is always brownish red. 

The composition of cuprous oxide* Cu a O, gives: Oxygen 
11*2, copper 88.8 — 100, A fragment on charcoal is easily 
robbed of its oxygen and reduced to metallic copper. 
Cuprite is not only a beautiful mineral* but also a valuable 
ore of copper, occurring usually with mahiehite and other 
ores* as in Arizona, Cornwall in England, in Australia, 
etc. 

Malachite. Green Carbonate of Copper, OiiGG^GnfQH), 

Malachite, the carbonate of copper, is a bright green 
mineral, often found with native copper* cuprite, andothef 
copper ores because of the readiness with which they are 
converted into the carbonate by the action of the carbon 
dioxide present in the air or dissolved in the water. 

it may be found in acicular crystals (monoclinic}, but only 
rarely, and the common forms have a rounded or mammih 
lary surface and a concentric fibrous structure (see Figs. 
135, 13G, p. G8), When close and compact it can be cut 
and polished and thus form a handsome ornamental stone 
The malachite of Siberia is used in this way* table-tops 
vases, and columns having often been vSneered with it, 
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The hardness is 3.5 to 4, and the specific gravity about 4. 
The color is a bright green; the streak a little paler; it is 
transparent only in minute crystals. 

The formula of malachite is CuCO,.Cu(OH).. or 2CuO, 
C0 a .II,0, which gives: Carbon dioxide (CO,) 49.9, cupric 
oxide (CuO) 71.9, water (II.O) 8.2 = 100. A fragment 
heated in the forceps gives a green flame characteristic of 
copper, and in the borax bead the-reactions described on pp. 
136, 137. It yields a good deal of water in the closed tube, 
and in nitric acid dissolves with the effervescence of carbon 
dioxide. Malachite is found in fine specimens at many 
localities, as in the Siberian mines, in Cornwall, Australia, 
and Arizona. 

Azurite, Blue Carbonate of Copper. 2CuOO s .Cu(Ori),. 

Azi kite, or the Blue Carbonate of Copper, is not so 
common as malachite, but it is also a beautiful mineral, and 
when in large transparent crystals of a fine deep blue it 
forms one of the most attractive specimens in a cabinet. 
The crystals are oblique rhombic prisms. The hardness is 
3.5 to 4, and the specific gravity is 3.8. The luster is 
vitreous, the color azure-blue, and the streak somewhat 
lighter. 

The composition is expressed by the formula 2CuC0 3 . 
Ou(OH), or 3Cu0.2C0,.H,0; this gives: Carbon dioxide 
(CO,) 25.6, cupric oxide (CuO) 69.2, water (11,0) 5.2 = 
100. It hence differs from malachite in containing less 
water; it is not uncommon to find crystals which are blue 
on the outside but have changed within to a fibrous mass 
of "reen malachite. The most famous localities are those 













DESCRIPTION OF MINERAL SPECIES, 


197 


of Chessy*jiear Lyons in France, and the Copper Queen 
mines and elsewhere in Arizona* 

IMojtask, or Emerald Copper, the silicate of copper, has 
a beautiful emerald-green color. It is a rare mineral, only 
known to occur at a few localities, one of which is in Asia, 
another in Arizona, another in the French Congo re¬ 
gion in Africa, The crystals are commonly hexagonal 
prisms with rhoiubohedrul faces on the ends* The formula 
is JLO.CuQ,Si0 2 , which, gives : Silica 38*2, cupric oxide 
50,4, water 11.4 = 100* 

CmiYsoi olla is another silicate of copper of a bluish- 
green or sky-blue color, it occurs in massive forms some¬ 
times earthy, also looking a little like malachite. The hard¬ 
ness is 2 to 4; the specific gravity 2*2* I t contains a good 
deal of water, which it gives off in the closed tube. The 
formula is CuSiO^ILQ* It is a not uncommon product 
of the alteration of other copper minerals* 

There are many more copper minerals, most of them too 
rare to he described here* They include a number of 
hydrous sulphates, of which the most important is chal- 
oanthite or blue vitriol, a common substance at the 
druggist’s and often to be seen in clusters of large crystals, 
but rare in nature* The Sulphate, nROCHA xtite, may also 
be mentioned* There are further several arsenates of 
copper, including oliyexite : several phosphates, includ¬ 
ing ljretiienite; several chlorides, as ataca mite; and so 
on, 

LEAD, 

Lead is one of the most important of the metals, used for 
many purposes familiar to all, as for pipes, to convey water, 
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for .shot and rifle-balls, etc. It has a dull blue-gray color. 
It is very soft and malleable, and fuses readily at a com¬ 
paratively low temperature (see p. 132.) it is often alloyed 
with other metals; thus with tin in common solder and 
pewter; with antimony in type-metal; with arsenic in 
small amount for making shot. W hite lead (the carbonate) 
is largely used in making paint, also the oxide, red lead. 

Native Lead is a very rare mineral, though occasion¬ 
ally found in small amount, particularly in Sweden. The 
supply of the metal, which is used so largely in the arts, is 
obtained from its ores, especially the sulphide, galena. 
Other important lead minerals are the phosphate, pyro- 
morphite; the sulphate, anglesite; the carbonate, ccrussitc. 

Galena. Lead sulphide, ITS. 

Galena crystallizes in the isometric system, and occurs 
commonly in cubes; it is also found in octahedrons and 
very frequently in combinations of these two forms as, too, 
of other forms of this system (Figs. 171-173, also Fig. 20, 


171 . 172 . 173 . 



p. 25). It has very perfect Cubic cleavage, and a mass often 
breaks up into a multitude of little rectangular blocks (see 
Fig. 143, p. 71). This cubic cleavage is readily seen in the 
common coarse-granular kinds, and is revealed also by the 
spangling of the surface in those which are tine-granular. 
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The hardness is 2.5, and the specific gravity is 7.5 or nearly 
as high as metallic iron* for lead being a metal of high 
density (G. = 1L4), all its compounds have the same prop¬ 
erty. 

The 1 aster is metallic and usually very brilliant; the 
color is a bluish lead-gray, but the exposed surface of a 
specimen is often somewhat dull from tarnish. 

Galena is lead sulphide, PbS, which gives the percentage 
composition: Sulphur L3,4, lead 86*6 — 100, On charcoal a 
fragment fuses easily, yielding finally a globule of metallic 
lead and a yellow coating of lead oxide near it and a white 
coating at a distance from it (see p. 144), With soda on 
charcoal metallic lead is readily obtained. 

Galena is the most important ore of lead and one of the 
commonest of minerals, occurring in large deposits in many 
mining regions; for example, in Missouri, Illinois, Iowa, 
and Wisconsin; also in Colorado and abroad in Derbyshire, 
England; Freiberg, the ILarz, and soon. It also occurs, 
but less abundantly, with the ores of other metals. Spha¬ 
lerite, calamine, smithsonite, also pyrite and chalcopyrite 
arc common accompanying metallic minerals; quartz, cal* 
cite, barite, also fluorite, are common non-met&lltc minerals 
associated with it and then called the gangue. As resulting 
from its own decomposition, lead carbonate (ceruesite) and 
also lead sulphate (angles!te) are often found with galena; 
less often pyromorphite and other lead minerals. Much 
galena carries a small amount of silver, and when this is 
sufficient in quantity to justify its being worked for the 
precious metal, it is regarded as a silver ore and called 
urge n t if evens galeu a. 
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Galena is used not only as a source of lead or sometimes 
of silver, but also for glazing common stoneware; it is 
hence called j i&tter’s ore, 

J A MESON IT K is a rare sulphide of lead and antimony 
(SPbS.SbjSJ occurring in ttcicular crystals, also in fibrous or 
compact masses. Hardness 2 to 3; specific gravity 5,5 to 
G* The luster is metallic and the color is steel-gray to dark 
lead-gray ; it resembles stibnite both in form and color. 

Bourn unite is another "at her rare sulphide of lead 
and antimony containing also copper (3(Ph,{)u}S'^h s S 3 )* 
It occurs in short prismatic or tabular crystals, often 
grouped in wheel-shaped forms ; also massive and compact. 
Hardness 2,5 to 3 ; specific gravity 5.7 to 5JJ ; luster 
metallic; color dark steel-gfuy, inclining to iron-black. 


Pyromorphite, Lead phosphate, IlPbgPgO^PbCl,. 

Pv ho morph ite is found in small hexagonal prisms which 
are sometimes cavernous in form, also often rounded into 
^ barrel-shaped forms, or even nearly spheri¬ 
cal. The crystals are frequently clustered 
together in a curious way, brandling out 
from a slender stem, as shown in Fig, 114. 
It also occurs as a thin crust or coating* 
which may be drusy on the surface, or simply 
globular or mammillary. 

Pyromorpliite has a hardness of 3*5 to 4, 
and J ike all compounds of lead, a high specific 
gravity, viz,, G.5 to 7. The luster is resinous and the color 
is commonly green, varying from grass-green to both darker 
and lighter shades; it is also sometimes pale brown. The 
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streak is not far from white even in the deep green 
varieties. 

It consists essentially of phosphate of lead, Pb s (P0J 3 , 
but contains also some chlorine. Hence when heated in 
the tube a little lead chloride is driven off and forms a 
white coating above. The same white coating is also de¬ 
posited on charcoal at a distance from the fragment which 
is being heated \ more conspicuous than this is the yellow 
coating of lead oxide (PbO) which is formed just about the 
fused fragment. Also if the fragment, after it is com¬ 
pletely fused, is examined, it will be seen that it is nearly 
spherical, has a brilliant luster, and sparkles on the surface 
from the reflection of light from a multitude of crystalline 
facets' it is this that gives the name to the mineral 
from the (Ireek words meaning fire and form {ndp and 
pop<pi Jy The fused globule, if heated further on charcoal 
with the addition of some sodium carbonate, yields globules 
of metallic lead. 

Mimetite and Vanadinite are two ores of lead which 
are closely related in form and composition to pyromor¬ 
phite. 

Mimetite consists essentially of lead arsenate, and vana- 
dinite of lead vanadate, and each, like pyromorphite, also 
contains a little chlorine. Certain intermediate varieties 
contain both arsenic and vanadium. 

Mimetite is usually yellow in color and has a resinous 
luster; it sometimes closely resembles pyromorphite in 
form (hence the name from pipt/rif*, imitator), but dis¬ 
tinct crystals are more rare and rounded indistinct forms 
the rule. The hardness is 3.5, and the specific gravity 7 
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to 7*25* It is easily recognized by yielding arsenical fumes 
on charcoal with their peculiar odor, while the reactions for 
lead are the same as for pyrom orpin to* 

Yanadinite is often of a beautiful deep red color, and 
when the crystals are clear and sharp it is one of the most 
beautiful of minerals, especially in the forms found of late 
years in some of the mining regions of Arizona; less 
brilliant yellow and light brown varieties also 
occur* The crystals are hexagonal prisms, 
often terminated by several hexagonal pyra¬ 
mids; cavernous forms also occur as with 
pyromorphite {Fig. 175). The hardness is 
about 3, the specific gravity G.7 to 7* The luster is resin¬ 
ous. 

The reactions for lead on charcoal are like those of pyro- 
niorpliitej the vanadium is recognized by tbe yellow and 
emerald-green colors which it gives to the salt of phosphorus 
bead, the former in the oxidizing, the latter in the reduc¬ 
ing flame (see p. 139)* 

It may be interesting to add that the rare element vana¬ 
dium, present in van ad ini te and some of the vanadates (as 
descloizite, a vanadate of lead, zinc, and copper), has found 
a use in the arts in calico-printing; it is also used for 
vanadium black, in making ink, and to fix the colors in 
the manufacture of silk. 

Somewhat resembling vanadinite in bright color are two 
rather rare lead minerals, Crocoite or lead chromate, 
PbCr0 4 , and Wulfenite or lead molybdate, PbMoO^ 

Ceocoite occurs in oblique prismatic crystals (mono¬ 
clinic) of a fine orange-rod color and giving a deep yellow 
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streak. The hardness is 2*5 to 3, and the specific gravity 
about 6* The luster is adamantine to vitreous* It is 
recognized by the lead coating which it gives on charcoal, 
and by the reactions for chromium, which yields a green 
head with borax in both the oxidizing and reducing 
flumes (see p* 138)* 

WTlfenite is not so rare as croeolfce, and is one of the 
many fine minerals which the western mining States have 
afforded in great variety and beauty, 
whore it often occurs with vanadiu- 
ite* It is found In square crystals 
(Fig. 17G) or tables frequently as thin as a knife-edge and 
perfectly clear; also in square pyramids, sometimes low 
and less often acute* The color is a blight orange-yellow 
to reddish yellow, or again brown or green: the luster is 
resinous or adamantine. The hardness is about 3, and the 
specific gravity 6.7 to 7. The square form and bright 
color make It usually easy to recognize it. 

With the blowpipe on charcoal it gives a lead coating, 
and with soda metallic lead* With salt of phosphorus it 
gives the reactions for molybdenum (p. 139). 

Cerussite, or White-lead Ore* Lead carbonate, PbC0 3 * 

Oeeussite, the carbonate of load, is the commonest ore 
of lead next to galena, and with this it commonly occurs 
for the simple reason that in nature’s laboratory, where 
carbon dioxide (CO a ) is often present, the sulphide of 
lead (FbS) is often changed into the carbonate (Pb00 8 ). 
This is a good illustration of what mineralogists call the 
association of minerals, often a very important guide as to 
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their nature. It in the same way, as has been stated t 
that the carbonate of copper (malachite) often occurs with 
the sulphides, the oxides, etc. 

The clear and colorless, or perhaps white or slightly yel¬ 
low, crystals of cernssite do not perhaps at first suggest to 
the eye that it is a mineral containing the metal lead. A 



more careful examination, however, allows the adamantine 
luster, and this, as lias been stated (p. SO), belongs to crys¬ 
tals which refract the light largely, in general either be¬ 
cause they are very hard (as the diamond), or because they 
contain heavy atoms, as those of lead* h is a good thing to 
remember that all the compounds of lead have an adaman¬ 
tine or a resinous luster, and the same is true of the kind 
of glass containing much lead called paste* out of which 
imitation jewels are made. 

The crystals of cernssite are sometimes thin plates (Fig. 
17?), with sides covered with fine horizontal lines; but 
rhombic prisms and pyramids also occur; Fig, 178 resem¬ 
bles a hexagonal pyramid in form and angle. This is one 
of the species which is frequently in twins, and six-rayed 
starlike forms, in which the branches cross at angles of 
00° and 130°, are common (Fig. 179, also Fig. 130. p. 58). 

The hardness is only 3 to 8,5, and the specific gravity is 
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high, about 0.5. as mtist be true of a compound of lead; 
this last character is one that should be noticed first if a 
mass approximately compact is in the hand. Sometimes, 
however, the mass of crystals is so open and porous that 
the effect of high density is lost. 

The composition, lead carbonate, PbC0 a , gives: Carbon 
dioxide (CO a ) 16.5, lead oxide (PbO) So,5 = 100, Heated 
on charcoal carefully (for it decrepitates at first) a fragment 
is easily fused and soon yields a globule of metallic lead, 
while about it the familiar lead coating is formed. Placed 
in a test-tube with a little nitric acid, the carbon dioxide 
(C0 4 ) is given off with effervescence. This species is com¬ 
mon in Colorado and other mining regions; it is valuable 
as an ore of lead and often of silver. It is the same as the 
artificial white lead used for paint. 

Angles!te. Lead sulphate, PbS0 4 , 

Angle site resembles eerussite, and like it is frequently 
found in cavities in the sulphide, galena (PbS), from which 
it is formed by oxidation. It is often in crystals, which 
are either rhombic prisms or pyramids, and sometimes very 
highly modified; the crystals resemble barite in form and 
angles (sec p. 262). Cleavage exists parallel to the prism 
and the base, but it is interrupted. It is also found in 
closely compact forms which are not so easy to recognize, 
but whose high specific gravity is suggestive. 

The hardness of anglcsite is 2.75 to 3, and the specific 
gravity 6.2 to 6.4. The luster is adamantine in most 
cases, especially on a fracture surface, sometimes varying 
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to resinous* The crystals are usually clear and colorless, 
but the masses may be brown and nearly opaque. 

The formula for lead sulphate, PbSO^, gives: Sulphur 
trioxide (SOJ 26^4, lead protoxide (PbO) 73. G — 100. On 
charcoal before the blowpipe it decrepitates and fuses 
readily to a clear bead, which becomes milk-white on cool¬ 
ing; in the reducing flame it yields metallic lead. With 
soda on charcoal lead is easily obtained, ami the soda reacts 
for sulphur as explained on p. 140. It dissolves with dif¬ 
ficulty in nitric acid, and does not effervesce as does eerus- 
site, and lienee the two are easily distinguished in this way. 
Beautiful crystals come from Anglesea (whence the name), 
from Sardinia* from Phoenix ville, Penn* It occurs in large 
quantities in Mexico and Australia. 

TIN. 

Tin, one of the most important of metals for a great 
variety of technical purposes, occurs, if at all, only very 
rarely in nature Jn the native metallic state. The supply 
is obtained almost solely from a single ore, the mineral 
cassiterite, or tin-stone. There is also a rare sulphide 
of tin, copper, and iron, called Stan kite. The use of tin 
that first suggests itself is for tin plate, so largely employed 
for vessels, roofing, etc; this is simply sheet iron coated 
with metallic tin* Tin enters into many alloys, as the 
various forms of bronze (gun-metal and bell-metal, etc.) in 
which it is alloyed with copper; it also forms alloys with 
lead in pewter and several kinds of solder; with antimony 
in Britannia metal; with both lead and antimony in 




































Queen's metal, ami copper and antimony in Babbitt metal; 
with lead and bismuth In fusible metal (see p. 178)* 

Cassiterite, or Tin-stone. Tin dioxide, Sn0 2 . 

Gassiterite, or tin-stone, occurs, when crystallized, in 
square prisms and pyramids and oilier related forms; twin 
crystals are common (Fig* ISO). The crystals have a 
splendent adamantine luster and a brown color, sometimes 
nearly black. It is also found disseminated in irregular 
particles in certain rocks, and there is a kind called 
stream-tin, which consists of rolled grains Or pebbles of the 
mineral; the massive forms sometimes have 
a botryoid&l or reniform surface, a fibrous 
structure (then called wood-tin) ? a brownish 
color, and a dull luster. 

Cassiterite is remarkable for its hardness 
(6.5 to 7), and still more for its high specific 
gravity, about 7. The composition is tin dioxide, Sn0 3 , 
which when pure contains 78.6 per cent of metallic tin* 

Cassiterite occurs commonly in granite; either in veins 
or sprinkled through the rock, often in inconspicuous 
particles, which can be separated, by the same process that 
nature has used in making stream-tin, that is, after the 
rock has been crushed, by washing away the lighter 
material by running water, the heavy tin-stone, more or 
less pure, being left behind. 

Cassiterite is rather easily recognized when in large 
crystals or masses by its high specific gravity, hardness, rich 
brown color, and brilliant luster. But confirmation is 
usually needed, and this can be gained by grinding some of 
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the mineral fine in an agate mortar, mixing it with sodium 
carbonate, and patiently roasting it on charcoal. After a 
little time small globules of a white metal separate, and by 
the method described on pp, 145, 14G they can be shown 
to be malleable under the hammer, while they are harder 
than silver, which they resemble; in nitric acid they are 
oxidized to an insoluble white powder, having the same 
composition as the original mineral. 

Oassiterite is found sparingly at a number of points in 
the United States, but attempts to mine It, as near Harney's 
Peak, S, Dakota, and in San Bernardino County, Cali¬ 
fornia, have not been successful. It is obtained in Mexico 
rather abundantly in the state of Durango. The Cornwall 
mines in England have furnished it for many centuries, as 
also the Saxon and Bohemian mines. Borneo, Sumatra, 
Raima, Malacca, and other islands in the East indies, 
and further, Australia, yield large quantities at the 
present time. 

titanium. 

Titanium is a rare element, chemically related to tin; it 
is of no special economic importance at present, though 
it forms certain alloys which may come into use in the 
future. The most important minerals containing titanium 
are the oxides rutile, octahedrite, brookite; also the 
silico-titanate, called titanite or sphene; the list-men¬ 
tioned mineral is described on a later page. Entile, ocra¬ 
iled rite, and brookite have all the same composition, 
namely, titanium dioxide, TiCC, but they differ in crystal¬ 
line form. 

Rutile is tetragonal, and Octaiiedritk (see Figs. 43, 45, 
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]>. 32) Is also, but of different form, while Reookite be- 
longs to tiie orthorhombic system. The hist two species 
ere so rare that they will not be particularly described, 
but rutile, though not common, is more important. 

One form of the crystals of rutile is shown in Fig. 181; 
others are twin crystals, sometimes quite complex, eight 
partial crystals occasionally going together to make one 
compound group. Other twins are of the knee-shaped 
kind, called gen undated, as shown in Fig. 182. 



183, 



m 



The hardness is 6 to 6.5, and the specific gravity about 
4*2. The color varies from reddish brown to red or yellow¬ 
ish, and also to nearly black, though even in the last variety 
thin splinters let through a little reddish light. The luster 
is usually metallic-adamantine. It is quite infusible and 
reacts for titanium (see p. 139), and also most varieties for 
iron, which is usually present (3 to 4 p. c. Fe.^0 3 ). 

Rutile is found chiefly in gneiss or granite, also in gran¬ 
ular limestone. It is occasionally cut for mourning jewelry* 
When penetrating rock-crystal in very slender transparent 
crystals it forms specimens of great beauty, particularly 
when polished; these are sometimes called love ? s arrows 
or filches d*mnou?\ Entile is also used to color porcelain 
yellow and to give a tint to artificial teeth. 
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URANIUM. 

Uranium is another rare element, but one of some im¬ 
portance economically. Tts compounds have usually a 
bright yellow or green color, and a little present in glass 
gives it a bright canary-yellow of ilnorescent properties. 
It is employed in certain pigments; also in painting on 
porcelain. 

The most important mineral containing uranium is 
Uraxinite, in which it is combined with oxygen; some 
lead and other rare elements are also present. It occurs 
rarely in black octahedrons of very high specific gravity, 
up to 9*7, also commonly in massive forms having a pitch- 
black color and luster, and lienee called pitchblende.. This 
last variety is more or less altered and yields some water 
in the closed tube. 

Two other uranium minerals are Torberkite, phos¬ 
phate of uranium and copper, a mineral of a bright green 
color, and Autunitk, phosphate of uranium and calcium, 
which is bright yellow. Both minerals occur in thin 
tabular crystals which have a basal cleavage, somewhat 
resembling mica {though the scales are brittle), and hence 
they arc sometimes included together under the name of 
uranium mica , 


IRON, 

Iron may well be called the most important of all the 
metals. How large a place it takes in the work of the 
world is shown by the fact that each year some 30 million or 
more tons are produced from its various ores and turned 
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into some of the many forms needed by man in his work. 
Its manifold uses are too well known to need enumer¬ 
ation here. The entire supply of iron which the world 
uses each year is obtained from its ores* In which the iron 
is in combination chiefly with oxygen. These ores are the 
minerals hematite, magnetite, and lirnonite; siderite, the 
carbonate of iron, is also an important ore. 

These ores smelted, for example with limestone as a flux, 
in a blast-furnace with charcoal or coke, yield pig iron , an 
impure form containing much carbon. This is also some¬ 
times called cast iron * though now this name is chiefly 
given to iron, remelted in a cupola furnace and cast in 
any desired form, which is also rich in carbon. If purified 
so as to contain but little carbon, it becomes wrought iron 
of very different properties, while steel is in composition 
Intermediate between the two forms mentioned. Steel is 
now obtained chiefly by the Bessemer process. It is 
remarkable because of its great strength and the varying 
degrees of hardness and elasticity which can at will be 
given to it by the process called tempering. 

Native iron, or iron occurring in nature in the metallic 
condition, is only known as a great rarity and hence is of 
no practical importance. The meteorites (p. 2) which 
occasionally fall to the earth often consist entirely of 
metallic iron, while others that have a stony aspect contain 
many particles of metallic iron distributed through the 


* Cast iron Is hard, brittle, fusible, and not weldable; wrought 
iron is soft, malleable and ductile, weldable and fusible at a high 
temperature; steel is malleable, weldable and fusible, with a varying 
b ard ness depe □ diu g upo n tb e t e m per. (Cen t . I)k L ) 
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mass. Native iron has also been noted a few times in ter¬ 
restrial rocks, but only one occurrence is especially note- 
worthy—that of Disko, Greenland, where it has been found 
in large masses imbedded in basalt, 

Pyrrhotite, or Magnetic Pyrites. Iron sulphide, Fe 7 S v 

Pyrriiotite takes its name from a Greek word meaning 
reddish (xvppoTifs) because of its peculiar reddish bronze 
color; this is a very important character to remember. 
The common name, magnetic pyrites* refers to its still 
more striking character of being magnetic and hence at¬ 
tracted by a magnet 

Pyrriiotite is rarely found in hexagonal crystals, but for 
the most part it occurs in irregular masses. The hardness 
is 3*5 to 4*5, and the specific gravity 4,(>. The luster is 
metallic, and the color* as before noted, a peculiar reddish 
bronze quite different from the other kinds of iron pyrites; 
the streak is dark grayish black. 

It is a sulphide of iron nearly equivalent to the simple 
sulphide, FeS, though never having exactly this composi¬ 
tion; on the contrary the common formula is Fe,S B . On 
charcoal it fuses to a magnetic globule, and in the open 
tube gives sulphurous fumes. It is decomposed by hydro¬ 
chloric acid with the separation of the ill-smelling gas 
1 1 y d ro go n su lph i d e, 

Pyrriiotite often contains nickel, and though it is not usu¬ 
ally present in large amount (rarely pvw.y per cent), this 
species occurs so abundantly, for e.YAibji'le at Sudbury, Out., 
as to constitute one of the most jmfwwajaat jtpes of nickel* 
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Pyrite, or Iron Pyrites. Iron disulphide, FeS a , 

Pyrite is one of the commonest and most striking of 
metallic minerals. It is often found in cubic crystals {Pig. 
183), and the faces of these usually show, if carefully 
examined, line lines or striations parallel in 
each case to one pair of edges only; further, 
on each face the direction is at right angles 
to those on the adjoining faces. These 
striations have been explained before (p, 

52) as due to what is called oscillatory 
combination of the cubic faces with those of the pyrito¬ 
lled ron. Octahedrons of pyrite are also common, and the 
twelve-sided form called from this species a pyritokedron 



184. 


isa 


186 . 





(Pig. 184). These last sometimes show fine striations like 
the cube, and often the two forms are both present and 
sometimes they arc rounded together. Fig. 185 shows the 
]\yri tolled ron and cube; Pigs. ISO, 187, the 
pyritohedron and octahedron. The angle 
between a and e Is 153° 26'; between 0 
and e 140° 46'. Pyrite is also found in 
massive form and sometimes in large beds 
which can be mined for the sake of the 
sulphur which the ore yields on roasting* 
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The hardness of pyrite is a little above 6, so that it 
scratches glass and is not scratched by an ordinary knife. 
It is thus unusually hard for a sulphide, and it is due to 
this that it strikes fire with the steel, which is the source 
of the name pyrites, which it shares with some other hard 
sulphides (see the Index). The specific gravity is 5. The 
luster is brilliant, metal lie, and the color light brass-yellow, 
sometimes growing a little deeper when tarnished. The 
streak is dark greenish black. 

The composition is iron disulphide, Fett.,. winch gives: 
Sulphur 53,4, iron 4G.G = 100, Though consisting nearly 
one half of iron, it is of no value as an iron ore, but it is 
employed for making sulphur and sulphuric acid: some 
kinds (called auriferous pyrites) are mined for the small 
amount of gold they yield when smelted. It fuses on 
charcoal to a black metallic bead, giving off sulphur which 
burns and produces the suffocating fumes of sulphur di¬ 
oxide: in the closed tube the sulphur which is driven of! 
collects in the cooler part of the tube in a liquid ring 
which is orange-red when hot and turns sulphur-yellow as 
it grows cool and solidifies. 

Pyrite is, as has been stated, a very common mineral, 
forming large beds, as in Spain, at Rowe, Mass., and in 
Virginia. In metallic veins it is almost always present, 
sometimes abundantly. It is also often found in crystals 
in slates and many kinds of rocks, and in coal, though 
then much diminishing its value if in large amount, 

Pyrite is often associated with chalcopyritc, or copper 
pyrites, but, as stated on p. I OS, it is easy to distinguish 
the two minerals by the difference in hardness and color, 
also by blowpipe characters. 
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Mareasite, or White Iron Pyrites* Iron disulphide, FeS a . 

Marcasete has the same chemical composition as the 
more common kind of iron pyrites, called pyrite, but it 
differs in the form of the crystals, in specific gravity, some¬ 
what in color, and other respects. The two arc conse¬ 
quently distinct minerals, and the compound FeS a is said 
to be dimorphous (p* 120). 

Mareasite crystallizes in orthorhombic prisms and pyra¬ 
mids, which it is generally easy to distinguish from the 
cubes and pyritohedrons of pyrite. The 
crystals are often compounded together 
and grouped in various forms, to which 
some fanciful names have been given, as 
spear pyrites (Fig. 188), cock s com b pyriies , 
etc. It often forms nodules, spherical 
forms, or stalactites, and is also simple massive. 

The hardness is 0 to 6.5, or the same as pyrite, hut 
the specific gravity is lower, only 4.8 instead of 5. The 
color, too, is a paler yellow when quite fresh, so that it 
is often called white iron pyrites* it is, however, more 
easily altered by the action of the weather and becomes 
tarnished, the metallic luster then becomes dull, and the 
true color is more or less obscured* 

Arsenopyrite, or Arsenical Pyrites. Iron snIph-arsenide, 
FeS,,*FeAs 5 . 

Arsenopyrite is another member of the pyrites group, 
and like the others is hard enough to strike fire with a 
steel. It is near to pyrite and mareasite in composition, but 
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besides sulphur contains also arsenic, so that it is often 
called arsenical pyrites; mi spick el is another name* It jy 
found commonly in masses, but occurs also in orthorhom¬ 
bic crystals, which are much like those of mareasite and 
sometimes twinned in the same way. The angle between 
the front m faces is 112% and of e (over the top edge) 


594% of n 147% of q S0\ 


The hard ness is about G, and the specific gravity also G. 
The luster is metallic, and the color when fresh silver- 



white, becoming a little dull and tarnished after exposure. 
The color is, therefore, quite different from the reddish 
bronze of pyrrliotite or the pale yellow of pyrite and mar- 
cfjgite* The streak is grayish black. 

The formula is FeAsS, which, to show the relation to 
mareasite, may be written FeS a «FeAs 2 . This gives the 
following percentage composition: Sulphur 19.7, arsenic 
4G.0, iron 34.3 = 100. Heated alone on charcoal it fuses to 
a black magnetic globule, giving off dense white fumes of 
arsenic trioxide, As 2 0 3 , which arc so volatile that they do 
not. condense on the coal except at a considerable distance 
from the flame. The touch of a flame upon this white 
coating drives it away. In the open tube, heated very 
slowly ? the sulphur is oxidized and passes out of the tube 
as BO, 3 and the arsenic forms As s O s , which condenses in the 
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tube as brilliant spangling octahedral crystals—this is the 
poisonous “white arsenic ,J (or simply "arsenic*’) of the 
druggist* and it is obtained in large quantities in the pro¬ 
cess of roasting this mineral as well as arsenical ores of iron 
and cobalt* as in Cornwall. Heated in the closed tube* 
where there is no air supplied, a dark red ring of arsenic 
sulphide (As s 8^) is ftrst formed ; if Lhe beating is conMn 11 erl, 
metallic arsenic now goes off* and collects as another ring* 
width is in black and lustrous scales. The arscnopvrite of 
Deloro, Canada* is auriferous and hence mined for the gold 
it yields. 

Hematite, or Keel Oxide of Iron. Iron sesquioxide, IV.0., 

Hematite is named from the Creek word for blood 
(m/iat), because many kinds show a red color and all varie¬ 
ties give a red streak. It is found in a great many dlifer¬ 
ent forms and is a difficult mineral, consequently, for the 
beginner to learn thoroughly. The kinds with a brilliant 
metallic luster are called specular iron; beautiful speci¬ 
mens of this come from the island of Elba* where it is 
found in thick rhombohedraJ crystals with brightly pol¬ 
ished faces* often with a beautiful indiscent tarnish on the 
surface. These crystals are usually rather complex (Figs. 
194, 195)* but occasionally the simple form resembling a 
cube in angle ($G^) is observed (Figs. H)T, 193). Other 
crystallized kinds, perhaps more common, are in thin plates 
or scales (Figs, 19G* 1 91), sometimes so thin as to be trans¬ 
parent, and blood-red in color when looked through. The 
specular iron is also massive, with black color and brilliant 
luster, and the masses have sometimes a peculiar smooth, 
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almost concboidal, fracture; certain forms have areniform 
surface. 

Other kinds of hematite are in scales a little like mica, 
sometimes black and shining, less often soft and reddish 
and soapy to the feel; also in minute pealike forms, called 
fossil ore. An earthy kind, dull in luster, is the red ocher } 
used for making paint. 

The hardness of most kinds of hematite is about 6, so 



that it is too hard to be scratched by the knife; but some 
of the scaly kinds are soft and unctuous to the touch. 
The specific gravity of the crystals is 5.2, The luster is 
metallic in the specular iron variety, but dull and earthy 
in others. The color is usually iron*black, but also red, 
IT lost reak i s a d u 11 red, a little like that of d r i e d b 1 ooc 3; 
the black micaceous kinds have to be ground quite fine to 
show this. Some kinds are slightly magnetic, but probably 
only because of a small admixture of magnetite. 

Hematite is the sesipiioxide of iron, Fe,0 (J and if pure 
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Contains TO per cent of metallic iron; it is also called ferric 
oxide by the chemist, in distinction from tlie protoxide or 
ferrous oxide, FeO. Heated in the reducing flame of the 
blowpipe, a fragment is partially converted into the mag¬ 
netic oxide so that a magnet will pick it up. Hematite is 
the iron ore mined in much of the Lake Superior region, 
at Birmingham, Alabama, aftfl elsewhere in the Southern 
States, and formerly at the famous Iron Mountain of Mis¬ 
souri, The most beautiful crystallized specimens have 
come from the island of Elba; Switzerland and France 
also afford fine crystals. 

Magnetite or Magnetic Oxide of Iron. Fe(FeJ0^ 

Magnetite suggests in its name its most striking char¬ 
acter, that of being magnetic. All kinds arc strongly at¬ 
tracted by a magnet* and one variety, called the Irtdestone, 
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Magnetite is found in octahedral or dodecahedral crys- ¥ 
tals (Figs. 190-201); more commonly simply massive, and 
then somet imes with a peculiar fracture, suggesting cleav¬ 
age , y I el d i ng n ct a he d n 11 f nig m cm t s. 

The hardness is high, about fi, like that, of hematite, and 
the specific gravity is nearly the same, 5.18. Tim luster is 


199. 200, SOI, 



metallic, usually very brilliant, ami the color iron-black. 
The streak also is black, and this is a most important char¬ 
acter, for it distinguishes it. at once from hematite, which, 
though at limes iron-black in I lie mass, has u red streak. 

The composition Is expressed by the formula FefFepO. 
or FoO. FeJ) r< , which is equivalent to Fe s 0 4 , yielding 12.4 
per cent of metallic iron. It is fused with great difficulty, 
but a small fragment heated carefully in the oxidizing 
flame loses part if not all of its magnetic property. It is 
soluble in hydrochloric acid. 

Magnetite, like hematite, is a. very important ore of iron. 
It has been mined in the Adirondack region, us at Port 
Henry, in large quantities and elsewhere; also in the West 
Point region; at Brewster, Putnam County; in Mew Jersey. 
It also occurs in the Lake Superior region, where, however, 
the commoner ore is hematite. The famous Swedish iron 
and steel are made from magnetite. Besides these great 
deposits magnetite is a common mineral in many rocks. 
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occurring in little particles distributee! through the mass. 
It is thus prominent in the trap rocks of Connecticut* 
Massachusetts* and the Palisades of the Hudson. When 
the rocks containing magnetite arc broken up by the 
weather and reduced to the condition of sand and gravel, 
the magnetic iron* being heavier* is often sorted out by the 
water and accumulated by itself; a stream by the side 
of a country road often shows a streak of the black iron 
sand, and at the seashore it may be found in quite large 
quantities. It lias been mined in this way at Block Island, 
being separated by a large magnet from the associated 
sand and gravel. 

Franklinitb, so called from its sole locality, Franklin 
Furnace, New Jersey, is a mineral in form, color, and gen¬ 
eral appearance much resembling magnetite, but it is only 
feebly magnetic if at all, and has a brown, not black, streak. 
It is an oxide containing besides iron also zinc and man¬ 
ganese, and is hence valuable as a zinc ore and for making 
spiegeleisen, an alloy of iron and manganese employed in 
the making of steel. 

Chromite, or Chromic Iron, is another iron ore looking 
much like magnetite, also crystallizing in octahedrons, 
though the massive form is the common one. It contains 
chromium besides iron, and with borax yields a chrome- 
green bead (p, BIS), It is not a particularly interesting 
mineral and is of limited occurrence, but valuable as a 
source of the element chromium, which forms a bright- 
colored (usually yellow or green) class of salts called chro¬ 
mates; these are used for pigments and in calico-printing. 
Chromium is also used in chrome-steel. It is often as- 
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seriated with serpentine, as in Pennsylvania and Mary¬ 
land ; it is also mined in California and in Turkey. 

I lm e x i te, or titai \ic i ron, i s rel at od t o hornati fcc aiti d 
m agnet i t e, h u t d i liers from (lie fon 11 ov in haviu g a blat j k 
streak, and from the latter in not being magnetic. It con¬ 
tains titanium besides iron and oxygen, and the formula of 
some kinds is FeTiO^ lake m ague life it occurs in minute 
particles in certain rocks and it also forms beds of some 
magnitude. Part of the magnetite contains titanium {or 
is titan if crons) and is then of much less value as an ore 
because highly refractory, or hard to reduce in a furnace. 

Limonite, Brown Oxide of I ron. 2 Fe„O a . 31 1 5 (). 

LmoNiTE is a hydrous oxide of iron, that is, it contains 
some 14 per cent of water which it gives off when heated. 
It is often called brown hematite^ because while re¬ 
sembling some kinds of hematite it has usually a brown 
color and always a brown streak. It is not known in crys¬ 
tallized forms, but occurs only massive, especially in stake- 
title shapes, or forms with rounded surface (sue Fig. 140, 
p. 08)* Its structure is frec|iieutly fibrous, but earthy in 
the brown ocher used For paint. 

The hardness in the compact kinds is about n, or less 
than that of hematite and magnetite, and the specific 
gravity is a little below *4. The luster varies from sub- 
metal lie to earthy; it is sometimes brilliant on the glossy 
surfaces of stalactites, but more commonly dull. 

It is a hydrated oxide, EFc H O a ..3IT r ,0, and only contains 
60 p. c. of metallic iron if perfectly pure, which is rarely 
the case. Heated in [he closed tube considerable water is 












































I) ESC It 1 FT 10 N 0 F M I X E K A L S P EC IES, 


223 


given off which condenses in the colder part of the tube; 
the fragment after heating turns red and lias a red streak , 
—by the loss of water it has been converted into an¬ 
hydrous iron sesquioxide, Fe B 0 4 , or hematite. 

Liffionife is named from the Greek word (Xetjiwv) 
meaning meadow, because often found in marshy places; 
in fact one kind is also called bog iron ore. ft is mined 
in many deposits in western New England and adjacent 
parts of New York, also in Pennsylvania, Virginia, etc. 
It is a low-grade ore, that is, it yields only a relatively 
small amount of iron because of the clay and other im¬ 
purities present. 

G gethite, named after the poet Goethe, is another 
oxide of iron yielding water. It occurs in brilliant pris¬ 
matic crystals and also in massive forms, often fibrous in 
structure. It has a yellow-brown to deep brownish-black 
color and a streak like that of limonite, which It also re¬ 
sembles in some of its forms, Tt is of limited occurrence, 

Tuhgite is still another iron hydrate, not common; it 
occurs in forms like limonite, but yields only 5 per cent 
of water and has a red streak; it usually decrepitates 
when heated before the blowpipe. 

Sid onto, or Spathic Iron. Iron carbonate, FeC0 r 

Siderite, the carbonate of iron, is also an important 
ore, although less so than the three prominent oxides. It 
crystallizes in rbombohedrons, often with rounded faces 
{Fig, 202), and has perfect rhombohedral cleavage. This 
cleavage is a very prominent character in the common 
massive kinds; the angle between two adjacent cleavage 
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surfaces is 107° or 73°; it is the same form that we shall 
learn with ralcite; indeed, as explained on p. 110, the two 
species form with several others an isomor- 
phous group. The hardness is 3,5 to 4, anil 
the specific gravity is rather high. 3.8: this 
instantly suggests to one picking up a speci¬ 
men that a heavy metal is present. The 
luster is vitreous and the color light yellow to brown, be¬ 
coming dark by alteration; the streak is white or nearly so. 

It is a carbonate of iron, FeCO n , and contains 48 per 
cent of metallic iron if pure. In acid, if slightly warmed, 
it dissolves with efTcrvescence, giving off carbon dioxide 
gas; before the blowpipe it turns black, fuses, but not 
very easily, and becomes magnetic. It is largely mined in 
Cornwall, and is also found in Pennsylvania, Ohio, etc. 

Colum bite is a rare iron mineral, occasionally found in 
jet-black crystals or masses in the granite veins of Xew 
England; it resembles tourmaline somewhat, but is much 
denser, having a specific gravity varying from 5.4 to G or 
over. Its luster is submctallic. A figure of a twin crys¬ 
tal is given on p. f>8 (Fig. 118). It is a niobate (or 
col mu bate), of iron with also some manganese, and further 
with the niobium there are also present varying amounts 
of the related element tantalum; as this increases the 
specific gravity runs up to about 7. Taxtaeite is nearly 
pure iron tantalate, with 0. = 7. 

Samauskite is a velvet-black mineral a little resembling 
columbite and often associated with it. Besides iron it 
contains tantalum, niobium, the cerium metals, yttrium, 
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and other rare ele high f,s; it is found in the mica mines of 
North Carolina. 

Wolframite, a tungstate of iron and manganese, is a 
still rarer mineral than col urn bite. It is iron-black in 
color, with fine cleavage and sub metallic luster; like 
eolumbite it is very heavy, having a specific gravity of 
over 7. 

Triphylite is a rather rare phosphate of lithium and 
iron chiefly (LiFePOJ, hut containing also manganese and 
hence passing into lith iopu r lit e (LiMnPOJ. It occurs 
in clear able masses of a bluish-gray color; lithiophilite is 
salmon color, yellow or pale brown. Both minerals have 
similar physical characters: hardness 4*5-5; specific grav¬ 
ity 3.r>; luster resinous. In the forceps they fuse readily* 
giving a red flame (lithium), with bluish green on the 
edge (phosphorus); they give with borax reactions for 
iron or manganese or both. Child rex rrn is essentially a 
hydrated phosphate of iron and alumina, occurring in 
yellow or brown orthorhombic crystals. Eosphorite is 
the closely-related manganese compound. 

\ r vi ax it e is a hydrated phosphate of iron having a 
blue to green color ; it occurs In crystals, also In earthy 
forms, the latter called blue iron earth. 

Pn v rma c o siderite is a hydrated arsonate of iron com- 
rnouly occurring in small cubic crystals of a yellow to 
green color, Scorodite is another arsenate of iron 
which is found in olive-green to brown orthorhombic crys¬ 
tals, also in aggregations. There arc numerous other 
arsenates and phosphates of iron, hut too rare to be in¬ 
cluded here. Among the sulphates of iron may be men- 
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tinned melanteritEj also called iron vitriol and copperas^ 
a mineral which has usually been derived from the decom¬ 
position of pyrite or m areas! te. Copperas is employed in 
making ink, also much used by dyers and tanners. 

nickel. 

Nickel, though formerly a little-used metal, has become 
of much wider application in recent years. It is exten¬ 
sively employed now to plate many articles of steel—as 
knives, scissors, skates, etc.—because unlike the steel it 
does not tarnish or rust rapidly in the air. It is much 
used also, when alloyed with copper, for small coins, as the 
“nickels ' 3 or live-cent pieces of this country, and similarly 
in Switzerland, Germany, and Belgium. Nickel steel has 
been found to be remarkably strong in withstanding the 
blow of a cannon-ball. The white alloy called “ German 
silver ” contains copper, zinc, and nickel in about the pro¬ 
portions of 5 : 3: 2. 

There are not, however, many minerals which contain 
nickel One of these is the sulphide millerite; another is 
niceolite, or nickel arsenide. There arc also some other 
rare compounds of nickel with sulphur, arsenic, or anti¬ 
mony, Nickel is also present in some varieties of the 
sulphide of iron, magnetic pyrites or pyrrhotite, and this 
occurs in so large an amount as to he an important source 
of the metal. There are further some hydrous silicates 
containing nickel, which arc extensively mined at the 
present time. It is interesting to note, finally, though a 
matter of no practical importance, that the iron of meteor¬ 
ites is almost always an alloy of iron and nickel, the latter 
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metal being present to the amount of 5 to 10 per cent, and 
in rare cases much more, 

Hitlerite. Nickel sulphide, XiS. 

Millfiutk, the sulphide of nickel, is remarkable among 
minerals because of its occurrence in very line hairlike, 
or capillary, forms. These sometimes resemble a wad of 
hair, as in the geodes in the >St. Louis limestone, or they 
may be simply a tuft of extremely delicate radiating 
crystals as in cavities of hematite at Antwerp, S’. Y. 
There are also thin crusts with fibrous Structure, as those 
from Pennsylvania. The hardness is a little over 3, and 
the specitic gravity 5.Lb It has a metallic luster and a 
color like that of yellow bronze, often slightly tarnished; 
the streak is greenish black. 

The composition, AiS, gives 04.6 per cent of metallic 
nickel. Before the blowpipe nnllerite reacts for sulphur, 
like the sulphides, and after roasting off the sulphur a small 
fragment will give with borax in the oxidizing flame 
a characteristic violet bead (p. 138). The globule obtained 
on charcoal, after heating in the reducing flame, is attracted 
by a magnet, for nickel is a magnetic metal like iron, 
though of much feebler intensity. 

It is only rarely that millerite occurs in sufficient quan¬ 
tity to be useful as an ore of nickel. An iron-nickel 
sulphide called pentlandite is more important ; polydy- 
mite is another nickel sulphide, 

Kiccolite. Xiekel arsenide, NiAs. 

Xiccoltte is often called copper-nickel, but not because 
it contains copper, but only from its conspicuous pale cop- 
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per-rcd color. It is found in masses of metallic luster ; 
hardness f> to 5.5, and specific gravity 7.3 to Ui. The 
composition NiAs gives: Arsenic 5ti. 1, nickel 43,h = 100. 

BreithauptitE is a related mineral, rarer than niecolite, 
though somewhat resembling it. It is an antimonkle of 
nickel, NiSb, 

Nickel is also present with cobalt in the mineral smalt- 
ite. 

Genthite and (Iarnikritk are hydrous silicates of 
nickel and magnesium of varying composition, having a 
bright green color. They are found only in massive forms 
and are not very interesting as minerals, but highly valu¬ 
able as ores, Ganiierite is mined extensively in the French 
penal colony of New Caledonia. 

COBALT. 

Cobalt is a metal related to nickel and often associated 
in nature with it in its various compounds, though of much 
more limited occurrence. 

Cobalt minerals are rather rare; they include the sul¬ 
phide, lixnyeite; the arsenide, bmaltite, which is the 
chief ore; the salph-arsenidea, con altite, and o la itcodot. 
All these have a tin-white color like that of arsenopyrite, 
which also lias a variety, called danaite, which contains 
cobalt. f rhere is also a bright rose-red mineral called 
erytjiuite. or cobalt bloom, which is an arsenate of cobalt. 
An impure oxide of cobalt is a black earthy mineral. 

Cobalt, as a metal, is not used in the arts, but its salts, 
which are mostly brightly colored, have some applications. 
From the change in color that some of them undergo on 
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heating and losing water depends £ heir use as sympathetic 
ink. Cobalt glass, called lias a beautiful blue 

ultramarine color and ground up is used as a pigment, 

MANGANESE. 

M a no a nese is a. metal which is closely allied to iron in 
physical characters and chemical relations. As obtained 
by the chemist, for it does not occur in nature, it is hard 
and brittle; it has a grayish-white color, and a specific 
gravity of about 8. Like iron it forms numerous natural 
compounds, but they do not find many applications in the 
arts. The alloys of manganese with iron, called spiegehi- 
sen and ferrmumgunvse^ are, however, employed in large 
quantities in making steel, and most of the manganese 
mined is used in this way. 

The common ores of manganese are the oxides, pyro- 
lusite and manganite; the silicate and carbonate are hcau- 
t.ifnl minerals, but relatively rare, as is still more true of the 
other natural compounds. 

Pyrolixsite. Manganese dioxide, MnO a , 

Pyrqlusite is an oxide of manganese, MnCh, and be¬ 
cause of the large amount of oxygen that it contains it is 
sometimes used in the laboratory as a source for that gas. 
The glass-maker also employs it to take out the color of 
glass, because the oxygen which it yields forms colorless 
compounds in it. On this account it takes its name, from 
the Greek words meaning lire (ttv/j) and to wash (At;®). 
The French have a similar name—they called it “glass- 
maker’s soap/’ it is also used as an oxidizing agent in 
making paints, varnishes, etc. 
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It. is a very soft mineral, soiling the fingers; it has a 
grayish-black color, a black streak, anil metallic luster. It 
usually occurs in fibrous masses, less often crystallized, 
also sometimes in sfcalaetitic forms and in incrustations. 

Tile composition of pyrolusite is essentially manganese 
dioxide, MnO„, but it also commonly contains some water. 
The sirieLly mi li yd rents manganese dioxide is the mineral 
pnlinnUe, crystallizing in tetragonal forms similar to crys¬ 
tals of rutile (TiO.,) and cussiterilc (SnOJ, The react ions 
of manganese with the (hires are given on p. 138. Heated 
in the closed tube pyrolnsite yields oxygen which causes a 
match if still glowing when inserted to start into flame; 
when treated with hydrochloric acid chlorine is liberated* 
Pyrolnsite is the common ore of manganese and is mined 
in large quantities in Virginia, Georgia, New Brunswick, 
etc. It has ordinarily, perhaps always, been formed from 
the related mineral immganite* 

Mangamte. Manganese hydrate. Mn./.) a * 11,0. 

Manganite is another oxide of manganese; it occurs 
in brilliant orthorhombic prismatic crystals and in fibrous 
radiated masses. The hardness is 4,and the specific grav¬ 
ity 4 :l to 4*4; the luster is metallic, and the color dark 
steel-gray to nearly iron-black, while the streak is dark 
reddish brown, thus distinguishing it from pyrolnsite, the 
streak of which is black. 

The formula MnO(OH) or Mii a 0g*IT,0 gives the per¬ 
centage composition: Manganese sesquioxidc 89,7 (or man¬ 
ganese 52.4), water !0.3 = 100, This is a not uncommon 
mineral in the Lake Superior iron region; it is mined in 
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the Harz in Germany, By loss of water and oxidation it 
is converted into pyrolusite. 

Bra unite and TIausmannite are other oxides of man¬ 
ganese of rather rare occurrence. Psilomelaxe is com¬ 
moner, but not often found in a state of purity; it usually 
occurs in black botryoidal or stalactitie forms, often asso¬ 
ciated with pyrolusite. It consists chiefly of manganese 
oxide and water, with some baryta, etc. Wad, or bog 
manganese, is a still less definite mineral, consisting of 
mixtures of oxides of manganese and other metals (cobalt, 
lead, etc,). It is brown to black in color, dull in luster; 
very soft, and often extremely porous and light, sometimes 
sufficiently so to float on water* It is used as a paint. 

Rhodonite. Manganese si 1 icate, M 11 Si0 3 . 

Rhodonite is named from the Greek word for rose 
(ydodor), which alludes to its beautiful rose-red color. It 
is not a common mineral, but is found rather abundantly 
hi some localities, as at Franklin Furnace, H. J-, also in 
Russia, where it is used as an ornamental stone, in the 
form of a veneering for tables lops, etc. The crystals are 
fiat and usually show two cleavages; they belong to the 
triclinic system, and the form is not easily deciphered. 

The hardness is about G, and the specific gravity 3.6. 
The luster is vitreous, or pearly on the cleavage faces; the 
color is rose-pink; tlic streak is white. 

The formula, MnSiG 3 , corresponds to the percent¬ 
age composition; Silica (SiOJ 45.9, manganese protoxide 
(II nO) 54.1 = 100. Some varieties contain zinc, others 
iron, and others also lime. It fuses rather easily before 
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the blowpipe, turning black; with borax it gives a man¬ 
ganese reaction (p* 138). It is partially dissolved by 
hydrochloric acid* 

Rhodoclirosite. Manganese carbonate, MnCO a * 

Rhodochuositi;* the carbonate of manganese, is another 
rose-colored mineral resembling rhodonite in color as in 
its name* It sometimes occurs in fine clear rhombohe- 
dronSj and in masses with rhombohcdral cleavage, and 
then the form is found to be very near that of cale.ite and 
siderite, to which it is closely related (see p* lib); the 
angle between two cleavage faces is 107°. II also occurs 
in massive forms, sometimes granular and com pact; also 
globular or botryoidaL The hardness is about!, and the 
specific gravity 3.C. The luster is vitreous, and the color 
rose-pink; the streak is white* 

The formula, MnCO a? requires: Carbon dioxide (CO ) 
38.3, manganese protoxide (MnO) GL7 = 100* It offer- 
vosces with acid and reacts for manganese with the fluxes 
(p* 138)* Beautiful clear rhomhohedral crystals come 
from Lakes County, Colorado* It is the gangtie of silver 
and gold ores in Montana, near Butte City* It is mined 
in Wales and in Belgium* 

Of the many other manganese minerals may be men¬ 
tioned the sulphides Alabaximte (MnS) and JLwiumii; 
(MnSJ; further, the phosphate Tkipute (also tnphvlife 
and lithiophilitej p. 225); there are a number of other 
rare phosphates. 
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ZINC. 

Zisrc is one of the most common and important of the 
metallic elements, but it is not certainly known to occur 
in the form of the metal in nature, it has a crystalline 
structure like metallic antimony, a white color, and brill¬ 
iant luster, soon, however, tarnishing. Its specific grav¬ 
ity is 6*9 to 7.2. It is brittle at both low and high 
temperatures* but at 140° Centigrade it can be rolled into 
sheets. It fuses at a relatively low temperature, 500° C-, 
and boils at a red heat. Its physical properties put it 
somewhat near the imperfect metal antimony. 

It is a most important metal in the arts* Iron in sheets 
and wire, coated by zinc, are protected from rusting, and are 
then said to be galvanised ; a common use of the sheets is 
for roofing. Zinc is the negative metal in almost all forms 
of the chemical electric battery—that is, the metal at the 
expense of which the electric current is obtained. With 
copper it forms brass and related alloys; it is also one of 
the constituents in german silver; an alloy of zinc is used 
for making raised cuts in photo-engraving. The white 
oxide is used for paint. Metallic zinc, as obtained from 
the furnace in ingots, is called speller. 

The commonest ore of zinc is the sulphide, sphalerite 
or zinc blende, but the silicates, willemitc and calamine, 
and the carbonate, smith son ite, are also important and 
valuable* 

Sphalerite. Zinc sulphide, ZnS. 

Sphalerite is named from a Greek word which means 
deceiving , and the young mineralogist, after lie has blun- 
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tiered over it a score of times, as lie is pretty sure to doc¬ 
tor it is far from easy to recognize,— will think it well 
named* It was so called because often occurring with 
and mistaken for the more easily recognized lead ore* 
galena; tlie miner's names, Muck jack, false lead, false 



galena, refer to the same fact* The common name,blende 
or zinc blende, will perhaps be easier to remember at first 
than sphalerite. 

It is sometimes found in tetrahedral crystals and related 
forms (Figs* 203, 204), but usually the crystals are indis¬ 
tinct, being not infrequently twinned, and it needs a 
trained and skillful eye to understand them, Usually it is 
found in masses or small particles, showing smooth sur¬ 
faces of cleavage, which is found on examination to be 
dodecahedral, since the angle between two adjacent sur¬ 
faces is 120°. Sometimes it is possible to cleave out an 
almost perfect dodecahedron from a mass of sphalerite. 
Even if granular in structure the cleavage surfaces arc 
usually prominent, though there are kinds which are 
closely compact and show no cleavage. 

The hardness is 3,5 to 4* and the specific gravity about 
4* When perfectly pure, sulphide of zinc is white in the 
form of powder, or clear and nearly colorless in small 
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cleavage pieces ; the latter then show an adamantine 
luster Commonly it contains some iron, and often a 
good deal, and then the color is yellow or yellowish brown, 
—the latter the most common,— and finally dark brown 
and nearly or quite black; the light-colored kinds may 
also have a greenish tinge. The luster is usually resinous; 
and in all the common kinds this is so distinct that the 
mineralogist comes to depend upon it to enable him to 
identify the mineral. The streak is white, pale yellow, or 
brownish, becoming deeper the darker the color of the 
mass. 

The composition zinc sulphide, Znft, gives: Sulphur 33, 
zinc 67 — 100. As stated above, iron is usually present, 
and sometimes also manganese and the rare element 
cadmium. Before the blowpipe it does not fuse, but if 
powdered and heated on charcoal {see p, 143) it gives a 
zinc coating, canary-yellow when hot, but white on cool¬ 
ing; this turns green when heated in the oxidizing flame 
after being moistened with nitrate of cobalt. When 
warmed in a test-tube with hydrochloric acid it effervesces, 
giving off bubbles of gas which a careless observer might 
take for carbon dioxide, only the disagreeable odor shows 
that it is sulphureted hydrogen (H a S). 

Zinc blende is one of the commonest of the metallic 
compounds, and where we find galena or pyrifce we are 
likely to find it also; in one variety it is compact, alter¬ 
nating in layers with cleavable galena. It occurs in some 
regions, as in southwestern Missouri and the adjoining 
portions of Kansas, in very large deposits. 

Zincite, Frankliirite, and Willemite arc all rare minerals, 
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but as they are important ores of zinc at that, famous 
locality, Franklin Furnace, New Jersey, they will be men¬ 
tioned briefly; they are indeed known at only a few other 
places. 

Zincite, or the red oxide of zinc (ZnO), is often found 
in bright red grains or masses, sometimes mixed up with 
the other two minerals named, the black franklinite and 
the green willemite. It also occurs in larger masses in 
calcite, and then shows good cleavage. Hexagonal crystals 
are very rare. The hardness is 4 to 4.5, and the specific 
gravity 5.4 to 5.7. The deep red or orange color is very 
characteristic; the streak is orange-yellow. It reacts for 
zinc on charcoal and for manganese with borax on the 
platinum wire. 

Franklinite is an oxide of zinc, manganese, and iron; 
it has been already mentioned on p. 221. 

Qahnite, or zinc spinel, is related to franklinite. It 
has often an octahedral form and a deep green color. The 
hardness is 7.5 to 8, and the specific gravity 4.G. The 
typical composition is Zn().Al a 0 3 , but kinds from different 
localities vary widely. 

Willemite is often found in bright yellow or apple- 
green masses, also in six-sided crystals usually of a flesh-red 
color and which are sometimes fpiite large and have a 
resinous luster; this last kind is called troosfile. Rarely 
slender prisms of a clear green are found. The hardness 
is 5.5, and the specific gravity 3.0 to 4.18. The luster is 
between vitreous and resinous, often weak, and the color 
varies widely, as already stated. 

Willemite is a silicate of zinc, Zn a Si0 4 , or 2ZnO.SiO a , 
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iiml the percentage composition is: Silica (SiOJ 27.0, 
zinc protoxide (ZnQ) 73.0 — 100. Manganese and iron 
are often present, replacing part of the zinc. 

Calami xe is another silicate of zinc, hut different from 
willemite, since it contains considerable water, winch it 
gives oil when heated to a high temperature in the closed 
tube. It is not very often found in isolated crystals, but 
usually in masses with a crystalline surface, which is mam¬ 
millary or bo try old al in form. Occasionally the surface is 
seen to be made up of flat tabular crystals projecting from 
the mass. The hardness is 4.5 to o, and the specific gravity 
3,4 to 3.5. It is usually white or slightly yellowish, but may 
be tinged blue from a little copper; the luster is vitreous. 

The composition is H a Zti a SiO a or H a 0.2Zii0.Si.© a , 
which gives: Silica (SiO a ) 25.0, zinc protoxide (ZnO) 67*5, 
water (H a .O) 7,6 — 100. Before the blowpipe on charcoal 
it yields the characteristic zinc coating; further, a frag¬ 
ment ignited with cobalt solution assumes a fine blue. 
With hydrochloric acid it forms a jelly (p. 150). 

Smithsonite, Zinc carbonate, ZnC0 3 . 

Smithsoxite is remarkable because in its common forms 
looking so much like calamine. Like it it may have many 
colors- indeed, the sinifchsonitc brought of recent years from 
the old zinc mines of Laurium in Greece is remarkable for 
the beautiful shades of blue, green, yellow, and red which it 
exhibits in different specimens. It is also called dry bone 
by the miners. It is related to cal cite, siderite, and rhodo- 
chrosite, and crystallizes in similar rhombohedral crystals 
(p P 119), but they are very rare. The common form is that 
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of mammillary or bolryoulitl masses, also staluetitic shapes. 
The hardness is 5, and the specific gravity 4,3 to 4,45, The 
luster is vitreous. 

The composition ZnCO s gives: Carbon dioxide (COj 
35,2, zinc protoxide (ZnO) 04.8 — 100. With add it ef¬ 
fervesces, as do all the carbonates, it is infusible before 
the blowpipe, but when heated very hot in the oxidizing 
ilame after moistening with cobalt solution It takes a green 
color on cooling. 

Cadmium is a rare element often associated with zinc, 
for Instance in sphalerite. Green oukite is cadmium sul¬ 
phide. 


ALUMINIUM or ALUMINUM. 

Aluminium is one of the most remarkable of metals, 
because while it 1ms great tenacity and is in a high degree 
sonorous and non-ox id izable in the air, it has a specific 
gravity of less than cal cite, or only 2.5, In other words, 
it Is only about one third as dense as iron and one fourth 
as dense as silver, which it somewhat resembles. Both as 
the pure metal, because of its low density, and in alloys, 
for example with copper as aluminium bronze, because of 
their strength and other remarkable properties, It is highly 
useful. As improved methods of obtaining it are deviled 
(e.g., by electrolysis) and the price, once very high, falls, its 
use is being increased, and we cannot now say to what extent 
in the future it may supplant other metals, especially steel. 

Aluminium does not occur in the native form, but it is 
one of the commonest of the chemical elements and is an 
important constituent of u great many minerals. 
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Corundum is oxide of aluminiums gibbsite and bauxite 
are hydrated oxides, the latter occurring in large quantities, 
but more or less impure; cryolite is a fluoride of alumin¬ 
ium and sodiums kaolin is a silicate of aluminium, and 
the many kinds of clay are related silicates, though usually 
impure; the feldspars are silicates of aluminium with po¬ 
tassium, calcium, or sodium; further, the element enters 
into the composition of a considerable part of the other 
silicates, as mica, the zeolites, etc. The supply of the 
metal is now chiefly obtained from bauxite, also from 
gibbsifce and cryolite* 

Corundum. Alumina or Aluminium oxide, Xl,0 3 * 

Corundum is, next to diamond, the hardest of minerals 
and one of great interest Its clear blue varieties make 
the sapphire of jewelry, and the clear red the highly-prized 
ruby; while the coarse and impure kinds, when pulverized, 
are our emery * When in distinct crystals it has a hex¬ 
agonal form, usually either that of a prism or a tapering 
pyramid (Figs. 205, 20G). It is also found in massive 
forms, and these often have a frac¬ 
ture nearly like a cube in angle. 

The hardness is 9, so that it will 
scratch any other mineral except 
the diamond. The specific gravity 
is 4*0, which is high for a non metal¬ 
lic mineral, and remarkably high 
for the oxide of a metal of such low density. It is not 
often that the oxide of a metal is more dense than the 
metal itself; this great density is obviously connected with 


205 . 200 . 
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the great hardness (see p. S4). The luster, like that of 
most very hard minerals, is brilliant and adamantine, 
though rather dull in some massive kinds. The color is 
gray to brown or nearly black in many of the common 
varieties, called in part adamantine spar; bright blue in 
the variety called the sapphire; red in the ruby; purple 
in the Oriental amethyst;* yellow in the Oriental topaz . 

Corundum is the sesqui oxide of aluminium, A1 2 0 3 . It is 
infusible before the blowpipe and unattacked by acids. 
AVlien heated very hot it gives with cobalt nitrate (he 
characteristic blue of alumina. To obtain this, since the 
mineral is so refractory, it should be pulverized carefully, 
then moistened with a drop of nitrate of cobalt, so as to 
form a paste, and this supported in the loop of the plati¬ 
num wire and intensely heated. 

Common corundum occurs in Massachusetts at Chester. 
New Jersey, Pennsylvania, and still more in North Caro¬ 
lina and the adjacent states of South Carolina and Geor¬ 
gia; gems are rare, but when pulverized and washed from 
the rock it is used for emery. Beautiful sapphires have 
been obtained in Ceylon, and rubies in Siam and Burma 
and other places in the East Indies. Emery has been 
extensively mined near Smyrna, Asia Minor, and at Naxos 
and other of the Greek islands. 

Diaspore is a rare oxide of aluminium (A1 2 0 S .II 2 0) 
yielding about 15 per cent of water upon ignition. It 


* The word Oriental in such cases was formerly much used; it 
meant originally coining from the East or Orient, and from that, as 
applied to gems, of great value as contrasted with stones of similar 
color (for example, the common amethyst) but not so highly prized. 
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occurs in thin crystals or foliated masses with highly per¬ 
fect cleavage; the luster on the cleavage-face is pearly* 
elsewhere vitreous* The color is usually white or nearly 
so. The hardness is (ho to 7, and the specific gravity 3*4. 
This species is often associated with corundum* as at 
Chester, Mass., in Pennsylvania at Xewlin, and elsewhere. 

Bauxite is a hydrated oxide of aluminium occurring in 
earthy ma sses rese m blin g cl ay; al so i 1 1 co i i cret i oi i ary f orms. 
The color varies from white to gray, yellow, also to brown 
or red, especially in the impurer kinds, Jt is not an at¬ 
tractive mineral, hut is valuable as a source of aluminium. 
It takes its name from the principal locality at Banx (or 
Beaux), France; it is also found in our Southern States, 

Gibbsite is a hydrated oxide of aluminium, A1(0H) 3 or 
AI a O s .3I-I tt O. It occurs in opaque white stalaetitic forms 
and incrustations* showing a radiated structure, Tt is often 
found with ores of iron and manganese, but not usually in 
large quantities. 

Spinel. Magnesium alum mate, MgAhO,. 

Spinel is a rather rare mineral containing in tire typi¬ 
cal form magnesia and alumina. It is 207. 

usually found in octahedrons* often in 
twins, which are therefore called spinel 
twins (Fig, 207). The hardness is 8, or 
as great as that of topaz, and the specific 
gravity 3.5 to 4* The color is sometimes 
pink, as in the spinel ruby or halos ruby, 
which is not to he confounded with the true or Oriental 
ruby. It is also blue and black. The typical composition 
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is MgAl s O i or MgO.ALjGa, but different kinds vary widely 
from this. 

Ohrysgberyl is another rare mineral containing beryl¬ 
lium and alumina (BeO.Al v O a ). It is interesting because 
very hard (II. = 8.5}, and in some of its forms used as a 
gem, especially a grayish-green kind (from Ceylon) with 
chatoyant effect, hence called cat's-ei/e;* also in a variety 
from Siberia named alexandrite, which is green as ordi- 
n ari 1 y seen, but red by tnrasm itted 1 i gl 1 1 (s ee Fig, 121, } j . 
58). The common form lias a greenish-yellow color, a 
little resembling beryl, whence it takes its name of golden 
beryl. 

Cryolite. Fluoride of Aluminium and Sodium, Xu^Ally. 

Cryolite takes its name from two Greek words [fcpvos, 
Aidos) winch mean ice-rionv, and it is so called because 
208 , often found in blocks which have some¬ 


thing of the appearance, as slightly 
clouded, of blocks of ice; it is remark¬ 
able for its easy fusibility. 




It is found in crystals having nearly the 
angles of a cube, though really monoclinie 


(see Fig. 208); it also has cleavages in three directions, 
which, unless carefully examined, could be confounded with 
cubic cleavage. The hardness is 2.5, and the specific 
gravity 8, The luster is vitreous to greasy, and the color 
usually white, but sometimes reddish or brownish. 

The composition, Xu 3 A1F 6 , which may also be written 
3XaF.AlF 3 , gives: Fluorine, 54.4, aluminium 12 8, sodium 

* The same name belongs to a less beautiful variety of quartos 
giving a similar effect. 
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33.8 = 100* It fuses with great ease even in small frag¬ 
ments in the candle-flame without the blowpipe* It gives 
an intense yellow flame (goda), and also reacts for fluorine. 

Cryolite is a rare mineral; and the only locality where it 
occurs in quantity is near Ivigiut in Southern Greenland* 
Here it has been mined for many years, because useful 
both for making soda salts and as an ore of aluminium (it 
is brought to Philadelphia for this purpose). It is also 
found sparingly in Colorado* 

Thomsen qlite and Pace no Lite are fluorides of alu¬ 
minium, calcium, and sodium, which are related to cry¬ 
olite and occur with it* 

Tukqcois, the beautiful precious stone having the 
color of robinVegg blue, also bluish green in less highly 
prized varieties, is a hydrated phosphate of aluminium, 
containing also a little copper phosphate, which is proba¬ 
bly the source of the color* It occurs only in compact 
massive forms, filling seams and cavities in a volcanic rock. 
The early locality was in Persia, but of late years a num¬ 
ber of mines have been opened in Kew Mexico—some of 
them were worked hundreds of years ago by the Mexicans, 

Wav elute is another hydrated phosphate of aluminium* 
It is usually found in globular or hemispherical forms 
with radiating structure (see Fig, 133, p* 68) and a crys¬ 
talline surface. The hardness is 3 to 4, and the specific 
gravity 2,3, The color is white, varying to yellow or green. 
There are a number of other related aluminium phos¬ 
phates, but they are too rare to be included here, except 
perhaps the azure- blue lazulite found in monoclinie 
crystals in Georgia, also elsewhere in massive forms* 
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Amblygontte is a rare phosphate of aluminium and 
lithium containing fluorine (A1P0 4 . LiK). it usually oc¬ 
curs in white cleavable masses resembling albite, but 
easily distinguished by its fusibility. II melts before the 
blowpipe very readily (at 2), giving a red fin me (lithium) 
with traces of green (phosphorus). The hardness is 0, and 
the specific gravity 3.05. It is found in Maine. 

Alumte is a sulphate of aluminium neeurriug in rhom- 
bohedral crystals looking a little like cubes. Another sul¬ 
phate is Am mixite. The Aldus are hydrous, sulphates 
of aluminium with potash,soda, etc. There are numerous 
such compounds among minerals. 

Dawsonite, from near Montreal, is a rare carbonate of 
aluminium and sodium. 


CALCIUM 

Calcium, whose oxide (CaO) is I he familiar substance 
called lime 7 is a white metal somewhat resembling silver or 
tim It is obtained with difficulty, for example by elec¬ 
trolysis (p. 107), and is in this form of interest only to the 
chemist. Its compounds, however, are numerous and im¬ 
portant, and it is indeed one of the most widely distributed 
of all the elements. The carbonate of calcium forms the 
common mineral ealcite and also the less common arago¬ 
nite. Other very important compounds among minerals are: 
the fluoride, fluorite or floor spar; the phosphate, apatite; 
and the sulphates, gypsum and anhydrite. Calcium is also 
an essential ingredient of many of the silicates, as in some 
of the feldspars and zeolites, some varieties of pyroxene and 
garnet, and so on. 
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Fluorite or Fluor Spar* Calcium fluoride, CaF*. 

Fluorite, or Fluor Spar, is one of the most beautiful of 
minerals, occurring in cubic crystals and groups of crystals 
(sec Fig. 2, p. 15), sometimes very large and of a great 
variety of colors, from colorless to green, yellow, brown, 
red, and purple. It is common to find the angles of one 
cube projecting from the faces of another, and as the posi¬ 
tion of the crystals is then such that if one of them were 
revolved 180° about a line joining opposite angles they 
would be brought into a parallel position, the group is 
called a twin (Fig. 211, also Fig. 11G, p. 57). The edges 
of the cubes are often beveled by a pair of narrow planes 


209. 


210 . 


211 . 





v—w k_ 2J 


(Fig. 200), and one, three, or six little faces (Fig* 210) are 
sometimes seen on the solid angles* 

Octahedral crystals are also found—occasionally built up 
of minute cubes —and also other forms, but the cubic habit 
is so important a character that a non-mctallic mineral of 
this form at once suggests fluorite to the careful mineral¬ 
ogist* These crystals, and the massive forms too, can often 
be recognized by the perfect octahedral cleavage which 
makes it easy to break off the angles of the cubes, and from 
a large cube to form by fracture a perfect octahedron. 
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Besides the crystallized forms there are others, not so 
easy to recognize, which are massive- These are often fi¬ 
brous or columnar in structure,and one variety having the 
colors arranged in bands is used as an ornamental stone; 
this includes the Derbyshire blue-joJui. There are, too, 
granular kinds and those which are closely compact. 

The hardness of fluorite is 4, and its specific gravity 3.2. 
The variety in color, embracing many shades of green and 
purple, yellow and rel, has already been mentioned; there 
are also colorless kinds. The crystals are usually trans¬ 
parent, and sometimes show on, or near, the surface a 
bright bluish color quite different from that observed 
when they are looked directly through. The blue light 
extends within the crystal if it is placed in the direct sun¬ 
light. This phenomenon is culled jl noresvemv; and having 
been first observed with fluorite was named accordingly 
from it. The name fluor spar is one of the oldest in min¬ 
eralogy, and was given because of the use of this species as 
a flux in smelting. 

Fluorite is one of a rather small group of compounds 
called fluorides; its formula is calcium fluoride, f aF ,, which 
gives the percentage composition: Fluorine 43,0, calcium 
51.1 = 100. Powdered and warmed with sulphuric acid 
in a lead or platinum crucible It gives off hydrofluoric acid, 
and a plate of glass, first covered with a layer of wax and 
then written on by a flue point, will have the lines thus 
exposed etched by the acid. This method of ornamenting 
glass or of making marks, for example on a thermometer- 
stem, is often used. 

Fluorite usually flies to pieces violently when heated be- 
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fore the blowpipe; but when pulverized, as explained on 
page 131 3 it can be fused aipl yields the yellowish-red flame 
characteristic of lime. Broken into small fragments and 
heated in a closed tube, not too hot, it phosphoresces, that 
is, becomes self-luminous, emitting sometimes a yellow 
light, also, as in the variety chlorophane, a beautiful green. 
This is best seen in the dark. Even the blow of a hammer 
is enough to make a mass yield a faint but beautiful phos¬ 
phorescent light for hours after. 

Fluorite is a common mineral in lead veins, and is then 
said to form the “ gangne ^ of the ore. It occurs in this 
way in Derbyshire and Cumberland in England, and in the 
Freiberg mining region of Saxony. It is also found in 
cavities in limestone, as at St. Louis. A cave lined with 
beautiful sea-green cubes, some of them very large, was 
opened at Macomb, \\, a few years ago. Besides the 
use of some colored varieties for vases, etc., the massive 
kinds are employed as a flux in smelting ores as already 
stated, also in making opalescent glass. 

Calcite, Calcium Carbonate or Carbonate of Lime, OaCO a . 

Calcite, next to quartz, is the most common of mineral 
species, remarkable for its variety of form both among the 
crystallized and uncrystallized varieties. It crystallizes in 
rhomboliedrons and sealcnohedrons of great variety and 
complexity of form, also in hexagonal prisms. The funda¬ 
mental rhomhohedron, Fig. 213, has an angle between 
two adjacent faces of 105° (terminal edge), and each face 
has plane angles of 102° and Parallel to the faces of 

this rliomboliedron there is very perfect cleavage, so that a 
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large mass breaks easily under the blow of a hammer into 
fragments all showing the same form (see Fig* 144, p* 72). 
This cleavage is the most important character of the 
crystallized varieties. 


212 . 


213. 214. 215* 



There are also other rhomboliedrons, flattened or obtuse 
and lengthened or acute in the vertical direction, as shown 
in Figs. 212, 214, 215, 220. The rhombohedral angle for 
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3 (F ig. 212) is 135°, for /' (Fig. 214) 79°, for M (Fig. 215) 
is 66°. Fig. 216 represents a hexagonal prism, and Figs. 
217, 21$, 219 the same with the obtuse rhomboliedron e of 
Fig. 2 12; the angle me is 11.6^° over the horizontal edge, and 
re (Fig. 218) is 153f°. Fig. 221 shows the common scaleno- 
hcdron, the angles for whose two kinds of terminal edges are 
104° 40' and 144° 24'; the angle for the zigzag edge is 
133°. Fig. 222 Is a similar sealenohedron twinned, and Fig, 
224 a comb!nation of prism (in), rhomboliedron (r), and 
scalenobedron (r). See also Figs, 81,82, p. 41. The variety 
crystallising in scalenohedml forms, or in acute rhombo- 
hedrons, is often called dng-toolh spar. There are also 
crystals with a combination of faces, or highly modified 
crystals as they are called, which can only be deciphered 
by one who has a thorough knowledge of crystallography. 
The remarkable experiment by which a twinning structure 
may be imparted to a cleavage fragment is mentioned on 
p, 59; as there stated, twinning lamellae, often of secondary 
origin, are very common in large rhombohedral crystals. 

A clear cleavage mass of calotte, such as that brought 
from Iceland, Is called Iceland spar and is useful for opti¬ 
cal prisms. This Is because of its remarkable double re¬ 
fraction, or power of dividing a ray of light passing through 
it into two separate rays, so that a line seen through it 
appears double. This phenomenon has been already de¬ 
scribed and illustrated (Fig. 148, p. 94), 

Besides the crystallized kinds there are those which 
have a granular structure, as statuary marble, and which 
sparkle in the light because of the multitude of cleavage- 
faces, Other kinds are fibrous with a silky luster, like 















MINERALS, AND HOW TO STUDY THEM. 


250 


satin spar; also close and compact, as in ordinary marble, 
ami then of great variety of color* red, yellow, blue, black, 
and largely need for ornamental purposes. Some of these 
kinds of marble still contain shells, which come out dis¬ 
tinctly when polished. These shells are what we have to 
expect in such cases, for most limestone has been formed 
from the material of shells, erinoids, etc., left by animals 
whose remains have accumulated in large beds in the 
ocean and afterward been hard cued, crystallized, and 
elevated into the position in which they are now found. 
A kind of shell marble wiih beautiful firelike reflections 
is called ImmwhdU. 


Stalactites and stalagmites arc varieties of cal cite which 
are formed in caverns hi limestone rocks. 
The water, charged more or less with the 
gas carbon dioxide, has the power of 
dissolving these rocks as it works its way 
through them and the calcium carbonate 
in solution is again slowly deposited in the 
forms here described. The stalactites 
hang like icicles (Fig. 224) from the roof 
of the cavern, and the stalagmites are 
made by the deposit; from the drippings 
on the floor beneath. They are sometimes 
very large and have often great beauty 
and variety of shape; a cave like the 
Luray cavern or the Ad cl berg grotto at 
Trieste is a fairyland of strange and 
beautiful forms. These deposits often have a banded 
structure and sometimes occur on u large scale, so that the 
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rock can be quarried and used as an ornamental stone. 
The Mexican ony c is such a variety of calotte* a kind of 
stalagmite or water deposit, of great delicacy of coloring, 
beautifully translucent and used for ornamental purposes 
in a great variety of forms. Other kinds of calcite, formed 
l>v the deposit from waters containing carbonate of lime, 
are rah; sinter or calc tufa, which often shows the impres¬ 
sion of leaves; agaric mineral or rock-milk, a soft pow¬ 
dery material; rock-meal, a light white cottonlike sub¬ 
stance. 

Calcite in its normal crystallized varieties has a hardness 
of 3, and a specific gravity of '2.7. The luster is usually 
vitreous, but silky in satin spar and dull in some earthy 
forms, it may be quite colorless, or pale yellow, pink, 
blue, less often dark-colored except in the marbles, which 
are even jet-black. 

Calcite is calcium carbonate, or carbonate of lime, 
0&C0 3 , and the percentage composition is: Carbon di¬ 
oxide (C0 fl ) 44, lime (CaO) 50 = 100. In the ease of 
this mineral heat alone is enough !o separate it into these 
two parts and this method is taken - (ns in a lime-kiln) both 
for obtaining the quicklime employed in making mortar, 
and also carbon dioxide, or carbonic-acid gas, used under 
pressure for charging soda-water fountains, Calcite does 
not fuse before the blowpipe, but a fragment after being 
heated (notice that it glows when ignited) and cooling 
turns a piece of moistened turmeric-paper brown (p. 131), 
In dilute hydrochloric acid it effervesces at once, giving off 
bubbles of carbon dioxide (carbonic-acid gas), and this is 
the simplest chemical test by which to identify it. 
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Dolomite (p. 260) and siderite (p. 223), which belong to 
the 4 * Calcite Group” (seep. 119), effervesce in acid also, but 
only when in the state of a line powder or on being heated. 

The occurrence of some of the kinds of calcite has 
already been spoken of. Limestone rocks are found in 
great quantities at many points in the world; in the 
United States they are especially common through the 
central states of Illinois, Iowa, Wisconsin, etc. In cavities 
in these rocks the crystallized forms occur, beautiful 
cavities or geodes being very common. It is also found 
with ores of the metals, as of lead, copper, and silver, and 
often in beautiful crystals wonderful for their size and 
complexity of crystallization. The mines of Lake Superior 
afford fine specimens, also those of Derbyshire and else¬ 
where in England and the Harz region of Germany. 

Calcite in its crystalline varieties is easily recognized by 
its cleavage and softness, and a drop of acid on a frag¬ 
ment in a watch-glass or test-tube effervesces at once. 

Calcite is useful, as already stated, for optical purposes 
in the form of Iceland spar; also as an ornamental stone 
and for building purposes in the many kinds of marble. 
Common limestone when burned yields the quicklime 
essential for mortar; further, the lime obtained from cer¬ 
tain kinds, containing some foreign substances (as silica 
and alumina) lias the property of becoming firm and solid 
under water and is hence called hydraulic lime, the lime¬ 
stone being then named hydraulic limestone. 

Aragonite. Calcium carbonate, CaCO a . 

Aragonite is also calcium carbonate, having thus the 
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same composition us the species cnleito; hut it crystal¬ 
lizes in the orthorliombic system, and though the forms 
may occasionally look like those of calcite, they are easily 
distinguished because they do not show its cleavage. The 
crystals are commonly slender needles (Fig. 225); there 
are also six-sided prisms 
which are really com¬ 
pound or twin crystals 
(Fig, 22(i). 1 besides these 
there also occur other 
kinds, as the delicate 
coral like jfos-ferr %— or 
flower of iron—found in 
iron mines (Fig. 227), 
and further massive 
kinds. 

Aragonite is a little harder than calotte? 3.5 to 4 instead 
of 3, and distinctly denser, 2.9 instead of 2,7, Its luster 

227, 



is vitreous mostly, but on the cross-fracture of crystals 
plainly resinous, which aids the skilled eye in recognizing 
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this species. The composition of aragonite ami it.' be¬ 
havior with acid and before t he blowpipe are the same as 
with cal cite. 

Aragonite is not so common as ealcitc, but like it is 
a deposit from waters containing calcium carbonate; the 
question of temperature is an important element in deter 
mining which of the two species is formed. 

Apatite. Calcium phosphate, :»Ca„l > .,<)„.CaF... 

Apatite can usually be recognized by its hexagonal 
form. A common kind is that occurring in long six-sided 
prisms, terminated by a low hexagonal pyramid (Figs. 228, 
220); another is in short, stout hexagonal prisms, with 
often a large number of modifying planes (Fig. 230); and 
still another is like a low pyramid. The angle between 


228. 229. 230. 



two adjacent pyramidal faces (.r) is 142° 10', and that of 
x on m is 130° 18', of * on 6- 139° 42'. There are also 
massive forms showing no crystallization. 

The hardness is 5, so that it can be scratched, but not 
very easily, by the knife; its specific gravity is 3.2. The 
luster is usually vitreous, but sometimes resinous. The 
common color of the long prisms is a dull green, hut they 
are also yellow, red, brown, black, and sometimes violet; 
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the smaller crystals are often clear and colorless; a variety 
in clear yellow-green crystals is called asparagus-stone* 

Apatite is essentially calcium phosphate, Ca 9 (POJ a? but 
it also contains a little fluorine or, less often, chlorine (or 
both), and the two varieties are distinguished as jin o r- 
apatite and chlor-apatite. This distinction is not a very 
important one and can be made out only by a chemical 
analysis. Apatite is difficult to fuse before the blowpipe* 
and on this account it does not give the bluish-green color 
characteristic of phosphoric acid, unless first touched with 
a drop of sulphuric acid- It. is easily soluble in hydro¬ 
chloric acid, also in nitric acid: and if to this last some 
ammonium-molybdate solution (in nitric acid) is added, 
a bright yellow powdery precipitate separates on gently 
heating; this is a delicate test for phosphoric acid. 

Apatite is a rather widely disseminated mineral* as in 
granite, also in limestone, and with ores of iron and tin; 
in many igneous rocks it occurs, as revealed by the micro¬ 
scope, in minute crystals. It is also found in large crys¬ 
tals, sometimes as big as a nail-keg, and in masses, associ- 
clated with pyroxene, scapolite, titanite, also zircon, vesti- 
vianite and other species, in veins in the crystalline rocks 
of Canada and Norway; in both countries it has been 
mined extensively in recent years. By treating with 
sulphuric acid soluble phosphate is formed, which is em¬ 
ployed to fertilize the land. Phosphorus is also manu¬ 
factured from apatite. 

Related to apatite is the phosphate rock, which forms 
extensive phosphate deposits in South Carolina and 
Florida; this has a great economic importance* Guano, 
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ns of the West Indian islands, also consists largely of cal- 
cinm phosphate. 

Gypsum. Calcium Sulphate or Sulphate of Ljnie, 
CaSO,+ 21-1,0. 

Gypsum occurs in nionoolinic crystals, and these often 
have the form shown in Fig. 231; twin crystals are also 
231. 232, also common, especial Iv those 

nf the u swallow-tail v type, 
like Fig, 232, 

The crystal* have very per¬ 
fect cleavage parallel to the 
side face (//) of Figs. 331 
and 233. and sometimes very 
large thin and perfectly 
transparent plates may he 
obtained. 

The variety yielding these is called seUntfe (from the 
Greek word* meaning moon). Them plates look 

a little like mica ? but are modi softer, and, though some¬ 
what flexible, are yet brittle and fpiite inelastic. When 
broken carefully a plate parallel to h (Fig. 234) shows also 
two other cleavages: in the direction of the front edge 
(til or a) it breaks rather sharply with a conehoidnl edge, 
while in the direction of / in the figure the plate is some¬ 
what flexible and separates with a fibrous fracture. The 
plane angles of this cleavage plate, at, shown in Fig 234, 
are 66° and 114°, Further, the angle of the front edge 
mm of Fig, 233 is 1114°, and of the edge // is 143J 0 . 

Gypsum also occurs in fibrous forms called, like the 
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similar variety of ealeitc, satin spar] it is easily distin¬ 
guished from cal cite because so much softer, i here are, 
further, foliated ami stellate forms (see Fig. 134, p. 08) 
and those which are granular and, 2 33 . 
again, earthy, as in impure massive 
gypsum. 

The hardness of gypsum is only 2, 
and it is hence easily scratched by 
the nail, though not, on the other 
haud, having the very soapy feel of 
tale (whose hardness is 1); the 
specific gravity is 2*3. The luster is pearly on the face 
of perfect cleavage, otherwise subvitreous; it is also silky 
in some fibrous forms, and in earthy kinds dull. 1 he 
selenite variety is clear and colorless; the massive kinds 
are generally snowy white, as in the variety called alct~ 
busier, though they may be reddish and, when quite im¬ 
pure, almost black* 

Gypsum is hydrous calcium sulphate, CaS0 4 + 2H s O, 
which gives the pcrcentage coinposition: 8u 1 p 1 iur trioxide 
(80,) 40.6, lime (CaO) 32.5, water (11,0) 20.9 = 100. It 
dissolves quietly hi hydrochloric acid. In the forceps a 
fragment becomes opaque white and exfoliates, fusing to 
a globule which gives an alkaline reaction with turmeric- 
paper. A large amount of water is given off freely in the 
closed tube, and the residue is finally the anhydrous sul¬ 
phate. This is made on a large scale and called plaster 
of Paris, because so produced near Paris. This substance 
has the property of becoming very hard when ground 
and mixed with water, and is hence extensively used for 
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making plaster casts, for the j |ttrd finish fur walls, anti 
for other uses. Gypsutfl is also largely used when 
ground up for improving soils. The variety alabaster 
is soft and easily cut into vases and other ornamental 
objects. 

Gypsum is a very common mineral, forming extensive 
beds in regions of limestone, also present in clay beds and 
in connection with deposits of rock-salt and salt-wells. 
It is found in curious forms in the Mammoth Gave, 
Kentucky. 

Anhydrite receives its name because, while consisting 
of calcium sulphate (CaSOJ, i! does not, like gypsum, con¬ 
tain water. It is rarely found in crystals, more commonly 
in forms with what looks like cubic cleavage, but careful 
examination shows that the three cleavages are unlike, and 
optical examination confirms this and proves the species to 
belong to the orthorhombic system. There are also com¬ 
pact. kinds. The hardness is 3 to 3.5; specific gravity 
about 3; the luster vitreous to pearly ; color white to gray 
or bluish, also red. It is not a common mineral, and is 
usually associated with rock-salt and gypsum. 

Sen eelite is a mineral consisting of calcium tungstate 
(CaWOJ, Like other tungsten compounds it has a high 
specific gravity (G. = 6), in fact there is perhaps no other 
mineral, outside of the compounds of lend, which like this 
is white to pale yellow in color, or even colorless, and at 
the same time has so high a density. It is found in 
tetragonal crystals or massive forms, and is often asso¬ 
ciated with cassiterite (tin-stone), topaz, fluorite, and other 
species. 
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It is interesting to note here that some compounds of 
tungsten arc used for pigments; sodium tungstate lias 
the effect of making cloths soaked in it entirely incom¬ 
bustible, Tungsten is also employed in certain rare 
alloys. 

Of the many other natural compounds of calcium, the 
following may be mentioned. 

Pharmacoute is a hydrous arsenate occurring in white 
monoclinic crystals, more commonly in silky fibers or 
botrvoidal forms, The color is usually white or grayish. 

Co LEM A X IT K is calcium borate, Occurring in line mono 
clinic crystals, colorless or milky white, in San Bernardino 
County, California. Ulextte is a borate containing both 
calcium and sodium. 

Pehoysktte is calcium titan ate, a rare mineral occurring 
in isometric crystals. Microlite is essentially calcium 
tantalate; it is mentioned again on a later page (p, 271). 

MAGNESIUM. 

Magnesium is the metal which is present in the oxide 
(MgO) called magnesia. It is a white metal resembling 
calcium and closely related to it chemically. In the form 
of a thin strip or ribbon it burns readily in the air, yielding 
a very brilliant white light, which is often used as a source 
of illumination in photography. The chemical product of 
the combustion is the white oxide just spoken of. There 
are a number of prominent compounds of magnesium oc¬ 
curring among minerals, and it enters into the composition 
of many of the silicates. 
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Brucite* Magnesium hydrate, Mg(OII),. 

Brucite is found in white or greenish scales or plates, 
with perfect cleavage, often transparent. These are hex¬ 
agonal in outline, but they may be united together in ro¬ 
settelike groups, and then the form is not distinct. There 
is also a fibrous variety called nernalUe. 

The hardness is only 2.5, so that the plates are about 
as hard as mica, which they somewhat resemble; on the 
other hand, they are a little harder than gypsum, and much 
more so than talc. The luster is distinctly pearly, and the 
color often slightly greenish. 

Brucite is the hydrate or hydrated oxide of magnesium, 
Mg(OU) a or MgO.H^O. In the closed tube ii yields wuLur, 
and a fragment heated in the forceps turns opaque from 
loss of water, and after being moistened with cobalt solu¬ 
tion and again ignited it assumes a pale pink color—the 
reaction for magnesia. 

Magnesite, the carbonate of magnesium, MgCO. , is not 
a common mineral. It is found, but only rarely, in crys¬ 
tals and cleavable forms, which are interesting because re¬ 
sembling sonic of those of calcilc. but the ordinary form is 
that of a white compact mass looking like chalk, but 
harder. 

Dolomite. Calcium-magnesium carbonate, CaM g(C0 5 ) v . 

Dolomite, the carbonate intermediate between onleite 
and magnesite, is a common and important mineral. It 
has the same form as calcite, and often cannot certainly 
be distinguished from it by simple inspection. The crys- 
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tals have one peculiarity, however, in that the rliombo 
hedral faces are almost always curved, giving a convex 
surface* This is not true of calcite, but is the ease 
with rliombohedrons of siderite, the carbonate of iron; so 
that the figure (Fig. 235) given 
of that species is repeated here. 

H o i n e t i m es the c ry s tal s a re f o r me d 
of many smaller crysials, and all 
so much curved as to give a saddlc- 
sI i aped for ni, as i 1 Jus t. m ted in ¥ ig. 2 36* T h o w hite clea vage- 
niasses of dolomite also sometimes show slightly curved 
surfaces, but this is not universally true, and the granular 



forms look like granular calcite. 

Dolomite is a little harder than calcite, II. = 3.5 to 4, 
instead of 3, and a little denser, D. — 2.8 to 23). It also 
differs in being less easily attacked by acid; thus a frag¬ 
ment of calcite dropped into cold dilute hydrochloric acid 
effervesces Strongly at once, while a similar piece of pure 
dolomite is hardly attacked at all, and the effervescence 
does not start up unless the acid is warmed or the mineral 
pulverized. The luster is vitreous, though pearly in some 
kinds; it varies from colorless to white and pale green, 
pink, and brown; it is transparent to translucent. 

Normal dolomite, as it, is called, or the common crystal* 
11 zed dolomite, consists chemically of the carbonates of cal¬ 
cium and magnesium in ctjuul proportions, CaMgC 3 O s or 
CaCO^MgOOj. In other kinds, however, the ratio of the 
two carbonates may vary somewhat widely. There are 
also other related minerals (as ankhuite) which contain 
iron as well as calcium and magnesium, and others which 
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contain magnesium and iron only (as HiiKUXBJilTE and 
mesitite). Much white marble is dolomite, not cal cite, 
Boracjte is a rare borate of magnesium containing 
chlorine. If occurs in glassy crystals winch arc tetra¬ 
hedral like Figs, 2,1 to 35, p, 21); color also white to yellow 
or gray. Hardness = 7; specific gravity 2.0 to 3; luster 
vitreous, inclining to adamantine. In the forceps it fuses 
easily, yielding a green flame (boron) and turning pink 
with cobalt solution {magnesium, see p. 2GO). 

Epsom ite is hydrated magnesium sulphate, occurring 
sparingly as a mineral, for example in some caves. The 
artificial compound is commonly employed in medicine. 
Magnesium is also present in a great many silicates, as 
talc, serpentine, sepiolite or meerschaum, also the varieties 
of pyroxene and amphibole; further staurolite, some tour¬ 
maline, etc, 

BARIUM. 

Barium is a metal only known in the laboratory, where 
it can be obtained from some of its compounds. It is a 
heavy metal, and takes its name front tins fact from the 
Greek word for heavy {(ftxfwz)* All of its salts have also 
high density. 

The chemist can make a large variety of compounds of 
barium, but the only prominent minerals in which it 
occurs are the sulphate, barite, and the carbonates, with¬ 
er] te an barytocaleite. It: also appears in a few silicates 
(as tiie zeolite, harmotome), but they are all rare minerals. 

Barite, or Heavy Spar. Barium sulphate, BaSO r 
Barite, the sulphate of barium, is first of all character- 
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ized by its high density, and on this account it is often 
called heavy spfn\ Though looking very like calcite in 
some varieties and feldspar in others, it is at once recog¬ 
nized even in a small specimen by a trained band, for its 
Specific gravity is 4.5, while that of the others is only 2,7, 
Barite is often found in beautiful clear crystals, usually 
rhombic prisms or flat tabular forms. The last are often 
united in diverging groups like the leaves of a partly- 
opened book. Some of the common forms arc shown in 
the accompanying figures; it will be seen that the habit ” 
v ; l r ies w idely* In Figs, 23 7 ,24 8 , 239, 24 5 the form i s tab nlar, 

237 , m. 239 , 



242 . 


244. 


24L 


240. 



parallel to tkebasal plane (of perfect cleavage); in Figs. 237, 
238 the fundamental or cleavage prism (w) is developed 
and crystals occur which are elongated in this, the vertical, 
direction; in Figs. 2 40 to 244 the habit is prismatic, but 
for Figs. 240, 242, 244 in the direction of one lateral 
axis and for Figs, 241, 243 in that of the other. It will bo 
understood that Figs. 340, 243 show the same form, and 
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also Figs. 241 and 243, but in different positions, (lie second 
in each case corresponding to that of Figs, 23?, 238. 

The angle of the prism rn (front edge) is 101.C; the 
angles of d and o {side edges. Fig. 330) are 7?J r and 1051 ; 
while the angle cd is 141 and ro is 12?{ . 

Barite, as already intimated, has cleavage parallel to 
three faces, two of these {at) making with eaeh other 
angles of about lUl-1' and 78.1 JJ and the other (/■) at, right 
angles to each of these; parallel to the las I cleavage face 
(e) the crystals often show pearly luster. The form 
yielded by the cleavage is shown in Fig. 237'. Barite is 
also found in cleavahle masses, and in lamellar to granular 
compact and earthy forms which show no cleavage. The 
last often have a variety of colors and make a hand sumo 
marble when polished; banded kinds resembling stalagmite 
occur. There are also granular funns looking like statuary 
marble, and fibrous kinds. The hardness is 2.5 to 3,5, and 
the specific gravity 4.3 to 4 6. The luster is usually vit¬ 
reous, though often pearly on c as above stated. 

The formula is BaS0 4? which gives the percentage i om- 
posi tion i 8u 1 phn r t rioxide (SO,) : S4.5, bury i a (I hiO) 65,7 
= 100. Barite fuses (see p. 131) in the forceps rather 
easily and gives the pale yellowish-green flame character¬ 
istic of barium; the fused mass when (after cooling) it is 
placed on a piece of moistened turmeric-paper colors it 
reddish brown. Fused with sodium carbonate on char¬ 
coal it reacts for sulphur (p, 146). It is insoluble in acids. 

Barite is a common mineral, especially in certain mining 
regions, as those of England, in Cornwall, Cumberland, 
Derbyshire; also in Saxony. Hungary, and in Colorado. 
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It is often the gangne mineral of lead, copper, and other 
ores. It also forms veins in certain rocks, as sandstone at 
Cheshire, Conn. It is used extensively as a pigment, or 
rather an adulterant of white lead; also to glaze paper. 
Barium salts are also used for the colored tire at the 
theater. 


Withe rite. Barium carbonate, BaC0 3 . 

Witheritl, the carbonate of barium, is a much less 
common mineral than barite, but like it it has a high spe¬ 
cific gravity* It sometimes occurs in crystals, which may 
have the form of six-sided pyramids, a. little suggesting 
quartz in aspect (tig. 240); these crystals, however, are 
complex forms due to the combination 
or twinning of several crystals. The 
more common form of witherite is 
that in fibrous masses. The hardness 
is about 3.5, and the specific gravity 

4.3. The luster is vitreous, inclining 
to resinous on fracture surfaces, and 
the color white, pale yellowish or 
grayish. 

The composition, BaC0 3 , gives: Carbon dioxide (COJ 

22.3, baryta (BaO) 77.7 — 100. Tt fuses easily in the 
forceps and gives a yellow-green flame. In hydrochloric 
acid it dissolves with effervescence, the solution yielding a 
heavy white precipitate (barium sulphate) if a little sul¬ 
phuric acid is added. Witherite is used m the refining of 
sugar. 

Baryto-calcite is a rather rare carbonate of barium 
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and calcium occurring in white or yellowish monoclinic 
crystals; also in massive forms. 


STRONTIUM, 


Strontium is the metal which is present in the vari¬ 
ous salts characterized by the beautiful red color which 
they give to the 11ame. The nitrate is thus used in fire¬ 
works and red fire; the hydrate is used for preparing and 
refining beet-sugar and in extracting crystallized sugar 
from molasses. The common minerals containing stron¬ 
tium are the sulphate, celestite, and the carbonate, stron- 
tianite ; it is also present in a few silicates. 


Celestite. Strontium sulphate, SrS0 4 . 


Celestite is a mineral closely related to barite in ap¬ 
pearance, in fact so closely related that they often cannot 
be certainly told apart without a blowpipe test to show the 
color of the flame. It is found in crystals which, like 
those of barite, are sometimes flat tables (Fig. 241), some¬ 
times prisms, and the latter often terminated by two pairs 
of planes d and m (Fig. 248). 



The angles are near those of the barium sulphate, barite, 
the two species being ismnorphous as defined on p, 119, 
The prismatic angle m (front edge) is 104°, also the angles 
of d and o (side edge) are ?9° and 104°, further the angles 
cd = 1404°, co = 128°, cl = 157i°- 
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The cleavage form is like that of barite; that is, the crys¬ 
tal cleaves parallel to c and m. There are also massive 
cleavable forms, and others which are finely fibrous. The 
hardness of eelestite is 3 to 3.5, and the specific gravity 
3.95 to 4. The luster is vitreous, or pearly on the face of 
cleavage. The color is commonly white, but the crystals 
often show a. tinge of blue, and the same is true of the 
fibrous forms, and although this is not an essential charac¬ 
ter, ir is so common that it has given the name to the 
species from the Latin c($l&$li$. There is also a red 
variety. 

The composition of eelestlte, 8rSO l T gives: Sulphur tri- 
oxide 43,6, strontia 56.4 — 100. A fragment heated in the 
forceps tinges the flame a deep red and fuses at 3 to a 
white bead which reacts alkaline on turmeric-paper. It 
is insoluble in acids. 

( elestite is often associated with limestone, and with 
gypsum, rock-salt, and clay; it also occurs in sandstone; 
Occasionally with metallic minerals as galena and sphaler¬ 
ite. It is not so common a mineral as barite. 

Strontianite. Strontium carbonate, SrC0 3 . 

Strontiax tx e, the carbonate of strontium, is the other 
important strontium mineral, though less common than 
eelestite. It is sometimes found in prismatic crystals, 
occasionally transparent, but commonly in fibrous or 
granular masses of a white, pinkish, or greenish color. 
The hardness is 3.5 to 4,and the specific gravity about 3.7, 
The luster is vitreous, inclining to resinous on faces of frac¬ 
ture. 
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The composition SrOQ s gives: Carbon dioxide (COJ 29.9, 
strontia (SrO) 10.1 — 100. Stroutianifce gives the same red 
color to the blowpipe flame as coles tile, but it is at once 
distinguished by its effervescing in hydrochloric acid. 

Sodium and Potassium. 

The metals sodium mid potassium-, though obtained 
with some difficulty, are interesting to the chemist because 
they combine so eagerly with oxygen. For this reason 
they can be preserved only in some non-oxidizable medium, 
as oil, and a fragment of potassium placed in water takes 
fire ami burns, uniting with the oxygen and liberating 
hydrogen ; sodium also decomposes water. The rare metals 
caesium and rubidium have a similar chemical character, 
and finally lithium, the lightest of all the metals, with a 
specific gravity of only half that of water. 

Only a few simple compounds of sodium and potassium 
are known, but they both enter into the composition of 
very many of the complex silicates. 

Of the other metals named above, caesium and rubidium 
have a very limited occurrence, being known only in cer¬ 
tain rare silicates; lithium, however, enters into the com¬ 
position of lepidolite or lithia mica, rnbellite or litbia 
tourmaline, also the rare phosphates tripliylite (and related 
compounds), amblygonite, and a few other species. 

Halite, or Rock-salt. Sodium chloride, NaCl. 

Halite, or rock-salt, is one of the few important min¬ 
erals which is readily soluble in water and hence gives a 
decided taste. This taste is familiar to everyone, for halite 
is simply the natural form of table-salt. 
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It crystallizes in fine clear cubic crystals with perfect 
cubic cleavage j it is also found in granular cl e ay able 
masses. Sometimes the crystals have the skeleton or hop¬ 
per shape spoken of on p + 54. 

The hardness is 2.5, and the specific gravity 2,1. It has 
a vitreous luster, and it is colorless when perfectly pure, 
but from white it passes through various shades of red 
and yellow ; occasional patches of a line deep blue are seen 
in the clear crystals. 

The composition sodium chloride, Nad, gives: Chlorine 
39.4, sodium GO.G = 100. The deep yellow color given to 
the blowpipe flame (best when fused on a platinum wire) 
is a very characteristic reaction. It also gives the reaction 
for chlorine mentioned on p. 133, 

Beds of salt are common in many parts of the world, 
where it is mined in large quantities for commercial use. 
There are also salt-wells in certain regions, as in New York, 
Ohio and other States, the brine from which is pumped 
up and evaporated for the sake of the salt which it yields. 
Salt is also present in sea-water, being the most important 
of the saline substances in solution to which the peculiar 
taste is due, some of the others being magnesium sulphate 
and chloride. The ocean is hence an important source of 
the salt of commerce. Sodium chloride is also present 
still more largely in the water of some inland seas, as the 
Great Salt Lake in Utah, the Dead and Caspian seas, 
and many others. It is to the gradual evaporation of 
bodies of salt water that we must look for the explana¬ 
tion of the beds of salt the occurrence of which has been 
alluded to. 
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Borax, the sodium borate which is so familiar to one 
who works with the blowpipe (see p* 125), also occurs in 
nature, and on so large a scale in certain limited regions as 
to be extensively mined. It is found in monoclinic crys¬ 
tals, often of large si^e; I bey are clear at first, but lose 
water on exposure and become white and opaque. Borax 
Labe in Late County, California, as also another lake of 
the same name in San Bernardino County, affords this min¬ 
eral; there are also large deposits in Tibet, Borax finds 
many uses in the arts, as in making glass and soap, in 
soldering, in medicine, etc. 

Some other sodium compounds occurring in nature are 
the carbonates, including natron and frona; the fumade, 
cryolite, already described on p. 242; the nitrate, called 
soda-niter; the sulphates, thenardite and mirabilifce (glauher 
salt), further, glanberito (containing .also lime). Sodium 
is also present in many silicates, as albite, natrolifce, etc. 

Sylyxte, or the chloride of potassium (KC1), is a rare 
mineral occasionally found associated with halite or rock- 
salt, and closely resembling it in form, taste, and other 
characters. It is easily distinguished by the violet color 
which it. gives the blowpipe flame. 

i 

I^otasssnm also forms a number of compounds, as sul¬ 
phates, borates, etc,, but they are mostly rare and hardly 
to be found in the cabinet of most mineralogists. It also 
enters into the composition of many silicates, as, for 
example, orthoclase or potash feldspar, also muscovite or 
common potash mica. So, too, apophyllite and many 
others. 
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A few minerals, interesting because they contain rare 
elements, may be mentioned briefly in this place, 

Moxaxite is the most important of these. If is essen¬ 
tially a phosphate of cerium and the allied elements lan¬ 
thanum and didymhim, but contains also varying quan¬ 
tities of thorium. It is to this last element that it owes 
its importance, since the oxide, thoria or thorina, is used 
in the preparation of the common form of ps-burner, in 
which the light is given by the incandescence of a delicate 
hood suspended in the flame. Monazite was so named 
because of its rarity (from MoraZeiv, to be solitary) t 
being discovered in small isolated monoclinic crystals im¬ 
bedded in certain rocks, as gneiss. It lias, however, since 
been found in large quantities as a rock constituent, and 
whore, as, for example, in North Carolina, the rock has 
been disintegrated by the weather, it is possible to separate 
it and obtain it in large quantities. The crystals have 
sometimes a brilliant luster, and vary in color from red¬ 
dish to yellowish brown; hardness 5 to 5.5; specific gravity 
5 to 5.2. It is also found in Norway, Russia, and Brazil; 
turner it $ is a variety found in Switzerland. 

Xenqtime is a phosphate of yttrium and other rare ele¬ 
ments; it occurs in tetragonal crystals resembling those of 
zircon in form and angles (see p. 312). It occurs sparingly 
in granitic and gncissoid rocks. 

Pyroculore is a rare mineral containing niobium, tho¬ 
rium, titanium, also, as bases, calcium, cerium, sodium; it 
is found in octahedral crystals of a brown color in Norway 
and in the Ural. 

Microlite, related to pyrocblore, is essentially a calcium 
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fcantalate, ft occurs in octahedral crystals, usually very 
small (whence the name)* and often imbedded in albite, 
as at Chesterfield, llass.; also in larger complex forms 
(Fig, ZOj p. 28), as in Amelia County* Virginia. 

SILICON, 

Silicon is, next to oxygen, the most widely distributed 
of the chemical elements; in fact it is estimated to make 
up about one fourth of the earth’s crust, he element 
itself is known only to the chemist, who obtains il with 
some difficulty from its compounds; one form is that of 
reddish crystals* resembling those of the diamond and 
almost as hard. 

The common compound of silicon in nature is tin 1 oxide, 
8iO HJ , called usually simply silica. The well-known min¬ 
eral quartz lias this composition. Opal is another kind of 
silica, amorphous and containing some water. There is 
also a rare form found in some volcanic rocks in thin 
transparent hexagonal plates; this is the mineral tridy- 

m IT E, 

Silica is present as the acid part of a large family of 
compounds, called silicates, which includes not only a 
greater number of minerals than any other family, but also 
some of the commonest and most beautiful of species. 
The feldspars, micas, zeolites, also garnet, beryl, amphibole 
or hornblende, pyroxene, and topaz are all silicates, and 
there are many others which will be mentioned in the pages 
which follow* 
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Quartz. Silicon dioxide, SiO. 


Quartz* the oxide of silicon* is the commonest of min¬ 
erals* and in some of its varieties one of the most beauti¬ 
ful. It makes up most of the sand of the seashore; it 
occurs as a rock in the forms of sandstone and quartzite* 
and is a prominent part of many other important rocks, as 
granite and gneiss. It is a mineral which can be usually 
recognized by its form when crystallized; also by its luird- 

240. 251. 253. 353. 



ness* conchoklal fracture* its glassy luster and in fusibility. 
There arc so many varieties, however, that it is only after 
long practice that one can be sure of always identifying it 
at once. 

The common form of quartz crystals is that of a hex¬ 
agonal prism terminated by six pyramidal planes each hav¬ 
ing the shape of an acute isosceles triangle (Figs. 249 and 
2M). Sometimes the prism is entirely wanting, and then 
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the form is like that, of Figs. 250 ami 255, which is a 
double hexagonal pyramid, or rjnartzouL It is not imcom¬ 
mon to find three of these pyramidal fares—every other one, 
those lettered r in Fig. 254 much larger than the others; 
or they may be present alone (Figs. 252, 253, also 256 to 
256). It is because of this fact and for other reasons that 
it is concluded that these three planes, lettered r, with 
those corresponding to them at the other end of the crys¬ 



tal, belong together and are different from the subordinate 
set (lettered ?). These six planes (r) form a rhornbo- 
hedron not very far from a cube in angle (see Fig. 257), 
and hence the fundamental form is said to be rkomho- 
hedral instead of hexagonal. 

Further, when the smaller modifying planes on a quartz 
crystal are studied—and the crystals are sometimes very 
complex—or when the molecular structure is investigated 
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by the etching process already described (see p. 64 and 
Fig. 13:7), or by the method of pyro-electricity (p. 97), it is 
found that this structure is highly intricate. This is a 
matter, indeed, for the skilled mineralogist, but even a be¬ 
ginner may learn to recognize, for example, on a Swiss 
crystal of smoky quartz the difference between the forms 
shown in Figs, 258 and 259. The first, which is called; a 
right handed crystal, has the little planes, like that lettered 
to the right above the prismatic face m, which is below 
the face r (usually identified by being larger than z); 
while the other is a left-handed crystal and has such a 
plane to the left above m. With this difference goes also a 
more important distinction in optical character which it is 
for the advanced student, in mineralogy to learn about. 

The important angles between the faces are as follows: 

rr f = 94° 14' and 85° 46' (Figs. 25G, 257); 
rz — 133° 44 / (over the terminal edge), 

103° 34' (horizontal edge); 
wit — 141° 47' (horizontal edge, Fig. 254); 
ms = 142° 2' (Fig, 258). 

The difficulty in deciphering even simple crystals of 
quartz is much increased by the fact that very commonly 
they are much distorted ; that is, some faces are larger than 
in the ideal figure and others smaller, so that the form may 
be like that of Fig. 2C>0 or 261; other still more irreg¬ 
ular crystals are not uncommon. In all these cases, how¬ 
ever, the angles remain the same without change, notwith¬ 
standing the scorning irregularity in the form. Tn trying 
to put such a crystal into its proper position, it may be re- 





















membered that the prismatic faces are almost always finely 
lined, or striated, in a horizontal direction (see Fig, 3, 

p. 16). 

Though crystals like those shown in Figs* 24f>, 250, hav¬ 
ing both extremities complete, sometimes occur* it is much 
more common to find the prisms attached at one end and 
only the other end freely developed, as shown in Figs* 251 
to 253; further, the crystals may he slender and tapering 
as in Fig* 251. Not infrequently the crystals arc so small 
over a surface that their form can he distinguished only 
by a magnifying-glass, and the surface is rough and (trust/. 
There are also many massive kinds of quartz., as mentioned 
in subsequent paragraphs. 

Twin crystals of quartz of the ordinary type, as Fig. 125, 
p. 60, are not often found ; the grouping is usually quite 
irregular. At the same time It is common to find by care¬ 
ful study of the small modifying planes, by examination 
in polarized light or other means, that a crystal of quartz, 
appearing at first sight simple, is really made up of two 
crystals in twinning position Interpenetrating each other 
very irregularly. Sometimes this is indicated by the dif¬ 
ference in luster, or the st nations, of parts of the surface 
of the prismatic and pyramidal planes; this is true, for 
example, with many of the crystals of smoky quartz from 
the Pike’s Peak region in Colorado. 

The hardness of quartz is 7, so that it cannot be 
scratched by a knife, while it easily scratches glass; the 
specific gravity of pure crystals is 2.G6, 'The luster of 
quartz crystals is vitreous or glassy; some massive kinds 
are greasy and others waxy; while the impure kinds, like 















































DESCRIPTION OF MINERAL SPECIES, 


277 


jasper, are dull. The color varies widely; crystals arc 
usually colorless or nearly so, but also yellow and brown 
to nearly black; there are also pinky green, and red kinds. 
The massive forms vary still more, and the color is often 
in bands or clouds, as described under the varieties below. 

Quartz appears under a great number of varieties, dif¬ 
fering particularly in color and structure, and as many 
have long been used for ornamental purposes, they have 
received a number of distinct names. The crystalline 
varieties are named chiefly according to their color; they 
include: 

Rock-cry si ah the clear colorless variety; when quite free 
from flaws it is used for spectacle-glasses (as the Brazilian 
pebble). The Japanese make beautiful crystal spheres of 
rock-crystal. 

$mol }f qmt )7 ?, ] i ay i ng a sinok y 1 >row n color, sometiuies 
very dark, ft is cut into ornaments, as in Switzerland, 
where it is found in beautiful specimens. In Scotland it is 
called cairn (form a/one. 

Amelhgst, a fine purple kind, also used for ornaments. 
A yellow variety of quartz crystal is called false topaz. 

The small rock-crystals arc so bright that they are often 
called diamonds, though really far inferior to the diamond 
in luster and brilliancy. Lake George diamonds, Bristol 
diamonds, and other like names have been given to such 
crystals of quartz. 

Besides the distinct crystals, the massive quartz is some¬ 
times clear as crystal, and is then called, like the crystals 
themselves, roch^crtfstuL It is also sometimes cloudy; or 
again milky white, then called in ilk-quartz; or rose-col- 
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ored* in rt)&e~quari%+ Further, avtuthirine quartz is a kind 
spangled with scales of hematite (or goethite) or mica. 

may be mentioned here?, though in part chalced¬ 
ony; it is a kind giving when polished a peculiar effect 
of opalescence* usually due to fibers of ushestus, which 
somewhat resembles the reflection from the eve of a cat. 
The same name is given to other stones having like ef¬ 
fects; the highly-prized eatVeye of jewelry is a variety of 
ehrysoberyl (p, 24:1). Tigtr-eye is u siliceous stone* usu- 



Agate. 


Chalcedony, 


ally of a yellow color and somewhat like cat’s-eye in effect; 
this is due to the fibrous structure of the original mineral 
(erocidolite) from which it has been formed (see p, 298). 

The imperfectly crystalline* or cryptoerystalline* kinds of 
quartz are also numerous and include many valued orna¬ 
mental stones. 

Chalcedony is a kind having a waxy luster* either trans¬ 
parent or translucent* and varying in color from white to 
gray* blue* brown* and other shades; it often has a mam- 
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miliary* botryoidal, or staked tic structure (Fig, 262* also 
Fig, 137, p, 68), 

Agate is a variegated chalcedony, commonly with the 
colors arranged in delicate parallel hands, straight* curved, 
or zigzag. These lines often follow the irregular outline 
of the cavity in which the silica was deposited, and hence 
show the successive layers formed {Fig. 263). The colors 
may be also in irregular clouds, as in clouded agate. Moss- 
agate is a kind of chalcedony, or it may be rock-crystal, 
containing brown or black mosslike or dendritic forms 

264. 



distributed rather thickly through the mass; these consist 
of some metallic oxide (as of manganese), and have noth¬ 
ing more to do with vegetation than the frost figures on a 
window-pane in winter. Another kind of agate is the 
mt in or fort if cat io n agate , 

Carndian is a red or brownish-red chalcedony; sard is 
essentially the same stone. 

Onyx is, like much agate, made up of layers of different 
colors, usually white and black or white and brown, but 
the banding is straight and the layers are in even planes. 
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The stones may hence be used for cameos, the head being 
cut from one layer and the background formed by the 
other. Both the varieties agate and onyx are often arti¬ 
ficially colored In order to make them more attractive for 
ornaments. 

Sardonyx is like onyx, but lias layers of sard (earn el I an) 
with others winch are white or black. Prase is a trans¬ 
lucent leek-green chalcedony, eJirt/soprase an apple-green 
Chalcedony. Heliotrope, or blood-stone, is green (like t he 
kind called plasma) with spots of red jasper looking a 
little like drops of blood. 

The varieties of quartz which follow are all more or less 
impure; their luster is dull, and they are in many cases 
nearly or quite opaque. 

Jasper is an impure opaque colored quartz, often red 
(colored by red iron sesquioxide), also brown or ocher- 
yellow and dark green. Sometimes the red and green 
colors are shown in the same specimen, arranged in bands 
as in riband jasper. 

Flint is nearly opaque and has a dull color, usually gray, 
smoky brown, and brownish black. The exterior is often 
whitish, from mixture with lime or chalk, in which it is 
imbedded* as in the chalk formation; luster barely glisten¬ 
ing, sub vitreous. It breaks with a deeply conchoidal frac¬ 
ture and a sharp cutting edge, and is hence easily chipped, 
as by the Indians, into arrow-heads or hatchets. I!urn- 
stone resembles flint, but is more brittle, and the fracture 
more splintery. fJierf is a term often applied to liorn- 
atone, and to any impure flinty rock, 

BamnUe, PtjfUan Stone, or Touchstone is <i velvet-black 
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flintlike stone used on account of its hardness and black 
color for trying the purity of gold. The color left on 
the stone after rubbing the metal across it indicates the 
amount of alloy. It is not splintery like hornstone. 

Sitici/ied t/'ood consists largely of chalcedony, agate, or 
jasper, which has replaced the woody structure of the tree; 
it may vary much in color and thus give beautiful effects 
when polished, as is true of the much-used kinds from 
the “petrified forest ” near Holbrook, Arizona. Cavities 
often contain crystals of quartz. Some silicified wood 
properly belongs to the species opal. 

Quartz, as already stated, is the oxide of silicon, or sili¬ 
con dioxide, Si0 2 . It is infusible before the blowpipe 
alone; it dissolves slowly in a borax bead and with effer¬ 
vescence in a bead of sodium carbonate. It is insoluble in 
acids. 

Quartz occurs as one of the essential constituents of 
granite, syenite, gneiss, mica schist, and many related 
rocks; as the principal constituent of quartz-rock and 
many sandstones; as an unessential ingredient in some 
trachyte, porphyry, etc.; as the vein-stone in various rocks, 
and for a large part of mineral veins; as a foreign mineral 
in the cavities of trap, basalt, and related rocks, some lime¬ 
stones, etc., making geodes of crystals, or of chalcedony, 
agate, carnelian, etc.; as imbedded nodules or masses in 
various limestones, constituting the flint of the chalk for¬ 
mation, tlie hornstone of other limestones -these nodules 
sometimes becoming continuous layers : as masses of jasper 
occasionally in limestone. It is the principal material of 
the pebbles of gravel-beds, and of the sands of the sea- 
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shore and sand-beds everywhere* The famous localities 
are so numerous that it would be impossible to mention 
even a small part of them. The finest specimens usually 
come from cavities in granite and related rooks as in 
Switzerland. North Carolina and Colorado afford beauti¬ 
ful and complex crystals. 

Some of the uses of the various varieties of quartz have 
been alluded to; most of them arc in the way of on la¬ 
ments or ornamental stones. Besides this, quartz-sand is 
used for sandpaper and in making glass and porcelain; 
blocks of quartssite are employed for hearthstones. 

Opal 

Opal is a form of silica containing a few per cent of 
water. It does not occur in crystals* but in massive and 
amorphous forms only; these often show a peculiar effect 
called opalescence, like that of water containing a few 
drops of milk, and some varieties show a beautiful play of 
color. 

The hardness is about 6, a little less than that of quartz, 
and the specific gravity is also less, or only about 2, The 
color varies from white to yellow, red, brown, green, gray, 
and black. It is sometimes transparent, but more com¬ 
monly only translucent. It is soluble in caustic alkalies* 
which is not true of crystallized quartz. 

The most beautiful variety of opal is that called precious 
opal , much admired because of the delicate play of colors, 
due to the optical effect of internal reflections; the colors are 
often seen on a white, also on a red, ground. One kind of 
precious opal with a bright red flash of light is called the 
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fire-opal, and another kind is the fotrUquin-op&L A beau¬ 
tiful opal found in Queensland shows an iridescent blue 
sometimes like the effect of a peacock’s wing. 

Common opal does not exhibit this play of colors* and it 
varies widely in color and appearance* Milk-opal is one 
kind* which has a pure white color and milky opalescence; 
while resin-opol or wax-opal has a waxy luster and yellow 
color, Jasper-opal is intermediate between jasper and 
opal, l\(tod-opal is petrified wood in which the mineral 
material is opal instead of quartz. II pal He or Muller’s 
glass is a kind of opal in clear glassy globular forms look¬ 
ing like drops of gum. 

The silica deposited from hot springs* as by the geysers 
of the Yellowstone Park and those of Yew Zealand, is a kind 
of opal and is called pepper He or siliceous sinter (Fig, 265). 


265. 



It is usually white or gray in color* translucent or opaque, 
and often with a pearly luster on the surface. The form 
is varied and sometimes very beautiful* Infusorial earth 
is a kind of opal-silica consisting of the microscopic shells 
of the minute vegetable organisms called diatoms* and*as 
found in beds sometimes of great extent is properly ranked 
as a mineral and a variety of opal ; electro-silicon is the 
trade name of one kind much used for polishing silver: the 
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siliceous shells are so fine that they do not scratch the sur- 
fac c> A l ayer o f pit re w li i to info sort al c ar I h is o f t e i) foi 11 \ <1 
under a peat-bed; it would not be easy to estimate the 
enormous number of the diatom shells that would bo re¬ 
quired to make up a cubic inch of it 

Opal is commonly mol with in seams of certain volcanic 
rocksj it sometimes occurs in limestone and also in melal 
lie veins. The Yellowstone Park is a famous locality for 
the kind called gey write. 

SILICATES, 

The silicates, as has already been remarked {see pp. 113, 
272), form a very large class of minerals, in which silicon is 
present as the acid element, and various metals, sometimes 
iron, manganese.,, zinc, copper, but more often aluminium, 
calcium, magnesium, sodium, potassium, are the bases. As 
many of the silicates contain two or more of the bases it is 
more convenient to treat them here together than to try 
to separate them under the heads of the metals present ; 
moreover, very fenv of them are economically useful as ores 
of the metals which they contain: a few of these have id- 
ready been included in the preceding pages. 

THE FELDSPARS. 

The feldspars form the most important group among 
the silicates. They are found in large masses in what are 
called granite veins—aggregations of feldspar with quartz 
and mica filling veins in the enclosing rock, They are 
also an essential part of nearly all the common kinds of 
crystalline rocks, as granite, syenite, gneiss, also basalt, 
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trachyte, and others. They air all si Urates of alumina 
with either potash, soda, lime, or rarely baryta. 

The feldspars include several different species. Of 
these, or&ioclaM, or potash feldspar, is the most common; 
albite, or soda feldspar, is also common, while the lime feld¬ 
spar, anortliite, is rare, more so, indeed, than the inter¬ 
mediate kinds, oligochftte and labradoriie, both of which 
are soda-lime feldspars. There is also a kind of feldspar 
called hy(deplume, which is a baryta feldspar, but too rare 
to be more than mentioned here. 

Ail the feldspars occur in crystals which have a certain 
general resemblance to each other, although, while ortho- 
clase is monoclinie, albite, anorthite, oligoclose, and labra¬ 
don te are triclinic. They all have cleavage in two direc¬ 
tions making angles of 90 ? ° or nealy 90, with each other; 
hence rectangular cleavage masses are very common; a 
little attention, however, shows that the two directions are 
unlike, that is, cleavage is easier parallel to one face than 
to the other. They have a hardness about 6, so that they 
are not scratched by a knife. The specific gravity lies be¬ 
tween 2.5 and 2,7, or is not far from that of quartz; only 
for hyiilophane is the specific gravity as high as 2,8. The 
color is usually not far from white, and pale yellowish, 
reddish, or greenish shades are common, while dark colors 
are rare. 


Orthoelase. Potash Feldspar, KAlSi 3 0 R . 

Orthqclase, or potash feldspar, is the commonest and 
most valuable species of the group; it is the feldspar of 
granite and granite veins, gneiss, syenite, and many other 
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rocks, The uamc is fn > i m t \v«> * rreek won!s {opf)ris, enW, 
id id /cAafcriS; fracture), referring to the existence of the 
two prominent cleavages at right angles to each other. 
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These cleavages are parallel to the top or basal plane {c) 
and to the side plane (h) of the crystals, as shown in the 
figures (566 to 2Til). These figures represent the common 
forms: a prism of nearly 1*50’’'(lettered m), i he faces of which 
571- are sometimes quite short (Pigs, 568, 

271); a'basal piano (e) inclined 116 ' to the 
front edge of this prism,anrl anot her piano 
or two planes below (and behind) let tered 
rand //; the angle between r and x is 
1 2 !) 44 \ and between r and // is tfil 4 i*: 
also x is inclined 114.}° to the front edge 
of vt, and y 144^^ to this edge. There may also be various 
other modifying planes, as a pyramid o (Fig, 208p a prism 
z (Figs, 267, 268), a dome n inclined about Kin to v (Fig. 
268), 

Twin crystals are very common, especially of the kind 
shown in Figs, 260, 270, called Oarhbad twins, because 
found at Carlsbad, Bohemia; notice that Fig, 260 looks 
like a simple crystal, and it is only by carefully observing 
the fact that the cleavage exists parallel only to one half of 
the end face above and below (the parts lettered e) that the 
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compound elm racier is proved. Here the faces c and x of 
the two half-crystals in the twinned position almost coin- 
cide because each makes nearly the same angle with 
the front edge of «z. Orthoclase is also found in masses, 
sometimes very large, usually flowing very distinctly the 
two cleavages which have been mentioned; there are kinds, 
however, which are close and compact like porcelain. 

The hardness of orthoclase is 6, and the specific gravity 
about 2,6; the hardness is the commonest test by which it 
is distinguished from caleite and barite, while it is also 
much less dense than barite. The luster is vitreous, though 
sometimes pearly on the basal cleavage surface; it is some¬ 
times clear and colorless, but commonly it is white or red¬ 
dish, or pale yellow. 

The clear, glassy variety found in the Alps is called 
adularia, while sanitline is a glassy kind found in crystals 
imbedded in lava and various volcanic rocks; moonstone 
is a kind giving a beautiful bluish opalescence, especially 
when polished, and hence used for pins and other orna¬ 
ments; the best is found in Ceylon; some moonstone also 
belongs to the species albite. The formula of orthoclase is 
stated above, KA1S 9 O b or K v O.Al s O a ,6SiO fl , which gives 
the percentage composition: Silica (SiOJ 64*7, alumina 
(Al a GJ 18.4, potash (K 2 0) 16.0 — 100, It fuses on thin 
edges with some difficulty; it is not attacked by acids. 
On the method required to show the presence of potash 
see p. 184. 

Orthoclase, as has been mentioned, is the common feld¬ 
spar of granite, gneiss, and related rocks; it is present 
sometimes in large masses in granite veins, as in the New 
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England Slates, also North Carolina and elsewhere. In 
the l:it ter ease it is of ton possible to obtain it in consider¬ 
able quantity free from the associated quartz and mica, 
and it is then mined and used in the making of porcelain. 
In cavities in these rocks* fine crystals can frequently be 
found. Associated with the orfIioehi.se feldspar in the 
granite veins is commonly the soda feldspar* albitc; also 
often many interesting minerals, as tourmaline (sumcl hoes 
the rare red and green kinds), beryl, apatite. Hie rarer 
species coinmbite, eassiterite, chrysoberyl, spodtmume. and 
many others. 

Til ere is also another kind of potash feldspar, like ortho- 
close in composition, but distinguished by optical exami¬ 
nation under the microscope as a triclinic species; the 
angle between the two cleavage surfaces differs a very Hi Me 
from 90°. This kind is called micro*’LINE, and includes 
the beautiful bluish-green potash feldspar called anta^rut 
slone from near Pike's Peak in Colorado, in Siberia* and 
elsewhere. The distinction between orfclioclase and miero- 
cline, however* is one which only a skilled mineralogist 
can note, or* perhaps, is bound to regard. 

Albite- Soda Feldspar, TfaAlSi s O*. 

Albite, or soda feldspar* takes its name from the Latin 
alius, meaning white, referring to the fact of the common 
color. It occurs in crystals which are somewhat like ortho¬ 
clase in angles* although belonging to the triclinic system 
{see Fig. 99, p. 40). The crystals, however, are seldom 
distinct and easy to decipher. Usually they are small, 
flattened in one direction and crowded together in parallel 
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lines or ridges* a 111tie resembling barite (p. 262), Mu eh 
ulbitu is simply massive, and then the cleavage surface 
parallel to the base commonly shows a series of fine lines 
or ridges which catch the light when the specimen is held 
so as to reflect it (Fig, 272)* These are due to a kind of 
twinning (explained on p, 5fl)* in which the parts of the 
crystal are in thin parallel plates alternately repeated in 
the twinned position, "This kind of twinning is common 
in all the triclinic feldspars* called in general plagioclaM* 


272. 



in winch the two cleavages are inclined a few degrees from 
the 00° angle characteristic of orthoelase, The massive 
alfaite has often a wavy surface* so that the directions of 
cleavage are more or less concealed* 

The hardness of albite is (> to 0.5* and the specific gravity 
about 2,62. The luster Is vitreous or pearly, and the color* 
bes ides the co m mon wh i te* i d so bluish * gray* red d i s h, g reen - 
ishj the crystals are often clear and glassy* 


The formula NaAlSi 3 0 B or Xa 3 0.AL0 a ,6Si0 s gives the 
percentage composition: Silica (SiO',) 68*7* alumina (Al a O) 


'* From the Greek nfcdyioS, oblique, and K\daii } fracture. 
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19,05, soda (Xh,Oj LI.8 — 100. Albite fuses without mucl l 
difficulty (more easily than orthoclase) and colors flic flame 
yellow. It is not attacked by acids. 

Albite is present in many crystalline rocks, particularly 
in granite and in granite veins, where it occurs with the 
potash feldspar, orthoclase; from this source it is often 
obtained in line groups of crystals in cavities, while the 
massive kinds often enclose some of the .are species men¬ 
tioned on p. 288, 

Anorthite. Lime Feldspar, CaAI,,Si,O h . 

Anorthite, or lime feldspar, is a rare species, and the 
best crystals occur in the volcanic rocks of Vesuvius, It 
is also found in massive forms, but they can be identified 
only by minute optical examination or by analysis. 

Anorthite is interesting because it forms one end of a 
series, at the other end of which is albite, or soda feldspar, 
and which includes a number of intermediate species con¬ 
taining both soda and lime, or soda-lime feldspars. The 
full understanding of this subject belongs to the higher 
study of mineralogy, but it will be easily remembered that 
between the pure soda feldspar, albite, with 08.7 per cent 
of silica (SiOJ, and the pure lime feldspar, anorthite, with 
43.2 per cent Si0 3 , there are intermediate kinds varying in 
the amount of soda and lime. Those near anorthite have 
less silica and less soda, and those near albite relatively 
more of both. The two most important of the interme¬ 
diate kinds are oligodase and labraiorite. Gligoclase is 
a soda-lime feldspar, while labrador! te is rather a lime-soda 
feldspar. Gligoclase is seldom in distinct crystals, and 
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the massive kinds can he identified only by chemical analy¬ 
sts or by careful optical study. 

LaBkadoriti; is also rare in crystals, but it is particu¬ 
larly interesting because if often shows a beautiful play of 
colors in certain directions, which is due to the optical 
effect of a multitude of minute plates of foreign species 
inclosed in the specimen and which are seen when a thin 
section is examined under the microscope. The finest kib- 
radorite was brought to Europe from Labrador by a mis¬ 
sionary in 1770 and was then called Labrador feldspar, 
Tire best specimens still come from the same source, 
but many of the rocks of the Adirondack region consist 
largely of hibradorite and pretty specimens may be oc¬ 
casionally found. 

The following species arc allied to the feldspars in the 
way in which they occur in certain rocks: 

Lrucite is a silicate of alumina and potash crystallizing 
usually In trapezohedrons, like the common form of garnet 
(Fig. 285, p. 300), The color is white; luster vitreous; 
hardness 5.5 to G; specific gravity 2,5. 

Soda Lite is a silicate of alumina and soda, containing 
also chlorine. It belongs to the isometric system, but is 
usually found in massive forms varying in color from white 
to gray, yellow, or blue. Hardness 5.5 to G; specific 
gravity 2.3, 

Lapis-lazt;li is a mineral of a beautiful blue color, and 
hence often used as an ornamental stone; the artificial 
nlh'amarim is similar. It is a silicate of alumina, lime, 
and soda, containing also some sulphur trioxide (SO,), 

Nefhelite is a silicate of alumina, soda, and potash 
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occurring in gla*ssy hexagonal crystals and in massive 
forms of a gray to green or red color and with greasy 
luster (the variety elcBolife). Hardness 5,5 to G; speeifie 
gravity 2.G, It is common in igneous rocks, 

Oanciu xi Te is re 1 ated to ne phelite, h \\t vieIds also car- 
bon dioxide (COJ and water, its composition being rather 
complex, Massive forms of a yellow color are most com¬ 
mon. II arcl 1 i ess 5 to G; speciftc g ra v i t y 2,45, 


Pyroxene, 

Pyroxene is one of the most important of the silicates, 
and at the same time often one of the most difficult to 
recognize. This is largely because it appears in a great 



variety of forms, and of many of these the characters may 
not be very distinct. 

It crystallizes in oblique rhombic prisms (m), having an 
angle in front (m on m over a) of 84° and on the side (over 
h) of 93°, If a and b are small or absent, a crystal looks 
at first sight like a square prism and may be mistaken for 
this if the end planes are broken off or indistinct. On the 
other hand, if the faces of the prism, m, arc small or ab¬ 
sent, the pinacoid planes a and /; being prominent (as in 
Fig, 274, and Fig. 93 on p. 45), the resemblance to a square 
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prism is even more striking, since a and /; actually make 
angles of DO' 3 with each other* Here also the monocliuic 
symmetry in the distribution of the terminal planes is 
decisive. For when these planes (■//, v, etc*) are distinct, it 
is easy to sec that the- like faces are present only two and' 
I w<I, not four at each end, and also that the basal plane a 
is oblique to the [ace a and to the prismatic edge* not at 
right- angles to them* Farallei to this plane c the crystal 
often separates into thin layers, and the oblique lilies show- 
mg tills structure can often be seen on the vertical faces. 

The angle of the prism m in front is sS7 Q , as already 
stated, while c is inclined 105 51/ to the front edge of 

this prism or to the face a ; the angle between two faces n 
is 131}°; of o 05°; and of 5 121°. See Figs* 273 to 277, 
also Figs, 93, DC, p* 45* 

The hardness of pyroxene is 5*5 to G, and (he specific 
gravity varies between 3.2 and 3*5* The luster is vitreous 
and often dull, and the color is usually a dingy gray or 
green to black: there are rare kinds which are transparent 
and nearly colorless, also white varieties, and others that 
arc bright green and even pink, but these last are less 
common. 

The nearly colorless, white, or very pale green kind of 
pyroxene—‘Usually called diopsute —is a silicate of lime 
and magnesia and lias the formula CaMgSiyO. or 
CaO.MgO.SSiO,,, There is also a rather rare black kind that 
contains lime and iron, and another, more common, con- 
taininglime, magnesia, and iron, which has usually a gray¬ 
ish green or dark green color* Salih belongs here: it often 
shows a lamellar structure parallel to the basal plane (r)* 
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Dialinge is a Unit foliated variety of pyroxene of a green 
color* Coccollte is about the same as saljfce in composition, 
but occurs in grains easily separated from each other: 
they arc often imbedded in crystalline limestone* It is 
rained from the Greek kokk oy a f/ntuL 

There are also some Important kinds of pyroxene which 
contain alumina, but not in very large am on nt, jtfid the 
eommonest of these is called This is greenish 

black or brownish black in color, or even quite blackj the 
specific gravity is a bead T9: it contains silica, lime, mag¬ 
nesia, and iron, as well as some alumina. This is the com¬ 
mon pyroxene of eruptive rocks, like basalt and diabase, to 
which belong the trap rocks of the Palisades on the Hud¬ 
son and many localities in ('ouncelieut, Massachusetts, and 
elsewhere* 

All the varieties of pyroxene, except those last men¬ 
tioned containing alumina* have the general formula of a 
metasllicate, PSiO ;i .in which ll represents calcium, mag 
iieshun, also iron and manganese. Most kinds of pyroxene 
fuse in the blowpipe flame without great trouble; the dark- 
colored kinds give a magnetic bead, from the presence of 
iron* 

Pyroxene is a common mineral In crystalline limestone 
and dolomite, especially the white and light-colored kinds: 
also in serpentine and hi various types of volcanic locks* 
Jt is curious to note that the name (from rrvp 9 fire, and 
^erosr, Hr finger) early given by a French mineralogist 
recorded his idea that it was “a stranger in the domain of 
hre," while in fact exactly the reverse is true* Some of 
the best localities for crystals of pyroxene are in the 
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northern part of the State of Tshw York; also at many 
points m Canada, 

Enstatite and IIypersthexe are minerals related to 
pyroxene in form and composition* but crystallizing in the 
orthorhombic system. Enstatite Is a silicate of magnesia 
with but little iron, while liypersthene contains iron in a 
lar ger amount. Ilypcvsthene is especially interesting be¬ 
cause some varieties show a peculiar almost metallic luster 
in certain directions* due to internal reflections from en¬ 
closed microscopic* scales of a foreign mineral. BrOnzite 
is a variety of enstatite containing more iron than the other 
kinds; it is fusible with difficulty in very thin splinters* 
while the magnesian enstatite is nearly infusible. The 
alteration of enstatite at Edwards, New York, has yielded 
the fibrous tale alluded to on a subsequent page. 

Spodumexe is a rather rare mineral also related to 
pyroxene, interesting as being a silicate of alumina,anti 
lithia (LiAlHLO, or Iji.,0,Al a 0 JI *4Si0 !i ). It occurs usually 
in white, grayish, or yellowish prismatic crystals* some¬ 
times of enormous size (even up to four feet or more in 
length), as at Chesterfield, Mass., and Branch ville, Conn. 
It Is also rarely a line purple* and the most beautiful 
variety (called hiddettile), occurring in small crystals of 
a fine emerald-green, has been used as a gem; this kind is 
found in Xorth Carolina. Spodumcne fuses before the 
blowpipe at 3.5 and gives a fine purple-red color to the 
flame. 

Wole astoxite, a silicate of lime, is also related to pyrox¬ 
ene with the formula CaSiO v It is usually found in 
white eleavable fragments, showing a fibrous structure, also 
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in fliit mdnoclinic crystals, whence it is sometimes called 
tabular spar. 

Am phi bole. 

Amphibolk is a mineral which in many respects is 
closely related to pyroxene, both as regards form and com¬ 
position; it resembles it, further in the common green ami 
gray shades of color. It also occurs in munoelinie crystals, 
bin these show perfect cleavage parallel to the faces of the 
prism (m), which make an angle in front of 124^°. The 
crystals are very often terminated by two planes oblique 
to the prismatic edge and making a large angle with one 
another (rr = 148|°, Figs. 2*8-281)), The form of the 

£ 78 , £ 79 . 280 . 



crystals and the large angle of prismatic cleavage serve 
to distinguish them from crystals of pyroxene* 

Besides the crystals, it is common to find am phi bole in 
columnar and bladed forms, which, however, still show the 
prismatic cleavage to the skilled observer, and, as forms 
like these are rare with pyroxene, this serves to aid in dis¬ 
tinguishing the two species. Further, it may be coarse to 
fine fibrous, and in the latter case look like flax. 

The hardness is a to G, and the specific gravity varies 
from 2,9 to 3,4. The luster is vitreous, or pearly in the 
fibrous kinds. The color varies from white to gray, green 
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of many shades, and black, also occasionally pink. Some 
kinds phosphoresce, or give out light, as when two pieces 
are rubbed together in the dark. 

The common varieties correspond pretty closely to those 
of pyroxene. Tret noli ie is a silicate of lime and magnesia 
free from iron, and is white in color, or very pale green, 
like the related diopside. AcfinolUe is green, and besides 
lime and magnesia contains also iron; it is often in fibrous 
or columnar masses, sometimes with a radiated structure. 
Xephriie, including much of the green Oriental jade, is a 
closely compact variety of aetin elite; the whitish varieties 
of nephrite, however, approach nearer to t rein elite. An* 
other kind of jade is a different mineral, though having 
the same appearance ; it is a silicate of alumina and soda, 
red ated 1 o j > y ro x o 1 \ e, ai id is c a 1 led jade ife . 

A s hex f a * :s i s * i v ar i e t v nsu al ly like act in ol ite in co m po¬ 
sition, but separable into vorv tine flexible fibers, which 

.7’ T 

may be made or woven into an incombustible paper or 
cloth. Mountain leaf her is a curious kind, in thin flexible 
but very tough sheets, consisting of interlaced fibers:; it is 
usually nearly white in color. 

There is also, as with pyroxene, a variety which contains 
alumina, and is dark green or brown to black in color; 
this variety is called common hornblende (a name some¬ 
times given to the whole species) and corresponds to 
augite under pyroxene. Manganese is also present in cer- 


*A fibrous variety of serpentine Is also called asbestus ; it is 
easily distinguished, because it contains about fourteen per cent, of 
water; it Is described on a later page, and includes most of the 
asbesUis mined for use in the arts. 
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tain kinds of amphibole. Before the blowpipe amphibole 
behaves essentially like pyroxene* 

Amphibole occurs in crystalline limestone (the variety 
tremolite); also associated with talc or serpentine (uctino- 
lifce); in granitic rocks and in certain volcanic rocks (horn¬ 
blende), It also forms rock-masses, as hornblende rock, 
hornblende schist, etc. At many localities it occurs asso¬ 
ciated with pyroxene. 

Ceocidolite, also called blue asbestm> is related to am- 
phibole. It occurs in fine-fibrous forms of a delicate blue 
color. The fibers often penetrate quartz and then make a 
handsome ornamental stone, especially when by alteration 
they have become yellow (being changed to liinonite). 
This is the well-known tiger-eye brought in large quan¬ 
tities from South Africa. 

Beryl, Beryllium silicate, lk 3 Al FJ Si fl O |lt . 

Beryl is one of those species which are almost always 
in distinct crystals and usually in forms easy to recognize; 
it is also interesting because some varieties are used as 
a gem. The crystals are hexagonal prisms, sometimes 
quite slender, again stout, and occasionally very large; it is 
only rarely that they show any terminal planes (Figs. 281, 
282, see also Figs. 69-71, p. 38), 

The hardness of beryl is 7.5 or a little above that of 
quartz, and on this account and because of the beautiful 
color it sometimes has it ranks as one of the precious 
stones; the specific gravity is 2.7. The luster is vitreous 
or glassy,—in this respect also it resembles quartz, -and 
the color is usually some shade of green: bluish green in 
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common beryl, clear mountain-green in the variety called 
aquamarine^ and a deep emerald-green in the highly-prized 
variety, ewieralfL There are also light or dark yellow kinds 
sometimes having a rich golden color, and occasionally 
white and, still more rare, pink kinds. 

The formula Be a AI„Si ( 0 (t or 3Be0.Al 9 0,.6Si0, gives the 
percentage composition : Silica (SiOJ 67.0, alumina 
(Al a O a ) 19.0, glucina (BeO) 14.0 = 100* The color of the 



emerald is usually attributed to a minute amount of chro¬ 
mium. It is infusible before the blowpipe and is not 
attacked by acids. 

Beryl is found in granite rocks, with feldspar and 
rpiartz; the granite veins of New England and North 
Carolina often afford it In beautiful specimens. The 
beryls of Acworth, N. II., are sometimes as large as a barrel. 
The finest emeralds come from near Muso in Colombia, 
South America; others are found In the Ural, and some in 
North Carolina. 

The element Beryllium —also called Glucmum—which 
is prominent in the species beryl, is a rare one and is only 
known in a small number of other species, none of them 
common. Of these chrtfsol/ert/l (KeO.Al a Q s , p. 242) and 
the silicate, euclase, are the most important; both of these 
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are used as gems; there are also several other silicates, of 
which ph Cti a cite (BejSiOJ occurring in glassy rhomho- 
hcdral crystals is the most important; also two rare phos¬ 
phates of beryllium (Jierderite and beryllonik). 

Garnet. 

Garnet is another species which, like beryl, is almost 
always in distinct crystals, and as these crystals are com¬ 


monly isolated and scattered 
through the rock, it is not 
difficult to recognize them. 
There are, however, massive 
kinds needing some skill for 
their identification; these are 
occasionally used in the same 


283. 



—— way as emery, though much 

Garnet crystals in mica schist, ] ess hard. 

The crystals are usually twelve-sided, having the form 
of a rhombic dodecahedron (Fig, 284). or twenty-four- 
sided and then called atrapezohedron (Fig. 28h). There are 
also combinations of these two forms (Fig. 286), as also of 

284. 280, 286. 287. 



the dodecahedron with the planes of a hexoctahedron (Fig. 
287). It should be remembered that the dodecahedron 
has angles of 120° between two adjacent faces, while these 
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phmcs themselves arc diamond in shape with plane angles 
oft >0 and -12 0 T he t mpczohedron ( n) 1 las qu adrilateral 
faces, and the angles over the two kinds of edges are 131° 
4T and U6° 27b 

The hardness of garnet is 7 to 7.5, and the specific 
gravity varies from 3,2 to 4.3. The luster is vitreous, and 
the color, while most commonly red, varies also from the 
colorless kinds to those which are yellow, brown, black, 
and green. 

The composition of the different kinds of garnet varies 
widely—as shown in the following list—and with this the 
color and specific gravity also change; the form, however, 
is the same for all kinds. 

The chief kinds, or subspecies as they are in fact, with 
their formulas are given here; but between these there are 
also many intermediate varieties: 

OrosHnlarife } Lime-alumina Garnet, 3CaO.Al s O s .3SiO a . 
Pyrope, Magnesia-alumina Garnet, 3Mg0.Al 3 Q a .3Si0 9 « 
A l maud ite f I ron-alu mina Garnet, 3FeO.Al,O v 3SiO a . 
Spessariite, Manganeso^lumina Garnet,3jV[jiO.Al s O tt .3SiO e . 
A ndmd ite , Limedron Garnet, 3OaO.Fo B 0 3 .38i0 4 . 

(A varov ite, Lime-chromium Garnet, 3CaO,Cr a 0 3 .3Si0 3 . 

The kind called gvossutarite is a silicate of lime and alu¬ 
mina; it may be colorless, white, pale yellow, or green, also 
brownish yellow or cinnamon-brown, and occasionally rose- 
red* The specific gravity is 3.55 to 3.Gfi. The commonest 
kind is brownish red, and is called cinnmion-sfone or hes- 
sonite. The original grossular garnet is green; it was 
named from the botanical name for the gooseberry. 
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Zb/ropc, or magnesia gar not,, is a silicate of m agnosia ami 
alumina] it often has a deep red color, and when perfectly 
clear is used as a gem and called precious gnrmL The 
specific gravity is 3.7 to 3,75. 

Almandiie, or almumline garnet, includes a large part of 
the common garnet, the rest belonging to andradite. It is 
n silicate of iron and alumina and is ordinarily red in color, 
but sometimes black. When clear so that it can be cut 
into gems it is, like pyrope, also called precious garnet. 
The specific gravity varies from 3J) to 4,3, increasing with 
the amount of iron present, 

Spe&saritie, or manganes * u garnet, is a rarer kind, 1 1 is 
a silicate of manganese and alumina and has a brownish* 
red or hyacinth-red color. 'The specific gravity is 4,0 to 
4.3, One kind found in Virginia is used as a gem, it being 
perfectly transparent and of a peculiar shade of red, 

Andradite, or the common iron garnet, is a silicate of 
lime and iron. It varies in color from pale yellow to 
apple-green or emerald-green, also to red, brown, and 
black. Much of the common garnet belongs here, and 
from this fact It is obvious that almandifce and androidite 
can be surely separated and identified only by analysis. 
Specific gravity 3.8 to 3.9. Topazolitc is a topaz-yellow 
variety; melanite is black; demantoid from Siberia, which 
is a beautiful green, is used as a gem. 

ffvarovUe, or chrome garnet, is a rare kind of a line 
emerald-green color and distinguished in composition by 
its containing lime and chromium, Specific gravity 3.5. 

The common kinds of garnet fuse easily and give a 
light brown or black glass; the latter is magnetic if much 
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iron is present. The borax Beads give reactions for iron 
in most cases, and often also for manganese. 

Garnet commonly occurs in crystals scattered through 
granite, gneiss, or mica schist (almandite or andradite), 
also in crystalline limestone (grossulante); with serpentine 
(pvrope) or chromite (urarovite); also in some volcanic 
rocks (melanite, rarely spessartite) 

Related to garnet are the following rare species: 

Helvite, a silicate of beryllium, manganese, and iron, 
also yielding sulphur; it crystallizes in tetrahedral forms, 
color commonly yellow. 

I) ana lite, in octahedral crystals or masses of a flesh- 
red to gray color; composition near that of helvite, but 
contains also zinc. 

Eulytite, a silicate of bismuth, occurring in yellow to 
gray tetrahedral crystals. 

Zunyite, a tetrahedral duo-silicate of aluminium, 

THE MICAS, 

The Micas are characterized before all by their very 
perfect cleavage, in consequence of which they admit of 
being split into leaves much thinner than a sheet of paper 
—in fact it is difficult to set any limit to the extent to 
which this process may be carried. These leaves or sheets 
are usually very elastic and spring back with force when 
bent, but there are kinds of mica in which this elasticity 
is wanting and sometimes the leaves are brittle. The 
natural plates of mica have usually the form of either a 
rhomb with angles of 120° and CD 0 , or a hexagon, all the 
angles being 120°. The micas are silicates of alumina 
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wi111 potash, rarely soda or lithia, also magnesia, iron, and 
some other elements, 

'Idle most Important species is viuscovi/s, or potash 
mica; somewhat less so is bio/iky the magnesia-iron mica, 
to which phi og op He is closely related, and hpidoUte or 
litliia mica is a rather rare though interesting species. 

Muscovite. Potash mica, (II,K)AlSi0 4 . 

Muscovite is the common mica which in the form of 
clear or slightly smoky-colored plates is used fur t he open¬ 
ings of stoves and lanterns and even for the windows of 
houses in some regions where glass is difficult to obtain; 
it was this last use in Russia that gave the name to tile 


388. 



mineral of Muscovy glass, whence the mineralogical name 
of Muscovite. 

Muscovite commonly occurs in scales or sheets without 
any regular form, its crystallization having been con¬ 
strained by the surrounding quartz or feldspar. In favor¬ 
able eases, however, distinct crystals arc found which on 




































DESCHIPTIOX OF MINERAL SPECIES- 




top may have the form of either a rhomb with angles of 
GO and I20°* or one with the acute angles cut, oil (Fig. 
288), or it maybe a regular hexagon, The sides of the 
crystals usually taper sharply ami are rough with the 
edges of the plates; this makes them look dart, but more 
light can pass through in this direction than in the other 
perpendicular to the perfect basal cleavage. The struct¬ 
ure of the sheets, even when they have no regular shape, 
conforms to this hexagonal outline; this is shown by the 


289 , 



fact that when a point not too sharp is held against a sheet 
and a blow struck with a hammer, a six-rayed star with 
branches Intersecting at angles of G0° is the result (see the 
center of Fig, 280). These branches are parallel to the 
sides of a crystal having a hexagonal outline. The same 
thing is shown by the fact that the transparent magnetite 
(Fig, 280) which is sometimes found in muscovite forms a 
network along lines having the same direction. 

Besides the kinds which are in distinct crystals or in 
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plates there are others made up of minute scales* scmve- 
times aggregated into compact forms or those with u 
featherlike structure as in plumose mica . The plates or 
scales are sometimes arranged in spherical forms like 
balls, and these occasionally have also a radiated structure. 

The cleavage lias already been spoken of as perfect par¬ 
allel to the top or basal plane. The hardness of mica on 
the cleavage surface is only 2 to 2.5, but the edges are 
somewhat harder; the specific gravity is 2.76 to 3, The 
luster is vitreous, but often silvery and pearly. The color 
depends upon the thickness of the sheet: it is dark brown 
when rather thick, and becomes lighter and finally color- 
less when in very thin sheets. Smoky brown is the com¬ 
mon color. There are, however, yellow, pink* and green 
kinds, while the silvery kind was long ago called cal's sil¬ 
ver and the yellower scales cal's gold. It is possible for a 
person not very experienced to mistake the minute yellow 
scales scattered through a rock for particles of gold, but a 
touch with a knife shows the difference. 

Muscovite is a silicate of alumina and potash having 
essentially the formula KAlSi0 4 or K,,0.Ab J 0 3 ,^8i0 a . A 
little water is usually yielded when a fragment is heated 
very hot, and this water is believed to be formed from the 
hydrogen in the compound which takes the place of part 
of the potassium. Some varieties, which give off water more 
easily, have a greasy feel, while the folia have little elasticity. 
It is difficult to fuse, and usually melts only on very thin 
edges. It is not decomposed by acids. 

Muscovite is commonly found in scales or plates in gran¬ 
ite, gneiss, and similar rocks. In what are called granite 
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veins, where the ordinary constituents of granite, the feld¬ 
spar, quartz, and mica are crystallized out in large masses, 
the mica hs sometimes found in immense sheets a yard or 
more across, and may then he mined with success. These 
granite veins, as stated on p, 2-87, are very interesting to 
the mineralogist, for in them he looks not only for well- 
crystallized specimens of the three essential minerals 
named, but for many other rarer minerals, as often tour¬ 
maline, beryl, apatite, garnet, also eol uni bite, samarskite, 
mierolite, uranium compounds and others. 

Some of the localities of these granite veins, or pegmatite 
veins as they are sometimes called, are at Paris and Hebron, 
Maine; Ac-worth, 7s. II.; Goshen and Chesterfield, Mass.; 
Had dam and Branchy Ole, Conn. They also occur in 
Pennsylvania and the states south, especially western 
North Carolina, where the mica mines are famous mineral 
localities: further in Colorado, S, Dakota, Canada. 

The use of mica for stove-windows and lanterns has 
been spoken of; this is an important industry, and the 
mica mines of North Carolina before alluded to produce 
considerable amounts. Mica is also brought from Green¬ 
land and from India. Besides this most important use of 
mica, the scales too small to bo cut, and trimmings of 
larger sheets, are ground to powder and employed to give 
a silvery sheen to wallpaper. 

Finite is a mineral related to common potash-mica in 
composition, but compact in structure and derived from 
the decomposition of some one of a number of other min¬ 
erals, as, for example, ielite, nephelite, scapolite, etc. 
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Biotite. Magnesia-iron Mica. 

Biotite is the second most important kind of mica. It 
includes most of llie dark green, brown, or black mica 
found in granite and oilier rocks, especially those of vol¬ 
canic or igneous origin. It occurs usually in crystals with 
hexagonal outline and in irregular imbedded scales. 

The hardness is about 2.5 to 3, like that of muscovite, 
hut the specific gravity is sometimes a little higher, 2.7 to 
3.1. The luster is bright and pearly on the cleavage sur¬ 
face, but vitreous on the edges. The color, as already 
stated, ranges between green or brown to black. There is 
a wide variation in color, however, corresponding to the 
variation in composition. 

Some biotite—besides silica and alumina—contains mag¬ 
nesia and potash with but little iron, while other kinds 
contain much iron and almost no magnesia; the iron kinds 
have the darker color. A mica close to biotite and con¬ 
taining a large amount of iron is called lepidmtelane 7 be- 
cause found in black scales. 

Phlgggpite is a mica near biotite and sometimes re¬ 
garded as only a variety of it. It occurs in six- 
sided crystals, often rough tapering prisms 
(Fig. 2(10), and is found usually in limestone or 
in serpentine rocks, and often has a copper-red 
color on the cleavage surface* To phlogopite 
belongs the interesting star-mica of northern 
New York and Canada, a brown mica which shows 
a line six-rayed star when a candle flame is viewed 
through it. This phenomenon is called mterum 3 and 
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is explained by the presence of minute rodlike crystals 
(often of rutile) enclosed in tlie mica and lying in positions 
parallel to the six-raved star obtained by a blow. Some¬ 
times a twelve-rayed star is seen, 

Lepidolite. Lithia Mica. 

Lepidolite, or lithia mica, is another kind of mica, bnt 
not a common one. It is often found in masses seeming 
to have a close granular structure, but, really made tip of 
minute scales, and this has given it the name from the 
Greek (Actt/?, a scale). The scales, however, are some¬ 
times large, and occasionally lepidolite is found in plates 
like other micas. 

The color is commonly lilac or pink, and this kind of 
mica, the granular kind especially, is often found with 
prismatic crystals of lithia tourmaline imbedded in it, 
making specimens of great beauty. In consequence of 
the presence of lithia this mica yields a red flame when 
heated with the blowpipe. Specimens of this kind come 
from Maine, also from California; there is a foreign locality 
in Moravia. 

The Verm it ulites include a series of mica-like min¬ 
erals, which separate by cleavage into soft pliable and in¬ 
elastic leaves. The luster is pearly or bronzelike, and the 
color usually yellow or brown. They contain a consider¬ 
able amount of water, and, on this account, when heated ho 
that the water is driven off, the leaves open out, or exfoliate, 
into peculiar wormlike threads of the most curious appear¬ 
ance, The force of expansion is often sufficient to break a 
glass tube in which the fragment is being heated. This 
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property has given the name from the Latin, vermicular i, 
to breed worms , The rermiculites have been derived from 
the alteration of some of (lie micas (as biotite or } hi logo- 
pile), or the chlorites, so that the composition is often 
rather indefinite, and hence the mineralogist does not 
think very highly of them* 

To the micas are related several rather rare species, of 
which the most important is Margarite, or pearl mica; 
others are chloritoid, ottrelite, etc. They are sometimes 
called brittle micas, because the folia are rather brittle* 
Margarite has a pearly luster on the cleavage surface and 
a grayish or pinkish color; it is a silicate of alumina and 
lime, and is often associated with corundum. OffrdUe 
usually occurs in small brown scales in a rock called 
^ottrelite-schist". 

THE CHLORITES. 

The chlorites are like the micas in many respects: 
thus in basal cleavage, in the occurrence in scales or plates, 
and in the hexagonal outline of these plates. They are 
easily distinguished, however, for the plates even when 
large show little or no elasticity, but when bent finally 
break. The name chlorite is from the Greek word for 
rfreett A opus'), the same word which has given the name 
to the yellow-green gas chlorine, but there is no other 
relation between the chlorites and chlorine* Besides the 
green chlorites there are others that are rose-rod* 

The chlorites are silicates of alumina, iron, and magnesia 
with water, the amounts of the different elements varying 
widely, and hence a number of species are included, The 
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most prominent one is clinochlore, also sometimes called 
ripidolite, and the related penninite. Besides these crys¬ 
tallized chlorites there are also kinds in minute scales usu¬ 
ally bright green in color, and others that are quite dense 
and compact. These kinds of chlorite are found in rocks 
and form the mass of chlorite rock and chlorite slate, 

Clinochlore* 

Clinochork is the most distinctly characterized of the 
chlorites occurring in plates, sometimes large., having a 
fine green color and showing the characteristic basal 
cleavage* The plates have a hexagonal outline and the 
crystals sometimes appear as roughly hexagonal; they are 
truly mtmoelinie, however, and hence 291* 

the name. Figure 291 is from a 
drawing of a large crystal of clino- 
chlore (one third natural size) found 
at West Chester, Pennsylvania. 

The hardness of clinochlore is 2 to 
2.5, and the specific gravity 2,Go to 
2,78. Besides the bright green kinds 
there are others which are rose-red and white. It yields 
water in the closed tube and fuses with difficulty in the for- 
ceps; a reaction for iron with borax is ordinarily obtained. 
Clinochlore occurs most commonly in chloritic and talcose 
t’oeks or in serpentine. 

Penninite is another kind of chlorite very like clino- 
ehlore, in fact not to be distinguished from it in compo¬ 
sition, but only in the form of the crystals, 
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Chrysolite, or Olivine. {Mg,Fe) 2 SiG t . 

Chrysolite is a silicate of magnesia and iron having a 
vitreous luster and bright yellowish-green color. It is 
hard, 1L — 6.-3 to 7, and also of high specific gravity, G. = 3J! 
to 3.6, the higher values belonging to the kinds with most 
iron. The luster is vitreous, and the color, besides that 
mentioned, may he yellow to olive-green and brown. The 
composition is (Mg,l Vj £ SiO + or 2(Mg,Fe)0,SiO r As tills 
method of writing the formula indicates, the relative 
amounts of magnesia and iron vary widely, from kinds 
with little iron (G. 3.2ii) to those containing 30 p, a 

(G. = 3.57). 

Chrysolite is not a common mineral, but it is an impor¬ 
tant one in connection with a number of eruptive rocks, 
especially basalt, in which it is often scattered in grains; 
it is also a common mineral in some meteorites. One 
celebrated specimen found in Siberia in 1749 consists of a 
spongy mass of metallic iron containing bright yellow 
grains of chrysolite. The clear yellow-green kinds of 
chrysolite, as those from the Orient, are sometimes used as 
a gem; one kind found in Arizona has been called Job’s 
tears because of their peculiar pitted appearance. 

Chrysolite (golden-stone, from yoZrf, and A i&o> } 

$iom) is an old term in the mineralogy of former times 
given to a number of yellow minerals used as gems, thus 
to beryl, topaz, chrysoberyb zircon, etc. 

Zircon. Zirconium silicate, ZrSi0 4 . 

Zircon is a rather rare mineral found in square prisms 



DESCRIPTION OF MINERAL SPECIES. 


813 


or pyramids, commonly quite small. In these the angle 
between the prism (w) and pyramid (p) is 132 ! lO^.arul 
the angle between two adjacent pyramidal faces (p) is 
123 20' (Figs, 292 to 294); the crystals are sometimes low 


292 , 293 , 294 . 



pyramids, and again long prisms terminated by the pyram¬ 
idal planes. Crystals which are more highly modified also 
occasionally occur; some of them are figured on p. 34, 
Figs, 5G-58, 

The hardness of zircon is 7m* and the specific gravity is 
4.1. The luster is brilliant adamantine, and the color 
varies from colorless through varies shades of reddish 
brown and yellow. Its high luster makes it when clear 
prized as a precious stone; l :i fact the gem called hyacinth 
is a variety of zircon having a reddish color. There is no 
very distinct cleavage, but the fracture is conchoidul. 

Zircon consists of silica and zirconin* its formula being 
ZrSi0 4 or ZrO„.SiO a . which requires: Silica 32.8* zireouia 
(>7.3 = 100, It is quite infusible and not attacked by acids* 

Zircon is sometimes found in crystalline limestone* also 
in various crystalline rocks. In some regions it occurs in 
the rock so abundantly that when the rock has been worn 
down by the weather it is left unaltered in considerable 
quantities, ft may then he obtained by washing the 
gravel after the manner of the gold-miuer. Fine crystals 
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are obtained in New York, and very large ones in Canada, 
as in Renfrew Comity; good specimens also come from 
North Carolina and Colorado ; Norway and the Ural 
Mountains are famous foreign localities* 

Thorite is related to zircon, having the same crystal¬ 
line form, while in composition it is essentially a silicate of 
tlioria (TliSiOj); it is, however, much rarer* Usually it 
is found in altered and hence hydrated forms* OrmitjUe 
is an orange-yellow variety. The use now made of the 
earth tlioria is mentioned under the description of menu- 
zifce (p. 271). 


295 . 


Scapolitc. 

Sc a polite is the name strictly of a group of minerals, 
all crystallizing in square prinns, and consisting of silica, 
alumina, lime, and soda, but varying rather widely hi com¬ 
position; somewhat as do the feldspars. 

The common kind of scapolitc is called Wkun krjte, 
after an early German mineralogist. II Is found in crys¬ 
tals having the form of a square prism, or 
an eiglit-sidcd prism formed of two square 
prisms (a and m in Fig. 295), parallel to 
each of which there is good cleavage. The 
pyramid r has an angle of 135° 15', or on 
m of 12L° 50'. Massive varieties are also 
common: they often show a faint fibrous structure on 
the surface. The hardness is 5 to 6; the specific gravity 
2.7; the luster is vitreous or pearly, and the color com¬ 
monly varies from white to gray; there are also yellowish, 
reddish, greenish and bluish varieties. 
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The composition of a typical specimen is as follows: 
^Silica (SiOJ 5L9, alumina (Al,OJ 26.5, lime (CaO) 12,9, 
soda (Ka„0) 7*2, chlorine (Cl) 2,0 — 100.5. Seapolite 
fuses easily before the blowpipe with intumescence to a 
white glass full of bubbles (hence called hld)by). It is 
partially decomposed by hydrochloric acid. The form 
and cleavage are the most distinctive characters, 
Meionite, dipyke, and makialite are others of the 
scapolites. 


Vosuvianitc, or Idocrase. 

\ esuvianite takes its name from Vesuvius, because the 
igneous rocks of that famous volcano have long furnished 
some of the finest specimens. It occurs in 
tetragonal crystals of varied habit, sometimes 
highly complex; a simple form is shown In 
Fig. 296* Here the angle of the pyramid ;; Is 
129° 20', while that of c on p is 143° 45b 
There are also massive forms, either columnar 
or granular. 

The. hardness is G.5, and the specific gravity 3.4, The 
luster is vitreous, inclining to resinous, and the color, com¬ 
monly brown to green, may be also sulphur-yellow and 
bright blue; transparent crystals occur, but are not the 
rule. 

Hie composition is complex, it being essentially a sili¬ 
cate of alumina, iron, and lime. Before the blowpipe it 
fuses with intumescence at 3, It is only partly decom¬ 
posed by hydrochloric acid. It is found most commonly 
in granular limestone; also in serpentine, choritc schist. 


m. 
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and related rocks. Commonly associated minerals are 
grossularite (garnet)* di upside (pyroxene), also epidote, 


titanite, etc. It resembles some brown garnet and tonrtim- 


line (also epidote), but is more fusible, and when crystal¬ 
lized has a different form. 


Epidote. 


Epidote is found usually in prismatic crystals, often 
very slender and terminated at one end only; they belong 

to the monoclinic system. Fig, 




which the angle ca — 115 23% 
ar ~ \2B° 10', mi (at the end) 
= 109° 31'. The same form 
is represented in Fig, 208 in 
an erect position; the former 



however* is that which shows the monoclinic character. 
It also often occurs in fibrous or columnar kinds and others 
that arc compact and granular. The crystals show perfect 
cleavage parallel to the face c and imperfect cleavage 
parallel to a. 

The hardness is 0 to 7, and the specific gravity 3.3 to 
3.5. The luster is vitreous, and the color commonly green, 
although there are black and pink varieties; the peculiar 
yellow-green or pistache-green of ordinary epidote is so 
characteristic that in the majority of eases it suffice® to 
distinguish it from some kinds of am phi hole and from 
tourmaline* both of which minerals it, resembles, 

Epidote is a silicate of alumina, iron, and lime, but it 
varies rather widely in composition* especially as regards 
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the relative amounts of alumina and iron, It fuses with 
intumescence rather easily, because of the iron it contains, 
and gives a magnetic globule* It is partially decomposed 
by hydrochloric acid* It is a common mineral in many 
crystalline rocks, as gneiss, mica-schist, am pinhole-schist, 
etc. Beautiful specimens come from the Alps; in the 
United States from Had dam, Conn,, and other localities. 
Closely related to epidote is the rare allanite, a black 
mineral containing cerium and other rare elements; also 
zoisite, a white to ash-gray, greenish, or pale red mineral 
often in columnar or compact masses. It is like epidote in 
composition, except that it contains almost no iron. Be¬ 
fore the blowpipe it swells up and fuses to a blebby glass; 
after Ignition it gelatinizes with hydrochloric acid. 

Tourmaline* 

Tourmaline is one of the most attractive minerals 
among the silicates; its varieties show a greater range of 
color than any other species, not even excepting fluorite. 


209 . 300 , 301 . 



and some of the clear pink and green kinds make beauti¬ 
ful gems* 

It is almost always found in prismatic crystals, bounded 
often by three sides, sometimes by six, also by nine, and 
not infrequently rounded so that there are no distinct 
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faces to be distinguished at all. These prisms give, when 
broken across^ as they are often observed i ti the enclosing 
q uar t z o r o th e r r o e k } o \ 1 11 i 11 e s w hi e 1 1 are u su a 11 y 11 1 re e-s it] cm I 
(Fig. 301), also six-sided or nine-sided* It belongs lo the 
rhmubohedral system, and the terminal faces are conse¬ 
quently arranged in three or multiples of three. The com¬ 
monest form is the obi'use rhomboliedron (Figs. 233, 308), 
which gives a terminal angle oT about I'13' . There are 
also many more complex forms, and not infrequently when 
both ends of a crystal are finished by planes {Fig. 800), we 


BOB. 


303. 



find them unlike. Corresponding to this dissimilar mo¬ 
lecular structure, in the opposite directions of the vertical 
axis, is the development of + and — electricity at those 
ends on change of temperature {see pyro-electricity, p. 37), 
The prismatic faces are usually lined or striated in a vor¬ 
tical direction, and sometimes to such an extent that the 
whole crystal is rounded (Fig. 302), Radiating groups of 
crystals (Fig, 303) are common. Massive kinds commonly 
show a columnar structure, the mass appearing as if made 
up of a bundle of parallel crystals; there are also varieties 
which are simply compact. No distinct cleavage is noted. 
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but the fracture varies from uneven to imperfectly con- 
ckoidah It is brittle, and the effect of the fractured black 
mass is often like a piece of coal. 

The hardness of tourmaline is v to 7.5, and the specific 
gravity varies from 3 to 3,2. The luster is vitreous, and 
tlie color, as remarked above, very varied. Black is the 
commonest kind, and this the form of tourmaline that is 
found so often in granite. There are also kinds of tour¬ 
maline that are yellow and brown; others that are blue, 
green, pink, and gray; while occasionally the crystals are 
white or colorless. It is not uncommon to find crystals in 
which the color differs in different parts: they may be 
pink at one end and green at the other, or there may be 
a pink center surrounded by a green border, and so on. 

Tourmaline is a silicate of alumina containing iron, 
magnesia, and the rare element boron, also lithia, soda, and 
potash in some kinds. There are a number of distinct 
varieties differing in color and in composition. Common 
black tourmaline is an iron kind; the brown tourmaline is 
a magnesian, while the beautiful pink variety contains 
lithia. This last kind, called rnheUite, is often associated 
with the lithia mica, lepidolite, as has been remarked 
before. 

The brown magnesian varieties fuse rather easily to a 
blebby enamel, while the iron kinds fuse with difficulty, 
and the lithia variety is infusible. If first powdered and 
men carefully mixed with three times its volume of potas¬ 
sium bisulphate and its own volume of fluorite (all in pow¬ 
der j 3 and if then the mixture is supported on a platinum 
wire in the blowpipe flame, it colors it momentarily green 
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because of the boron liberated. This is a delicate nml 
important test (for tourmaline is not infrequently a dlfli* 
on It min era) to recognize), and the student should practice 
if on a known specimen until he is always successful 

Tonrmiiline is especially common in granite and similar 
rocks, but it also occurs hi crystalline limestone; it is 
found in fine specimens ut many localities in N<o\ Eng¬ 
land, New York, New Jersey, Pennsylvania, also llie states 
to the south; noted foreign localities too are very mimir¬ 
ons, as Elba., Brazil, etc. The black needles, prisms or 
clusters of prisms, sometimes in radiating groups, arc very 
characteristic; they are bard but show no cleavage and have 
a peculiar fracture like that of coal, ll is distinguished 
by these characters from similar varieties of am pinhole 
and epidote, which it often resembles. The boron test above 
described is conclusive when the identification is otherwise 
doubtful* 

Topaz. Aluminium fluo-silicate. 

Topaz is another gem silicate, beautiful in its fine crys¬ 
tals and in its brilliancy of luster and color, is occurs in 
prismatic crystals, terminated by rhombic pyramids, some 
times acute, sometimes obtuse. The angle of the common 
prism (w) is 124° 17', but another prism (/) of nearly 90° 
{£h° 49') is also commonj the angle Hit = I41 Q O' and 
00 — 130° 23' (both in front). There are also coarse 
crystals and massive or fibrous forms, but these last are 
not so common. The perfect basal cleavage of topaz fe 
one of its most characteristic points* Hard as it is, it is 
easily broken in a direction across the prism, and will yield 
thin plates with very smooth faces. 
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The hardness of topaz is S, find the specific gravity about 
3.5b. The luster is vitreous* and the color varies from 
colorless to white, wine-yellow, and bine. Pink topaz is 
sometimes found, but most of the pink is obtained by 
heating the dee]) wine-yellow crystals from Brazil. 

Topaz is a silicate of alumina containing some IT per 
< ent of the rare element fluorine: the formula is A]„KiO fi , 
like andalusite, with, however* part of the oxygen replaced 
by fluorine. It is infusible before the blowpipe, but gives 
a fine blue when ignited after being moistened with cobalt 



304 . 





solution; it also gives the reaction for fluorine (p, 153) 
when fused in the closed tube with salt of phosphorus. 

Topaz is commonly found in gneiss or granite with 
tourmaline, mica, beryl; also eassiterite or tin-stone, apa¬ 
tite, fluorite. Siberia and Brazil yield beautiful speci¬ 
mens, also the tin-mining regions of Saxony, Bohemia, 
and Cornwall. A notable locality in this country, espe¬ 
cially for very large crystals, is at Stoneham, Maine; 
another at Trumbull, Conn. It sometimes occurs in fine 
clear crystals in volcanic rocks, as in Colorado, Utah, and 
Mexico, 

Danbtjeite is a silicate of calcium and boron with the 
formula CaB 11 (SiOJ a or OaO.BjQ^SiO^ occurring in pale 
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yellow prismatic crystals, closely resembling topaz in habit 
and angles; also in imbedded crystalline grains. The 
hardness is 7 to 7.5; specific gravity 3,0; luster vitreous to 
greasy. It fuses in llie forceps (at 3,5) and gives a green 
flame (boron). 

loiJTKj or Cordierite, is a silicate of alumina, iron, 
and magnesia. It is sometimes found in prismatic crystals, 
also in massive forms commonly showing a fine blue color. 
Hardness 7 to 7,5; specific gravity 2,0. Much iolite is 
altered to pinite (p. 307). 



Titanite, or S phene. OaTiSiO,, 

Titanite is a silicate of calcium containing titanium. 
It is almost always in crystals, which vary much in form, 
though often showing a form with an acute edge, which 
has given to it. one of itscommon names, 
sphene (from the Greek <x0//n wedge). 
The crystals are moftoclinic in form and 
of very varied habit.; a common kind is 
shown in Tig. 307 : angles mm = 113° 31 f , 
nn = 136 ° 11 % mu = 152° 46 ', cn — 141 ° 
44b Massive lamellar or compact kinds are less common 
than the distinct crystals. 

The hardness is 5 to 5.5, and the specific gravity 3.54. 
The luster is resinous to adamantine, and the common 
color varies from yellow to brown and black; there are also 
green and pink kinds. 

The formula is CaTiSiO fi or CaO,TiO,,SiO a , and the per¬ 
centage composition: Silica (SiOJ 30,6, titanium dioxide 
(TiOJ 40.8, lime (GaO) 28.6 = 100. Iron is present in the 
































darker-colored kinds, and sometimes also manganese. It 
fuses with intumescence to a yellow, brown, or black glass. 
With salt of phosphorus it gives a violet bead in the re¬ 
ducing flame (titanium), which is distinct unless the min¬ 
eral contains a good deal of iron, 

TiUnite is not a common mineral, but it. is found in fine 
crystals, as in limestone with apatite, in northern Now 
York; also in very large crystals in Renfrew County, On¬ 
tario, Canada, The Alps yield beautiful crystals, 

Andaiusite, Aluminium silicate, ARSi0 6 . 

Axualukite is a silicate of alumina, named from the 
first locality where it. was identified, Andalusia in Spain, 
It is found in rhombic prisms having an angle of about 
90°. The crystals are usually imbedded and seldom dis¬ 
tinctly formed; Sometimes they are hardly distinct at all 
until the weather has removed the surrounding rock and 
left the harder, more resisting crystals protruding from 
the surface as ribs or veins. Coarse prismatic to columnar 
and massive forms are common. 

An interesting variety of andaiusite is that called chi as- 
tollte or made. In this there are parts of the crystal that 
arc white and others that contain carbonaceous impurities, 
and arc hence black : often these are regularly arranged 
through the length of the crystal, giving a variety of forms 
on the Cross-section, as shown in Fig. 114, p. 55. As seen 
there the form on the cross-section is a little like the Greek 
letter x> and this resemblance has given it the name eliias- 
tolite. 

The hardness is 7.5, and the specific gravity 3.2, The 
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luster is vitreous, mid the color varies from white or gray 
to pink, brown, or green. 

The chemical formula is Al s Si0 6 or Al a O a .Si() s , and the 
percentage composition is: Silica 3(i.8, alumina (>3.3 = 100. 
It is infusible before the blowpipe, and a fragment becomes 
blue when moistened with cobalt solution and ignited. 
Andalusitc is not uncommon in crystalline or partly crys¬ 
talline schists, as those of New England; silliiiianitc is a 
frequent associate. In the W hite Mountain region in New 
Hampshire, as on Mount Washington, andalusitc is con¬ 
spicuous in rough crystalline forms. 

Cyanite and Sillimaniie are two other minerals having 
the same composition as andalusite. 

Cyanite, named from the Greek for blue 
because of its characteristic color, is usually found in thin- 
bladed crystals, showing a fine blue sometimes over the 
whole, sometimes as a central strip between paler or even 
colorless sides. There are also gray and green varieties 
and those which are columnar to fibrous. The hardness is 
only 5 on the flat side of the blades, but on the edges a 
little over 7; specific gravity 3. G; luster vitreous to pearly. 
Fine specimens come from North Carolina. 

S 11 j.im A NT 'r e o ce u r s r a rely in p ri sin a t i c c ry stats; u s u a 11 y 
it is in fibrous or columnar forms, and then the crystals 
are not distinct. There is a very perfect cleavage in a 
direction parallel to the length of the prisms. The hard¬ 
ness is 6 to 7, and the specific gravity 3,2; luster vitreous 
or subadamantine; color pale brown to gray and green. 
It is found in crystalline schists, often with staurolite, 

Pybopjiyllitk is a silicate of aluminium containing 
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wate r {II s 0 .A I „ O s .4 SiO,). 11 of to n occ u rs in foliated masses 
with radiated lamellar structure; also granular to compact 
(pencil-stone). Hardness I to 2; specific gravity 2.8 to 3.9; 
luster pearly; color white to green or yellow. In the for¬ 
ceps all hut the compact varieties exfoliate, but fuse only 
on the edges with difficulty and give a blue (alumina) with 
cobalt solution. 

Aximti: is a rather rare silicate of aluminium, calcium, 
iron and manganese, containing also boron. It occurs in 
triclinic crystals, often with a sharp edge (hence named 
from iv/'Inf, an n,n: one form is figured on page 46, Fig, 
SIS, Hardness 6m to 7; specific gravity 3.37 ; luster vitre¬ 
ous; color clove-brown to yellow and gray, also blue. It 
fuses easily and gives a green 11ame in the forceps, due to 
the boron. 

Staurolite. 

St a r route, or (dross-stone,* is remarkable for the vari¬ 
ety of its compound or twin crystals. The simple form 
is a rhombic prism with the angles of 129° 20' and 50° 40', 
and with these a dome, (I, often occurs, making an angle 
of 1:34" 44' with the top plane. This is not rare, but it is 
more common to find two crystals crossing each other, 
sometimes at right angles (Fig. 308, also Fig. 119, p. 58), 
sometimes at an angle of nearly 60 \ as shown in Fig. 609; 
more complex twins, of the same interpenetration type, 
also occur where three or even four crystals are grouped 
together. 

The hardness is 7 to 7.6, and the specific gravity about 

* The mum 1 is derived from the Greek words oravpaS, u cross, 
and Artbn, a stout. 
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3,7; the fracture is subconchoidal, and cleavage pa nil] cl to 
the side plane is sometimes noted. The luster is vitreous, 
and the color reddish, yellowish brown, brownish black, or 

p«y- 

S! aerolite is a silicate of aluminium, iron, and magnesia in, 
but its formula is rjuite complex, ll occurs especially 
with garnet, tourmaline, cyan it e, or a Illimani te, in mica 


m , SOU. 



schist and gneiss; many localities are known in New Eng¬ 
land, very perfect crystals are found in Tannin County, 
Georgia, and in North Carol inn. 

Chon nuoniTK is a silicate of magnesium and iron con¬ 
taining fluorine, It occurs in yellow grains imbedded in 
crystalline limestone, also in deep red crystals associated, 
for example, with magnetite, as at Brewster, N, V. Hard¬ 
ness ii to G.o; specific gravity 3J to 3,2. The mineral 
humite, occurring in honey-yellow crystals at Vesuvius 
(ML Semina), is closely related to eliondrodile. 

Talc. Magnesium silicate, 11 ,Mg 3 8i,0 
Talc is remarkable among minerals because of ifs soft¬ 
ness; on this account it is placed at the beginning of the 
scale of hardness. It is easily scratched by the nail and 
has a soapy, n net units feel. The common form of tale is 
that in plates or leaves, foliated it is called, which separate 
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easily because of the perfect cleavage ; these leaves are not 
elastic like those of mica, but flexible. 

There are also kinds of talc winch are compact and 
show hut little of the foliated character; this is especially 
true of the kind called steatite or soapstone, which is 
sawed into slabs and used for hearths and furnaces, also, 
when pulverized, as a lubricator. The Chinese make im¬ 
ages and other small articles out of a fine-grained com¬ 
pact kind, and a similar kind is used for slate-pencils. 
Another variety, derived, however, from the alteration of a 
different mineral (Eustatite, p, 293), is fibrous, a little 
like ashes t us, and is used, when ground up, for giving a 
silky gloss to wall-paper and to mix with wood-pulp in 
making pape r: i t i s obtai 1 1 i?d from Ed vv ard s, N. Y, 

The hardness of talc is 1, as stated above, a 11 d its specific 
gravity is 2,6, The luster is pearly, especially in the foli¬ 
ated kinds, and the color in the finest of these a beautiful 
sea-green; there are also white foliated kinds, and the 
massive varieties may be dark gray, 

Talc is a silicate of magnesium, with the formula 
HjO.3MgO.48iO. The percentage composition is: Silica 
(SiOJ 63.5, magnesia (MgO) 31.7, water (11,0) 4.8 = 100. 
Upon being heated quite hot in a closed tube it gives off 
a small amount of water. It is a common mineral, often 
associated with serpentine and chlorite rocks; many locali¬ 
ties are known in the eastern United States and Canada. 

S e rpenti n e. Magn e s i u tn s i 1 ieat e, 11 # Mg 3 S i . 2 0 a . 

Serpentine is a remarkable mineral because of the 
variety of massive forms it assumes, although it is not 
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known to occur in crystals of its own. The crystals of 
serpentine which are found are what are called pseudo- 
niorphs (p* 55), having been derived from some other 
species by clinical change, Tims the magnesium-iron 
silicate chrysolite—u mineral found especially in basaltic 
rocks—is often changed to serpentine, and then the ser¬ 
pentine is said to be a pseudomorph after tbc chrysolite, 
since it retains its form. 

Tbc translucent masses of serpentine of a deep oil- 
green color are called precious xetpcufiue< A clouded 
or mottled variety, either green or red, is called ser¬ 
pentine marble or mv/ - aufifptfi marhfe or ophiolifcj 
this last name, like that of the species, refers to the 
serpent - like markings so commonly observed* '['his kind 
is used as a building stone in Philadelphia and Bal¬ 
timore. Other kinds of serpentine are foliated or 

lamellar and separable into 
brittle leaves. The most pe¬ 
culiar variety is l he line fibrous 
kind called Ghrijmtik (not to 
be confounded with chrysolite). 
This usually occurs as thhi 
seams in the massive mineral 
(Fig. 310). Chrysotilc may he 
separated into fibers, very j]ex- 
ible and as soft as the finest silk* This variety is popu¬ 
larly called asbestus, but it must he remembered that 
there is another kind of asbestos of rather similar appear¬ 
ance which is a variety of the mineral amphibole (p, 297), 
The serpentine asbestos is extensively mined in t he prov- 
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incc of Quebec, as at Thetford, where it occurs in seams 
sometimes 3 or 4 inches in thickness. It is ground up 
and used {since it is a non-conductor of heat} for packing 
steam-pipes, etc.; also as asbestus roofing; as a lubricator; 
and so on. 

The hardness of serpentine is usually from 2 t 5 to 3: it 
is hence easily scratched and often has a. smooth feel, 
sometimes almost greasy; some varieties are harder than 
S, up to 4 or even 5.5. The specific gravity is about 
The luster is usually feeble and greasy or wax It he; it ho 
color, as stated, some shade of green to gray or nearly 
white. 

The composition of serpentine is given by the formula 
3MgO.2Si0./311,0, wIlicli requires : Silica (SiO a ) 44. L ^ 
magnesia (MgO) 43.0, water (H (J 0) 12.9 = 100; iron is 
often present in small amount. Heated in the closed tube 
it yields considerable water, but it fuses in the forceps 
only on the edges. 

Besides the two minerals talc and serpentine there is 
also another important magnesium silicate, the mineral 
kepioltte, better known as meerschaum (from the Ger¬ 
man). This is a soft white mineral, so light, because of 
its loose texture, as to nearly float on water when quite dry, 
and this is what gives it its familiar name, which means sea- 
foam, It is much used for the bowls of tobacco-pipes, 
and for this purpose is mined in Asia Minor. 

Datolite. 

Datolite is found in clear glassy crystals having usu¬ 
ally a faint green tinge. The crystals are mqnocliuic in 
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crystallization* and are complex and difficult to decipher 
even for one who has had a good deal of experience (Fig. 


311 * also Fig. 97, p. 45). It is noticed 
at once, however, on examining the 
surface spangled with crystals that 



there is little apparent uniformity in 
j the shape of the faces, which is in 


agreement with their monoclinic char- 


acter. 

There is also a kind of diitolite oecur- 


ring in forms resembling a pinkish porcelain* but it is only 
known from the Lake Superior copper-mining region; also 
another kind in botryoidal masses; but both of these are 
rare. 

The hardness is 5 to 5.5* and the specific gravity about 
3, The luster is vitreous, and the color white to greenish 
or pale reddish. 

Datolite is a silicate of boron and calcium. It yields a 
little water when heated in the closed tube, and gives a 
green flame in the forceps (boron), at the same time fusing 
easily. 

It occurs chiefly in the kind of eruptive rock found in 
New Jersey, Connecticut, and Massachusetts, and is often 
associated with the various minerals belonging to the Zeo¬ 
lite family. Like them it is a secondary mineral, that is, 
formed after the rock which encloses it, and usually out of 
the chemical material the rock affords by partial decom¬ 
position. 
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Prelim te, 

Prehnite is another mineral occurring like datolite 
under the same conditions as the zeolites and associated 
with them. It is seldom in distinct crystals, usually in 
crystalline masses with a botryoidal or mammillary surface 
(Fig. 138, p. 68), or in groups of tabular crystals showing 
a series of little ridges in parallel position. 

The hardness is (> to G.5, and the specific gravity about 
2,9. The luster is vitreous, and the common color green, 
but it is sometimes white or gray, 

Prehnite is a silicate of alumina and lime yielding a 
little water when heated in the closed tube. Tt fuses in 
the forceps rather easily, and is slowly decomposed by 
hydrochloric acid. 

Apophyllite. 

Apophyllite stands still closer to the Zeolites than 
either of the two preceding minerals; it is not only re¬ 
lated to them in the way it occurs and in association, but 
also in its chemical composition—in fact it is sometimes 
called a zeolite. 

It occurs in square prismatic or pyramidal crystals, but 
of a considerable variety in habit. The crystals may be 
simple square prisms terminated by the basal plane with 
its characteristic pearly luster, and then often looking like 
a cube, or the form may resemble a cube whose angles 
have been replaced, like Fig. 313 (compare Fig. 107, p. 
50), Here it is to he noted that the angle made by 
the pyramid ( p) on c (119° 28') is not the same as that 
on the prism a (128°); further, it is noticed on close ez- 
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animation that the faces, a, have a vitreous luster and 
are often striated vertically, while the base, c, has a pearly 
luster and is often dull* Another form of crystal is 
sharply terminated by the pyramid p ? and still another is 
in flat tables (Fig. 312). 

The cleavage is perfect parallel to the top or base of the 
crystals {c)> and hence the peculiar pearly luster noticed 


m 314. 



in this direction; elsewhere the luster is vitreous. The 
pearly luster is so peculiar that ail old name of the mineral 
(ichthyoplithulmite) means fifthly* done; the name apo- 
phyllite refers to the character of exfoliating before the 
blowpipe. The hardness is 4.3 to 5, and the specific gravity 
3.3 to 2.4. The crystals may be entirely colorless, or they 
may be white or rarely of a beautiful rose-pink, 

Apophyllite is a silicate containing lime and potash with 
a good deal of water and a small amount of fluorine. Be¬ 
fore the blowpipe it exfoliates, whitens, and yields acid 
water, fusing to a vesicular enamel and coloring the flame 
a violet {potash). Beautiful specimens have been obtained 
from Bergen Hill, New Jersey. 
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Pectolite. 

Pectolite is often found with prehnite, d at elite, and 
various of the zeolites. The common form is massive and 
radiated or stellate, or in similar forms made up of acieular 
crystals (Fig. 315). Distinct crystals are rare: these are 
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monoclinic and show two perfect cleavages. The hardness 
is specific gravity 2,68 to 2,78; luster silky to subvit- 
reous; color white or grayish. 

Pectolite is a silicate of lime and soda having the for¬ 
mula lliSfaCa.dSiOor ll^O/Na^O.dCaG.GSiO,, which re¬ 
quires: Silica (SiOJ 54,2, lime (CaO) 83,8, soda (Ka,,0) 
!}.3j water (II.,0) 2.7 = 100, It yields water in the closed 
tube and fuses easily (at 2) to a white enamel. It is de¬ 
composed by hydrochloric acid with separation of silica. 

THE ZEOLITES. 

The Zeolite Family includes a number of beautiful 
minerals having a close relation to each other in maimer 
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of occurrence and in their chemical composition. They 
are all hydrous silicates, that is, they contain water, which 
is given oil when a fragment is heated in a closed tube, 
and, like other hydrous silicates, they are of inferior hard¬ 
ness, chiefly 3.5 to 5.5, and low specific gravity, chiefly 2.0 
to 2.4. They are readily decomposed by hydrochloric 
acid, some of them forming a jelly. Many of them 
bubble up, or intumesce when heated before the blowpipe, 
and this has given the name to the family from the Greek 
(Ce/r) to boil. 

The Zeolites are all said to be secondary minerals, which 
means that they were made subsequent to the time of for¬ 
mation of the rock in which they occur, unlike the feld¬ 
spar, quartz, etc., which are part of the rock. They have 
been formed in most cases out of the materials of the feld¬ 
spar or related minerals in the rock itself, and hence occur 
rather in crevices, seams, or in cavities, instead of in the 
solid mass. 

They are all silicates of alumina, and with this lime or 
soda or potash; they do not contain iron or magnesia; 
hence they are like the feldspar and, indeed, are often 
called hydrous feldspars. 

The zeolites, and also the minerals datolite, prehnite, 
apophyllite, pectolite (also calcite), which occur with 
them, are found frequently in connection with the dark- 
colored “trap rock,”such as that which forms the Palisades 
of the Hudson, and is found also at various points in Con¬ 
necticut and Massachusetts, also in Nova Scotia. Famous 
localities have been developed where railroad cuts or tun¬ 
nels have been cut through ridges of this and similar 
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igneous rocks (basalt, etc,), us at Bergen IIHI, New Jersey, 
also similarly in British India, Beautiful specimens come 
from Nova Scotia. The zeolites are also found, but not so 
commonly, in granitic rocks. 

Thomsonite. 

Thomsonite is usually found in columnar masses with 
radiated structure, also in radiated spherical concretions, 
as in the beautiful water-worn pebbles found on the shores 
of Lake Superior at Grand Marais, Crystals are rare. 
The hardness is 5 to 5.5; specific gravity 2.3 to 2.4; luster 
vitreous or slightly pearly; color snow-white, pale red or 
green. It is a silicate of alumina, lime, and soda. Before 
the blowpipe it fuses easily (2) with intumescence to a 
white enamel; with hydrochloric acid it gelatinizes. 


Natrolite. 


< 2 ^ 


Natrolite is sometimes called the needle zeolite because 
it is so common to find it in very fine acicular, or needle- 
like, crystals. These crystals are often arranged 316. 
in radiating tufts; sometimes they line oval 
cavities in the enclosing rock. When the crys¬ 
tals are larger, they are seen to have the form of 
a nearly square prism (angles 91° 15') with a low 
pyramid on the summit (Fig. 316). There are 
also massive varieties having a fibrous or fine-columnar 


radiated structure. 

The hardness is 5 to 5.5; specific gravity 2.2 to 2.25; 
luster vitreous, sometimes a little pearly; colorless or 
^hite, also gray, yellowish, and reddish, ft is a silicate of 
alumina and soda (natron), as its name indicates. Before 
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the blowpipe jit fuses quietly at 2 tn a colorless glass; with 
hydrochloric acid it gelatinizes, 

SroLECfTE is a rarer zeolite resembling natrolite in its 
massive forms, hut it contains lime instead of soda. It 
takes its name from its behavior before the blowpipe, 
curling up as a worm before fusion. 

An al cite. 

Analcite is found in crystals having usually the form 
of a trapezohedron, shown in Fig. 31?, resembling one of 
the common forms of garnet* It also less 
frequently occurs in cubes with three faces 
on each solid angle, like Fig, 16, page 34. 

The hardness is 5 to 5.5; specific gravity 
3,22 to 2.3; luster vitreous; colorless, white, 
or pale yellow or gray. It fuses before the 
blowpipe at 2.5 to a colorless glass and gelatinizes willi 
hydrochloric acid* 

Chabazite. 

C habazite is fonnd in rliombolied von s, but, as the ang 1 e 
between two faces (05°) is not far from 90°, their aspect 
is often that of cubes, and it is possible 
for one not experienced to make a mistake. 

The crystals often interpenetrate each other 
(Fig. 318) in twining position a little like 
the cubes of fluorite. 

The hardness is 4 to 5; specific gravity 2.08 to 2.1 fj. 
Luster vitreous; color white, yellow, also flesh-red. In 
composition it is a silicate of alumina and lime with small 
amounts of soda and potash. Before the blowpipe it intu- 


318 . 
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niesces and fuses to a blcbby, nearly opaque glass; it is 
decomposed by hydrochloric acid with the separation of 
slimy silica* 

AcadialUe is a jeddish variety of chabazite from Ts ova 
Scotia; phwolite a colorless kind from Bohemia; and hay- 
den lie a yellowish kind from Jones Falls near Baltimore. 

Gmelinite is another rhombohedrul zeolite closely re¬ 
lated to chabazite, but much rarer. 

Stilbite. 

Stileite is named from one of its most important char¬ 
acters, its beautiful pearly luster on the side cleavage face, 
gig It is usually found in bundles of crystals, often 
looking like a sheaf of wheat tied tightly about 
$\f) the centre (Fig. 310); this has given it another of 
1 its names, desmine i from the Greek (dea/AOS) for 
bundle. There are also radiated forms, seen, for 
example, on a fiat surface of rock, but distinct 
* crystals are rare. The cleavage is very perfect on the side 
face. 

The hardness is 3.5 to 4, and the specific gravity 2.1 to 
2.2. The luster, as already stated, is brilliant pearly on 
the cleavage surface, the side face of the bundles which 
have been described* The color varies from white to yel¬ 
low, and also to red or brown* 

Stilbite Is a silicate of alumina and lime* Before the 
blowpipe it exfoliates, swells up, and fuses (2 to 2*5) to a 
white enamel* 

Harmotome is a rather rare zeolite, remarkable for con¬ 
taining 20 per cent of baryta. It is usually found in white 
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to yellow or brown crystals of complex twinned structure. 
Phillipsite is a related species, not, however, containing 
baryta; the crystals are similar to those of harmotome, 
but the color does not often vary from \diite, 

Heulandito, 

Heulandite, named after the owner of the famous 
Heulantl cabinet, is found in fine monoclinic crystals with 
perfect cleavage parallel to the side plane, on which il has 
also a marked pearly luster that is very characteristic. It 
is like stilbite in this respect, blit very different in form. 
The hardness is 3.5 to I, and the specific gravity 2,2, The 
colo v is usual! y wh itc, often ni i 1 k - wh i tc, but i v < 1. gray, or 
brown varieties also occur. Jt resembles gypsum a little, 
but is much harder. 

Laitaiontite is a lime zeolite containing a large amount 
of water, part of which it is apt to lose on exposure to a 
dry air, whence it frequently falls to pieces in the cabinet* 
The common color is white (also red); the form mono- 
clinic. 
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CHAPTER VIII. 

ON THE DETERMINATION OF MINERALS, 

It will seem to the beginner a difficult thing to become 
so familiar with the many different mineral species as to 
be able to recognize each of them at sight; and it is diffi¬ 
cult, in fact impossible, even for the trained mineralogist 
to be always prompt and sure in his determination. For 
there are a large number of distinct species, between 800 
and 1000, many of them very rare, while not a few appear 
in a great variety of forms, Tn the latter case the varie¬ 
ties sometimes depend upon fundamental differences of 
chemical composition, as among the garnets; and some¬ 
times upon less essential distinctions of structure, color, 
and so on, as with the varieties of quartz, calcito, and 
fluorite. Hence it is obvious that the characters that can 
be perceived at once, without the aid of careful tests, are 
often insufficient to fix a mineral positively. The experi¬ 
enced mineralogist, while he learns to know minerals so 
well that he can name most of them at sight and seldom 
blunders, is ever distrustful of himself and often hesitates 
to give the name quartz to a specimen having to the eye 
the external characters of this common species without, 
for example, a confirmatory test of hardness. Confidence 
and hasty judgment belong to those who have little ex¬ 
perience and a scanty knowledge of the difficulties of the 
subject 
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Blit, on the other hand, to recognize most of the min¬ 
erals, which are likely to he collected on a imneralogical 
excursion or to be obtained by exchange with other col¬ 
lectors, is generally easy even for the beginner, if be goes at 
the subject in the right way. For the mini her of common 
species is small, and quartz, feldspar, mica, calcite, and 
barite, also galena, sphalerite, pyrifce, ehaleopyrite, among 
metallic species, are constantly presenting themselves, and 
though their characters vary somewhat widely in different 
specimens, these are usually distinct, and almost always a 
simple test will make the matter sure* 

First of all, then, the mineralogist should know these 
and other common species well, for the chances fire many 
times greater that an unknown specimen is one of them 
than that it is a rare ami little-known species. It may be 
rare, even a new one not before described and not given in 
any of the books; but this is a chance that does not often 
happen. A real difficulty, that even much experience 
does not entirely remove, lies in the fact that at. any large 
mineral locality there are likely to be many nondescript 
specimens which show few distinct characters* Some¬ 
times these are mixtures of several species, and often they 
arise from chemical decomposition of well-known min¬ 
erals* About such specimens it may perhaps be impos¬ 
sible to say anything definite; in fact, exhaustive micro¬ 
scopic and chemical work is often needed to settle their 
character* In such cases the beginner may well turn to 
some one more experienced for counsel* 

The best way, then, for one with a specimen of an un¬ 
known mineral in hand is to think of the common species 
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first, and afterward of others wlncli may suggest them¬ 
selves, running over in mind or by reference to the book 
the characters observed and those of the species to which 
it is provisionally referred, but with care not to decide too 
hastily, but to give each character full weight, Do not 
give the name alb tie to a specimen of barite, either the 
tabular glassy crystals or the white massive granular kind, 
because both species are often white and also resemble 
each other in form, and overlook the fact that it is much 
too heavy as well as too soft. Do not give the name beryl 
to a crystal of apatite because it is a green hexagonal 
prism, and overlook the fact that it is quite too hard. 
Finally, do not hesitate to confess ignorance—that the ex¬ 
perienced mineralogist is ever ready to do, and it is this 
fact that enables him from time to time to identify some 
rare and interesting species aud perhaps occasionally one 
new to science* 

As the student goes on to learn minerals better and bet¬ 
ter, the knowledge of the commoner species becomes so im¬ 
pressed upon his mind that lie seldom hesitates, when a 
specimen of one of them is put in his hands, but its name 
suggests itself at once, and this without the careful sum¬ 
mary and comparison of characters which the beginner 
must go through* Then a confirmatory test clinches the 
matter* But this power only comes with long experience, 
and even then it is sometimes necessary to carry on an 
exhaustive examination before a result is reached* 

In the systematic determination of an unknown speci¬ 
men the first thing to do, as was insisted upon in Chapter 
II, is to learn all that is possible about it by looking at and 
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handling it. It has already been shown that in this way 
its form and structure may be at least partially deter¬ 
mined; also its cleavage, if it shows any ; and finally its 
luster, color, degree of transparency, etc. But at the 
same time the other senses must be kept on the alert, bo 
that, for example, if the specimen is particularly heavy 
or light, greasy to the touch, etc*, all these points will be 
quickly perceived and duly regarded* 

Then a touch with the point of a knife-blade will show 
something as to the hardness. This, it must be repeated, 
should be done carefully so as not to spoil the specimen, 
and t he student must be on his guard not to make any 
of the mistakes easily possible in such trials, as before 
pointed out (pages Id,?i)* If the mineral is not scratched 
by the knife it will lie well to see whether it will scratch a 
piece of window-glass, and then whether it is scratched by 
or will scratch the smooth surface of a quartz crystal—for 
the nutuber of minerals as hard or harder than quartz is 
very small, as further stated on p. 307. 

At the same time with the test for hardness, the streak, 
or color of the powder, left, by the knife or on a surface of 
gro 11 ml glass or tingl az cd }>orcclaim m ust he noticed* AIs<i 
if, ns is most desirable, the blade of the knife is a magnet* 
the distinguishing character of magnetite and pyrrhotitu 
will show itself at once* The careful determination of 
the specific gravity requires more time, and may be post¬ 
poned till the blowpipe has been used, but the hand should 
have already made a rough estimate of this, as has been 
before remarked (p, 70 el seq.). 

Further, when the characters mentioned have all been 
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noted it will be often necessary to make some chemical 
tests (read carefully pp. 153 to 157), A fragment for 
examination can generally be obtained by a careful blow 
wi t h a 1 igli t h a mnier wi fchont inju ry to the specimen. This, 
placed in a test-l ubc or on a watch-glass, with a little strong 
hydrochloric (or nitric) acid (p. 155), will effervesce with a 
nearly odorless gas (carbon dioxide, COj if it is a carbonate. 
Calcite effervesces at once, even in large fragments, in dilute 
acid, and other carbonates will act in the same way in strong 
acid, and also in dilute if they are first pulverized or the 
tube is warmed (p. 155). But remember that sulphureted 
hydrogen or hydrogen sulphide (H^S) may be liberated 
from a sulphide by warm hydrochloric acid (p. 155), and 
do not decide a given specimen is sideri/e instead of spha¬ 
lerite hastily because effervescence is observed, and over¬ 
look the strong offensive odor of the hydrogen sulphide; 
in other words, at all times the different senses should act 
together. 

The solution obtained will give the chemist the means of 
learning more (e.g,, the presence of copper, p, 150), and if 
the specimen is insoluble, even when finely powdered and 
heated in acid, that is an important point (pp. 15G, 157). 

The blowpipe tests may come before or after the other 
chemical examination, and these have been so fully ex¬ 
plained in Chapter VI that they need not be repeated 
here, A careful study of this chapter will have given the 
student full command of this part of the subject, and his 
experience should have taught him what order is best for 
the different tests, lie will have learned, for example, 
that a mineral with metallic luster should first be tried in 
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the open tube. If sulphur is present (the mineral being u 
sulphide) it will be given ufl: as Sulphur dioxide (pp. 14!), 
150), and at the same time arsenic, antimony* and mercury 
will show themselves (p. 148 d seq.) r The closed tube 
may be taken next and then the charcoal (p. 140), which 
last will confirm the results already obtained* and also 
show by the coating the presence of zinc, lead, etc,; also, 
by adding soda in most cases, the presence of a reducible 
metal (p. 139) maybe proved* as lead, silver, tin; while a 
magnetic residue will indicate iron. Further, after roast - 

, *■< '4 

ing off (p. 139) the sulphur, arsenic, or antimony the 
residue may bo tested for copper, cobalt, etc,, with borax 
on the platinum wire, 

A mineral with iinmotiillic luster may be tried first in 
the forceps (but always with caution: it may contain anti¬ 
mony, for example), and the degree of fusibility, the flame 
coloration, and other phenomena noted (p. 130, el swj.) 9 
and then an examination made on the platinum wire 
(p. 13fi el $eq>), in the bead of borax or sail of phosphorus. 
Jn the latter a silicate leaves a skeleton of undissolved 
silica having the form of the individual fragment (p* 140). 

Note, finally, that to obtain correct and concordant 
results the pure minend must be experimented upon. In 
many specimens two or more species are so closely mixed 
together that it needs sharp eyes, aided by a magnifying- 
glass,* to separate them; this is particularly true of metal¬ 
lic minerals, Also many species commonly occur in an 

* Every mineralogist should lmve a pocket magnifying-glass, for 
even good eyes often need assistance, especially iu examining small 
crystals. 
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earthv mass, or gangue, so that it is difficult to obtain 
absolutely pure material. In such cases the quartz or clay 
will often do no harm if its presence is noted and the 
results interpreted correctly. A fragment of cinnabar is 
entirely volatile on charcoal or in the tube, but frequently 
it is associated with a gangue of clay, and then this will of 
course be left behind; also in such cases a fragment heated 
in the glass tube often yields water which conies from the 
nunessential gangue. 

E v e n if at the eo m men eem e n t it see in ed as if v e ry little 
was known about a specimen, the careful use of the eyes, 
the hand, and the various tests which may be made in a 
few minutes will have given a pretty complete table of its 
characters, and these may be used to til I out the blank list 
as suggested on page 1GQ. In most cases, unless the speci¬ 
men is quite rare and unusual, it will bo possible to suggest 
the name of a species with the description of which it is to 
he compared. Where this method of attack yields no defi¬ 
nite result complete determination tables* may be em¬ 
ployed, and In the hands of one who is skillful in the use of 
the blowpipe and in the simple chemical tests they will quite 
surely make it possible to identify any distinct species. 

In order to facilitate the work of determination, and at 
the same time to emphasize pro mi Trent characters of many 
minerals, the following notes are given. It is intended, as 
a rule, to mention only the prominent species under each 
head and those showing the given characters most dis¬ 
tinctly; to enumerate all which might be fairly included 
would deprive the lists of their value. 

those given m Brush's Determinative Mineralogy, 
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1. Crystalline Form. 

Cubes *—Fluorite (p* 245) is the common mineral, with 
im metallic luster, which is likely to occur in cubes; it is 
easily recognized further by its octahedral cleavage. 

Halite (p. 268), or rock salt, also occurs in cubes, but has 
cubic cleavage and its slightly sticky feel makes it natural 
to test its taste, which at once removes all doubt, 

Pharmocosideritc (p. 225) is a rare arsenate of iron 
which also occurs in yellower greenish cubes; the blow¬ 
pipe (o.g M on charcoal) shows the presence of both iron 
and arsenic. 

Galena (p, 168), of melallic minerals, is frequently in 
cubes, and is easily recognized by its cubic cleavage, high 
specific gravity, and lead-blue color, 

Pyrite (p. 213) in cubes is known by its light brass-yel¬ 
low color, brilliant metallic luster, and hardness; further¬ 
more, the cubes usually show fine lines or sfcriations parallel 
to one pair of edges (sec Fig. 183, p. 213). 

There are also some minerals crystallizing in other forms 
nearly like the cube, 

Apophyllitc (p. 331) may have a form resembling a 
cube, though it is really a square prism. This is distin¬ 
guished by the pearly luster on one face, parallel to which 
there is easy cleavage, while the four other faces show fine 
lines or sfcriations in one direction. 

Clmbazite (p, 336) is often in rlmmbohedrons not far from 
a cube in angle. Calcite (p. 24T) too, though the common 
rfjombohedron cannot be mistaken for a cube, occasionally 
takes a form very near if in angle. This form has been 
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called a cuboid. Even quartz (p. 273) appears, though 
rarely, in forms resembling cubes when the fundamental 
rhombohedron is present almost alone; the same can be 
stud of hematite (Fig, 192, p, 21S). A rare sulphate of alu- 
minium, called alimite (p. 344) (it becomes blue after 
ignition if moistened with cobalt solution) also occurs in 
enbelike rhombolvedrons. 

Cryolite (p, 242), though crystallizing in the monoclmic 
svstennhas often a form deceptively like a cube to the eye, 
and the actual variation from this in angle is not great; it 
is recognized by Its ready fusibility and bright yellow 
flame (sodium)* 

Octahedrons *—Fluorite (p. 245} sometimes occurs in octa¬ 
hedrons, though the cube is much more common. 

Cuprite (p. 194) often takes this form and is at once told 
by its red color and streak. Spinel (p.241) is another octa¬ 
hedral mineral remarkable for its hardness. Alum and 
diamond (p. 16G) are common in octahedrons, but each lias 
other characters by which it is readily recognized* 

Among metallic species magnetite (p. 219) and frank- 
linite (p, 221) are also often in black octahedrons; but 
though they look alike, the former is strongly magnetic, 
the latter only very feebly so if at all; the former has a 
black streak, while that of the latter is brown. Chromite 
(p. 221) is another mineral sometimes found in black octa¬ 
hedrons. Pyrite (p. 213) is often in brass-yellow octa¬ 
hedrons, and chjilcopyrite (p. 191} sometimes appears in 
forms resembling them. Calena (p. 198) occasionally 

occurs in octahedrons. 

A number of minerals occur in square pyramids looking 
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more or less like regular octahedrons, as noted below, and 
occasionally a rhombohedral mineral resembles one; this 
is true, for example, of some dark colored dolomite crys¬ 
tals from Spain, 

f>ifdemhedro —Garnet ()>. 300) is frequently in dotleem 
liedral crystals, which are hard (unless altered on the out¬ 
side), and commonly dark rad to black in color. Magnetite 
(p. 219) also occurs in black magnetic dodecahedrons, and 
sometimes cuprite (p. 194) has this form. 

It is to be remembered that* even if the whole crystal 
cannot be seen, the diamond face with angles of fit)' 
and 120° is very characteristic and rarely belongs to any 
Other crystalline form; moreover the angle between two 
adjacent faces of a dodecahedron is always 120°, 

Traprzcthcdruns.— (Punirt fp. -100) is also often in trupe 
zohedrons: it is easily distinguished from analeite (p»33li), 
which may have the same form, hut whose hardness is only 
5-5.5. Further, the rarer mineral leu cite (p. 391), found 
in Vesuvian lavas, is also trupezohedrah 

Do not fail to notice that the quadrilateral face of this 
form is very characteristic and will often make it possible 
to recognize it when only a small part of a crystal is visible. 

Pyritohedrons ^The pyritobedral form is characteristic 
of pyrite (p. 213), known also by its pale brass-yellow 
color. Cobaltite (p- 228} has the same form, but it is a 
rare mineral with a tin-white color; it is an arsenide of 
cobalt. 

Tetrahedrons ,—Among minerals with unmetallie luster 
the tetrahedron is common with zinc blende or sphalerite 
(p r 233) and the rare minerals borucite (p. 2fi2) and helvue 
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(p. 303). This is also true of fcetraliedrite (p. 193), recog¬ 
nized by its black color and brilliant metallic luster. 

Further, chalcopyrite (p. 191) not infrequently occurs 
in forms called sphenoids, which resemble a tetrahedron 
closely and only differ a little from it in angles. 

Square pyrtwuds are common with zircon (p. 3l?) and 
vcsuviamte {p. 315), also xenotime (p. 371), octahedrite 
(Fig. 43, p. 32), wulfenite (p. 203), and a few other rare 
species. Some of these forms look a little like a regular 
octahedron. 

Square prisms are common with zircon (p. 312), vesu- 
vianite (p. 315), apophyllite (p, 33 L), scapolite (p. 314). 
Square tables, often very thin, arc characteristic particu¬ 
larly of wulfenite (p. 203) ; they also occur with apophyl¬ 
lite. 

Hexagonal Pymmuh .—Quartz (p. 273) is the mineral 
most often found in hexagonal pyramids, but these usually 
show the planes of the hexagonal prism also (see figures on 
pp. 273, 274), and often one set of three alternate planes 
at one end arc larger than the other set, as explained on 
the pages referred to. What appears to he the same form 
belongs to witkerite {p, 2tie), but it is really a compound 
twinning form; it is easily distinguished by its softness. 

Corundum (p. 239) also has this form, but is recognized 
by its hardness and adamantine luster. A scalenohedron 
sometimes looks like a hexagonal pyramid, but is easily 
distinguished, as noted below. 

Hexagonal Prism *.—Beryl (p. 298) is often in hexagonal 
prisms; the color is usually green (also blue and yellow), 
and it is hard (H. — 7-7.5). Apatite (p. 254) has nearly 
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the same form and color, but is soff enough to be scratched 
by tlae knife (IT 5). The prisms of apalitcare often 
terminated by the planes of a hexagonal pyramid ; this is less 
often observed with beryl, Pyromorphito, mimctite,and van- 
udlnite (pp. 300, 201) are also found in small hexagonal 
prisms, but the crystals are often bundled together mid 
not seldom hollow or cavernous. 

Quartz {p. 273) is often in hexagonal prisms, and these 
commonly show fine horizontal lines or striations* This 
form is also shown by the different species of mica (p. 
303), but they have other distinctive characters* 

Calcite (p. 247) has often this form, sometimes long 
prisms, or again short six-sided tables; it is soft. (I I. — 3) 
and usually has its terminal planes in threes; even if it 
has only a single flat basal plane, the cleavage on three 
alternate edges of the prism is characteristic. 

Tourmaline (p, 317) is often in hexagonal prisms with 
three rhombohedral faces at each end; three sided and 
nine-sided prisms are also common with tourmaline. The 
usual color is black 

Willem He (p. 230), the silicate of zinc, also appears in 
hexagonal prisms. 

Trvjontrf Pn'&tns .—'This form is characteristic of tourma¬ 
line (p. 317): if the crystals are imbedded in the rock, some 
of the cross-sections made by fracture will usually show 
the shape of an equilateral triangle. 

It must be noted that an isometric dodecahedron, placed 
with the line joining the two trihedral solid angles {those 
formed by three adjoining planes) vertical* has the form of 
a hexagonal prism with three rliombohedral faces at each 
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end, ill so meeting at angles of 120 (compare Figs. 104, 
IQ5, \k 40). 

Aragonite (p. 352) lias a form which is often an appa¬ 
rent hexagonal prism, but it is really clue to twinning. 

RJwmbaluolrom* — A rhoniboliedral form, with cleavage 
parallel to faces making angles of 105° to 107° with each 
other, is characteristic of calcite (p. 247) first of all, also 
dolomite {p» 2G0), sklerite (p, 223), rhodoehrosite (p. 232). 
Smithsonite (p. 237) belongs to the same group, but is 
seldom in distinct crystals. 

Chabazite (p. 336) is also often in rh o mb ohedral crystals, 
but they are near a cube in angle, and it shows no distinct 
cleavage* The same is true of nl unite. 

Scalenoliedrons. —Calcite crystals (p* 247) are not in¬ 
frequently complete scalenoliedrons {dog-tooth spar), or 
the form may be a hexagonal prism with scalenoliedral 
faces at one end, A seal eno bedroll, if complete, is at 
once distinguished from a hexagonal pyramid by its zig¬ 
zag basal edge, or in any case by the fact that the angle 
of one set of three alternate terminal edges is greater 
than that of the other set. 

Rliowlnc Prisms. —The following minerals, among the 
many orthorhombic species, often show a distinct pris¬ 
matic habit : topaz (p. 320), staurolite (p, 325) ; also 
barite (p* 262) and celestite (p, 266). 

The same is true of the following monoclinie species: 
pyroxene (p. 262), orthoclase (p. 285). More or less slender 
crystals of prismatic form or aspect occur often with the 
varieties of amphibole (p. 236) and with epidote (p. 316). 
Other species might be included here. 
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Ta h it hi )' Cry s f a Is , — C ry s ta Is fliiLteii ed | > a m lie] to o n c 
pair of faces are common with barite (p, 263); they are 
often clustered in divergent groups. This is also true of 
colestile (p. 366). Something of a similar form is seen 
with crystals of albite (p. 28b)* 

. 1 c iru h tr ( f ry s tah,— V e ry slender, n e ed 1 el ike c ry s, t a 1 s, 
often in radiating groups, are characteristic especially of 
some of the zeolites, as natrolite (p. 33b) and tile carbon- 
ate, aragonite (p. 253), Both are white, hut the latter 
effervesces in hydrochloric acid.. Cuprite {p* 194) some¬ 
times appears in bright red capillary crystals, Of metal- 
lie species, stihnite (p. 176) often occurs in groups of 
radiating acicular crystals. Jamesoiiite (p* 200), a rare 
sulphide of antimony and lead, looking much like stihnite, 
also occurs occasionally in capillary crystals. 

Millerite (p. 327) is found in small radiating tufts of 
slender crystals and in capillary forms resembling a bunch 
of stiff hairs* 


Structure, 

Fibrous*- — (a) With Separable Fibers, — Asbestos, a variety 
of amphibole (p, 396), and clirysotile (often also called 
asbestos), a variety of serpentine (p. 328), belong here. 
The latter contains considerable water and is more silky 
than the other species* This fibrous character also belongs 
to a rare mineral called croeidolite (p. 398), which in its 
unaltered form has a bright blue color. 

(6) Fibers Xot Separable *—Of the many species hav¬ 
ing fibrous varieties the most important are cal cite and 
gypsum, each of which has a variety called satin spar; 
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ill so aragonite, barite, coles tile, anhydrite, bmcite, wavcl- 
litc. 

The following are more commonly columnar rather 
than fibrous: amphibole, epidote (and zoisite), sillnnanite, 
tourmaline, nafcrolite, and several other zeolites; also 
strontiunite and wi thorite, Oyanite is bladed rather than 
columnar. 

Of metallic species, stibinfce is the most conspicuous 
example of columnar structure. 

Radiated *—A radiated and more or less fibrous struc¬ 
ture in massive varieties is seen conspicuously in some 
varieties of the following species : natrolite (p. 335), 
thomsonite (p, 335), stilbite (p. 537); also amphibole (p. 
290), wavellite (p. 343, also Fig, 133, p. 68). 

Pyrophyllite (p. 334) and gypsum (p. 35G, and Fig. 134, 
p. 68} also have forms that are made up of radiating or, 
better, stellated plates. 

Micaceous ,—The micas (p. 303 et seq*)> muscovite, bio- 
tifce, phlogopite, etc., separate readily into thin, usually 
tough, flexible, and often elastic lamina} or leaves, 

Clin oeb lore (p. 311) and some related minerals, com¬ 
monly green in color, give tough, inelastic laminae. Some 
other species give soft, more or less brittle leaves, but 
cleave in the same way with the micas; this is true of talc 
{p. 326), brucite (p. 360), and pyrophyllite (p. 324). One 
variety of gypsum {selenite, p. 256) also separates by 
cleavage into soft, brittle laminae, but it is not properly 
micaceous. Orpiment (p, 174) yields thin, flexible plates 
of bright yellow color and brilliant luster. 

Foliated .—Some of the minerals just mentioned, as talc, 
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pyrophyllite, and orpiment, arc foliated rather than mica 
c go us, Graphite (p. 168) and molybdenite (p. 178), among 
minerals with a metallic luster, are conspicuous for their 
foliated character. 

Mmmnillafyy —A mammillary, hotryoidal, or globular 
surface is often seen with prehuite (ju 331, and Fig. 138, 
p. 68), calamine (p. 237), sraifchsonite (p. 237), chalcedony 
{p. 278, also Fig. 137, p. 68), hyalite {opal, p. 283); 
hematite {p. 217) may be included, though a reniform 
surface is for it particularly characteristic (Fig. 139,p. 68). 
Limonite (p. 222) is often in stalaetitie forms (Fig. 140, p. 
68); also gibbaite (p. 241) and occasionally niarcasitc (p. 
215). 

Cleavage. 

Cubic Cleavage,— This is exhibited conspicuously by 
halite or rock-salt (p. 268); also, among metallic species, 
by galena (p. 198, and Fig. 143, p. 71), 

Anhydrite (p. 258) and cryolite (p. 242) sometimes show 
cleavage in three directions, which sometimes resembles 
cubic, though not so in fact. 

Octahedral Cleavage— This is usually very distinct with 
fluorite (p. 245 and p, 71), 

Dodecahedral Cleavage .—This is characteristic of spha¬ 
lerite or zinc blende (p, 233). 

RhombohedraJ Cleavage . This is conspicuous with the 
species cal cite (p. 247, and Fig. 144. p. 72), dolomite (p. 
2G0), siderite (p. 223), rhodochrosite (p. 232)* 

The basal cleavage of the micas (p. 303), chlorites (p, 310), 
brucite (p. 260), and other species, having on Mils account 
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a foliated or “ micaceous 1 * strut hue, U an important char¬ 
acter, Orpimenfc (p* 114) has also a foliated structure. 

Gypsum (p, 256) yields large thin plates by cleavage. 

Topaz (p. 320) lias perfect basal cleavage. Pyroxene 
(p, 292) often shows a basal “ parting " resembling cleavage. 

The feldspars (p, 284} have cleavage hi two directions at 
right angles to each other, or nearly so. Corundum (p. 
239} sometimes shows a rhomboliedral ;i parting ” resem¬ 
bling cleavage, in directions inclined about 94° to each 
other. 

Barite (p. 262) and celestite (p. 266) have basal and 
prismatic cleavage. 

A in pi i i bole (p. 296) has prismatic cleavage (1244°). The 
Bcapolites (p. 314} have cleavage parallel to the two square 
prisms. 

Among minerals with metallic luster the following have 
conspicuous cleavage: graphite (p. 108), stibmte (p, 176), 

Hardness and Tenacity. (See pp. 74-78.) 

Very soft: having a greasy feel. Here belong talc (p 
326) and pyrophyllite (p, 324); also kaolin (p. 239). 

Graphite (p, 168) and molybdenite (p. 118), among 
minerals with metallic luster, have also a greasy feel and 
soil the fingers. 

Soft: scratched by the nail. Here belong gypsum (p. 
250), brneite (p. 260), orpiment (p, 174), sulphur (p. 170), 
eerargyrite (p. 185), cinnabar (p. 187), also some chlorite. 

Further, among minerals with metallic luster may be 
mentioned: stibnite (p. 176), color lead-gray and luster 
metallic; argentite (p, 184), sec tile, yields silver. 
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Hard Minerals *—should be noted that most of the 
hard minerals belong to either the class of the Oxides or 
that of the Silicates, The sulphides are mostly soft, that 
is, 31. = 4 or below; the exceptions are the minerals of the 
Pyrites Group, of which the common members are pyrite, 
mareasite, atsenopyrifce (pp. 213-215); these are hard 
enough (6 to (1,5) to scratch glass. Some related sulphides 
(and arsenides) of cobalt and nickel have H. — 5 to 5 5, 

The Carbonates, Sulphates, Phosphates, etc., are also 
mostly soft, rarely up to 5, Of the Silicates, those yield¬ 
ing water, like the zeolites, are relatively soft, rarely up 
to 6. 

Again, another distinction partly contained in the above 
is that minerals of metallic Ulster are nut often hard. The 
most conspicuous exceptions arc the members of E lie Pyrites 
Family among sulphides, alluded to in the paragrah above, 
and hematite, magbetito, franklinite (pp. 217 221) among 
oxides. 

The following minerals are hard, mostly falling between 
6 and 7: 


Prelmite (p, 331), 

Epidote and zoisite (pp, 
316, 317). 

Feldspars (p, 2S4). 
Vesuviauite (p. 315), 


Cassitcrite (p. 207), 
Diaspora (p. 240). 
Chrysolite (p, 312). 
Sillimanite (p. 324). 


Rutile (p. 209). 


Further, spodumene (p. 295), axinite (p. 325), iridosmine 
(p. 1S3), danbnnte (p. 321), chondrodite (p. 328); finally, 
eyanifce (p. 324), H. = 5 to 7.25. 
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The following arc very hard —hardness equal to that of 
quarts or greater (II. = 7 or above): 


H. 

Quartz (p. 273), 7 

Garnet (p. 300), 6.5-7,5 

Tourmaline (p. 317), 7-7 5 
Staurolite {p. 325), 7-7,5 

Zircon (p. 312), 7.5 

Amlalusite (p. 323), 7,5 


H. 

Beryl (p. 208), 7,5-8 

Spinel |p, 241), 8 

Topaz (p. 320), 8 

Chrvsobcryl (p* 242), 8.5 
Corundum (p, 230), 9 
Diamond (p, 166), 10 


Also the rarer species boracite (p. 202), II. = 7; iolite 
(p. 322), H. = 7 to 7.5; cudase (p. 239) and phenaeite (p. 
300), 11. = 7.5 to 8. 

—The minerals which are malleable include 
the native metals (see p, 78) ; less perfectly so argentite (p. 
184), cerargyrite (p, 135): these last are conspicuously 
sectile* The rare silver minerals hessite (silver tellnride), 
peidte (gold-silver telluride), arc somewhat sectile. 

Talc (p. 326) and orpmient (p. 174) are flexible; also 
some mica and chlorite. 


Specific Gravity. (Sec pp, 79 to 88.) 

The importance of the specific gravity as a character iv 
the determination of minerals has been repeatedly insisted 
upon, and the subject lias been so fully discussed on pp. 79 
to 88 that to give a list of minerals of conspicuously low 
or high density would be unnecessary repetition. The 
student should in this connection read again carefully the 
pages referred to, 
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Luster, 

Metallic .—A metallic luster belongs .to all Hie Native 
Metals, as gold,silver, copper, etc,; also to many of flic Sul¬ 
phides, asstibnite, galena, pyrite, but: not to sphalerite, cin¬ 
nabar, and some few others; finally, to a few of the Oxides, 
\u magnetite, hematite (some varieties), ilmenite, chromite, 
frank! ini to. The Silicates, Phosphates, Sulphates, Oarbon- 
Eil.es, etc., have, with very few cxceptroijfc, an rm metallic 
luster. 

Outside of these classes the only minerals having a 
metallic, or in most cases more strictly ei subnictallic, lus¬ 
ter are a very few rare silicates not described in this work : 
also the species col um hi to (and tan tali to, p. 224) and 
wolframite (p. 225), briefly mentioned, and a few others 
related to them. 

It should be noted that all the sulphides having an tin- 
metallic luster (sphalerite, cinnabar, etc,) are soj'L A 
hard mineral (IL = (i or above) having an mnncfallie lus¬ 
ter is either an oxide or a silicate. There are only one or 
two rare exceptions (as borcteite, 11. — 7), 

Adamantine *—An adamantine luster {as explained on p. 
89) belongs to some hard minerals, as diamond, corundum, 
zircon, cassiterile; also to a number of minerals containing 
lead, as cerussite, aiiglesifce, and oilier rarer ones, also 
eorargyrite, cinnabar, cuprite; further, some Jiglit-colomi 
specimens of sphalerite and titunitc. 

A metallic-adamant im luster belongs of leu to pvrargy- 
rite and some specimens of cerussite and cuprite. 

Resinous- Sphalerite (p, 233) is a striking example uT 
resinous luster; many Phosphates belong in this class. 
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Vitreous or Glassy.- Quarts beryl, garnet are familiar 
examples of vitreous luster; most silicates belong here. 

Pearly .—Talc (p. 326) and brucite (p* 260) have con¬ 
spicuous pearly luster, also pyrophyllite (p* 324) in foliated 
varieties. 

A pearly luster is noted on the basal plane of apophyl- 
lite (p. 331), also on the side planes of perfect cleavage of 
gypsum crystals (p, 256) and those of stilbite (p. 337) and 
heulandite (p. 338), Barite (p, 262) and celcstite (p. 266) 
often show pearly luster on the basal plane; so* also, some 
kinds of feldspar. Other minerals belong in this same 
class. 

Silky.' -Fibrous gypsum (p. 257) and fibrous caleite (p. 
240) (each called satin spar), also as best us (p. 297) are 
good examples of silky luster. 


Color* 

(a) Metallic fAtsier* 

The following lists may be helpful, although it has not 
been attempted to make them complete: 

SUrer-v'hik or tin-white: Native silver; arsenopyritc, 
cobaltite, and, further, several rare minerals containing 
cobalt and nickel; also native antimony,arsenic,tellurium, 
and some compounds of tellurium, as the tellurides of 
gold (sylvanifcc), silver, or lead. The color is often dull on 
the surface in consequence of tarnish. 

Steel-gray: Stibnite, oxides of manganese, as pyrolusite 
and manganito; native platii i um, 

Lead-gray: Galena, molybdenite (both bluish). Stibnito 
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is also often lead-gray. Argeutite and chaleocite are 

blackish lead-gray, 

Copper-red: Nativc cojjper* 

Bronze-red: Bornibe (with variegated tarnish), niceolil e. 
Bronze-yellow: Pyrrliuiite, milleritc. 

Brass-yellow: Chdlcopyritefc brittle, dissolves in nilri<- 
acid. Pale brass-yellow, pyrlte; also still paler, rnurcasite. 
llillerite (see above) lias more of a bronze color. 

Gold-yellow : Native gold (malleable). 

Black or nearly so: Tetrahednte, chaleocite, graphite, 
magnetite, hematite, ilmenite, and sometimes limotiite; 
also (Ulster mibmetullio) col unibite, wolframite. 

The following are conspicuous for the tarnish (often 
bright-colored) of Urn surface; Bornite, diulcopyrite, tetra¬ 
iled rite, hematite, some limonite. 

The streak is to be noted particularly in the case of 
some minerals with metallic luster* Idle majority have a 
streak which differs but little from black, hut il is usually 
dull, not shining. The streak of hemal he is brownish 
red, of pyrargyritc, cochineal-rod. The streak is bright 
and shining with graphite and molybdenite, 

(b) VumdaUic Buster* 

Colorless: Quartz, not eleavable, hard; calcite, if crys¬ 
tallized, shows rhombohedral cleavage, soft; gypsum, very 
soft. Also eemssite and anglesite, some crystallized varie¬ 
ties of albite, barite, apatite. 

While: Many massive minerals, especially the feldspars, 
quartz, ealcite, barite, cenissite, soaped ite, several of the 
zeolites, calamine, talc, meerschaum. 







ON THE determination of minerals. 


361 

Blue: Azurite, usually dark blue to blackish blue; also 
sapphire, cyanifce, some celestife, lazulite, lapis lazuli. One 
variety of tourmaline has an indigo-blue color. Amethyst 
and some fluorite are violet-blue. Some beryl is blue or 
greenish blue, also amazon-stone, Turquois varies from 
robin Vegg bine to greenish blue and bluish green. Lapis 
lazuli is a bright blue. Chrysocolla and some varieties 
of calamine and calcitc belong here, also some more or less 
rare copper minerals (as chalcanthite and some other sul¬ 
phates, etc,). 

Green. — Emerald-green: This is characteristic of some 
beryl (emerald), also malachite, dioptase, 
spodumene (hiddenite); also some other 
minerals containing copper, most of them 
not described in this book (as atacamite). 

Bluish green: Much beryl, apatite, fluorite, 
amazon-stone, tourmaline, chlorite, prehnite, 
calamine, smithsonite, chrysocolla. 

Apple-green: Tale, some garnet, chrysoprase, 
willemite, nickel silicate. 

Yellowish green: Some beryl and apatite, 
eh ry so beryl, chlorite, also {(dive-green) chry¬ 
solite, datolite, and some serpentine, vesnvi- 
anite, titanite. Epidote is pisiackio-green; 
pyroniorpbite is grass-green. 

Some varieties of amphibole, pyroxene, also serpentine, 
are dull grayish or hhwhish green, Wavellite has green 
varieties of several shades. Gahnite is dark green. 












Yellow. — SuIphur-yeUo id ; Sulphur, some vesnvianite. 
Orange-yellow: Orpiment, wulfenite. 
Straw-yellow* also wim-yellow, wax-yellow ; 
Topaz, sulphur, fluorite, cancrinite, wnlfen- 
ite, vanadinite, willemite, calcite, barite, 
chrysolite, ehondrodite, etc. 

Brownish yellow : Much sphalerite, siderite. 
Ocher-yellow: Yellow ocher (limonite). 

Red. — Ruby-red: Ruby (corundum), ruby spinel, much 
garnet, proustite, vanadinite, sphalerite. 
Cochineal red: Cuprite, cinnabar. 

Orange-red: Zincite. 

Crimson - red : Tourmaline (mbellite), spinel, 
fluorite. 

Ora nye-i *ed: R e; il gar (to a u l*o r a - re d)-. 

Scarlet-red ; 0ijinabar. 

Brick-red: Some hematite (red ocher). 

Rose-red: Rose quartz, rhodonite, rhodochrosite, 
erythrite, some scapolite and apopfeyllite. 
Peach-blossom red to lilac: Lepidolite, mbellite. 
Flesh-red: Some feldspar, willemite (tlie variety 
troostitc), some chabazite and stilbite, apatite, 
less often calcite. 

Brownish red: Jasper, limonite, garnet, sphaler¬ 
ite, siderite, etc. 

Brown.— Reddish brown : Some garnet, some sphalerite, 
cassitcrite. 

Clove-brown: A.xinite, zircon, pyromorphite. 
Yellowish brown: Siderite, sphalerite, jasper, 
limonite, goethite, tourmaline, 
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Blackish brown: Titanite, some si derite, spha¬ 
lerite* 

Smoky brown: Quartz. 

Black: Tourmaline, black garnet (melanite); also 
(mostly greenish or brownish black) some amphibole, py¬ 
roxene, and epidote; further, some sphalerite and some 
kinds of quartz (varying from smoky brown to black) ; 
also allaiiite, samarskite. Some black minerals with sub- 
metallic luster are mentioned on page 360. 

The streak is to be noted in the ease of some minerals 
with unmetallic luster. By far the majority have, even 
when deeply colored in the mass, a streak differing but 
little from white. The following may be mentioned: 

Orange-yellow: Zincite, erocoite. 

Cochineal-red: Pyrargyrite and proustite. 

Scarlet-red: Cinnabar. 

Brownish red: Cuprite, hematite* 

Brown: Limoni te. 

Magnetic Properties. (Seep. 96 .) 

Magnetite (p. 219) is always strongly magnetic, so that 
a fragment jumps to a good magnet even when separated 
by a little distance. PgrrhotUe (p. 212) is also magnetic, 
but not so strongly so as magnetite; the test often requires 
some care and the use of small fragments. Some native 
platinum (p. 181), especially the variety containing con¬ 
siderable iron, is also magnetic. 

The following minerals are slightly magnetic in some 
varieties: Hematite, franklinite. This seems to be due to 
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an admixture of a little magnetite, for when pulverized a 
little magnetic powder can be separated. 

In general a fragment of a mineral containing iron 
becomes magnetic when roasted on charcoal or when held 
in the forceps and heated in a strong reducing flame. 
Tims pyrifce, arsenopyrite, obalcropyrite, yield a magnetic 
globule on charcoal: also a splinter of iron garnet in the 
forceps fuses to a black bead which is more or less mag¬ 
netic. 
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The following list includes the names of the species 
which it is most important that the young mineralogist 
should have in his collection; they are printed in small 
i apitals. To these are added, in ordinary type, a number 
of others which are also important hut not quite so much 
so; they may well he present in the cabinet of the school 
or academy* 


Graphite. 

Sulphur. 

Or pi merit* 

Sti unite. 

Molybdenite* 

Silver. 

Gold in quartz. 
An ore of silver. 
Cinnabar* 
Copper. 

Chal cocite. 
Boniite, 

Chalcopyrite, 

Tetrahedrite. 

Cuprite, 

Malachite* 

Azu rite* 

Galena* 

Pyromorphite. 

Mimetite. 

Vanadinite. 


Cerussite, 

Angles! te. 

Wulfenite* 

Cassiterite. 

Entile, 

Pyrrhotite. 

Pyrite. 

Margasite. 

Aksenopyrite. 

Hematite* 

Magnetite, 

Frank finite. 

Chromite* 

Limonite. 

Side kite* 

Col a m bite, 

MlLLERlTE* 

Niccolite. 

Garnierite* 

Manganite (or Pyrolusite). 
Rhodolite* 
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B hod op resile. 

Sphalerite, 

Zincite. 

Willemite. 

Calamine. 

Smith so site, 

CORUNDUM, 

Spinel, 

Cryolite. 

Fluorite. 

Wave]] it e. 

('alc it e (several varieties). 
Aragonite. 

Apatite. 

Anhydrite, 
lira cite. 

Gypsum. 

Dolomite, 

Barite, 

Wi thorite. 

Celestite. 

Strontianite. 

Halite, 

Quartz {several varieties,) 
Opal. 

Orthoclase. 

Albite, 

Oligoclase. 

Labradorite, 

Pyroxene (several var,). 
Spodumene. 


Am phi role (several var.). 
Beryl, 

Garnet. 

Muscovite, 

Biotite. 

Lepidolite. 

Clin och lore. 

Chrysolite. 

Zircon, 

Scapolite. 

Vesuvianite. 

EPL DOTE, 

Zoisitc. 

Toi’RM ALIKE. 

Topaz. 

Tiumito. 

And alu site, 

Cyanite, 

Stau route. 

Talc. 

Serpentine, 

1 )atolite, 

Prehkite. 

Apophyllite. 

Pectolite. 

Natrolite, 

Anal cite. 

Citarazjte. 

Sxxlrite. 

Heulandite. 


If the student limits himself to small specimens, as ad¬ 
vised on page 13, a collection including the species men¬ 
tioned will not occupy a great deal of space, and, if 
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desired, can be purchased at no great cost. From time to 
time additional specimens can he obtained by exchange or 
purchase. 

Of the minerals in the above list the following are most 
desirable for the blowpipe and other chemical trials de¬ 
scribed in Chapter IV, Suitable fragments, of the needed 
purity, can be obtained for a very small expenditure of 
money. 

Stibnite, molybdenite, an ore of silver, cinnabar, chalco- 
pyrite, tet railed rite, cuprite or malachite, galena, pyro- 
morpliite, cassitcrite, rutile, pyrite, arsenopyrite, hema¬ 
tite or si derite, millcrUe, rhodonite, sphalerite, corundum, 
cryolite, fluorite, calcite, apatite, brucite, barite, celestite, 
orthoclase, amphibole (actinolite), garnet (almaudite), 
tourmaline, natrolifce. 

Also in addition to these: a mineral containing lithium, 
as either lepidolite, spodumene, amblygonite, or triphylite; 
one containing cobalt, as linnadte; chromium, as chromite 
or croeoite; vanadium, as vanadinite; uranium, as nramn- 
ite (pitchblende) or autunite. 

It is further convenient to have suitable specimens of the 
first eight or nine minerals in the scale of hardness (p. 75 ) t 

For those who wish to learn more about minerals than 
is given in this very elementary work, the Manual of Min¬ 
eralogy (4th edition, 1887), by James IX Dana, may be 
recommended. This may be followed by the Texi-hooh oj 
Mineralogy by the present author, in which the subjects 
of crystallography and physical mineralogy are discussed 
from a more advanced standpoint* Dq?mv s System 0 / 
Mineralogy , 6th edition, 1892 (U34 pages, large 8vo, with 
Introduction, i to lxiii), is devoted exclusively to the de¬ 
scriptions of species, which are given with great fullness. 
The above works are published by John Wiley & Sons, New 
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York. Two volumes by Bauenmin, one upon Systematic 
Mineralogy and the second on Descriptive Mineralogy, also 
deserve to be mentioned (Longmans, Green & Co., London 
and New York). Further, the following small and inex¬ 
pensive volumes: A brief pamphlet entitled First Lessons 
at Minerals, by Ellen II, Richards, 50 pp, 1:2mo, Boston, 
18SD; A Course of Mineralogy for Young People (in 
three grades), by Gustave Guttcnberg, Pittsburg, Pa. (Ag¬ 
assiz Association Course); Common Minerals and Rocks, 
by William 0. Crosby, Boston, 1881 (Guides for Science 
Teaching, No. XII). 

In determinative mineralogy and blowpipe analysis the 
Manual by Professor G. J. Brush (John Wiley, & Sons) will 
be found very satisfactory. The Rhine at s of Cr y si alloy- 
raphy, by G. 1L Williams (Henry Holt & Co., New York), 
is an excellent work. 

ft may be a convenience to students and schools to have 
the following addresses of dealers in minerals: 

Boston: N. L. Wilson, 170 Tremont Street. 

Mew York: George L r English & Go., G4 East Twelfth 
Street: Roy II ‘ppitig, 129 Fourth Avenue. 

Rochester: Henry A. Ward, 18 College Avenue (Ward's 
Natural Science Establishment). 

Philadelphia: Foote Mineral Co., i:\}7 Arch Street 

Washington: E. E, Howell, G12 Seventeenth Street 
K W. 

?! est Medford, Mass.: George B. Frazar. 

Iowa City, Iowa: Dr. Otto Kuntze. 

Other addresses are given in the Mineral Collector , pub¬ 
lished monthly by Arthur Chamberlain (26 John Street), 
New York City. 

Blowpipe apparatus can be obtained from Elmer & 
Amend, 205 Third Avenue, New York City. They are 
also agents for Dr. F. Kraut z in Bonn, Germany, the dealer 
in minerals, fossils, etc., who makes excellent models of 
crystals in wood and pasteboard. Apparatus can be also 
obtained from James W. Queen & Co, of Philadelphia, 
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Acicular crystals, 63, 352 
Acid and salt, 112 
Adamantine luster, 81>, 167, 358 
Aluminium, aluminum, 238; test 
fur, 135 

Amalgam, 186, 187 
Amorphous structure, 63 
Antimony, 175; tests for, 133, 
142, 151 

Aragonite group, US) 

Aid) o rose eat structure, 61 
Arsenates, 112, 175 
Arsenic, 173; tests for, 133, 142, 
150 

Arsenides, 175 
Astorism, 03, 308 
Atomic weight, 102 

Barite group, 119 
Barium, 262; test foi\ 133 
Basal plane, Base, 31 
Beryl 1 oid, 37 

Bismuth, 177; test for, 146 
Blebby bead, 135 
Blowpipe, description, 123; use 
of, 127 
Borates, 113 
Borax, use of, 136 
Boron, lest for, 133 
llotryoidftl structure, 67 
Brittle minerals, 78 
Bromides, 110 
Bunsen burner, 122 
Burner for blowpipe, 122 

Cadmium, lest for, 146 
Caldte group, 119 
Calcium, 244; test for, 133 


Capillary crystals, 68 
Carbon, 166 
Carbonates, 112 
Carlsbad twin, 286 
Charcoal, 124 

use of, 140 

Chemical compound, 106, 109 
elements, 100 
formula, 104 
symbol, 100 
tests, 153 
Chlorides, 110 
Chlorine, test for, 133, 155 
Chromates, 112 
Chromium, tests for, 188, 130 
Classification of minerals, 118 ,161 
Cleavable, 66 
Cleavage, 65, 70, 354 

Basal, 72, 354 
Cubic, 70, 354 
Dodecahedral, 71, 354 
Octahedral, 71, 854 
Prismatic, 72, 855 
Rhouibohedral,71, 354 
Closed tube, 125, 147 
Cobalt, 228; test for, 138 
u it rate, use of, 135, 144 
Cohesion, 15, 70 
Collection of minerals, 11 
Color, 90, 359 

Color of blowpipe flame, 133 
Columbates, 113 
Oolumbium, test for, 139 
Columnar structure, 67, 353 
Concentric structure, 67 
Conehoida! fracture, 74 
Concretionary structure, 69 
Concretions, 69 
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Con tael-(win, 57 
Copper, 18^; testis for, 133, 138, 
145, 150 

Copper chloride, lesl for, 133 
Corulioidul structure, 69, -53 
Cryp to 'Crystal line, 65 
Crystal, dehuition, 14 
distorted, 48 
Iiow formed, 17 
twin, 57 

Crystalline siructare, 63 
Crystallizution, systems of T 21 
Cube, 22, 340 * 

Decrepitation, 131 
Dendrites, 00 
Dendritic structure, 61, 09 
Density, 70 

Description of species, 158 
Determination of minerals, 339 
Dichroism, 95 

Dimorphous compound, 120 
Dioxide, 108 
Distorted crystals, 48 
Dodecahedron, 22, 848 
Domes, 42 

Double refraction, 94 
Drusy, 63 
Ductile, 78 

Earthy fracture, 74 
Effervescence, 155 
Elasticity, 78 
Elements, chemical, 99 

equivalence of, 105 
Etching, G4 
Exfoliation, 135 

Ferromanganese, 229 
Fibrous structure, 67, 352 
Flame coloration, 133 
Flame, oxidizing, 128 
reducing, 128 
Flexible, 78 
Fluorides, 110 
Fluorine, test for, 158 
Fluxes. 125 

Foliated structure, 67, 353 
Forceps, 124, 130 
Formula, chemical, 104 
Fracture, 73 
Fusibility, scale, 131 


Glass tubes, 125; use of, 147 
Globular structure, 67 
Gold, 179 

O on iomclor, ro 11 1 act. 4 7 
Gmuite veins, 287, 807 
Granular, 66 
Greasy luster, 89 
Grouping, ii regular, 02 
parallel, GO 

Hackly fracture* 74 
Hammer, 11 

Hard minerals, 356, 857 
Hardness 74, 355 
Heal, 95 

Hexagonal prism, 36 

pyramid, 86 
ITexoctahcdron, 25 
Hydrates, 116 
Hydraulic lime, 252 
Hydrous compounds, 110 

Impalpable structure, 66 
Inelastic, 78 
luminescence, 135 
Iodides, 110 
Iridescence, 93 
Iron, 210 ; lest for, 188 
Isometric system, 22 
Isomorpbous group, 119 

Lamellar structure, GO 
Lamp for blowpipe, 132 
Lend, 197 ; test for, 144 
Left-1 umded crystal, 275 
Lithium, test for, 133 
Luster, 88, 358 

Magnesium, 259 ; test for, 136 
Magnetic, 90, 363 



Mammillary structure, 67, 354 
Manganese, 229; test fur, IBS 
Mercury, 186; test for, 148, 149 
sulphide, test for, 148 
Metallic-adamantine luster, 89, 
358 

Metallic luster, 88. 357 
Metals, 102, 107 
Melasilicates, 113 
Micaceous structure, 07, 353 
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Mtcrocostnic sail, 125, 180 
Mineral, artificial, 7 

definition of, 5 
Mineral kingdom, 1 
Mineralogy, science of, 5 
Molybdates, 112 
Molybdenum, 178 ; tests for, 184, 
189, 146 

Monoclinic system, 44 
Mon oxide, 108 
Mossy, 63 

Native elements, 109 
Negative element, 107 
Nickel, 226 ■ test for, 138 
Niobates, 113 
Niobium, test for, 139 
Non-metals, 102, 107 
Nugget, gold, 180 


Pyramid, rhombic, 43 

square, 31, 32, 349 
Pyritobedron, 30 + 213, 348 
Pyro-electricity, 97, 318 

Quart zoid, 274 

Radiated structure, 67 
Reducing flame, 128 
Refraction, double, 94 
Reniform structure, 67 
Resinous luster, $9, 358 
Reticulated, 63 
Rhombic prism, 41, 351 
pyramid, 42 

Rhombobedral system, 39 
Rhoin boiled ron, 39, 351 
Right-handed crystal, 275 
Roasting, 139 


Octahedron, 22, 347 
Odor, 97 
Opalescence, 93 
Opaque, 93 
Open tube, 125, 147 
Orthorhombic system, 41 
Onhosili cates* 113 
Oscillatory combination, 53 
Oxides, 110 
Oxidising flame, 128 

Parallel grouping, 60 
Para morph, 56 
Pearly luster, 89 
Ptft) titration-twin, 57 
Percentage composition* 116 
Peroxide, 108 
Phosphates, 112 
Phosphorescence, 94, 153 
Phosphoric add, test for, 133 
Pmacoid*. 42, 44 
Piaster of Paris* 257 
Platinum, 181 

Wire, 125, 136 
Play of colors, 93 
Poly synthetic twinning, 59 
Positive element, 107 
Potassium, 268 ; test for, 133 
Prisms, 31, 32, 41, 44* 349 
Protoxide, 108 
Pseudo morph* 55 
Pyramid, hexagonal, 36, 349 


Salt of phosphorus* 139 
Salts, 112 
Saturation. 137 
Scale of fusibility, 131 
hardness, 75 
Scaleuohedrodi 39, 351 
Secondary twinning, 60 
Sec tile, 78 

Selenium, tests for* 134, 146,152 

Semi-metals* 103 

Semi-transparent, 93 

Sesquioxide, 108 

Silica, 272 ; test for, 156 

Silicates, 113* 272 

Silicon, 272 

Silky luster, 89 

Silver* 183; test for, 145 

Snow-crystals, 17 

Soda* use of, 140 ; on charcoal, 


144, 145 

Sodium, 268; test for, 133 
Soft minerals, 355 
Solubility in acids, 154 
Specific gravity, 79, 80, 357 

' balance* 81* 82 


Spelter, 283 
Sphenoid, 36 
Spiegel el sen* 229 
Splintery fracture* 74 
Square prisms* 31* 32, 349 

pyramids, 31, 32* 849 
Stalactitie structure, 69 
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Stalactite, 350 
Stalagmite, 250 
Stellate structure, 67 
Streak, 92 
Stria lions, 52 
Strike-figure, 305 
Strontium, 260 ; lest for, 133 
Sublimate, 142, 148 
Sub translucent, 93 
Sulphates, H2; lest for, 146 
Sulphides, 109 

Sulphur, 168 ; lest for, 142, 146, 
147, 148 

Symbol, chemical, 100 
Symmetry, defined, 27 

planes of, 27, 35 
System, Hexagonal 86 
Isometric, 22 
Monoclinic, 44 
Orthorhombic, 41 
Rbombohednd, 39 
Tetragonal, 31 
Triclinic, 45 

Tabular crystals, 352 
Tan Lai ales, 113 
Tarnish, 91, 92 
Taste,. 97 

Tellurium, 173; tests for, 134, 
152 

Tenacity, 77 
Tetragonal system, 31 
Tetrahedron, 29, 848 


Te 1 ml j exabed ron, 25 
Test-paper, 126 
Tin, 206 ; lest for, 145, 146 
Titanium, 208 ; test for, 139 
Translucent, 98 
Transparent, 92 
TnipcEOliedron, 28 
Triclinie system, 45 
Trigonal prism, 317, 350 
Trisect abedions, 24 
Tungstates, 112 
Tungsten, 259 
Twin crystals, 57 
Twinning axis, 57 
plane, 58 

Twinning, poly synthetic, 59 
secondary, 60 

Uneven fracture, 74 
LnmelalHc luster, 89 
Uranium, 210 ; tests for, 138, 139 

Vanadates, 112 
Vesicular bead, 135 
Vitreous luster, 89, 359 

Water of crystallization, 116 
Water, test for, 152 
Waxy busier, 89 

Zinc, 233; test for, 143 
Zirconoid, 84 
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Acadialite, 337 

Achroit«, mr. Tourmaline, 317 

Aetijiolile, 297 

Adamantine spar, 240 

Adular, Ad u I aria, 287 

Agaric mineral, 251 

AgaLe, 279 

Akibandite, 232 

Alabaster, 257 

Albtte, 238 

Alexandrite, 242 

Allan be. 317 

A1 mam line, Almandite, 302 
Altaite, 110 
Alum, Native, 214 
Alumina, 230 
Aluminite, 244 
Aluminium carbonate, 244 
fluoride, 242 
lino silicate, 320 
hydrate, 241 
oxide, 239, 240 
phosphate, 243, 244 
silicate, 323, 334 
sulphate, 244 

Aluuite, 244 
Amalgam, 137 
Amazon-stone, 288 
Amber, 170 
Amblygoidte, 244 
Amethyst, 277 

Oriental, 240 
Amianthus, v. Serpentine 
Am phi bole, 206 
Analcite, Amdcime, 330 
Aiuitase, v Oct ahed rite, 208 
Audaluske, 323 
Aiulr&dite, 302 


Auglcsitc, 205 
Anhydrite, 25S 
Ankerite, 261 
Auorthite, 290 
Anthracite, 170 
Antimonite, i\ Stibnitc, 176 
Antimony, Gray, w, Stibnite, 176 
Native, 175 
Antimony glance, 176 
sulphide, 176 
Apatite, 254 
A pop by Hite* 331 
Aquamarine, 299 
Aragonite, 252 
Argentiferous galena, 109 
Argentine, mr, 'Calcite, 247 
Argun tile, 184 

Arkansite, mr Brookito, 200 
Arragonitc, r, Aragonite, 252 
Arsenates, E75 
Arsenic, Native, 173 
lied, 174 
Yellow, 174 
White, 175 
Arsenic oxide, 175 

sulphide, 174 
Arsenides, 175 
Arsen elite, 175 
Arsenopyrile, 215 
Asbestos, 297, 328 
Blue, 298 
Asparagus-stone, 255 
Asphaltum, 170 
Alucamite, 197 
Augite, 204 
Auriferous pyrites. 214 
Auripigmuntum, 174 
Aulu cite, 210 
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AventuHue quartz, 278 
Axinite, 825 
Azurite, 196 

Barite, 292 

Barium carbon ale, 265 
sulphate, 262 

Baryta — Barium oxide, tv Ba¬ 
rium, 262 

Barytes, ?v Barite, 262 
Rurytoc aleite, 265 
Basin it tc, 280 
Bauxite, Beauxite, 241 
Bed-metal ore, v. Bud. mite, 206 
Beryl, 298 

Beryllium al ultimate, 242 
phosphate, 300 
silicate, 298, 800 
Beryl lotiile , 300 
Bismuth, Native, 178 
Biotite, 308 
Bismuth .sulphide, 178 
Bismuth mite, 178 
Biller spar, a. Dolomite, 260 
Btfcmnen, 170 
Bituminous coal, 170 
Black lead, 160 
Black jack, 234 
Blende, 231 
Bloodstone. 280 
Blue jolm, 246 
Blue-vitriol. 197 
Bog iron ore, 223 
Bog manganese, 231 
Brunei te, 262 
Borax, 270 
Born lie, 190 
Bort, mr. Diamond 
BournonHc, 200 
Bmu n i I e, 231 
Breiik&uplite, 228 
Breunente, 262 
Brittle mica, 310 
Brochuntite, 197 
Bronzlte, 295 
Br oo kite, 209 
Brown coal, 170 

hematite, 222 
Rrue Be, 260 

Cack along, tar, Opal 
Cadmium sulphide, 238 


Cairngorm stone, 277 
Calamine, 237 
Cale s[m i’, iv Calebe, 247 
Calc sinter, 251 
Calcile, 217 
Cftlcium uisen&kv 259 
bonne, 259 
born-sillcate, 329 
carbonate, 247, 252 
fluoride, 245 
phosphate, 254 
silicate, 295 
sulphate, 2 p> 6, 258 
Lanlalaic, 259 
ltinnale, 259 
tungstate, 258 
Canesinke, 293 

Cupillary pyrites, tv Millerite, 237 

Carbon, 166 

Caruclian, 279 

Cassitente* 207 

Cut's eye, 342, 278 

Cat’s gold, 306 

('aBs silver, 306 

Celestilc, Oteslinc, 206 

Cenirgyrilr, 185 

Cerium phosphate, 271 

Cerussile, 203 

Clmbazite, 336 

Clsateanlhile, 197 

Chalcedony, 278 

Chal'eucite, 190 

Chaleopyrile, 191 * 

Chalk, tar. Cal cite, 347 
Chaiybile, v. Siderite, 223 
Chert, 280 
ChiasLotite. 55, 333 
Childrentic, 225 
Gklor-apatite, 255 
Chlorite Group, 810 
Chkniloid, 310 
Chlorbplmne, 247 
Chondindite, 326 
Chromic iron, 321 
Chromite, 221 
Chrysoberyl, 242, 299 
Ohrysocolla, 197 
Chrysolite, 312 
Ghvysoprase, 280 
ChrysoUle, 328 
Cinnabar, 187 
Ciunamon-slonet 301 
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Clay, 239 
Glmochlore, Sll 
Coal, 170 

Cobalt bloom, $28 
arsenate, 228 
arsenide, 228 
sulphide, 228 
Cobaltine, Cobaltite, 228 
Coccolite, 294 
Cblestine, v. Celcstite 
Cohimbite, 224 
Copper* Emerald, 197 
Gray, 198 
Native, 189 
Purple, 191 
Red, 194 
Yellow, 191 
Copper arsenate, 197 

carbonate, 195, 190 
chloride, 197 
glance, 190 
nickel, 227 
oxide, 194 
phosphate, 197 
pyrites, 191 
silicate. 197 
sulphate, 197 
sulphide, 190, 191 
vitriol, 197 
Copper ore. Red, 194 

Yellow, 190 
Copperas, 226 
Cordietfite, 822 
Com u cl u m, 239 
Crocidolite, 298 
Crocolte, Crocoisite, 202 
Cross-stone, 325 
Cryolite, 242 
Cuprite, 194 
Oy unite, 324 

Danaite, 228 
Dana Lite, 393 
Danburite, 321 
Datholite, Datolite, 329 
Dawson ite, 244 
Demantoid, 302 

Derbyshire spur, -v. Fluorite, 245 
Descloizite, 202 
Desmiue, 337 
Dtallage, 294 
Diamond, 106 


Diuspore, 240 
Diopside, 293 
Dioptose, 197 
Dipyre, 315 

Distheue, v. Cvanite, 324 
Dog-tooth Spar, 249 
Dolomite, 200 
Dry-bone, 237 

Eiseukiesel, v. Quartz, 62 
Eisenrose, 62 
Eheolite, 293 
Emerald, 299 
Emerald copper, 197 
Elnery, 239 
installte, 295 
Eospboiile, 225 
Epidote, 316 

Epsom Salt, Epsomlte* 262 
Erubeseite, 1UU 
Eiytbrite, 228 
Essonite, r. Ilessonite, 301 
Euelase, 299 
Eulytiue, Eulytite, 303 

Fabler z, v. Tetralied rite, 193 
False galena, 234 
lead, 234 
topaz, 277 

KohI-par Group, 284 

Fibrolhe, r. Sillimanite, 324 

Fire-opal, 283 

Flee hey < Pam our, 209 

Flint, 280 

Flos fern, 258 

FI uoi-apatite, 255 

Fluorite, 245 

Fluor spar, 245 

Frank I mite, 221, 236 

GaUtiite, 236 
Galena, Galen it e, 198 
Garnet, 300 
Gain ierile, 228 
Genthite, 228 
Gey sente, 283 
Gibbsitc, 241 
Glauber salt , 270 
Glauberite, 270 
Ghuiendot, 228 
Glimmer, 4>. Mica, 303 
Umelinite, 337 
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Gnethitc. 223 
Gold, 179 

Gold teHuride, 179 
Gbthite, 223 
Graphic tellurium, 18! 

Graphite, 168 
Gray antimony, 176 
copper, 193 
Greenock lie, 238 
Gvenal, v. Garnet, 300 
Grossuhmte, 301 
Guano, 255 
Gypsum, 256 

Halite, 268 
HarmoLoum, 337 
llauente, 232 
Httusinaunhe, 231 
Haydeniie, 337 
Heavy spar, 262 
Heliotrope, 280 
Helvile, 303 
Hematite, 217 

Bl own, 222 
He i derite, 300 
Jlessomte, 301 
fTeuhitidite, 33S 
Hidden ite, 295 
Hornblende, 297 
Horn silver, 185 
llornstone, 280 
Horse flesh ore, 191 
Humile, 326 
Hyalite, 283 
Hyalopiiane, 285 
Hydraulic limestone, 252 
Hyperstheue, 295 

Ice, 172 
Ice-stone, 242 
Iceland spar, 249 
ic Ij 11 1 yopli t h al mi tc, 332 
Ido erase, 315 
llmeuite, 222 

ludicolite, mi\ Tourmaline, 317 
Infusorial earth, 283 
Jolite, 322 
I rid osmiue, 133 
Iron, Magnetic, 219 
Meteoric, 211 
Native, 211 

OlfgUst (hematite), 217 


Iron, ars on ale. 223 
arsenide, 215 
car lion ate, 223 
coin m bate, 224 
mediate, 224 
oxide, 217, 219, 222, 223 
phosphate, 225 
sulphate, 225 
sulphide, 212, 213, 215 
Uuitalate, 224 
Iron pyrites, 213, 215 

White. 215 

Jade, 297 
J addle, 297 
Jamesouite, 200 
Jasper, 280 
Jasper-opal, 283 
Job's tears, 312 

Kaolin, Kaolin it e, 239 
King’s yellow, 174 
Ky unite, il Cyanile, 324 

Labrador! le, 291 
Labrador feldspar, 291 
Lapis-lazuli, 291 
Luumonite, baumonlite, 338 
LaznlUc, 243 
Lead, Argentiferous, 199 
Black, 169 
Native, 193 
Lend carbonate, 203 
chromate, 202 
molybdate, 202 
phosphate, 200 
sulphate, 205 
sulphide, 198 
tellmido. 110 
Lepiilolite 309 
Lcpidomelanc, 308 
Leucitc, 291 
Libetheiute, 197 
Lime = Calcium oxide, 244 
LriinesLoue, 250, 251 
Limotrito, 222 
Linuaeite, 228 
Lit hia mica, 309 

tourmaline, 319 
Lithiopliilite, 225 
Love's arrows, 209 
Luumchclic, 250 
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Lydian stone, 280 
Made, 323 

Magnesia — Magnesium oxide, 

Magnesite, 2GO 
Magnetic iron ore, 210 
Magnetic pyrites, 212 
Magnetite, 219 

Malachite, Blue, v> Azurite, 106 
Green, 193 

Malacolite, v. 1> topside, 293 
Manganese carbonate, 232 

oxide, 229, 230, 231 
silicate, 231 
sulphide, 232 
Manganite, 230 
Marble, 230, 262 

Verd-antitjuc, 328 
Mareasife, 215 
Margin! to, 310 
Marialile, 315 
Meerschaum, 329 
Meiuuite, 815 
A fel finite, 802 
Melanterite, 236 
Menaccanite, v. Ilmcnile, 233 
Mercury, Native, 186 
Mercury chloride, 187 
sulphide, 187 
Mesltiue, MesitJte, 263 
Mica Group, 308 
Mieroclinc, 288 
Microlite, 259, 371 
Milk opal, 283 
quartz, 277 
Mi liente, 227 
Mimetite, 201 
Mineral coal, 170 
oil, 170 
wax, 170 
Mirabilke, 270 
MispickcL 216 
•Molybdenite, 178 
Molybdenum sulphide, 178 
Monazite, 271 
Moonstone, 287 
Moss agate, 379 
Mountain cork, 297 
leather, 297 
Muscovite, 304 
Muscovy glass, 804 


Muller's glass, 283 

Native antimony, 175 
arsenic, 173 
bismuth, 177 
copper, 189 
gold, 179 
iron, 211 
lead, 198 
mercury, 187 
platinum. 181 
silver, 183 
sulphur, 170 
Natrolitc, 835 
Natron, 370 
Needle zeolite, 885 
Ncpheliuc, Nophelite, 291 
Nephrite, 297 
Niceolite, 227 
Nickel antimonidr, 238 
arsenide, 227 
silicate, 228 
sulphide, 237 

Ocher, Brown, 233 
lied, 318 
Oeinhedritc, 208 
Oligocluse, 390 
Oliveuite, 197 
Olivine, 312 
Onyx, 279 
Opal, 283 
Ophiolite, 328 
Orangite, 314 
Orpiment, 174 
Orihoclase, 283 

Oriental amethyst, ruby, sap¬ 
phire, topaz, 240 
Oitreble, 310 
Ouvarovitc, 303 
Ozocerite, 170 

Pachuolile, 213 
Peacock copper, 92, 190 
Peal ] mica, t\ Margarite, 310 
Pearl-spar = Oysl. dolomite, 
260 

Pectolrte. 333 
Pencil -stone, 827 
Pcmdnin , 811 
Pentlrmditc, 237 
Peridot, p. Chrysolite, 312 
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FerofskiLc, Ferovskilc, 250 
Petroleum, 170 
Pharmacolile, 250 
P hnrinacosiderite, 225 
Fkacolite, 337 
Phenaeite, 800 
Pkillipsite, 888 
Phlogopitc, 308 
Finite, 307 
Pitchblende, 210 
Plagiocbiso, 280 
Plasma, Mr. Quartz, 273 
Plaster of Paris, 257 
Platinum, Native, 181 
Plumbago, 108 
Plumose mica, 300 
Poliauifce, 230 
Polydymite, 227 
Potassium chloride, 270 
Potter's ore, 200 
Prase, 280 

Precious garnet, 302 
opal, 282 
serpentine, 328 
Prebnile, 331 
Pro us tile, 185 
Psilomelane. 231 
Puciierite, 112 
Purple copper ore, 100 
Pycnile, v. Topaz, 320 
Pyrargyrile, 185 
Pyrile, 213 

Pyrites, Arsenical, 215 
Auriferous, 214 
Capillary, i\ Millerilc, 

Cockscomb, 215 
Copper, 101 
Iron, 218 
Magnetic, 212 
Spear, 815 
While iron, 215 
Pyrocblore, 271 
PyrolusiLe, 220 
Pyromorpbite, 200 
Pyropc, 802 
Pyropbyllite, 824 
Pyroxene, 202 
PyrrhotUe, 212 

Quarts, 278 
Quicksilver, 18G 


Realgar, 174 
Red copper ore, 104 
hematite, 817 
iron ore, 217 
ocher, 218 
silver ore, 185 
zinc ore, 236 
Resin, Mineral, 170 
Rbodoch resit e, 232 
Rhodonite, 281 
Ripidolile, 311 
Rock crystal, 277 
meal, 251 
milk, 251 
salt, 208 

Rose quart/., 278 
Rubcllile, 310 
Ruby, Rains, 241, 

Oriental, 240 
Spinel. 241 
Ruby silver, 135 

Kill ile, 208 
Snbiile, Halite,,293 
Sail, Common, 268 
Samarskite, 224 
Sanidine, 287 
Sapphire, 240 
Hflrd, 270 
Sardonyx, 280 
Satin-spar, 250, 257 
Seapobte Group, 314 
Sell oolite, 258 
Scoleciif, Seolezite, 886 
Seoradile* 225 
Selenite, 250 
Sepiolite, 320 
Serpen l ine, 827 
Siderile, 228 
Silox, v. Quartz, 273 
Silica, 272 
Siliceous sinter, 283 
Silieified wood, 281 
Smirnanite, 824 
Silver, 183 

Horn, 185 
Native, 183 
Ruby, 185 
Silver chloride, 185 

sulph-untimouite, 185 
sulpli-arson ite, 185 
sulphide, 164 
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Silver glance, 184 
Sinter, Siliceous, 288 
Smalt, 2211 
Sinai tite, 228 

Sinarag&ite, car, Ampliibole, 
29G " 

Smithsouite, 237 
Smoky quartz, 277 
Soapstone, 327 

Soda — Sodium oxide, t\ So¬ 
dium, 263 
Soil a niter, 270 
Sodalite, 291 
Sodium borate, 270 

carbonate, 270 
chloride, 268 
nitrate, 270 
sulphate, 270 
Spathic iron, 223 
Spear pyrites, 210 
Specular iron, 217 
Sperrylile, 183 
Spessarlite, 302 
Sphalerite, 233 r 
Sphene. 322 
Spiegeleisen, 220 
Spinel, 241 
Spodumeue, 295 
Stalactite, 250 
Sialagmite, 250 
Staunile, 206 

Staurolite, Staurotide, 325 
Steatite, 327 
Stibnite, 176 
Slilbite, 337 
Strcanidin, 207 
Strontiamle, 267 
Strontium carbonate, 267 
sulphate, 266 
Sulphur, Native, 170 
Sylvan he, 181 
Sylvine, Sylvite, 270 

Tabular spar, 296 
Talc, 326 
Tantalite, 224 
Tellurium, Graphic, 181 
Native, 173 
Tennant tie, 194 
Tenorite, Ill 
Tet rahed rile, 193 
Theuardite, 270 


Tbomsenolile, 243 
Thomsonite, 835 
Thorite, 314 
Tiger-eye, 278, 298 
Tin ore, Tin stone, 207 

oxide, 207 

pyrites, v. Stannite, 206 
Titan ic iron, 222 
Thawte, 822 
Titanium oxide, 208 
Topaz, 320 

False, 277 
Topazolite, 302 
Torbefuile, Tmbente, 210 
Touchstone, 280 
Tourmaline. 317 
Tremolite, 297 
Tridymite, 272 
TnphyUte, 225 
Tnplite, 232 
Tronic 270 
Truest ite, 236 
Turgitc, 223 
Turnerite, 271 
TurquOis, 243 

Ulexite, 259 
Ultramarine, 291 
Urauiuite, 210 
Uranium, 210 

phosphate, 210 
mica, 210 
Uvarovilc, 302 

Vanadinite, 201 
VeitUantique, 828 
Vermiculite, 309 
Vermilion, Native, 187 
Vesuvianite, 315 
Vitriol, Blue, 197 
Viviauitc, 225 

Wad, 281 

Water, 172 

Wuvellite, 243 

Werner ite, 814 

White lead ore, 203 

Willem ite, 286 

W3thorite, 265 

Wolfram, Wolframite, 225 

WoJlast unite, 295 

Wood opal, 288 
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Wood-tin* 207 
Wulfeuite, 303 

Xenotime, 271 

Yttrium phosphate, 271 

Zeolites, 333 
Zinc blende, 234 
carbonate, 237 


Zinc ore, Red, 230 
oxide, 23(5 
silicate, 236, 237 
sulphide, 233 
spinel, 233 
Zincite, 236 
Zircon, 312 

Zirconium silicate, 312 
Zoisite, 317 
Zuuyite, 303 
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AGRICULTURE. 

Armsby’s Manual of Cattle-feeding.12mo, $1 75 

Budd and Hansen’s American Horticultural Manual: 

Part I.—Propagation, Culture, and Improvement_12mo, 1 50 

Part II.—Systematic Pomology. (In preparation.) 

Downing’s Fruits and Fruit-trees of America.8vo, 5 00 
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Kemp’s Landscape Gardening.12mo, 2 50 
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12mo, 1 50 
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“ Insects Injuring Fruits. [In preparation.) 
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ARCHITECTURE. 
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8vo, 2 00 
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8vo, 3 50 
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Merrill’s Stones far Building and Decoration.8vo, 5 

Monckton’s Stair-building.4to, 4 

Patton’s Practical Treatise on Foundations.8vo, 5 

Siebert and Biggin’s Modern Stone-cutting and Masonry. .8vo, l 

Snow’s Properties Characterizing Economically Important 
Species of Wood. (In preparation.) 

Wait’s Engineering and Architectural Jurisprudence.8vo, 6 

Sheep, 6 
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gineering and Architecture.8vo, 5 

Sheep, 5 
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The World’s Cblunibian Exposition of 1893...Large 4to, 1 
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Bernadou’s Smokeless Powder, Nitro cellulose, and the Theory 
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* Bruff’s Text-book Ordnance and Gunnery.8vo, 6 

Chase’s Screw Propellers and Marine Propulsion.8vo, 3 

Craig’s Azimuth...4to, 3 

Crehore and Squire’s Polarizing Photo-chronograph.Svo, 3 

Cronkhite’s Gunnery for Non-commissioned Officers..24mo,mor., 2 

* Davis’s Elements of Law.Svo, 2 

* “ Treatise on the Military Law of United States. .8vo, 7 

* Sheep, 7 

De Brack’s Cavalry Outpost Duties. (Carr.)... .24mo, morocco, 2 

Dietz’s Soldier’s First Aid Handbook.16mo, morocco, 1 

•Dredge’s Modern French Artillery.4to, half morocco, 15 

Durand’s Besistance and Populsion of Ships.Svo, 5 

•Dyer’s Handbook of Light Artillery.12mo, 3 

Eissler’s Modern High Explosives.Svo, 4 

* Fiebeger’s Text-book on Field Fortification.Small Svo, 2 

Hamilton’s The Gunner’s Catechism. [In preparation.) 

* Hoff’s Elementary Naval Tactics.8vo, 1 

Ingalls’s Handbook of Problems in Direct Fire.Svo, 4 

* “ Ballistic Tables.Svo, 1 

Lyons’s Treatise on Electromagnetic Phenomena.8vo, 0 

•Mahan’s Permanent Fortifications. (Mercur.)..8vo, half raor., 7 

Manual for Courts-martial.lGmo, morocco, 1 

* Mercur’s Attack of Fortified Places.12mo, 2 

* “ Elements of the Art of War.8vo, 4 

Metcalfs Cost of Manufactures—And the Administration of 

Workshops, Public and Private.8vo, 5 

* " Ordnance and Gunnery.12mo, 5 

Murray’s Infantry Drill Regulations.18mo, paper, 

•Phelps’s Practical Marine Surveying.Svo, 2 

Powell’s Army Officer’s Examiner.12mo, 4 

Sharpe’s Art of Subsisting Armies in War.18ino, morocco, 1 

Walke’s Lectures on Explosives.8vo, 4 

•Wheeler’s Siege Operations and Military Mining.8vo, 2 

Winthrop’s Abridgment of Military Law.12mo, 2 

Woodhull’s Notes on Military Hygiene.lGmo, 1 
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Young’s Simple Elements of Navigation........ lGmo, morocco, 

Second Edition, Enlarged and Revised.lOmo, mor.. 


ASSAYING. 

Fletcher’s Practical Instructions in Quantitative Assaying with 


the Blowpipe...-. . .12mo, morocco, 

Furman's Manual of Practical Assaying.....Svo, 

Miller’s Manual erf Assaying.... 12mo ? 

O’Driscoll’s Notes on the Treatment of Gold Ores.Svo, 

Ricketts and Miller’s Notes on Assaying..... .8vo, 

Wilson’s Cyanide Processes....... 12mo, 

r * Chlorination Process.. 12mo, 


ASTRONOMY, 


Craig’s Azimuth._____.........4 to, 

Doolittle’s Treatise on Practical Astronomy.Svo, 

Gore’s Elements of Geodesy.... Svo, 

Hayford’s Text-book of Geodetic Astronomy..............Svo, 

Merriraan’s Elements of Precise Surveying and Geodesy. .. .Svo, 
* Michie and Harlow’s Practical Astronomy.. ,8vo. 


* White’s Elements of Theoretical and Descriptive Astronomy. 

12rao, 


BOTANY, 

Baldwin’s Orchids of New England.. ... .Small Svo, 

Davenport’s Statistical Methods, with Special Reference to Bio¬ 
logical Variation...lGmo, morocco, 

Thome and Bennett’s Structural and Physiological Botany, 

l6mo, 

Westermaier’s Compendium of General Botany.(Schneider.) Svo, 


CHEMISTRY, 

Advance’s Laboratory Calculations and Specific Gravity Tables, 

12mo, 

Allen’s Tables for Iron Analysis... .Svo, 

Arnold’s Compendium of Chemistry. (Mandeb) (7ft preparation.) 
Austen’s Notes for Chemical Students.................. I2mo, 

Bernadou’s Smokeless Powder.—Nitrocellulose, and Theory of 

the Cellulose Molecule... 121110 , 

Bolton’s Quantitative Analysis.... 8vo, 

Brush and Pen field’s Manual of Determinative Mineralogy. ..8vo, 
Classen’s Quantitative Chemical Analysis by Electrolysis. (Her¬ 
rick—Boltwood.) ......... . 8vo, 

Cohn’s Indicators and Test-papers... 12mo, 

Craft’s Short Course in Qualitative Chemical Analysis, (Schaef¬ 
fer.) . 12mo, 

DreehstTs Chemical Reactions. (Merrill.).12mo, 

Eissler’s Modem High Explosives.Svo, 

Effront’s Enzymes and their Applications. (Prescott.)... ,8vo, 
Erdmann’s Introduction to Chemical Preparations, (Dunlap.) 

12m o, 
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Fletcher's Practical Instructions in Quantitative Assaying with 

the Blowpipe,. .12mo, morocco, 

Fresenius’s Manual of Qualitative Chemical Analysis. (Wells.). 

8vo, 

System of Instruction in Quantitative Chemical 

Analysis. (Allen.).................. ...8vo, 

Fuertes’s Water and Public Health.... . ..12m0, 

Furmans Manual of Practical Assaying...... .. .Svo, 

Gill’s Gas and Fuel Analysis for Engineers. ..12mo, 

Grotenfelt’s 1 *rincipIcs of Mo d e i n Dah y ITa ctice. (WolL), ■ 12nio, 

Ham mars ten’s Text-book of Physiological Chemistry, (Mandeb) 

8vo, 

Helm’s Principles of Mathematical Chemistry, (Morgan.) I2mo, 
Hinds’s Inorganic Chemistry. (In preparation.) 

Holleman’s Text-book of Inorganic Chemistry. (Cooper.).. .Svo, 

“ u “ Organic K (Walker and Mott.) 

(/& preparation.) 

Hopkins's Oil-chemists’ Handbook,Svo, 

Keep’s Cast Iron.... ,8vo, 

Ladd’s Manual of Quantitative Chemical Analysis.. 12tho, 

Landauer’s Spectrum Analysis. (Tingle.)..,Svo, 

La sear- Col l n’s Pra ctica 1 U r in ary Au a I y sis. (Lo re n z,) (In p) eparo lion .) 
Leach’s The Inspection and Analysis of Food with Special Kefer- 
cnee to State Control. (In preparation.) 

Lob’s Electrolysis and Elect rosy nth e sis of Organic Compounds. 

(Lorenz.) ...,...12mo, 

Mandel’s Handbook for Bio chemical Laboratory.12 itlq, 

Mason’s Water-supply. (Considered Principally from a Sani¬ 
tary Standpoint.) 3d Edition, Rewritten.Svo, 

Examination of water. (Chemical and Bacterio¬ 
logical.) . l2mo, 

Meyer’s Determination of Radicles in Carbon Compounds. 

(Tingle.) ...-.■ ■■l2mo, 

Miller’s Manual of Assaying.i2nio, 

Mixter’s Elementary Text-book of Chemistry, ...12mo, 

Morgan’s Outline of Theory of Solution and its Results.. 12mo f 

l( Elements of Physical Chemistry....12mo, 

Nichols’s Water-supply. (Considered mainly from a Chemical 

and Sanitary Standpoint, 1883,)..Svo, 

O’Brine’s Laboratory Guide in Chemical Analysis...Svo, 

O’Driscoll’s Notes on the Treatment of Gold Ores. ..8vo, 

Ost and Kolbeck’s Text-book of Chemical Technology. (Lo¬ 
renz—Rozart.) (In preparation.) 

* Pen field’s Notes on Determinative Mineralogy and Record of 

Mineral Tests.... 8vo, paper. 

Pinner’s Introduction to Organic Chemistry. (Austen.) 12mo, 
Poole’s Calorific Power of Fuels. Svo, 

* Epsig’s Guide to Piece dyeing...Svo, 25 00 

Richards and Woodman’s Air, Water, and Food from a Sanitary 

Standpoint *..,,..,Svo, 

Riehards’s Cost of Living as Modified by Sanitary Belence 12mo, 

“ Cost of Food, a Study in Dietaries.....12mo, 

* Richards and Williams’s The Dietary Computer.8VO, 

Ricketts and Russell’s Skeleton Notes upon Inorganic Chem¬ 
istry. (Part I.—Non-metaHie Elements.). . Bvo, morocco, 

Ricketts and Miller’s Notes on Assaying..... .8vo, 

RideaTs Sewage and the Bacterial Purification of Sewage. .8vo, 

Ruddiman’s Incompatibilities in Prescriptions...,8vo, 
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Spencer’s Handbook for Chemists of Beet-sugar Houses. 16mo, 

mor., 3 00 

“ Handbook for Sugar Manufacturers and their Chem- 


Van Deventer’s Physical Chemistry for Beginners. (Boltwood.) 

12mo, 1 50 

WaIke’s Lectures on Explosives.....Svo, 4 00 

Wells’s Laboratory Guide in Qualitative Chemical Analysis..8vo, 1 50 
■" Short Course in Inorganic Qualitative Chemical Analy- 


Wulling’a Elementary Course in Inorganic Pharmaceutical and 


CIVIL ENGINEERING, 

BRIDGES AND ROOFS. HYDRAULICS. MATERIALS OF 
ENGINEERING. RAILWAY ENGINEERING. 

Baker’s Engineers’ Surveying Instruments............... I2nio, 3 00 

Bixby’s Graphical Computing Table.. .Paper, 10^x24^ inches. 25 


Frei tag’s Architectural Engineering. 2d Ed., Rewritten. ..Svo, 3 50 


Mahan’s Treatise on Civil Engineering. (1873.) (Wood.) .. Svo, 5 00 


Merriman’s Elements of Precise Surveying and Geodesy. , „ .Svo, 2 50 
Meriiman and Brooks’s Handbook for Surveyors-16mo, mor., 2 00 


RideaPs Sewage and the Bacterial Purification of Sewage.. .Svo, 3 50 
Siebcrt and Biggin’s Modern Stone-cutting and Masonry. .. .Svo, 1 50 
Smith’s Manual of Topographical Drawing. (McMillan.). .Svo, 2 50 


Sheep, G 50 
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Wait’s Law of Contracts.8vo, 3 00 

Warren’s Stereotomy—Problems in Stone-cutting.8vo, 2 50 

W'ebb’s Problems in the Use and Adjustment of Engineering 

Instruments .lGmo, morocco, 1 25 

* Wheeler’s Elementary Course of Civil Engineering.8vo, 4 00 

Wilson’s Topographic Surveying.8vo, 3 50 


BRIDGES AND ROOFS. 


Boiler’s Practical Treatise on the Construction of Iron Highway 


Bridges.8vo, 2 00 

# Boiler’s Thames River Bridge.4to, paper, 5 00 

Burr’s Course on the Stresses in Bridges and Roof Trusses, 

Arched Ribs, and Suspension Bridges.8vo, 3 50 

Du Bois’s Mechanics of Engineering. Vol. II.Small 4to, 10 00 

Foster’s Treatise on Wooden Trestle Bridges.4to, 5 00 

Fowler’s Coffer-dam Process for Piers.8vo, 2 50 

Greene’s Roof Trusses.8vo, 1 25 

“ Bridge Trusses.8vo, 2 50 

“ Arches in Wood, Iron, and Stone.8vo, 2 50 

Howe’s Treatise on Arches.8vo, 4 00 

Johnson, Bryan and Turneaure’s Theory and Practice in the 

Designing of Modern Framed Structures.Small 4to, 10 00 

Merriman and Jacoby's Text-book on Roofs and Bridges: 

Part I.—Stresses in Simple Trusses.8vo, 2 50 

Part IT—Graphic Statics.8vo, 2 00 

Part III.—Bridge Design. Fourth Ed., Rewritten.8vo, 2 50 

Part IV.—Higher Structures.8vo, 2 60 

Morison’s Memphis Bridge.4to, 10 00 

Waddell’s De Pontibus, a Pocket Book for Bridge Engineers. 

lGmo, mor., 3 00 

“ Specifications for Steel Bridges.12ino, 1 25 

Wood’s Treatise on the Theory of the Construction of Bridges 

and Roofs. 8vo, 2 00 


Wright’s Designing of Draw-spans: 

Part 1.—Plate-girder Draws.....8vo, 2 50 

Part II.—Riveted-truss and Pin-connected Long-span Draws. 

8vo, 2 50 

Two parts in one volume.8vo, 3 50 


HYDRAULICS. 


Bazin’s Experiments upon the Contraction of the Liquid Vein 

Issuing from an Orifice. (Trailtwine.).8vo, 2 00 

Bovey’s Treatise on Hydraulics.8vo, 5 00 

Church’s Mechanics of Engineering.8vo, G 00 

Cofiin’s Graphical Solution of Hydraulic Problems.. lGmo, mor., 2 50 

Flather’s Dynamometers, and the Measurement of Power.l2mo, 3 00 

Folwell’s Water-supply Engineering.8vo, 4 00 

Frizell’s Water-power.Svo, 5 00 

Fuertes’s Water and Public Health. 12mo, 1 50 

“ Water-filtration Works.12mo, 2 50 

Ganguillet and Kutter’s General Formula for the Uniform 
Flow of Water in Rivers and Other Channels. (Ber¬ 
ing and Trautwine.).8vo, 4 00 

Hazen’s Filtration of Public Water-supply.8vo, 3 00 

Hazlehurst’s Towers and Tanks for Water-works.8vo, 2 50 
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HeischeFs 115 Experiment* on the Carrying Capacity of Large* 


Riveted, Metal Conduits...Svo, 2 00 

Mason's Water-supply, (Considered Principally from a Sani¬ 
tary Standpoint*).... .... *Svo, 5 GO 

Merriman's Treatise on Hydraulics..* * * *_8vo f 4 00 

* Miehie's Elements of Analytical Mechanics.,,.*. *Bvo, 4 00 

Schuyler's Reservoirs for Irrigation, Water-power, and Domestic 

Water-supply.....Large 8vo, 5 00 

Turneaure and Russell. Public Water-supplies.*..Svo, 5 00 

Wegmaim’s Design and Construction of Dams.*,,.* .4to, 5 00 

lt Water-supply of the City of New York from 1058 to 

1805.*..* *. 4to, 10 00 

Weisbach's Hydraulics and Hydraulic Motors. (Du Pols.) * ,8vo, 5 00 

Wilson's Manual of Irrigation Engineering.Small 8vo, 4 00 

Wolff's Windmill as a Prime Mover. ..*..**,.**..***,,**.Svo* 3 00 

Wood's Turbines...*. . Svo, 2 50 

“ Elements of Analytical Mechanics.*8vo* 3 00 


MATERIALS OF ENGINEERING, 

Baker's Treatise on Masonry Construction... * 8 vo. 

Black's United States Public Works_*..Oblong 4to, 

Bovey'e Strength of Materials and Theory of Structures. ** * 8 vo, 
Burr's Elasticity and Resistance of the Materials of Engineer- 

ing .,.. 8 vo, 

Byrne's Highway Construction. .. *,.*.,.Svo, 

" Inspection of the Materials and Workmanship Em¬ 
ployed in Construction.. IGmo, 

Church's Mechanics of Engineering...* ***.Svo, 

Du Bois's Mechanics of Engineering. Yol. I.Small 4to, 

Johnson's Materials of Construction..Large Svo, 

Keep's Cast Iron.. *..**.-*...- .. . 8 v 0 a 

Lanza's Applied Mechanics* ..* 8 vo, 

Martens's Handbook on Testing Materials. (Henning.),2 v., Svo, 

Merrill's Stones for Building and Decoration.Svo, 

Merri man's Text-book on the Mechanics of Materials.. 8 vo, 

Merri man's Strength of Materials. *.,.*.*., .. 12mo, 

Metcalf s Steel. A Manual for Steel-users. **...*.,****, . 12mo, 

Patton's Practical Treatise on Foundations.. ** . 8 vq, 

Rockwell’s Roads and Pavements in France...12mo. 

Smith's Wire: Its Use and Manufacture...Small 4to, 

Snow's Properties Characterizing Economically Important 
Species of Wood. {In preparation.) 

Spalding's Hydraulic Cement. *12tno. 

Text-book on Roads and Pavements. 12mo, 

Thurston's Materials of Engineering * * *.3 Parts, Bvo, 

Part I.-—Non-metallic Materials of Engineering and Metal¬ 
lurgy .........-.*. * Svo, 

Part II*—Iron and Steel ...Svo, 

Part III,—A Treatise on Brasses, Bronzes and Other Alloys 

and Their Constituents. . 8 vo } 

Thurston's Text-book of the Materials of Construction. *... Svo, 

Tillson's Street Pavements and Paving Materials.Svo, 

Waddell's De Pontibus. (A Pocket-book for Bridge Engineers*) 

Id mo, morocco, 

Ff Specifications for Steel Bridges..12rno, 

Wood's Treatise on the Resistance of Materials, and an Ap¬ 
pendix on the Preservation of Timber.Svo, 

u Elements of Analytical Mechanics* .Svo, 
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RAILWAY ENGINEERING. 

Andrews’s Handbook for Street Railway Engineers. (In preparation.) 
Berg’s Buildings and Structures of American Railroads.. .4to, 5 00 
Brooks’s Handbook of Street Railroad Location.. lGmo, morocco, 1 50 

Butts’s Civil Engineer’s Field-book.lGmo, morocco, 2 50 

Crandall’s Transition Curve.lOrao, morocco, 1 50 

Railway and Other Earthwork Tables.8vo, 1 50 

Dawson’s Electric Railways and Tramways.Small 4to, half mor., 12 50 
“ “ Engineering ” and Electric Traction Pocket-book. 

lGmo, morocco, 4 00 

Dredge’s History of the Pennsylvania Railroad: (1879.) .Paper, 5 00 
* Drinker’s Tunneling, Explosive Compounds, and Rock Drills. 

4to, half morocco, 25 00 


Fisher’s Table of Cubic Yards.Cardboard, 25 

Godwin’s Railroad Engineers’ Field-book and Explorers’ Guide. 

lGmo, morocco, 2 50 

Howard’s Transition Curve Field-book.lGmo, morocco, 1 50 

Hudson’s Tables for Calculating the Cubic Contents of Exca¬ 
vations and Embankments.8vo, 1 00 

Nagle’s Field Manual for Railroad Engineers... .lGmo, morocco, 3 00 

Philbrick’s Field Manual for Engineers.16mo, morocco, 3 00 

Pratt and Alden’s Street-railway Road-bed.8vo, 2 00 

Searles’s Field Engineering.lGmo, morocco, 3 00 

“ Railroad Spiral.lGmo, morocco, 1 50 

Taylor’s Prismoidal Formulae and Earthwork.8vo, 1 50 

• Trautwine’s Method of Calculating the Cubic Contents of Ex¬ 

cavations and Embankments by the Aid of Dia¬ 
grams .8vo, 2 00 

• “ The Field Practice of Laying Out Circular Curves 

for Railroads.12mo, morocco, 2 50 

• “ Cross-section Sheet.Paper, 25 

Webb’s Railroad Construction.8vo, 4 00 


Wellington’s Economic Theory of the Location of Railways. . 

Small 8vo, 5 00 

DRAWING. 


Barr’s Kinematics of Machinery.8vo, 2 60 

• Bartlett’s Mechanical Drawing.8vo, 3 00 


Durley’s Elementary Text-book of the Kinematics of Machines. 

(In preparation.) 


Hill’s Text-book on Shades and Shadows, and Perspective..8vo, 2 00 
Jones’s Machine Design: 

Part I.—Kinematics of Machinery.8vo, 1 50 

Part IE.—Form, Strength and Proportions of Parts.8vo, 3 00 

MacCord’s Elements of Descriptive Geometry.8vo, 3 00 

“ Kinematics; or, Practical Mechanism.8vo, 5 00 

“ Mechanical Drawing.4to, 4 00 

“ Velocity Diagrams.8vo, 1 50 

•Mahan’s Descriptive Geometry and Stone-cutting.8vo, 1 50 

Mahan’s Industrial Drawing. (Thompson.).8vo, 3 50 

Reed’s Topographical Drawing and Sketching.4to, 5 00 

Reid’s Course in Mechanical Drawing.8vo, 2 00 

“ Text-book of Mechanical Drawing and Elementary Ma¬ 
chine Design.8vo, 3 00 

Robinson’s Principles of Mechanism.8vo, 3 00 
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Smith’s Manual of Topographical Drawing. (McMillan.) .8vo, 
Warren’s Elements of Plane and Solid Free-hand Geometrical 

Drawing .12mo, 

“ Drafting Instruments and Operations.12mo, 

“ Manual of Elementary Projection Drawing... .12mo, 
“ Manual of Elementary Problems in the Linear Per¬ 
spective of Form and Shadow.12mo, 

“ Plane Problems in Elementary Geometry.12mo, 

“ Primary Geometry.12mo, 

M Elements of Descriptive Geometry, Shadows, and Per¬ 
spective .8vo, 

“ General Problems of Shades and Shadows.8vo, 

“ Elements of Machine Construction and Drawing. .8vo, 
" Problems, Theorems, and Examples in Descriptive 

Geometry.8vo, 

Weisbach’s Kinematics and the Power of Transmission. (Herr¬ 
mann and Klein.).. ....8vo, 

Whelpley’s Practical Instruction in the Art of Letter En¬ 
graving .12mo, 

Wilson’s Topographic Surveying.8vo, 

Wilson’s Free-hand Perspective.8vo, 

Woolf’s Elementary Course in Descriptive Geometry. .Large 8vo, 


2 50 

1 00 
1 25 
1 50 

1 00 

1 25 
75 

3 50 
3 00 
7 50 

2 50 
5 00 

2 00 

3 50 

2 50 

3 00 


ELECTRICITY AND PHYSICS. 


Anthony and Brackett’s Text-book of Physics. (Magie.) 

Small 8vo, 3 00 

Anthony’s Lecture-notes on the Theory of Electrical Measur- 

rnents .12mo, 1 00 

Benjamin’s History of Electricity.8vo, 3 00 

Benjamin’s Voltaic Cell.8vo, 3 00 

Classen’s Qantitative Chemical Analysis by Electrolysis. Her¬ 
rick and Boltwood.).8vo, 3 00 

Crehore and Squier’s Polarizing Photo-chronograph.8vo, 3 00 

Dawson’s Electric Railways and Tram ways..Small 4to, half mor., 12 50 
Dawson’s “ Engineering ” and Electric Traction Pocket-book. 

lOrao, morocco, 4 00 

Flather’s Dynamometers, and the Measurement of Power.. 12mo, 3 00 

Gilbert’s De Magnete. (Mottelay.).8vo, 2 50 

Holmans Precision of Measurements.8vo, 2 00 

“ Telescopic Mirror-scale Method, Adjustments, and 

Tests .Large 8vo, 75 

Landauer’s Spectrum Analysis. (Tingle.).8vo, 3 00 

Le Chatelier’s High-temperature Measurements. (Boudouard— 

Burgess.) .12mo, 3 00 

Lflb’s Electrolysis and Electrosynthesis of Organic Compounds. 

(Lorenz.) .12 mo, 1 00 

Lyons’s Treatise on Electromagnetic Phenomena.8vo, 6 00 

# Michie. Elements of Wave Motion Relating to Sound and 

Light.8vo, 4 00 

Niaudet’s Elementary Treatise on Electric Batteries (Fish- 

back.) .12mo, 2 50 

• Parshall and Hobart’s Electric Generators..Small 4to, half mor., 10 00 
Ryan, Norris, and Hoxie’s Electrical Machinery, (In preparation.) 

Thurston’s Stationary Steam-engines.8vo, 2 50 

•Tillman. Elementary Lessons in Heat.8vo, 1 50 

Tory and Pitcher. Manual of Laboratory Physics. .Small 8vo, 2 00 
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LAW, 


* Davis. Elements of Law..... Svo, 2 50 

Treatise on the Military Law of United States. .Svo, 7 00 

* Sheep, 7 50 

Manual for Courts-martial..16m a, morocco, 1 50 

Wait's Engineering and Architectural Jurisprudence_.Svo, 6 00 

Sheep, C 50 

w Law of Operations Preliminary to Construction in En¬ 
gineering and Architecture..,.. ,8vo, 5 00 

Sheep, 5 60 

" Law of Contracts, *.... Svo, 3 00 

Winlhrop's Abridgment of Military Law, .12mo, 2 60 


MANUFACTURES. 

Beaumont's Woollen and Worsted Cloth Manufacture. . ..12mo, 1 50 

Bemadou's Smokeless Powder—Nitro cellulose and Theory of 

the Cellulose Molecule..... l2mo, 2 50 

BoHand's Iron Founder.,,....12mo, cloth, 2 60 

K “The Iron Founder” Supplement...12mo, 2 50 

(t Encyclopedia of Founding and Dictionary of Foundry 

Terms Used in the Practice of Moulding.... 12mo, 3 00 

Eissler's Modern High Explosives.. ,8vo, 4 00 

Effront’s Enzymes and their Applications. (Prescott,).,.Svo, 3 00 

Fitzgerald's Bosh i Machinist..... ..... 18mo, I 00 

Ford's Boiler Making for Boiler Makers.. ...18mo, l 00 

Hopkins's Oil-chemists' Handbook.— Svo, 3 00 

Keep's Cast Iron........ .Svo 2 50 

Leach's The Inspection and Analysis of Food with Special 
Reference to State Control. (Li preparation .) 

Metcalfs Steel, A Manual for Steel-users. .12mo, 2 00 

Metcalfs Cost of Manufactures—And the Administration of 

Workshops, Public and Private...Svo, 5 00 

Meyer's Modern Locomotive Construction. .4to, 10 00 

* Reisig's Guide to Piece-dyeing... 8vo, 25 00 

Smith’s Press-working of Metals. Sva, 3 00 

“ Wire; Its Use and Manufacture.Small 4to, 3 00 

Spalding's Hydraulic Cement.12mo, 2 00 

Spencer's Handbook for Chemists of Beet-sugar Houses. 

IGiuo, morocco, 3 00 

14 Handbook for Sugar Manufacturers and their Chem¬ 
ists. ... I Gmo, morocco, 2 00 

Thurston's Manual of Steam-boilers, their Designs, Construc¬ 
tion and Operation........ Svo, 6 00 

Walked Lectures on Explosives... Svo, 4 00 

West's American Foundry Practice..12mo, 2 60 

u Moulder's Text-book....12ino, 2 60 

Wiechmann's Sugar Analysis.........Small Svo, 2 60 

Wolffs Windmill as a Prime Mover.... Svo, 3 00 

Woodbury's Fire Protection of Mills... Svo, 2 50 


MATHEMATICS. 


Baker's Elliptic Functions..... .Svo, 1 60 

•Bass’s Elements of Differential Calculus... 12mo, 4 00 

Briggs's Elements of Plane Analytic Geometry.12mo, 1 00 
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Chapman's Elementary Course in Theory of Equations.. . 12mo, 1 50 

Compton’s Manual of Logarithmic Computations.-*12100, 1 SO 

Davises Introduction to the Logic erf Algebra... *.8vo, 1 50 

Do Laplace’s Philosophical Essay on Probabilities. (Truseott 
and Emory.) (In preparation ,) 

■Dickson's College Algebra.*. ******** -Large 12mo, 1 50 

Halsted's Elements of Geometry. .*.*.**.***.**...** .Svo, 175 

u Elementary Synthetic Geometry. * * *.*.. *. .Svo, 1 50 

•Johnson's Three-place Logarithmic Tables; Vest-pocket si/e, 

pap,, 15 
100 copies for 5 DO 
Moon Led on heavy cardboard, 8 X 10 inches, 25 

10 copies for 2 00 

" Elementary Treatise on the Integral Calculus. 

Small 8vo, 1 50 

* f Curve Tracing In Cartesian Co-ordinates, *. *. *12mo, 1 00 
“ Treatise on Ordinary and Partial Differential 

Equations .... .Small Svo, 3 50 

“ Theory of Errors and the Method of Least 

Squares .**,.**..**.******* .X2mo, 1 50 

• " Theoretical Mechanics. .******** .* * * * * „ *. l2mo, 3 00 

* Ludlow and Bass. Elements of Trigonometry and Logarith¬ 

mic and Other Tables....8vo, 3 00 

“ Trigonometry* Tables published separately* .Each, 2 00 

Memman and Woodward, Higher Mathematics. *****Svo, 5 00 

Merriman’s Method of Least Squares. ****,.,*,, .Svo, 2 00 

Rice and Johnson’s Elementary Treatise on the Differential 

Calculus ..Small 8vo, 3 00 

“ Differential and Integral Calculus, 2 vole. 

in one* * *..*.* * *. Small Svo, 2 50 

Wood's Elements of Co-ordinate Geometry...Svo, 2 00 

“ Trigometry: Analytical, Plane, and Spherical.... 12mo, 1 00 


MECHANICAL ENGINEERING* 

MATERIALS OF ENGINEERING, STEAM ENGINES 
AND BOILERS. 

Baldwin’s Steam Heating for Buildings. 12mo, 2 60 

Barr's Kinematics of Machinery........Svo, 2 50 

# Bartlett's Mechanical Drawing* **.**.--**..** .Svo, 3 00 

Benjamin’s Wrinkles and Recipes......12mo, 2 00 

Carpenter's Experimental Engineering*.. *8vo, t> 00 

Heating and Ventilating Buildings*. *..8vo, 3 00 

Clerk's Gas and Oil Engine. ..Small 8vo, 4 00 

Cromwell's Treatise on Toothed Gearing, ... .... I2mo, 1 50 

Treatise on Belts and Pulleys. ... . 12mo, 1 50 

Burley's Elementary Text-book of the Kinematics of Machines. 

(Fn preparation.) 

Mather's Dynamometers, and the Measurement of Power . * J2mo, 3 00 

“ Rope Driving.. 12rno, 2 00 

Gill’s Gas an Fuel Analysis for Engineers.............. l2mo, 1 25 

Hall's Car Lubrication. ***..*.,..,****.******* 12mo* 1 00 

Jones’s Machine Design; 

Part I*—Kinematics of Machinery. ****.8vo, 1 50 

Part II.—Form, Strength and Proportions of Parts.5 vg, 3 00 

Kent's Mechanical Engineers’ Pocket-book_lGmo, morocco, 5 00 

Kerr's Power and Power Transmission.8vo, 2 00 
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MacCord’s Kinematics; or, Practical Mechanism.8vo, 

Mechanical Drawing.4to, 

“ Velocity Diagrams.8vo, 

Mahan’s Industrial Drawing. (Thompson.).8vo, 

Poole’s Calorific Power of Fuels.8vo, 

Heid’s Course in Mechanical Drawing.8vo, 

" Text-book of Mechanical Drawing and Elementary 

Machine Design.8vo, 

Richards’s Compressed Air.12mo, 

Robinson’s Principles of Mechanism.8vo, 

Smith’s Press-working of Metals.8vo, 

Thurston’s Treatise on Friction and Lost Work in Machin¬ 
ery and Mill Work.8vo, 

Animal as a Machine and Prime Motor and the 

Laws of Energetics.12ino, 

Warren’s Elements of Machine Construction and Drawing. .8vo, 
Weisbach’s Kinematics and the Power of Transmission. (Herr¬ 
mann—Klein.) .8vo, 

Machinery of Transmission and Governors. (Herr¬ 
mann—Klein.) .8vo, 

“ Hydraulics and Hydraulic Motors. (Du Bois.) .8vo, 

Wolff’s Windmill as a Prime Mover.8vo, 

Wood’s Turbines.8vo, 


MATERIALS OF ENGINEERING. 

Bovey’s Strength of Materials and Theory of Structures. .8vo, 
Burr’s Elasticity and Resistance of the Materials of Engineer¬ 
ing . 8vo, 

Church’s Mechanics of Engineering.8vo, 

Johnson’s Materials of Construction.Large 8vo, 

Keep’s Cast Iron.8vo, 

Lanza’s Applied Mechanics.8vo, 

Martens’s Handbook on Testing Materials. (Henning.)_8vo, 

Merriman’a Text-book on the Mechanics of Materials... .8vo, 

“ Strength of Materials.12mo, 

Metcalf’s Steel. A Manual for Steel-users.12mo, 

Smith’s Wire: Its Use and Manufacture.Small 4to, 

Thurston’s Materials of Engineering.3 vols., 8vo, 

Part II.—Iron and Steel.8vo, 

Part III.—A Treatise on Brasses, Bronzes and Other Alloys 

and their Constituents.8vo, 

Thurston’s Text-book of the Materials of Construction... .8vo, 
Wood’s Treatise on the Resistance of Materials and an Ap¬ 
pendix on the Preservation of Timber.8vo, 

41 Elements of Analytical Mechanics.8vo, 


STEAM ENGINES AND BOILERS. 

Carnot’s Reflections on the Motive Power of Heat. (Thurston.) 

12mo, 

Dawson’s “ Engineering ” and Electric Traction Pocket-book. 

lflmo, morocco, 


Ford’s Boiler Making for Boiler Makers.18mo. 

Goss’s Locomotive Sparks. .8vo, 

Hemenway’s Indicator Practice and Steam-engine Economy. 

12mo, 

Hutton’s Mechanical Engineering of Power Plants.8vo, 

“ Heat and Heat-engines.8vo, 


5 00 

4 00 

1 50 
3 50 
3 00 

2 00 

3 00 

1 50 
3 00 
3 00 

3 00 

1 00 
7 50 

5 00 

5 00 
5 00 
3 00 

2 50 


7 50 

5 00 
0 00 

6 00 

2 50 
7 50 

7 50 

4 00 
1 00 
2 00 

3 00 

8 00 
3 50 

2 50 

5 00 

2 00 

3 00 


1 50 

4 00 
1 00 

2 00 

2 00 

5 00 
5 00 
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Kent’s Steam-boiler Economy. ....... . ., .8vo, 4 00 

Kneass’s Practice and Theory of the Injector..Svo, 1 50 

MacCord’s Slide-valves___*....8vo, 2 00 

Meyer’s Modern Locomotive Construction .4to, 10 00 

Peabody's Manual of the Steam-engine Indicator..,_, .12mo, I 50 

w Tables of the Properties of Saturated Steam and 

Other Vapors,..,......Svo, 1 00 

“ Thermodynamics of the Steam-engine and Other 

Heat-engines.....Svo, 5 00 

“ Valve-gears for Steam-engines.... .8vo, 2 50 

Peabody and Miller, Steam-boilers.... Svo, 4 00 

Fray’s Twenty Years with the Indicator.....Large 8vo, 2 50 

Pupin’s Thermodynamics of Reversible Cycles in Gases and 

Saturated Vapors. (O&terberg.)..12mo, 1 25 

Reagan’s Locomotive Mechanism and Engineering.12mo, 2 00 

Rontgen’s Principles of Thermodynamics. (Du Bois.).,. .Svo, 6 00 
Sinclair’s Locomotive Engine Running and Management. ,12mo, 2 00 
Smart’s Handbook of Engineering Laboratory Practice,. 12mo, 2 50 

Snow’s Steam-boiler Practice...... Svo, 3 00 

Spangler’s Valve-gears,. Svo, 2 50 

“ Notes on Thermodynamics.... I2nu>, 1 00 

Thurston’s Handy Tables..,,... * *„.... 8vo, 1 50 

" Manual of the Steam-engine..2 vols., 8vo, 10 00 

Part I.—History, Structure, and Theory... ,8vo, 0 00 

Part II,—Design, Construction, and Operation...Svo, 6 00 

Thurston’s Handbook of Engine and Boiler Trials, and the Use 

of the Indicator and the Prony Brake....... .8vo, 5 00 

“ Stationary Steam-engines...Svo, 2 50 

“ Steam-boiler Explosions In Theory and in Prac¬ 
tice . I.......... ...12rnoj 1 50 

“ Manual of Steam-boilers, Their Designs, Construc¬ 
tion, and Operation....,. .8vo, 5 00 

WcisbacVs Heat, Steam, and Steam engines, (Du Rois.). ,8vo, 5 00 

Whitbam’s Steam-engine Design. 8vo, 5 00 

Wilson’s Treatise on Steam-boilers- (Blather). ....Jfimo, 2 50 

Wood’s Thermodynamics, Heat Motovs, and Refrigerating 

Machines ....... .8vo, 4 00 


MECHANICS AND MACHINERY, 


Barr's Kinematics of Machinery........ ........... ,8vo, 2 50 

Rovey’s Strength of Materials and Theory of Structures. .8vo, 7 50 

ChoTdah—Extracts from Letters.,...... ,12mo, 2 00 

Church's Mechanics of Engineering. .Svo, 0 00 

u Notes and Examples in Mechanics.8vo, 2 00 

Compton’s First Lessons in Metal-working........12mo, l 50 

Compton and De Groodt. The ^pred Lathe. .12mo, 1 50 

Cromwell’s Treatise on Toothed (Searing.... ,,.... - 12mo, 1 50 

“ Treatise on Belts and Pulleys.. . 12mo, 1 50 

Dana’s Text-book of Elementary Mechanics for the Use of 

Colleges and Schools.... 12mo, 1 50 

Dingey’s Machinery Pattern Making..... r l2mo, 2 00 

Dredge’s Record of the Transportation Exhibits Building of the 

World’s Columbian Exposition of 1803. .,. .4to, half mor., 6 00 
Du Rois’a Elementary Principles of Mechanics? 

Vol. I.—Kinematics .. .Svo, 3 50 

Vol, TL—Statics........ .......... .8vo, 4 00 

Vol. III.—Kinetics... *...Svo, 3 50 
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1 00 
3 00 
2 00 
2 00 
1 00 
75 
3 00 


1 60 


00 

00 

60 

00 


1 50 


Du Bois’s Mechanics of Engineering. Vol. I.Small 4to, 7 50 

“ “ " “ “ Vol.IT.Small 4to, 10 00 

Durley’a Elementary Text-book of the Kinematics of Machines. 

(In preparation.) 

Fitzgerald’s Boston Machinist.l(Jmo, 

Flather’s Dynamometers, and the Measurement of Power. 12mo, 

“ Rope Driving.12mo, 

Goss’s Locomotive Sparks.8vo, 

Hall’s Car Lubrication.12mo, 

Holly’s Art of Saw Filing.18mo, 

•Johnson’s Theoretical Mechanics.12mo, 

Johnson’s Short Course in Statics by Graphic and Algebraic 
Methods. (In preparation.) 

Jones’s Machine Design: 

Part L—Kinematics of Machinery.8vo, 

Part II.—Form, Strength and Proportions of Parts... .8vo, 

Kerr’s Power and Power Transmission.8vo, 

Lanza’s Applied Mechanics.8vo, 

MacCord’s Kinematics; or, Practical Mechanism.8vo, 

“ Velocity Diagrams.8vo, 

Merriman’8 Text-book on the Mechanics of Materials.8vo, 

• Michie’s Elements of Analytical Mechanics.8vo, 

Reagan’s Locomotive Mechanism and Engineering.12mo, 

Reid’s Course in Mechanical Drawing.8vo, 

M Text-book of Mechanical Drawing and Elementary 

Machine Design.8vo, 

Richards’s Compressed Air.12mo, 

Robinson’s Principles of Mechanism.8vo, 

Ryan, Norris, and Hoxie’s Electrical Machinery. (In preparation .) 
Sinclair’s Locomotive-engine Running and Management.. 12mo, 2 00 

Smith’s Press-working of Metals.8vo, 

Thurston’s Treatise on Friction and Lost Work in Machin¬ 
ery and Mill Work.8vo, 

“ Animal as a Machine and Prime Motor, and the 

Laws of Energetics.12ino, 

Warren’s Elements of Machine Construction and Drawing. .8vo, 
Weisbach’s Kinematics and the Power of Transmission. 

(Ilerrman—Klein.) .8vo, 

“ Machinery of Transmission and Governors. (Ilerr- 

(man—Klein.) .8vo, 

Wood’s Elements of Analytical Mechanics.8vo, 

“ Principles of Elementary Mechanics.12mo, 

“ Turbines .8vo, 

The World’s Columbian Exposition of 1893.4to, 


00 

00 

00 


2 00 

3 00 
1 50 
3 00 


3 00 

3 00 


00 

50 


5 00 


00 

00 


1 25 

2 50 
1 00 


METALLURGY. 

Egleston’s Metallurgy of Silver, Gold, and Mercury: 

Vol. I.—Silver...8vo, 7 50 

Vol. IT.—Gold and Mercury.8vo, 7 60 

Keep’s Cast Iron.8vo, 2 50 

Kunhardt’s Practice of Ore Dressing in Europe.8vo, 1 50 

Le Chatelier’s High-temperature Measurements. (Boudouard— 

Burgess.).12mo, 3 00 

Metcalf’s Steel. A Manual for Steel-users.12mo, 2 00 

Thurston’s Materials of Engineering. In Three Parts.8vo, 8 00 

Part II.—Iron and Steel.8vo, 3 50 

Part III.—A Treatise on Brasses, Bronzes and Other Alloys 

and Their Constituents.8vo, 2 50 
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MINERALOGY, 


Barringer’s Description of Minerals of Commercial Value, 

Oblong, morocco, 2 60 

Boyd's Resources of Southwest Virginia,,,....Svo, 3 00 

If Map of Southwest Virginia...,,,,, Pocket- bo ok form, 2 00 
Brush's Manual of Determinative Mineralogy. (Penfield.) .Svo, 4 00 

Chester's Catalogue of Minerals____,8vo, paper, 1 00 

Cloth, l 25 

** Dictionary of the Names of Minerals.....Svo, 3 50 

Dana’s System of Mineralogy.Large 8vo, half leather, 12 50 

“ First Appendix to Dana's New " System of Mineralogy/' 

Large Svo, 1 GO 

ft Text-book of Mineralogy........... Svo, 4 00 

u Minerals and How to Study Them............... 12mo, 1 59 

1 * Catalogue of American Localities of Minerals. Large Svo, 1 00 

" Manual of Mineralogy and Petrography..12mo, 2 00 

Egleston’s Catalogue of Minerals and Synonyms.8vo, 2 50 

Hussak’s The Determination of Rock-forming Minerals. 

(Smith.) *.... ...... Small Svo, 2 00 

* Penfield’a Notes on Determinative Mineralogy and Record of 

Mineral Tests,... ,8vo, paper, 50 

Roaenhuach’s Microscopical Physiography of the Rock-making 

Minerals. (Idding’s.)......,.8vo, 5 00 

* Tillman's Text-book of Important Minerals and Rocks,. Svo, 2 00 

Williams’s Manual of Lithology.. *... . Svo, 3 00 


MINING. 


Beard’s Ventilation of Mines. ..... 12mo, 2 50 

Boyd’s Resources of Southwest Virginia......Svo, 3 00 

ft Mfin nf Hmit’hwf'flt Vircrinift PnAlrpt-hnnlr fm-m 9 HO 


* Drinker’s Tunneling, Explosive Compounds, and Rock 


EiBaler's Modern High Explosives..... .Svo, 4 00 

Goodyear’s Coal-mines of the Western Coast of the United 

States .. 12mo, 2 50 

Ihlseug’s Manual of Mining.. Svo, 4 00 

Kunhardt’a Practice of Ore Dressing in Europe. ,,,,,, .Svo, 1 50 

O’Driseoirs Notes on the Treatment of Gold Ores.Svo, 2 00 

Sawyer’s Accidents in Mines... .Svo, 7 00 

Walke’s Lectures on Explosives.. ,..8vo, 4 00 

Wilson’s Cyanide Processes,.. i2mo, 1 50 

Wilson’s Chlorination Process... 12mo, I 50 

Wilson'a Hydraulic and Placer Mining. 12mo, 2 00 

Wilson’s Treatise on Practical and Theoretical Mine Ventila¬ 
tion .. ..*****.*«.*<****.. .12mo, 1 25 


SANITARY SCIENCE, 

Fol well’ b Se wera ge. (Design mg, Cons true lion and Mai ntenance,) 


8vo, 3 00 

“ Water-supply Engineering...,..8vo, 4 00 

Fuertea’f Water and Public Health... 12mo, 1 50 

" Water-filtration Works___ .... ---I2mo, 2 50 
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Gerhard’s Guide to Sanitary House-inspect!on..1 Gmo, I 00 

Goodrich’s Economical Disposal of Towns' Refuse. * .Demy 8vo, 3 60 

Hazen’s Filtration of Public Water-supplies, .**,.** .8vo, 3 00 

Kiersted’s Sewage Disposal.. 12mo, 1 25 


Leach’s The Inspection and Analysis of Food with Special 
Reference to State Control. {In preparation.) 

Mason’s Water-supply, (Considered Principally from a San¬ 
itary Standpoint. 3d Edition, Rewritten_.8vo, 4 00 

u Examination of Water, (Chemical and Bacterio¬ 


logical.) .... 12mo, 1 25 

Merri man’s Elements of Sanitary Engineering..,.8vo, 2 00 

Nichols’s Water-supply. {Considered Mainly from a Chemical 

and Sanitary Standpoint.) (1883.) .. .8vo, 2 50 

Ogden’s Sewer Design, . 12mo, 2 00 

* Price’s Handbook on Sanitation. .I2mo, 1 50 

Richards's Cost of Food. A Study in Dietaries.12mo, 1 00 

Richards and Woodman’s Air, Water, and Food from a Sani¬ 
tary Standpoint..8vo, 2 00 

Richards’s Cost of Living as Modified by Sanitary Science. 12mo, 1 00 

* Richards and Williams’s The Dietary Computer..........8vo, 1 50 

Rideal’s Sewage and Bacterial Purification of Sewage..8vo, 3 60 

Turneaure and Russell’s Public Water-supplies.. . ,,Svo, 5 00 

Whipple’s Microscopy of Drinking-water..Bvo, 3 50 

Woodhull’s Notes on Military Hygiene...Itimo, 1 50 


MISCELLANEOUS. 

Barker’s Deep-sea Soundings....8vo, 2 00 

Emmons’s Geological Guide-book of the Rocky Mountain Ex¬ 
cursion of the International Congress of Geologists. 

Large 8vo, 1 50 

FerreTs Popular Treatise on the Winds...Svo, 4 00 

Haines’s American Railway Management....121110, 2 60 

Mott's Composition, Digestibility, and Nutritive Value of Food. 

Mounted chart, 1 25 

" Fallacy of the Present Theory of Sound...1*3mo, 1 00 

Ricketts’s History of Rensselaer Polytechnic Institute, 1824- 

1804......Small 8vo, 3 00 

Rotherham’s Emphasised New Testament. .Large 8vo f 2 00 

“ Critical Emphasised New Testament.......12mo, 1 50 

Steel’s Treatise on the Diseases of the Dog. .8vo, 3 50 

Totten’s Important Question in Metrology.. 8vo, 2 50 

The World’s Columbian Exposition of 1893..4to, 1 00 

Worcester and Atkinson, Small Hospitals, Establishment and 
Maintenance, and Suggestions for Hospital Architecture, 
with Plans for a Small Hospital..I2mo, 1 25 


HEBREW AND CHALDEE TEXT-BOOKS* 

Green’s Grammar of tha Hebrew Language,.8vo, 3 Oft 

" Elementary Hebrew Grammar..12mo, l 25 

“ Hebrew Chrestomathy.*....8vo, 2 00 

Gesenius’s Hebrew and Chaldee Lexicon to the Old Testament 

Scriptures. (Tregellcs.).Small 4to, half morocco, 5 00 

Letteris’s Hebrew Bible........ -8vo, 2 25 
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